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PREFACE 

The wood-preservation industry is one of those which is aid- 
ing in the great movement for efficiency in operation and in the 
the conservation of our natural resources. Practically unknown 
in our countiy but a half century ago, its growth, especially in 
the last decade, has been exceedingly rapid until there are now 
nearly 100 plants in operation turning out over 125,000,000 cubic 
feet of treated wood annually. Too much credit for this splendid 
development cannot be given to men who like Dr. Hermann von 
Schrenk have by their ability, knowledge, and persistence brought 
the importance of preserving wood to the attention of the Ameri- 
can people and successfully accomplished a mass of practical 
results. There is every reason to believe that the growth of the 
industry has by no means reached its cEmax, for there are thou- 
sands of feet of structural timber used each year that are not being 
treated but which should and eventually will be. 

In an industry which has grown so rapidly and is unique in 
that a long time must elapse before the efficiency of many of its 
processes are known, it is but natural that many perplexing prob- 
lems should arise. The wood preservation industry certainly 
has its just share of them, and although splendid progress has 
been made, much yet remains to be learned; in fact, accurate 
knowledge is just in its infancy. The whole art is permeated with 
contradictory evidence and opinions so that it is exceedingly 
difficult for the layman seekii^ advice to become other than con- 
fused. 

During the past nine years it has been my good fortune to be 
thrown in personal contact with many of these problems and to 
study them over our entire country. While so doing, the need 
for a book on the subject has been repeatedly called to my atten- 
tion, for while there are excellent works on given phases of wood 
preservation, none apparently systematically covers the subject 
in its broad aspect. It has been necessary to consult a lai^e 
number of separate publications to secure such data — a process 
most tedious and unsatisfactory in this day of straight^line opera- 
tion. Furthermore, it is thought a textbook on timber preserva- 
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tion will be of help to students in forestry and engineering echools, 
where a knowledge of wood utilization is desirable and often 
necessaiy. 

In the following pages, taken largely from lecture notes pre- 
pared by the author for the civil engineering students at the 
University of Wisconsin, it has been the aim to present reliable 
information of fundamental importance. It is hoped that they 
will be found of value and use to engineers, foresters, lumbermen, 
students and all those interested in this subject and that this 
effort may assist in raising still higher the enviable position 
already held by the wood-preserving industty. 

The author certainly wishes to acknowledge his indebtedness 
to the U. S. Forest Service, from the publications and illustrations 
of which he has very heavily drawn; to his friends engaged in 
commercially treating timber, especially Mr. F. J. Angier, Mr. 
Carl G. Crawford, and Mr, J, B. Card, whose generous assistance 
has added much to this book; and to various associations and 
societies from whose proceedings data have been taken. 

H. F. W. 
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THE PRESERVATION 
OF STRUCTURAL TIMBER 

CHAPTER 1 
INTRODUCTION 

Definition of Wood Preservation. — Wood preservation may be 
defined as the art of protecting structural timber from decay. 
This is the common acceptance of the term. When considered 
in its broadest aspect, however, it includes much more than this, 
since decay is but one factor causing the destruction of wood. It 
is in its broadest sense that the subject is discussed in this treatise, 
because it is believed that the practice of protecting from deteri- 
oration will broaden as wood increases in value. 

In order to adequately treat the subject, wood preservation 
will be defined as the art of protecting structural timber from 
deterioration by destructive agents. The more common of these 
are decay, insects, marine borers, mechanical abrasion, and fire. 
It should be noted that the definition does not include the pro- 
tection of trees, as the methods of doing this are entirely distinct 
from those practised in protecting wood cut from the trees after 
they have been felled. This distinction should be kept clearly 
in mind. 

Importance of Wood Preservation as an American Industry. — 
In an undeveloped country destined for civilization extensive 
forests are an obstruction which must be removed, because they 
occupy land needed for agriculture. As long as a country is 
heavily timbered, conservative methods of utilizing the timber 
will rarely be practised. This condition prevailed in the United 
States during its early history but exists no longer. Scientific 
methods of managing forests as well as efficient methods of utiliz- 
ing the timber cut from them, are now being practised. Both, 
however, are still in their infancy but they are undergoing a rapid 
application. These economic changes are excellently reflected 
in the United States in the development of the wood preserving 
industry. 
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2 THE PRESERVATION OP STRUCTURAL TIMBER 

Present Standing of the Wood Preserving Industry in tiie 
United States. — There are now about 90 wood preserving plants 
in active operation in the United States representing a, capitali- 
zation of over $10,000,000 and turning out products worth about 
$30,000,000 per year. These plantsuseannually over 100,000,000 
gallons of creosote costing over $7,000,000 and over 21,000,000 
pounds of zinc chloride costing about $1,000,000,. In addition, 
about 3,500,000 gallons of various other preservatives are annu- 
ally consumed representing a value of perhaps $1,250,000. The 
total amount of wood treated approximates 126,000,000 cubic 
feet per year, which is equivalent to the amount of wood produced 
annually by about 10,000,000 acres of average American forest. 
Since present methods of lumbering waste about 50 percent of 
the wood grown, the amount of wood now annually treated repre- 
sents a protection given to the annual output of approximately 
20.000,000 acres of tinibcrland. 

To the above should be added several millions of dollars spent 
each year in protecting timber from mechanical destruction and 
about a quarter of a million protecting wood against fire. 

Conserving our Timber Supply. — A natural result of the in- 
crea.'%ing practice of preserving wood is to decrease the drain on 
our forests and hence help to conserve our supply of timber. 
This is offset in part by the growth of the country, demanding 
more raw materials, so that no accurate estimate on the extent to 
which wood preservation will ultimately decrease the demand 
for structural timber to t>c used for replacements can be given. 
The author attempted such an estimate in 1909 for the National 
Conservation Commission. Certain modificationa now appear 
advisable, although the estimate as then given has not been ma- 
terially changed. This revised estimate is given in Table 1. It 
attempts to show to what extent the demand on our forests can 
lie decreased if all timber placed in situations where it is liable to 
deterioration were treated in some approved manner. For ex- 
ample, we now use each year about 100,000,000 cross-ties to re- 
place those which have worn out through decay, wear, and other 
causes. If these ties were given an efficient preservative treat- 
ment, their life could be prolonged and in a few years the demand 
for ties would decrease to about 42,000,000 annually instead of 
100,000,000 as at present. Of course this neglects the ever in- 
creasing demand for ties due to new construction. Estimating 
along these lines, it appears that the application of efficient pro- 
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INTRODUCTION 3 

tective measures to structural timber would decrease the drain 
on our forests by almost 7,000,000,000 board feet annually, were 
all such timber which is liable to deterioration protected. 

Table 1 . — EIstiuated Decrease in the Annual Cut of Timber which 

WOUI.D Result were all Tiuber which is Subject 

TO Deterioration Properly Protected 
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That this shrinkage in the amount of timber cut from forests 
due to the extended use of preservative treatment is not only a 
lo^cal but a real outgrowth is shown in part by the experience of 
France. Although the French forests have been severely culled, 
they still furnish about 3,000,000 ties annually. Approximately 
2,500,000 are used each year for renewals, which number has been 
steadily diminishing in spite of the fact that the total mileage of 
the country has been increasing.' The practice of preservative 
treatment in our country has been too recent to make its influence 
OB forest demands as yet apparent but that similar results will be 
experienced cannot be doubted. 

Effect of Wood Preservation on Forest Management. — En- 
tirely apart from the problem of husbanding our forest resources 
is the effect of treating timber on the practice of managing our 
forests. By giving durability to woods which do not naturally 
possess it, the practice of wood preservation will in many cases 

' H. Matheiu, Revue G^n^rale de8 Chemins de Fer, Auguat, 1887. 
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4 THE PRESERVATION OF STRUCTURAL TIMBER 

govern the maimer in which certun forests will be composed and 
managed. 

Forestry teaches that trees grow according to defined onto- and 
phylogeneric laws, like all other forms of life, and if these laws 
are violated, destruction will inevitably follow. A layman, for 
example, may not understand why a young tulip tree will not 
grow in his dense maple grove. 

The utilization of various kinds of timber has shown that some 
combine more valuable properties for man's purposes than 
others. A study of these properties has been brought about 
chiefly through dire necessity. Starting with the cream, man 
has been forced to the milk. The gums, for instance, classed as 
"tree weeds" a few years ago, are now e^erly sought and util- 
ized. As a result of these two conditions, namely, the knowledge 
of the laws of tree growth and the inherent superiority of certain 
woods for commercial purposes, selected types of forests have been 
evolved. In other words, man endeavors to eliminate the unde- 
sirable species and foster the growth of those best fitted to his 
needs. The mixed pine and beech forests of Germany may be 
cited as an illustration. We have not reached this stage in the 
United States, but with the ever increasing intensity of forest 
management, nature's combinations will be eradicated, and in 
their place will be developed man's idea of the Society of the Se- 
lect, Nature's law which decrees, "Since no two organisms are 
alike, one must be better adapted to its surroundings than the 
other, and the less adapted must sooner or later perish," will be 
changed to read : " Since no two organisms are alike, one must be 
better adapted to man's needs than the other, and the less adapted 
must sooner or later perish." This is an illustration from Forest 
Ecology, which depicts man's disturbing influence in modifying 
various forms of life to best meet his requirements. Thus the 
American forest of the future will be radically different in kind as 
well as in degree from those now existing. Of the forty odd 
species of commercial trees now found in the Appalachians, it is 
safe to state that not more than one-fourth will persist. Certain 
trees, like the hemlock, will become commercially extinct, simply 
because it will not pay to grow them. This is not a view into 
the distant future; the careful selection of species is already 
common practice in Europe, and even now is being actively 
applied in our country. 

As stated, the commercial extinction of cert^n American 
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trees and the restrictioD of others is iaevitable, and will be 
brought about because they lack certain speciEc qualities. 
These are of two kinds: 

1. Sylvical — the abundance and vitality of the seed; the re- 
sistance of the young plants to insects, fire, and animals; their 
adaptability to their environment; their rate of growth, etc., and 

2. Commercial — the size, strength, weight and beauty of the 
wood, its ease of workmanship, and its durability. 

Of all these properties, durability is one of great practical mo- 
ment and of direct bearing on this treatise. No method is 
known whereby all kinds of wood can be satisfactorily treated 
with preservatives. Fortunately, however, the species beat 
adapted to treatment are among the most abundant, and possess 
certwn sylvical and commercial properties which give them a 
decided advantage over others. These properties briefly are: 
The vitality and prolificacy of the seed, rapidity of growth, and 
high percentage of sapwood. The following species may be 
classed in this group: Bull, lodgepole, loblolly, shortleaf, jack 
and scrub pines; cottonwood, red and scarlet oaks, silver and red 
maples; white birch; buckeye; black and cotton gums. All of 
these, with the possible exception of the bull and shortleaf pines 
and cottonwood, are commonly classed as "inferior" species. 
When a timbered area is cut or burned over, these are the com- 
mercial species which usually first come in to reforest it. It 
should be noted that their rate of growth soon culminates. None 
of them are long lived, and none of them have durable wood. 
The inherent characteristics of these trees are such as to render a 
forest composed of them easy to propagate and manage. 

Wood preservation thus affects the composition of certain 
forests as the forests of the future will be grown for specific pur- 
poses. White oak will be as rarely used for cross-ties as black 
walnut now is for fence rails. Future stands of timber will often 
be composed of those species whose wood without the application 
of a chemical treatment would have such a limited demand that 
they could not be grown at a profit. 

Suppose that an individual or company has a tract of denuded 
land upon which it is decided to grow timber. Should slow or 
rapid growing species be planted? Which will pay better? Al- 
most invariably the wood of the former is more durable than 
that of the latter, but if figured on the basis of annual financial 
profit, the advantages are usually in favor of the latter. An 
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example may be cited: Loblolly pine in an index stand on a 70- 
year rotation will yield about 33,000 feet B.M. per acre; longleaf 
pine under similar conditions, on a 120-year rotation, will yield 
about 25,000 feet B.M. Assuming the value of the land and the 
coat of planting at $10 per acre, taxes 3 centa, fire protection 
and management 2 cents per year, and interest 4 percent, 
the total cost of growing the loblolly at the felling period will be 
$174 and the longleaf $1244 per acre. The future atumpage 
price of these species can only be predicted, but at the time the 
trees were cut, suppose the value to be $8 per thousand feet B.M. 
for loblolly and $13 for longleaf, or an advance in present prices 
of over 300 percent for loblolly and 400 percent for longleaf. 
The value of the crops per Eicre will then be respectively $264 
and $325, or a total profit of $90 for the loblolly and a deficit of 
$919 for the longleaf. Longleaf, in order to produce a profit 
equal to the loblolly, would have to be worth about $54 per 
thousand feet stumpage. At such a price it would be commerci- 
ally prohibitive. In other words, longleaf pine can be grown only 
at a loss. 

In order to take a most favorable view of a question like the 
above, let us assume that the land is worth only $1 an acre and 
that the same yield will be obtained by natural reforestation. 
Hence, there will be no cost for planting. Moreover, we will 
assume no charge for protection. The cost of the crops per acre 
will then be $26.50 for loblolly and $192.90 for longleaf, or net 
profits respectively of $237 and $132 with an excess of $105 per 
acre for loblolly pine. Similar examples would be found to exist 
if other of our slow growing and more durable woods were com- 
pared with those listed in the so-called " inferior" group. 

Exceptions, of course, occur, notably with such species as 
black locust, catalpa, osagc orange, chestnut, and cucalypta, 
which combine durability with rapidity of growth. But these 
trees are of small size or poor form or are subject to insect or 
fungus attack or are decidedly limited in distribution. Whenever 
these species can be profitably grown their extension should by all 
means be encouraged, because they combine many of those quali- 
ties in strong demand and their subsequent treatment with 
preservatives is not a necessity. That the use to which its 
products will be put often controls the composition of a forest is 
further shown in this country by the plantations of various rMl- 
roada. The Pennsylvania, for example, has planted large areas 
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to so-called "treatment woods," such as red oak in place of the 
slower growing white oak and other more durable woods mentioned 
above. The U. S, Forest Service is managing certain of its 
lodgepole pine forests for the direct purpose of producing cross- 
ties. Without preservation, it would not pay to use this pine for 
ties because of its rapid decay. (See Plate I, Fig. A.) 

Wood preservation enables trees removed in thinning the forest 
to be put to a higher use than for fuel and by so doing permits 
thinnings to be more systematically and effectively made. 
If a forest plantation is started with 1200 trees to the acre, it is 
safe to assume that not more than 17 percent — or a total of 204 — 
will remain for the final crop. Those removed will have been cut 
in the several thinnings when the trees were yet immature, in 
order to give room for the more thrifty trees. The revenue 
derived from such thinnings is usually figured on the fuel value of 
the wood. Such small trees, however, if cut for posts or even 
poles, and treated, will have their value appreciably augmented, 
so that thinnings can be made to yield a larger income. Sup- 
pose the plantation is loblolly pine and the first thinning is made 
at 20 years, 600 trees per acre being removed. These will be 
about 3 inches in diameter and 20 feet high, hence too small to 
be used advantageously even for fuel. The first thinning will 
therefore represent a direct apparent loss, which, however, will 
be recovered by the accelerated growth of the remaining trees. 
The second thinning will be made at 40 years, and 400 trees will 
be removed. These will have reached a diameter of 8 inches and 
a height of 45 feet. If cut for fuel, they would yield about 13 
cords worth about $1 per cord stumpage. If cut into posts, how- 
ever, they would yield about 1600 worth at 2 cents each stump- 
age a total of $32. Posts of this species, or more generally of 
inferior species, are worth little unless treated, but when treated 
their durability may equal or excell that of the more costly 
varieties, so that it will often prove cheaper to use them. In- 
creased profit derived from thinnings will enable them to be more 
systematically and carefully made and thus the application of a 
more intensive system of forest management is made possible. 
The practicability of a forest working plan depends very largely 
and in some cases entirely upon direct financial returns, and in 
any case, if the plan can be made to produce such returns, it 
will enable forest principles to be more readily applied. 

Other things being equal, conservative lumbering pivots upon 
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the value of the top logs. Change this value and you change the 
system of marketing. Wood preservation enables the top and 
inferior logs to be used to better advantage than if left in the woodB 
to rot or sawed into lumber. By raising their value, it intcnu- 
fies the utilization of timber and fosters its more conservative use. 
Thus the top logs of such trees as the yellow poplar, black walnut, 
maplo, birch, etc., possess so little value that they are often left 
in the woods to rot, or when sawed into lumber are frequently 
sold at a loss. For example, the value of lumber cut from 
yellow birch logs in the Adirondacks in 1904, 14 inches or less in 
diameter, was J9.37 per thousand. The cost of stump^^, leg- 
ging, and manufacturing was at the lowest figure S10.50 per thou- 
sand. The operators therefore lost 81.13 per thousand on all 
such logs removed. For beech the loss amounted to $1.80 per 
thousand fret B.M. If these logs had been cut into railroad ties, 
they wouhi, at $5 per thouwand stump^e and 15 cents each for 
logging and manufacture, have cost about 32 cents each and sold 
for 45 cents each, or a net profit of about $3.90 per thousand feet 
B.M. Untreated ties of this species have little use on account 
of their rapid decay. Sonic lumber companies have already 
realized the important part wood preservation is playing in their 
operations and arc now manufacturing their logs which are in- 
ferior for lumber into ties. An effective system of forest manage- 
ment will recognize this and will change the manner of harvest- 
ing the timber "o ms to m-t greater returns from it. 

Wood itrcser\'ation accelerates the removal of fire-killed and 
dca<l timber ami enables ureas so denuded to be more speedily 
reforested and placed upon a profitable basis. Dead timber, 
whether standing or down, decreases in value each year and land 
encumbered with it can be likened to capital stock earning no 
dividend but comi)elle<l to pay annuities. There are thousands 
of acres of just such land in the United St.ites. It is often im- 
practicable to use such dead trees for lumlier because of their 
extensive checks, the stained condition of the wood, or holes 
bored by insects. Furthermore, on account of rapid decay, the 
wood may not be usable even for ties, nnne props, etc. If 
treated with prcst^rva) ives much of this timber can be market^-d. 
Tests made by (he author on fire-killed lodgepole pine in Idaho 
proved it was in ideal condition for prespr\-ative treatment. 
When cut for such puri)OHes its stumpago value In comparison 
with its former fuel value was raised aliuut GO percent. 
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History of Wood Preservation. Egypt. — The earliest recorda 
of the artificial preservation of organic bodies are found in Egyp- 
tian history. The sldll shown by the Egyptians in enbalming 
bodies proves that they carried the art to a high state of perfec- 
tion. Apparently the wooden cofHns in which the bodies were 
placed were given no special treatment, so that their durability 
can be accounted for only by the exclusion from the wood of 
sufficient moisture to allow the growth of wood-destroying 
organisms. As sycamore was largely used in the construction 
of these coffins, this furnishes excellent proof of the durability 
oi wood when it can be kept dry; in fact, in such a condition its 
life is indefinite. (See Plate I, Fig. B.) 

Such was not the case, however, in the preservation of the bod- 
ies. It is defimtely known that these were impregnated with 
antiseptics, although the exact manner in which this was done is 
still a matter of conjecture. From the writings of Hcrqdotus 
it appears that the bodies were first steeped in natrum (a natural 
substance found in the briny lakes near Cairo and composed 
principally of sodium sesqui-carbonate, sodium chloride, and so- 
dium sulphate) for about 2 months, after which they were sub- 
jected to a bituminous preparation, perhaps by boiling or baking 
in an oven. Pettigrew extracted the preservatives from the heart 
of a mummy which had been in a perfect state of preservation 
for over 3000 years, and the- heart at once putrified. Petti- 
grew's experiments show that the mummies prepared in natrum 
alone were not as well preserved as those in which solid resins or 
bitumens were found. 

Europe,. — The quantities of wood used by the early Greeks 
and Romans in their buildings and bridges caused them to meet 
squarely the problems of preserving it from decay. Thus amon^; 
the first attempts were the placing of stone blocks under wooden 
pillars to keep away soil and vegetation. The tops were also 
capped in this manner and it is thought that these early practices 
are the origin of the base and capital of our modern stone pillars. 
The antiseptic value of essential oils was also well understood, 
these being obtained from the olive tree and from various cedars 
and jumpers growing along the Mediterranean. The practice 
was to either rub these oils over the surface of the wood to be pre- 
served, or to bore numerous small holes in the wood and pour oil 
into them. In this manner the magnificent statue of Jupiter by 
Fhideas and the famous statue of Diana were preserved. Fliny 
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asserts that the oils not only retarded decay but kept the wood 
free from insect attacks. It was common practice among the 
Romans and hut dwellers of the Baltic to char their timbers 
which were used for piling before placing them permanently in 
their structures. This method of preserving wood is used even 
to the present day. 

It was perhaps the rapid decay of timber in the British warships 
that gave wood preservation its first great impetus. It ia re- 
ported that 40 acres of oak forest were required to construct a 70- 
gun ship and that the great prevalence of rot in the vessels as- 
sumed the proportions of a national calamity.* M. Paulet in his 
book entitled, "Conservation des Bois," enumerates 173 proc- 
esses or methods that were tried, most of which proved unsuccess- 
ful. About this time Holland was also wrestling with the pres- 
ervation of the timbers used in the construction of her dykes and 
marine structures. Later came the development of the steam 
engine and birth of the locomotive, which brought a new drain on 
the forest, principally for cross-ties, so that some method of 
preserving wood became a positive necessity. It was during 
the first quarter of the 19th century that modern methods of 
injecting wood may be considered as beginning, although the 
most successful attempts did not come until a few years l&tet. 
It is interesting to note that the most efficient preservatives were 
used several years before patents were taken out on them, or 
even before their use was commercialized. Thus mercuric 
chloride was used by Homberg in 1705 and by De Boissieu in 
1767, although it is with Kyan's name that the salt is best known, 
he having taken a patent on its use in England in 1832. Even 
to the present, its use ia commonly called " Kyanjzing." So it is 
with copper sulphate, recommended by De Boissieu and Borde- 
nave in 1767 and best known as " Margaryizing," although 
Margary's patent was not granted until 1837. Chloride of zinc 
was recommended by Thomas Wade in 1815 and by Boucherie 
in 1837 l»ut its use is referred to as "Burnettizing" from the pat- 
ents of Sir William Burnett in 1838. Franz Moll took out a 
patent in 1836 for injecting wood in closed iron vessels with oils 
of coal-tar but the practical introduction is attributed to John 
Bethell, whose patent is dated 1838 and whose name is now fam- 
ous in the art of preserving timber. It is reported that Bethell's 

'The Preservation of Timber by the Use of Antiseptics." Samuel B. 
BoultoD, 1885, 
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process required the timber to be in an air-seasoned condition 
before the preservii^ oils were injected. The treatment of green 
timber with creosote by first using steam followed by a vacuum 
prior to impregnation with the oil is attributed to Hayford.* 

The marked success met with by the use of the preservatives 
mentioned gave a pronounced impetus to the wood-preserving 
industry throughout Europe. Later, progress was directed more 
to perfecting the use of these preservatives than in attempting to 
introduce new ones. Thus it was found that zinc chloride bad a 
tendency to leach from wood, and to overcome this objection as 
well as give added effectiveness to the treatment, Julius Riitgers 
introduced in Germany about 1874 a method of treating ties 
with a mixture of zinc chloride and creosote. This method has 
met with considerable favor in Germany and is now one of the 
leading processes in use in that country. The excellent results 
secured with coal-tar creosote have always caused this pre- 
servative to be held in very high repute. Its comparatively 
high cost led Max Reuping to take out a patent in Germany in 
1902 on a process of impregnating it into wood, and subsequently 
withdrawing a part of it so that the total amount of oil actually 
consumed was greatly reduced. This process named after the 
inventor, has also met with pronounced success in European 
countries. Several other methods of treating wood have lately 
been exploited in Europe but few of them have met with the suc- 
cess of the Bumettizing and Bethell processes. 

Wood preservation is now practised in all the leading European 
countries. In England creosoting appears most popular, while 
in Germany both creosote and zinc chloride are extensively used. 
The same is true of France, where appreciable quantities of poles 
are still impregnated with copper sulphate. Not only ties and 
poles but vast quantities of mine timbers, paving blocks, piles, 
posts, vineyard sticks and lumber are now annually treated, so 
that the industry may be considered as permanently established 
and an engineering necessity. Figures on the amount of wood 
treated in Europe are not available, but it is reported that about 
16,000,000 ties are annually preserved and that the total number 
of plants in operation is about 70. It appears, therefore, that 
the plants in Europe have on the average a much smaller capacity 
than those in our country. 
United States. — The commercial application of wood preserva- 
> Beprint, Journal of Franklin Institute, 1878. 



ilized by Google 



12 THE PRESERVATION OP STRUCTURAL TIMBER 

tioD in our country first became of practical importance in 1848, 
when a Kyanizing plant was built at Lowell, Mass. A great 
many tests, however, had been carried on in a more or less 
primitive way previous to this. For example, Kyanized chestnut 
ties were laid near Baltimore in 1838 by the Northern Central 
Railroad. The Lowell plant was built primarily for the treat- 
ment of timbers used in the locks and canals on the Merrimac 
River. It operated the Kyanising process for 2 years, and then 
substituted the zinc chloride method, but in 1862 the oflScials, 
becoming dissatisfied with these treatments, reverted to Kyaniz- 
ing, and since this date the plant has been in more or less con- 
tinuous operation. 

In 1856, the Vermont Central Railroad erected a Burnettizing 
plant for the treatment of bridge timbers and ties, but it was 
abandoned after being in operation 4 years. About this time 
the Chicago, Rock Island and Pacific, the Boston and Albany and 
Erie Railroads built plants for the treatment of timber with zinc 
chloride. All these plants met with but partial success, princi- 
pally because of the then abundant supply of timber and the high 
cost and inexperience in handling treated timbers. Operators 
could not accustom themselves to the delay which timber treat- 
ments entailed; consequently few plants treated their timber for 
a sufficient period to enable it to be properly impregnated with 
the preservative. In 1863 the Philadelphia, Washington and 
Baltimore Railroad, and in 1867 the Philadelphia and Reading 
Railroad built Burnettizing timber-treating plants, but both had 
a short life due to the unsatisfactory results secured. In 1865, 
the Old Colony Railroad erected a plant at Somerset, Mass., for 
the treatment of bridge timbers with creosote. This, apparently, 
represents the first practical attempt to use this material in the 
United States. The work was done with a rush and in a careless 
manner, much of the timber being trimmed after it was treated. 
In spite of this, the work was considered a success. 

In 1867, Professor Sccley of New York obtained a patent for 
treating timber without the use of pressure. He erected treat- 
ing plants in New York, Chicago, and at the St. Clair Flats in 
Michigan. His claim was that green timber could be treated 
just as effectively as seasoned timber. This, however, accounts 
in a large measure for Seeley's failure. His process was neverthe- 
less adopted by the Government for its work at the St. Clair Flats 
in the construction of dikes, etc., along its canal, and by the 
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Chicago, Rock Island and Pacific and the Chicago, BurliogtoD 
and Quincy Railroads. At the World's Fair in St. Louis in 1904, 
von Schrenk revived this "open tank" process, and its use was 
later on made the subject of careful study by the U. S. Forest 
Service, until there are now several plants in operation in this 
country. 

About the time Seeley'a process was being promoted, Mr. L. S. 
Robbins introduced a method in which he impregnated timbers 
with vapors of creosote. This process was extensively adver- 
tised and local companies were formed in New York, New Jersey, 
Pennsylvania, Massachusetts, Connecticut, and California with 
lai^e capital. It failed, however, in practically all cases, espe- 
cially where it was used in marine construction. Mr. C. B. Sears, 
en^neer in chaise of the government works in California, states 
"that it failed absolutely to protect the timber from the Teredo, 
which was not more than 2 months longer in attacking it than 
the untreated timber, and when once in, its action seemed to 
be more rapid." 

About 1870 Mr, Thilmany treated a great many ties with 
copper sulphate and barium chloride for the Wabash, Pennsyl- 
vania and Ohio, Lake Shore and Michigan Southern, Cleveland 
and Pittsburg, and Baltimore and Ohio railroads, but the process 
met with the fate of most of its predecessors and it was eventually 
abandoned. 

In 1872, it is reported, Mr. George H. Fletcher boiled some 
paving blocks in dead oil of coal-tar and laid them in the yard of 
the New Orleans Gas Light Company. They absorbed about 20 
pounds of oil per cubic foot and when inspected 30 years after- 
ward were thoroughly sound. 

Modem timber processes may be considered as beginnii^ in 
this country in 1875, when a creosote plant was erected at West 
Pascagoula, Miss., for the treatment of timbers used by the Louis- 
ville and Nashville Railroad. This plant is still in operation and 
has met with marked success in its work. In 1878 Eppingor and 
Russell operated their creosote plant in Long Island City, N. Y. 
In 1879 the New Orleans and North Eastern Railroad built 
a similar plant primarily to treat the timbers used in the bridge 
across Lake Ponchartrain. From this period on the wood- 
preserving industry has permanently grown, the Wyckoff Pipe 
and Creosoting Company erecting a plant in 1881, the Colman 
Creosoting Company in 1884, the Santa Fe Railway Company in 
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1885, the Chicago Tie Preserving Company in 1886, etc., until 
at the present time there are now about 90 plants in operation 
scattered all over the United States and treating annually over 
125,000,000 cu. ft. of wood. (For complete list sec Appendix.) 

It ia interesting to note that the first successful attempts in 
timber preservation in this country were not made on account of 
scarcity of timber, but because of the high coat of replacing it after 
it had deteriorated. For example, the timber-treating plant 
built by the New Orleans and North Eastern Railroad was erected 
to treat the timbers used in constructing the Lake Ponchartrain 
bridge, as these, without treatment, would not last more than 
3 or 4 years due to rapid decay and attack by borers. 
Although treated in 1875, many of these timbers are still sound 
and in service. Some method of preserving the wood was there- 
fore an absolute necessity to the railroad company in order to 
maintain this bridge. Similar conditions prevailed in other 
places along the Atlantic Coast and in mines, but the gradual 
depletion of our forests and rise in the value of lumber has given 
a further impetus to the growth of the industry so that there are 
now but few places in the United States where wood preservation 
will not pay. 
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FACTORS WHICH CAUSE THE DETERIORATION OF 
STRUCTURAL TIMBER 

Discussion of Their Relative Importance. — Timber placed in 
service is subject to deterioration from many causes, and its 
strength eventually becomes so weakened that it must be re- 
moved and replaced with sound timber or gome other material. 
The chief factors which cause such deterioration are decay, 
insects, marine borers, mechanical abrasion, and fire. Others of 
less extent are alkaline soils, birds, and sand storms. Our 
country is so vast and its development has been so rapid, that it 
is absolutely impossible at this time to even estimate with any 
degree of accuracy the relative importance of the above factors 
responsible for the deterioration of structural timbers. In the 
absence of statistics, it seems very probable, however, that decay 
is by far the most important, aa enormous quantities of wood rot 
annually. Next in rank to decay, perhaps, comes mechanical 
destruction, such as the railcutting of tics; then in gradually de- 
creasing amounts, fire, insects, and marine borers. We will dis- 
cuss in this chapter the manner in which these destructive agents 
work, as it wilt aid in understanding the protective measures 
taken to overcome them. 

Decay. — Oa this subject volumes have been written, and it 
seems strange that even at the present time the cause of decay 
18 a matter little understood by many timber treating engineers.' 
For this reason it is felt desirable to review the more essential 
facts that are known in the hope that they may clearly fix the 
basic principles of fungous growth. The prevailing theory about 
1840 as to the cause for decay in timber was molded by the 
opinion of the great chemist Liebig. Liebig taught that the proc- 
ess of fermentation in certain fluids and the putrefying or decay 
tA organized bodies, animal and veRetable, were caused by a 
species of slow combustion to which he applied the term "erema- 
causis;" that it required for its ordinary development the pres- 

t See I¥oceedings American VVood Preservers' AHSOciation, 1912. 
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ence of moisture and atmospheric air; that its action was pro- 
voked by oxygen and its method of action was by a communica- 
tion of motion by the atoms of the affected ferment to the atoms 
of the body affected. He denied that fermentation, putrefaction, 
and decomposition were caused by fungi, parasites or infusoria, 
although these oi^anisms might sometimes be present during 
the process. ' 

With the introduction of the microscope and the consequent 
intensive study on the minute forms of life, the theory of Liebig 
gradually became shattered. The bodies of mammoths pre- 
served in ice through countless ages, the fragments of wooden 
piles which have endured undccayed for centuries when driven 
deeply below the surface of water, all confirm the experiments of 
Pasteur and Tyndall and prove the exclusion of germs prevents 
decay. Specimens are on exhibition of a sound wooden pile 
known as the remains of a bridge {destroyed by fire) which was 
constructed by Charlemagne across the Rhine; of pieces of piles 
in the foundation of the bridge across the Medway at Rochester, 
which was destroyed by Simon dc Moiitfort in 1264. Thousands 
of exact laboratory tests have established beyond all peradven- 
ture, that the true cause of decay in timber are low forms of 
plants called fungi an<l bacteria. The action of bacteria in de- 
caying wood is not clearly known even to this day, but there is 
little reason to doubt but what the same methods used in com- 
bating fungi will prove equally as effective in combating them. 

Only a comparatively smalt percentage of fungi and bacteria 
have the ability to decay wood and a great many will not even 
grow on wood. Of those which do grow on wood it is customary 
to divide them, in a discussion of this kind, into "harmful" or 
wood destroying and "harmless" or saprophytic fungi. All 
fungi are forms of plants which are para.sitic, that is, they are 
dependent on other plants for their existence. They all lack 
"chlorophyll," a substance which gives plants their green color 
and which is instrumental in taking the gases from the air and 
transforming them into plant substance. 

Fungi reproduce in two ways, (1) sexually, by means of minute 
"spores" which can be likened to tiny seeds, and (2) asexually, 
by means of "mycHia" which can be likened to minute roots. 
The spores are blown about by the wind like very fine particles 
-.' S. B. Boulton, nic Preservation of Timber by the Use of Aatisep- 
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of dust, and when they alight on wood, start to germinate and 
send their fine mycelia into the wood gradually decaying it. 
If these mycelia come in contact with sound wood, as for example, 
when a piece of decayed wood touciies a piece of sound wood, they 
grow into the sound wood and will ultimately decay it. In this 
way, decay is also spread. Some fungi have the ability to send 
their mycelia over materials which they will not attack, in their 
search for wood. Thus if two pieces are separated a foot or 
more apart, the mycelia from the decayed piece may reach out 
over this space and attack the sound piece. This characteristic 
is common in the so-called "house fungus." By the secretion 
of little understood chemicals by these mycelia, the wood fiber 
is dissolved and its substance serves as food for the fungus. 
These chemicals are termed "enzymes" or "ferments." Since 
fungi vary greatly in their capacity to secrete ferments, we have 
the key to their widely varying action upon timber. It is only 
those fungi which attack cellulose and lignin vigorously that 
effect the durability of timber to any serious degree. Give them 
a favorable temperature and proper moisture and air supply and 
the destruction proceeds rapidly. 

Fungi may be classified in regard to the form and habit of 
growth of the "mushrooms" technically called "fruiting bodies." 
Based on these characters, the "harmful" or wood destroying 
fungi may be divided into three classes: 

1. Fleshy forms of the "mushroom" types which have a dis- 
tinct stem, a more or less circular cap with plates or "gills" on 
the under side. This class contains few destructive forms. (See 
Plate I, Fig. C) 

2. Fungi which are tough, corky or woody and which have no 
stem, but are attached to the wood by the side of their rough 
semicircular caps. (See Plate I, Fig. D.) The under surface is 
provided with pores of various outlines, circular, angular, or 
sinuous. Frequently the caps grow in clusters, one above the 
other. This class contains many destructive kinds. 

3. Fungi similar to those in class (2), but whose under surface 
is smooth and not differentiated with pores or plates. (Sec plate 
11, Fig. a.) 

The "harmless" fungi are comparatively few. There are 
several species similar to those described in class (1) which grow 
on wood after it has reached an advanced stage of decay. Another 
form (Schizophyllum commune) having a wide distribution is 
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small, white, thin, leathery, and flexible, and has a bracket-like 
appearance. It frequently occurs on sound oak or pine and lives 
mostly on the sugars and starches in the wood. Other fungi 
which are white, green, brown or black and commonly called 
"molds" also belong to the "harmless" group. They produce 
the stain in wood but do not injure its strength to any appreciable 
extent.^ 

Insects. — The deterioration of timber through insect attack 
is greatly underestimated in this country. This matter has 
been made the subject of a special investigation by the U. S. 
Bureau of Entomology and it is estimated that the annual loas 
from this cause amounts to $100,000,000.* Round timber with 
the bark on, such as poles, posts, mine props, saw logs, etc., 
is particularly subject to attack by round-headed borers, timber 
worms, and ambrosia beetles. Frequently the insects continue 
the work in the unseasoned and even dry lumber cut from logs 
which had been previously infested. Their prolonged activities 
in mine timbers is well known; also in cabins, and rustic furniture. 
Hickory hoops and poles are often rendered worthless by borers 
and beetles. St«ve and shingle bolts, handle or wagon stock, and 
pulpwood are peculiarly subject to attack. Although termites 
are not usually associated with the destruction of timber in this 
country, nevertheless they cause considerable damage to poles 
and construction timbers used in building-i, sometimes completely 
dcstroyinK them. Many of the insects not only feed on the wood 
but burrow into it for (heir protection or breeding grounds. This, 
of course, weakens the wood and allows channels through which 
water and the spon's of destructive fungi can enter. Each 
specie of insect has its own pccuhar method of attack so that it is 
not possible in a trcjatiso of this kind to describe all of them. Two 
rather typical examples will, however, be given; The "powder- 
post insect" which bores into dry wood and the "pole borer" 
which attacks poles and similar products. 

The Powder-post Insects.' — " The aiiults or miiRed forma of this class 
of injects arc small, slender or stout, brownish to nearly black beetles, 

' For II sHcritific »iis('ii,*siini of the (icstractir>n of wikicI by funRi nnd bac- 
teria, the rc.idcr is rcfiTn^ to Bulletin 206 of the V. S. Bureau of Plaot In- 
duotry, by McKeth nnd Krulcs. 

' Circular 129, U. S. Bureau of EntiiraoloKj-, A. D. Hopkins, 1910. 

• Circular 55, U. S. Divisioo of Entomology, by A. D. Hopkins. 
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which upon emei^iig from the wood where they breed and pass the win- 
ter, fly or crawl nbout in search of suitable wood material in which to 
deposit their eggs. 

The different species vary in their habits and life history, from the egg 
to the adult, but. in general that of the true powder-poat beetles is as 
follows: The winter is passed in the wood. The c|^ arc deposited under 
normal conditions soon after activity commences in the spring, while 
in storehouses and buildings kept warm and dry they may continue thdr 
activl^ through the year and deposit eggs much earlier. The minute 
white "worm" or grub (the second stage of the insect known as the 
larva), upon hatching from the egg, proceeds to burrow in and through 
the wood in all directions, feeding and growing as it proceeds, until it has 
attuned its full growth. It then excavates a cell at the end of its burrow, 
ID which it transforms to a semidormant stage (the pupa, or third stage 
in the insect's life), remaining thus until the legs and wings have fully 
developed, when it bores its way out and appears as the matured adult or 
beetle (the fourth stage), to mate and repeat the life process. Under 
normal conditions, so far as is positively known, there is probably only 
one generation annually. 

Each female deposits many eggs, and many females oviposit on or in a 
single piece of wood, bo that the combined work of their numerous pro- 
geny, borrowing through the wood in quest of food for their development, 
results in the complete destruction of the interior wood fiber and its con- 
version into a mass of fine powder. If the first attack and the first 
generation do not accomplish this destruction, subsequent generations 
will follow in the same wood until nothing of the solid fiber is left but a 
thin outer shell." 

The Pole Borer.' — This insect (Parandra bruniica Fab.), is an 
elongated, creamy-white, wrinkled, round-headed grub or larva. 
(See Plate II, Fig. B-2.) It hatches from an egg deposited by an 
elongate, mahogany-brown, shiny, flattened, winged beetle, from 
two-fifthatofour-fifthsofan inch in length. (See Plate II, Fig. B-1.) 
It appears that theeggsarc deposited from August to October in the 
outer layers of the woodofthepoleneartheaurfaccofthegrounii. 
The young borers, upon hatching, excavate shallow galleries in 
the sapwood, then enter the heartwood, the mines being gradually 
enlarged as they develop. As they proceed they closely pack 
the fine boring dust behind them. This peculiar scmidigested 
boring dust, which is characteristic of their work, is reddish to 
duonisb yellow in color and has a clay-like consistency. The 
burrows eventually end in a broad chamber, the entrance to which 

I Circular 134, U. S. Bureau of Entomology, by T, E. Snyder. 
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is plugged with excelsior-like fibers of wood. Here is formed the 
resting stage, or pupa, which transforms to the adult beetle. 
Often all stages, from very young grubs only about one-fourth 
inch long to full-grown grubs over 1 inch long, pupfe, and adults 
in all stages to maturity are present in the same pole. Adults 
have been found flying from July to September. 

The insect attacks poles that arc perfectly sound, but will work 
where the wood is decayed ; it will not, however, work in wood that 
is "sobby" fwet rot), or in very "doty" (punky) wood. It 
has not yet been determined just how soon the borers enter the 
poles after they have been set in the ground. However, poles 
that had been standing only 4 or 5 years contained larvie and 
adults of this borer in the heartwood, and poles that had been 
set in the ground for only 2 years contained young larv» in 
the outer layers of the wood. 

The presence of the borers in injurious numbers can be de- 
termined only by removing the earth from about the base of the 
pole; the large holes made when the adults come out are found 
near the line of contact with the soil. Often large, coarse borings 
of wood fiber project from these exit holes. Sometimes the old 
dead parent adults are found on the exterior of the poles under- 
ground. During August the young adults may be found in 
shallow depressions on the exterior of poles below the ground 
surface. 

Marine Borers. — In many places along both the Atlantic and 
Pacific coasts timber used for piles in wharfs and other marine 
structures is attacked by marine wood borers. There are many 
kinds of such borers but those which occur in our waters can be 
classed into three genera of nioltusks, Xylotrya, Nausitoria, and 
Teredo, commonly known as "shipworms," and three of crus- 
taceans, Limnoria, Chclura, and Sph:eroma, commonly called 
"wood Uce." 

The activities of the shipworms were known to the ancient 
Romans, who sheathed their sliips against them. Clement 
Adams in the reign of Henry VI notes that upon the squadron 
sent out to discover the Northeast Passage — "they cover a piece 
of the keels of the shippe with tlieir sheets of leade, for they had 
heard that in certalne partes of the ocean a kinde of wormea is 
bredde, which many times pearcoth and eateth through the 
strongest oake that is."' 

I "Voyages and TraveU" Vol. II, C. R, Beasley. 
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Xylotiya, Nausitoria, and Teredo* in structure and mode of 
life are very much alike. Hence for all practical purposes a 
description of the work of Xylotrya will be sufficient {see Fig. 
I). The average diameter of an e^ is less than 1/500 inch, and 
a single worm may lay 100 million in a season. When the egg 
hatches, the embryo swims around for about a month and the 
exposed surface of the wood is then attacked by countless thou- 
sands of them which immediately begin to bore. The hole by 
which it enters is minute, but beneath the surface the burrow is 
soon enlarged to accommodate the rapidly growing body. The 
burrow extends usually in a longitudinal direction and follows 
a very irregular, tangled course. 

There is some controversy as to the method by which boring 
is accomplished. It is possible that the body is held rigidly by 




Fig. 1. — Xylotrya or ship 



an extensile sucker-like foot, ordinarily incased within the two 
shell valves (Fig. 1, a), and that the two valves revolve around 
this, cutting the wood away with fine, hard, tooth-like protuber- 
ances. It is possible on the other hand that the muscular ring 
near the posterior end of the body (Fig. 1, b) is pressed firmly 
against the walls of the burrow, and that the whole body, including 
the shell valves and foot, revolves slightly in both directions, the 
shell valves doing the cutting. It is probable, however, that the 
boring is done by a united action of the valves and foot. The 
posterior muscular end is probably the only portion of the body 
held rigid. The valves revolve slightly, cutting into the wood, 
partially in front and partially on the sides. At the same time 

' Citcular 128, U. S. Forest Service, " Preaervalion of Piling against Mar- 
ine Borers," by C. S. Smith, 1908. 
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the foot, either by the secretion of an acid substance, or of 
spicules used as a grinding medium, assists in breaking down the 
wood fibers directly in front of the advancing mollusk. The 
hardest kiiots are penetrated with ease, but the softer parts of the 
wood are preferred. As the body grows it secretes a calcareous 
substance to form a hard lining around the burrow. This is 
thicker in soft, porous woods than in those which are hard and 
dense. 

At the posterior end of the body, just below the muscular ring, 
are two siphons, or tubes (Fig. 1, c). Through the shorter one 
the fine borings are ejected with the excreta; through the longer 
one water and food are taken in. The food consists wholly of 
infusoria, and is not obtained from the wood itself. The sole 
object of boring into the wood is to secure a place of shelter, 

Xylotrya rapidly attains maturity. High temperatures pro- 
mote quick work and hasten bodily development. The size 
attained by the adult depends upon the species, the locality, and 
the obstacles to excavation. In rare cases a length of 6 feet, with 
a diameter of over 1 inch, is said to be attained. Other species 
seldom attain a length of over 5 inches or a diameter of over 
1/4 inch. 

The portion of the pile commonly attacked is that between 
mean tide-water mark and a point about 4 feet below low water, 
though sometimes it extends downward as far as the pressure 
of the water will permit. The entrance holes do not indicate the 
extent of attack, as the entrance may be at mean tide-water 
mark and the active boring head several feet above. On the 
other hand, part of the excavation may be below the mud line, 
though the entrance is never so situated. More than half of the 
weight of the structure may be removed without any visible signs 
of deterioration upon the surface. When the worm is dead, the 
minute entrance holes often become filled with mud or di^bris, 
so that it is impossible to discover the true condition of the pile 
without chopping into it. 

The Phola is primarily a marine stone borer but certain species 
will attack wood. In form it resembles a long etam. In boring 
it braces its open shell against the sides of it^ excavation, while its 
long sucking foot emerges and rubs the surface of the stone or 
wood. Particles of sand are operated between the foot andthe 
stone or wood, thus grinding the excavation. Granite, marble, 
or any kind of stone seems to be attacked. Fortunately, its 
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ravages on wood are not as extensive as the Xylotrya and 
Teredo. 

Undoubtedly all shipworms thrive best under the influence of 
beat, though some can endure a relatively low temperature. 
Certain species have been reported from as far north as Eastport, 
Me. Since warm water increases their activity and permits 
them to continue their attacks throughout the greater portion 
of the year, shipworms are most destructive from Chesapeake 
Bay south to Florida, on the Gulf of Mexico, and along the entire 
Pacific coast. 

The shipworm may be present in some waters, yet absent in 
others near by. This is usually due to a difference in the water. 
Xylotrya appears to be able to endure the brackish water of the 
inner New York Harbor, while Teredo cannot live there, though 
it is present in the ocean just outside. The shipworm la very 
active on the north Pacific Coast, yet it is absent about the mouth 
of the Columbia Kiver, where the amount of salt in the ocean is 
influenced by the inflow of fresh water. The effect of water 
conditions was also noticed in Holland during certain years in 
which the worms were unusually destructive. Little rain fell 
during those years, and the small amount of river water brought 
to the coast was thought to have allowed the ocean to become 
more saUne about the mouths of these streams. Analyses show 
that there is a variation in the proportion of salt present in the 
waters of the coast during the dry and the rainy seasons. 

Observations along Chesapeake Bay and the Gulf of Mexico 
indicate the species found there will thrive in waters with a saline 
density indicated by a specific gravity of from 1.0054 to absolute 
saturation, 1.0333; that they thrive in temperatures of from 
55° F. to the highest found along our coasts; that they work in 
absolutely clear and in very turbid water; that they seldom work 
to a depth of over 30 feet; and that the worst attack is usually in 
the very salty, warm, clear waters. 

The length of time required to destroy an average, barked un- 
protected pine pile in different localities is shown in the following 
table: 

From this table it will be seen that the average life of an un- 
treated pine pile on the Atlantic coast south from Chesapeake 
Bay and along the entire Pacific coast is but from 1 to 3 
years. 
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Colon, Panama 

Norfolk, Va 

Newport News, Va. . . 

Hampton Roads 

St ADdrews, Fla 

Pensacola, Fla 

Fort Morgan, Ala, . . . 
West Pascagoula, Misi 

Texas City, Tex 

Galveston, Tex 

Aransas Pass, Tei. . . 

Puget Sound 

Klawak, Alaska 



Len^ ol life i 

9 months-I year 
5 years 

1 1/2 years 

2-3 years 

2-3 years 

2-3 years 

1 year 

1 1/2 years 

1 year 



1 year 

29 days 
5 months 
3 months 

. 18-20 monthi 



Of the crustacean borers, Limnoria, or the "wood louse," is 
the only one of great importance (Fig. 2). It is gregarious in ita 
habits, and is about the size of a grain of rice. The wood in 
which it tunnels f urnbhes both food and shel- 
ter. Boring b done with very sharp man- 
dibles. The little galleries excavated are about 
1/2 inch long and only slightly larger in di*- 
meter than the borer. The galleries extend 
inward radially, side by side, in countless 
numbers, so that the wood partitions between 
them are very thin and are soon destroyed by 
wave action, thus exposing a fresh wood sur- 
face to attack. Boring is carried on at the 
rate of about 1/2 inch per year. Soft and 
hard woods are both destroyed, but soft woods 
much more quickly. If possible, knots, dense 
summer wood, and other obstructions are 
avoided. The attack is usually centered upon 
a limited zone above and below low-water 
mark. Hence where the tide is great the 
surface exposed to attack is large. 
Limnoria is reported by the U. S. Fish Commission as occurring 
rarely at a depth of 40 feet. It has a wider temperature range 
than Xylotrya, but requires pure salt water and cannot exist 
in dirty or fresh water. It is found along the Atlantic 
coast from Florida to Nova Scotia. It occurs sparingly in Long 
Island Sound, is quit-e abundant along the coast of Massachusetts 




Fio. 2.— Limi 
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and in the Bay of Fundy. It abo does great damage along the 
whole Gulf of Mexico, on the north Pacific coast around Puget 
Sound, and in the Straits of San Juan de Fuca. 

All the woods commonly used for piling are subject to the at- 
tacks of marine borers. Some doubt has been expressed whether 
borers attack certain species which are not indigenous to this 
country and some native woods that have an extremely porous 
structure. Examples of the first class are certain eucalypts, and 
of the second class, palms and palmettos. From investigation it 
ia clear that species of the first class are not immune from attack, 
and that those of the second, although practically immune, are 
found in such small quantities and are so lacking in the require- 
ments of structural timbers that the fact is not important. Hard- 
ness is no barrier to attack, although boring is probably slow in 
dense woods like ebony, eucalyptus, etc. Whenever partial or 
complete immunity ia reported, it is perhaps largely due to local 
conditions rather than to the kind of wood. 

Mechanical Abrasion. — Wood placed in service is often de- 
stroyed solely from mechanical causes, and when these cannot be 
mitigated or eliminated, the protection of such wood from decay 
is frequently inadvisable. Of the various forms of structural 
timbers, cross-ties are most subject to serious mechanical wear, 
and the loss from this cause is estimated at 15 percent of the total 
number of ties annually destroyed. Wood paving blocks, piling, 
and planking used in piers, timbers in cars, and all forms of 
vehicles, mine props, etc., are subject to mechanical deterioration. 
In many cases no protection can be afforded the timber from such 
loss, as, for example, occurs in mine props subject to "squeeze." 
It frequently happens, however, that the wood can be protected 
by coating its surface with some hard substance such as iron on 
those portions where the abrasion occurs. At times, protection is 
afforded by coating the permanent timbers with timbers that are 
only temporary and whose function it is to absorb shock and stand 
all wear. 

Fire. — The action of intenae heat on wood b ao well understood 
that little or no comment is necessary. Combustion, of course, 
occurs, the wood being decomposed into carbon dioxide, water 
vapor, and ash, so that its original properties are completely 
changed. Wood which is wet or is in a green condition ia much 
more difficult to ignite than wood which is dry, because it can 
absorb considerably more heat units in converting the water it 
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contains into steam. Consequently, wood containing high 
percentages of water is less liable to injury from fire than wood 
which is dry. Most structural timbers, however, particularly 
those used in buildings where they are protected from the 
weather, are sufficiently dry so that they can easily bo ignited. 
The fire losses in the United States are enormous, reaching a sum 
estimated at $215,000,000 a year. Of course, the value of the 
timber actually destroyed is but a small percentage of this 
amount, most of it being for labor of construction and for other 
materials and products. There is no doubt but what this loss can 
be very materially reduced, as is shown by conditions abroad, but 
to secure most successful results it is felt that the building itself 
should not only be fire-retardant but that as many of its contenta 
aspossibleshouldalsobcmadetoresiat the fiames, and the general 
public educated to exercise caution. 

Minor Factors. — In addition to the factors just discussed, there 
are a number of others of minor importance which destroy or 
injure wood. The chief of these are alkaline soils, birds, sapstain 
and sand storms. 

Alkaline Soils. — In many portions of the United States, par- 
ticularly in the West, vast areas of soil are more or leas alkaline. 
Generally speaking, two kinds of alkaline soils are recognized, 
"black" and "white" alkali. Black alkali is sodium carbonate 
while the white is sodium sulphate and other sodium salts. It 
has been repeatedly claimed that wood in contact with such soil 
will be rapidly attacked and soon become worthless. Pieces of 
wood flumes, poles, and ties have been received that were claimed 
to have been destroyed by the soil. In all cases examined the 
specimens showed the presence of wood-destroying fungi. For 
example: Mr. A. 0. Campbell, Assistant Engineer of the Or^on 
Short Line Railroad Company, submitted for analysis in 1908 
several samples of ties, ballast, and soil which he took from a 
portion of the line known as the Lucin Cutt-off between Ogden 
and Lucin, Utah. These ties had completely deteriorated in 
about 8 years. A chemical analysis showed the water- 
soluble materials washed from the ballast and soil in which the 
ties were placed contained about 6 percent of sodium carbon- 
ate. A microscopic examination of the wood, however, showed 
it to be full of fungus myccHa. It is thought that the amount 
of alkali in most alkaline soils is too small to seriously affect the 
strength of wood in contact with it, but that under certain condi- 
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tions of warm temperature and abundant moisture, chemical 
action betweeo the alkali and the wood might occur aud deteriora- 
tion result in time. As the chemical action of these alkalies 
upon wood even under the most favorable conditions is but slight, 
as is indicated by tests to reduce wood to pulp, most of the trouble 
that has been experienced can be attributed to decay. 

Birds. — Woodpeckers are the only birds which are charged 
with the destruction of structural timber. Telephone and 
telegraph poles seem to be the chief forms attacked, although 
at times they will drill holes into dwellings. In 1906, the 
author made a count in Louisiana of a number of telegraph poles 
attacked by woodpeckers.' Out of 268 poles, 110 or 41 percent 
had been bored into. In southern Indiana another examination 
was made of two pole lines near Greenwood. In one, which 
extended north, 21 percent of 89 poles examined had been 
attacked, and in the other, which ran south, out of 58 poles only 
59 percent were uninjured. 

The woodpeckers which are most injurious are the ant-eating 
woodpecker {Mektuerpes formicivorous), the gold-fronted wood- 
pecker {Ceniwms aurifrotis), and the red-headed woodpecker 
(Mdauerpea authrocepkalus) , this latter species being the one 
common in our northern states. The poles are attacked by the 
bu^ chiefly for the insects contained in them or for nesting sites. 
In some cases, however, particularly with the anl^eating wood- 
pecker, they are used as a storehouse for food. These birds will 
frequently fly for miles with an acorn in their bill, drill a hole in a 
pole, and insert the acorn in it, to be used later for food. 

Woodpeckers usually attack a pole near its top, although at 
times they may bore within a few feet of the ground. Some 
observations made on a telegraph line paralleling a railroad in 
Tennessee showed that those poles which were imbedded in hill 
tops above the level of the track were the ones most seriously 
attacked, while those which were in the valleys so that their 
tops were not higher than the level of the track were seldom at- 
tacked. The number of holes in a pole may varj' from one to a 
dozen or more, although these larger numbers are not common. 
The size of the hole varies from about 1/2 inch to 3 
inches in diameter. When used for nesting sites, the birds may 

' Some observatioDB on the attack of poles by woodpeckers. — H. F. Weisa, 
iring News, January, 1911. 
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hollow out a pocket 6 or 10 inches in diameter and a foot or more 
in depth. 

The question of interest to telephone engineers is to just what 
extent such poles are weakened. It has been found from measure- 
ments that a 30-foot northern white cedar pole tapers approxi- 
mately as follows : 

Circumference (inches) Distance from butt (feet) 



43.. 



24.. 



Assuming the pole a cantilever beam loaded at one end, it is 
found that it may be hollowed to the extent shown in Fig. 3 

without decreasing its strength. For 

example, at 10 feet from the ground if 
only 2 inches of the outer shell are 
left, the pole will be approximately as 
strong as though it were solid. If, 
however, the attack is less than 4 feet 
from the ground, the pole will be 
weakened. This illustration neglects 
the damage done by the entrance into 
the pole or the subsequent decay which 
may follow, and assumes that the bird 
builds its nest exactly in the center. 
On the other hand, it assumes that 
the pole has a uniform moisture con- 
tent throughout its length and that 
the outer fibers of wood at the ground 
" i„.'..„:,.,,:..,r ' Une are sound. 

Fia. 3.-Di«er.m.ho.- The American Telephone and Tele- 

inR the extent to which a graph Company made a few tests in 

SSKJahinS'SiSt "»8 "«" Zanesville, Ohio, to dete,^ 

mine the effect of woodpecker attacks 

on the strength of poles. These tests were made by fastening 

a rope around the top of the pole and pulling with a block and 

tackle to which a dynamometer was attached. In nine out of 
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twelve cases the poles broke at the ground line and not at the 
points attacked by the birds. It appears, therefore, that the 
destruction of poles by birds is but very slight and, considering 
the good which they do in destroying insects, is no justifica- 
tion for killing them. 

Sap Stain. — When freshly cut sap lumber is piled in the open air 
to season it frequently becomes discolored in a few days. This 
discoloration is not due to weathering but to the growth of certain 
fungi which live upon the materials in the sapwood cells. Wood 
thus attacked is considered defective and its value is frequently 
reduced from 50 cents to S2 per 1000 feet board measure. Perhaps 
one-fourth of the annual mill cut of the United States is attacked, 
the most severe damage being in the South. Any locality where 
warm damp air surrounds the lumber is favorable to the produc- 
tion of stain. Estimates for the whole country place the annual 
loss from sap stain at about eight million dollars. 

It is commonly held that lumber attacked by stain is decayed 
and hence reduced in strength. This decay apparently is very 
slight, because the fungi which produce the stain do not attack 
the wood substance to any appreciable extent but rather live 
upon the materials stored in the cells of the wood. Carefully 
conducte<l tests on stained and unstained wood were made by 
the Forest Products Laboratory at Madison, Wis., the results 
of which are shown in Table 2. 

Table 2. — Svmuahv of Tests Siiowimo the Strenqth or Sap-stained 
WooDi. 
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They show that for the same moisture content the heavily stained 
sbortleaf pine was slightly weaker, less tough, and showed less 
surface hardness than the unstained. In the loi^Ieaf pine, which 
■CircuUr 102, U. S. Forest Service, "The Prevention of Sap Stain in 
LnmbCT," by Howard F. Weim and Cbarlea T. Bamum. 
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■WB& only Blightly stained, the differences in strength, toughness, 
and hardness between stained and unstuned boards were too 
slight to be noticed. Immense numbers of minute spores soon 
form on the freshly cut sapwood and are blown by the wind like 
dust until they alight on other wood, when they start to germ- 
inate. It is chiefly in thb way that the stain is spread and be- 
cause of the enormous numbers of spores produced, lumber 
cut during the warmer months has little chance of drying without 
being attacked. So far, then, as this cause is concerned, we may 
consider sap stain as analogous to decay, but the results as shown 
above are decidedly different. 
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CHAPTER III 

THE EFFECT OF THE STRUCTURE OF WOOD UPON ITS 
INJECTION WITH PRESERVATIVES 

The Efifect of Density upon Absorption. — It ia well known that 
the structure of wood has a very pronounced effect upon the 
manner in which preservatives can be injected into it, so that 
all kinds of wood cannot be handled in the same way and uni- 
form results secured. It is the purpose of this chapter to show 
the effect of the various structures so far as they are known upon 
the diffusion of the preservatives, without going into a detailed 
dbcussion of wood formation and composition. 

For our purposes we may consider wood as being composed 
of a mass of small, hollow fibers or ceils of various sizes and 
forms more or less closely packed together. The materials of 
which they are composed are chiefly cellulose and lignin. These 
substances, in themselves, are heavier than water, so that, were 
the cells solid, the wood would sink in water. The weight or 
density of wood is largely dependent upon the amount of air 
space in the various cells and it is this confined air which gives 
wood its buoyancy. Thus in woods like ebony or hickory the 
cells are dense and the air spaces small so that a cubic foot of 
such wood contains a large percentage of solid wood substance. 
In other varieties like white pine or cedar the cells have larger 
air spaces and there is a smaller percentage of solid wood sub- 
stance so that the wood is light and will readily float in water. 
Painstaking research has shown that the density of wood sub- 
stance irrespective of species is practically the same, being 
about 1.55 specific gravity, or about 97 pounds per cubic foot. 

It would appear that woods which are light in weight and 
hence have considerable air space would absorb preservatives 
more readily than woods which are heavy. Such, however, is 
not the case, hence the ability of wood to absorb preservative 
cannot be judged from its density or weight. In other words, 
the reaiatance of wood to injection with preservatives has little to do 
31 
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with the dry wdght of the wood. This is an important fact on 
which many writers and engineers have been lead astray. Under 
identical conditions of test white spruce heartwood which weighed 
oven-dry 25 pounds per cubic foot absorbed only 6 pounds of 
creosote per cubic foot, while heart longleaf pine weighing 39 
pounds absorbed 13 pounds of the oil. Numerous other ex- 
amples could be given which prove this beyond all reasonable 
doubt. There seems, however, to be a rather direct relation 
between density and absorption in wood of the same species. 
Thus red oak, for example, which is comparatively light in 
weight, will absorb more preservative than red oak which is 
heavy. The difference is not great and has little practical sig- 
nificance. Similar observations have been made on maple.' 
Whether or not the relationship will hold for all species cannot 
be stated. As the dry weight of certain woods depends on the 
rate at which the woods have grown, a relationship between 
absorption and rate of growth can be said to exist, although this 
is not strongly defined. 

Absorption by the Cell Walls. — It has been held that the cell 
walls of wood do not absorb creosote, hence the amount of this 
oil which can be impregnated into wood depends upon the amount 
of air space which the wood contains. This claim is not strictly 
true. Tests made at the Forest Products Laboratory show that 
the cell walls are capable of absorbing creosote although the 
amount is very small and of little significance in practical opera- 
tions.* In these tests a number of pieces of hard maple, yew and 
hemIock,23/4 X3/4X l/8inchweredriedinanovenat212''F.for 
24 hours then placed in a desiccator and weighed when cold to 
the nearest 0.001 gram. The volume of each piece was then deter- 
mined by displacement and the specimens impregnated with 
water-free creosote for 1 hour under a pressure of 250 pounds 
per square inch and temperature of 175° F. The volumes of the 
pieces after treatment were then determined and compared with 
the volumes at the same temperatures before treatment. 

The average increases in volume resulting from the treatments 
of the three species in percent of the volumes before treatment 



'Bulletin 126, U. S. Forest Service, "Experiments in the Preaervative 
Treatment of Red Oak and Hard Maple Croaa-ties." F. M. Bond, 1913. 

' Circular 200, U. S. Forest Service, "The Absorption of Creosote by the 
CeU Walls of Wood," by O. H. Tecadale. 
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Perceat 

Yew, heartwood 6.81 

Yew, sBpwood 10.70 

Hemlock, heartwood 7.30 

Hard maple, heartwood 8.H 

The Effect of Sapwood and Heartwood upon Injection. — The 
sapwood is commonly defined aa that portion of the tree in which 
the wood cells are alive and perform vital functions. It always 
occurs immediately under the bark and can usually be distinguished 
from the heartwood by the lighter color. The width of the sap- 
wood varies considerably in the different kinds of wood, being 
very narrow in such varieties as chestnut or black locust and wide 
in others like loblolly pine and red gum. This difference has a 
very direct bearing on the treatment of wood, because the sap- 
wood of all species can be readily impregnated with preservatives. 
In some varieties the sapwood is easy to inject while the heart- 
wood is practically impenetrable. This is typified by the rod gum 
and Douglas fir. In other woods like hemlock, there is little 
difference between the resistance to penetration offered by the 
sap and heartwood. These differences are often very marked, as 
is shown in Table 3. The specimens of wood were selected from 
various species, dried to the same degree of moisture, and all 
impr^nated at the same time in a treating cylinder at the 
Forest Products Laboratory by the full-cell creosote process. 
Table 3. — The Absorption of Coal-tar Ciieosote bt thb Heart-wood 
AND Sapwood of Various Woodb Given Kxactly the 
Same Treatment. (Size of Specimens 2 X 2 X 12 
Inches; Six in F-Arn Test) 
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The reason why sapwood aa a rule is more permeable to the 
passage of preservatives is not definitely known. So far as 
the size, shape and strength of the colls are concerned there U 
little diffwrence between those in the sapwood and those in the 
heartwoo<l. It is quite likely, therefore, that the reason must 
be lookc<l for in changes which occur in the composition of the 
cell walls when they are transformed into heartwood cells, or 
in the cell contents or in the character of the pits in the cell 
walls which become changed in position and more or less pei^ 
manently set. Much further work remains to be done before the 
true cause is determined. 

The Effect of Summerwood and Springwood upon Injection. — 
All of the commercially important American woods grow by 
adding a successive layer of wood with each successive year of 
life. Thesi' layers are concentric and are called "annual rings." 
Xornially, one such annual ring or layer is produced each year, 
so by counting the nimiber of such rings from the center to the 
outside of a piece of wood, the number of years it took to grow 
the wood can be directly determined. In most varieties of trees 
there is a vast difference between the character of the wood 
in the annual ring formed in the spring and that formed in the 
summer. The former is called "springwood," the latter "summer- 
wood." Tims in longlouf pine, for example, the cells in the 
springwood have nmch thinner walls than those in the summer- 
wood. This of course makes the springwood much lighter and 
weaker than tin; suimnerwood and causes the banded appearance 
so noticeable in edge or "comb-grained "yellow pine lumber. In 
other conifiTous woods like white spruce the difference in the cells 
of the spring and summerwood is not so pronounced and hence 
such wood is iiuich more uniform. The same differences occur in 
certain hardwii(j<ls like oak, ash, etc., where many of the cells in 
the springwood are so large as to be called "pores" or "vessels." 
In other hardwoods like thu maple, beech, birch, etc., the dif- 
ference between the spring anil summerwood is slight and hence 
these woods pys.-iess greater uniformity. In all woods which have 
no marked dilference in the spring and sununerwood the injec- 
tion of preservatives is fairly uniform throughout the entire annual 
ring. The beecli, maples, firs, spruces, etc., fall in this class, 
(Sec Plate IV, Fig. D.} (!reat irregularity in penetration and 
ub.sorption occurs in llii' other ty])(» of wood. Thus in longleaf 
pine, red oak, ash, etc., the treatment will often appear in bands 
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(in a cross section view) or streaks (in a radial view). This is 
because the spring and summerwood offer different resistances to 
the passage of the preservative. In red oak and ash most of the 
preservative will be found in the springwood, while in longleaf 
pine most of it occurs in the dense summerwood. The exact 
reasons why these differences occur will be described further 
on. It follows, therefore, that the rate at which certain woods 
grow affects very appreciably the uniformity of the treatment 
secured. When the tree grows rapidly, the annual rings are 
comparatively wide, hence the bands of heavy and light treated 
wood are pronounced. (See Plate V, Fig. A.) When growth has 
been slow these rings are narrower and the bands arc much 
less pronounced. (See Plate V, Fig. B.) In general, therefore, the 
species which have pronounced differences in the spring and sum- 
merwood have a much greater irregularity in the treatment of 
the annual rings than those which are of a more uniform 
stucture, especially when of rapid growth. It is largely because 
of these differences that the number of rings per inch allowed 
in certain classes of material, such as paving blocks, is specified. 

The Effect of Vessels or "Pores" on the Treatment of Wood. — 
AU varieties of American "hardwoods" possess elongated cells 
called "vessels" or "pores," These are characteristic of hard- 
y/poda and form a reliable means of distinguishing such woods 
from the "conifers" in which the vessels are entirely absent. 
These pores occur in two ways: first, scattered through the annual 
rings, and second, as bands of "rings" in the springwood of the 
annual ring. Because of this difference the hardwoods are 
commonly classified as diffuse porous (maple, birch, beech, etc.) 
and ring porous (oak, ash, hickory, etc.). These pores, which 
are often so long as to r&semble capillary tuljcs, are easily filled 
with preservative and offer ready channels for nonducting the 
preservative into the wood.' Thus in red oak the pores are so 
long that it is possible to blow through a piece of this wood 4 
feet or more in length. It can be easily understood, therefore, 
why such woods readily absorb preservatives and why the 
character of the treatment secured depends so much upon the 
arrai^ement of the pores. 

The Effect of Tyloses on the Treatmentof Wood. — Itfrequently 
happens that the vessels described above are clogged with a cell 

) When the pores are filled with "tyloses" tliis statement does not hold. 
See discussion under "tyloses." 
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growth which prevents the passage of ur or liquids through them. 
This growth is characteristic of certain kinds of wood like white 
oak and black locust and renders them practically imperviouB to 
absorption. It is caused by cells, called "tyloses," growing into 
the vessels. (See Plate IV, Fig. E.) These may occur even in the 
eapwood and when they are present the vessels cannot be pene- 
trated. In some kinds of wood like white oak, tyloses are uni- 
form throughout, only a few vessels being without them. In 
other varieties, like black oak, tyloses occur irregularly through 
the wood. Thus in certain parts of a stick the vessels may be 
few and the preservative will readily enter, while in another part 
the tyloses may fill the vessels and absolutely prevent any 
entrance of the preservative. In such cases a very irregular 
diffusion of the preservative naturally occurs. There is no way 
of tolling to what extent the tyloses occur in these woods ex- 
cept by a careful microscopic examination. From a large num- 
ber of microscopic examinations of various American woods it 
is possible to class them into three groups depending upon the 
presence or absence of tyloses.^ 

Group 1 — Tyloses absent — the maples, birchea, blue beech, 
flowering dogwood, holly, silverbell, black and water gums, 
black and red cherry, basswood, persimmon, honey locust. 

Group 2 — Tyloses few — yellow buckeye, beech, red gum (sap), 
yellow poplar, magnolia.s, sycamore, black cottonwood, eucal- 
yptus (blue gum), white and Oregon ashes, and the elms. 

Group 3— Tyloses abundant— large tooth aspen, hardy catalpa, 
desert willow, green, pumpkin and blue ash, mockernut, water 
pignut, shcllbark, bittcrnut, nutmeg and shagbark hickories, 
butternut, Iilack walnut, rod mulbcrrj', blackjack, white, Garry, 
overcup, valley, burr, cow, po-st and .swamp white oaks, black 
locust, and osage orange. 

Tyloses wore also found very scatteringly in the pines, but in no 
other rouifers examined. 

The Effect of Resin Ducts on the Treatment of Wood. — As 
mentioned above, conifers do not posr^ess vessels or pores. Some 
of them tlo, however, have a structure which, so far as a penetra- 
tion with presorvativos is concerned, functions like pores. This 
structure is called a "resin (iuct," and us the name implies, it is 
a duct or "pore" usually producing and containing resin. Except 
when the ducts arc clogged with resin or some other obstruction, 

' From exaininationa by Eloise Gerry, U. S. Foreat Products Laboratory. 
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they afford channels for the ready penetration of the preserva- 
tive. Some experiments have been made at the U. S. Forest 
Productfl Laboratory to determine the effect of resin in the 
ducts upon the entrance of coal-tar creosote. It was found that 
such resin, particularly when it is old, has a very marked effect 
in retarding the entrance of the oil. When the test blocks of 
wood were first extracted with a resin solvent and then dried, the 
creosote entered the wood very easily. 

The portion of the resin ducts in the wood affects very materi- 
ally the character of the treatment. Thus, in longleaf and lob- 
lolly pines the resin ducts are largely in the summerwood and 
because of this the summerwood is more penetrable than the 
springwood even though it is much denser. Some exacting 
tests have been made by C, H. Teesdale to secure definite in- 
formation on this point. Pieces of the summerwood of loblolly 
pine which had a specific gravity of 0.9S and pieces of springwood 
cut from the same specimens which had a specific gravity of 
0.39 were impregnated at the same time with coal-tar creosote. 
The summerwood absorbed 1.8 times as much creosote as the 
springwood. There is little doubt but what the resin duets had 
much to do with this difference and it is largely because of them 
that loi^leaf pine paving blocks often show a "banded" treat- 
ment. In redwood the ducts occur mostly in the springwood and 
in this species a better absorption and penetration of preservative 
is secured in the springwood than in the summerwood. 

The rean ducts also occur in certain species in the medullary 
or pith rays. These are layers of cells which radiate from the 
circumference of the tree to the center. In all coniferous woods 
which possess such ducts, good radial penetration of the preserva- 
tive is secured (from the outside toward the center). This fact 
is of considerable importance commercially bectiusc in order to 
secure good treatments, especially in round timbers hke poles or 
piles, it is essential to peel all of the bark off thctn; otherwise 
the ends of the ducts will be plugged by tlie bark and little or 
no penetration at that point secured. It is believed that care- 
lessness in peeling such woods is one cause of the rapid destruc- 
tion of creosoted piling, as it leaves streaks of untreated wood 
extending to the interior of the stick and thus affords avenues of 
attack by marine borers. Pieces of wood 2 X 4 X 25 inches 
were impregnated by Teesdale with coal-tar creosote under 
identical conditions. Those which contained radial resin ducts 
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were peactrated radially from one-fourth to three-fourths fw 
far as they were longitudinally. In those woods which had 
no radial ducts, the radial penetration varied from one- 
twentieth to one one-hundred twentieth of the longitudinal 
penetration, Practically all of the pines belong to the former 
class, while many of the larches, firs, hemlocks, and spruces 
belong to the latter. 

The Effect of Pits upon Injection.— The penetration of pro- 
servatives in woods containing vessels and resin duct« can largely 
bo explained by their presence. In certain woods, however, 
where neither of these are present or where they are restricted, 
the manner in which penetration 
occurs is not easy of explanation. 
.Vccording to Bailey,' " whenever pre- 
servatives are injected rapidly into 
green or seasoned wood, the pene- 
tration takes place primarily through 
the cavities of the cells, and the pre- 
servatives pass from one cell to an- 
other through the bordered pits." 
These bordered pits may be likened 
to microscopic "valves" occurring in 
the walls of the cells. (See Plate I V, 
Fig. F.) When the cells are alive as 
in sapwood, the passage of liquida 
through the pits is more or less controlled by the "torus," 
which is a thickening of the middle portion of the cell wall. 
When the cells are dead, as in beartwood, the torus ceases to 
move and frequently becomes fastened to the pit, thus more or 
less effectively closing the opemng to the passage of liquids. 
Bailoy further states that the membranes of the bordered pits 
are not always entire but possess numerous minute perforations 
{Fig. 4). "In green wood the bordered pits and membranea are 
very permeable to aqueous solutions, but are comparatively 
impervious to undissolved gases and to oils. This is due to 
capillar}' or surface tension phenomena and the valve-like action 
of the torus." The experiments of this investigator throw much 
valuable light upon the perplexing problem of the penetration of 
wood and account for some of the results secured in its treatment. 

' The Preservative Trentnient of Wuod." by Irving W. Baitcy, Harvard 
School of Forestry, 191.'). 




Fio. 4. — DJagrammftti 
drawing of pit mem bran 
and toruB. Note perfort 
tions. (From Bailey.) 
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The Effect of Cell Slits upon Penetration. — Experimenta con- 
ducted by Tiemann of the U. 8, Forest Products Laboratory' 
show that the walls of wood cells frequently slit open in drying. 
These slits as a rule are more discernible in thick-walled cells 
than in thin-walled ceils. (See Plate V, Fig. C.) Their presence 
has been advanced by Tiemann and the author a a possible meanfi 
of aiding certain liquids to penetrate wood substance, because they 
furnish points of weakness in the cell wall. 

The Effect of the Chemical Compositioa of the Cell Wall 
upon Absorption. — All the phenomena noted above relate to the 
physical structure of wood in relation to its absorption of liquids. 
In addition to them, it is probable, although by no means proven 
as yet, that the composition of the cell walls in various woods 
exerts a strong influence upon the manner in which they absorb 
preservatives. Thus, when the walls are reenforced by subse- 
quent deposits of wood substance, it is quite likely that a dif- 
ferent effect is produced than where no such thickening occurs. 
In addition, the chemical composition of the various layers may 
be different, as well as the character of the materials deposited 
upon them. Their combined action, therefore, in retarding 
oils and water solutions may be a variable one, and hence the 
character of the absorbtton and penetration obtained may also 
vary. To just what extent this is true is not known. This 
problem still furnishes a fertile field for original research. 

It can be seen from the above discussion that the manner in 
which preservatives penetrate wood is very complex. No single 
factor in itself entirely explains it, so it can be accounted for only 
by taking several or all of them into consideration. 

' Bulletin 120, American Railway Engineering Associutiun, 1911. 
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CHAPTER IV 

THE PREPARATION OF TIMBER FOR ITS PRESERVA- 
TIVE TREATMENT 

The Cutting Season. — There has been much discussion con- 
cerning the effect of cutting timber in various seasons upon its 
durability. The consensus of opinion gives preference to winter. 
This is undoubtedly correct in that timber cut at this period 
is more liable to be in better condition than that cut at any other 
season. In so far as the contents of the wood cells are con- 
cerned, timber cut in winter, aa a rule, contains its largest per- 
centage of organic materials, such as starch, these being stored 
in the cells as available plant food for the next spring. These 
organic materials are also readily attacked by wood-destroy- 
ing organisms so that a given amount of winter cut wood, other 
things being equal, contains more food material for these de- 
structive agents than wood cut at other times of the year. 

On the other hand, wood cut in winter is least subject to im- 
mediate insect and fungous attack because, during winter, insect 
and fungous activities are at a minimum. Moreover, freshly 
cut wood is less able to offer resistance to the attacks of these 
agents than thoroughly seasoned wood. 

Aside from danger from insect and fungous attack, the problem 
of seasoning is also of great moment, and, as will be shown later 
on, wood cut during spring, summer, and early autumn dries 
much more rapidly than wood cut in winter. This rapid drying, 
unless it i.4 properly safeguarded, will often cause green timber to 
check and split, thus not only weakening the wood but also 
exposing more of its surface to attack. 

The sea.son of cutting also has a marked effect upon the 
reproductive power of the forest, especially if the forest is com- 
posed of species that sprout from the stump, like most of our 
hardwoods. Sprouts from winter cut stumps are usually much 
more vigorous and thrifty than those from stumps cut at other 
seasons; in fact, the sprouting capacity of stumps can often be 
killed by cutting timber in summer or early fall. 
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Contrary to popular belief timber cut in winter often con- 
tains as much water and at times, more water, than timber cut 
at other periods. The common expressions that in winter the 
"sap is down" and in summer "up" account for this fallacy, 
whereas in reality it is only dormant, so that if the tree is in- 
jured in this period the sap does not readily exude from it. The 
author made some careful tests along these lines when cutting 
chestnut timber for poles in Maryland, and found that those cut 
in winter actually contained more water than those cut in 
summer. 

Generally speakii^, it is easiest to remove felled timber from 
the forests in winter because of climatic and labor conditions, 
although in the South, where no marked changes occur, this of 
course is not true. In certain northern states, as in cedar opera- 
tions in the Lake Region, it is almost impossible to log except in 
winter. Furthermore, the large amount of timber cut by farmers 
is felled by them during the winter months because they are not 
then ei^aged in caring for their food crops. 

Peeling Timber. — Practically all preservative processes require 
the complete removal of bark before the wood can be successfully 
treated. Generally, the best time to remove the bark is im- 
mediately after the tree is felled. In sawed products the bark 
usually is removed at the mill in slabbing the log. Bark can be re- 
moved most easily in the sprii^ (see Plate V, Fig, D),but adheres 
tenaciously to the wood when cut at other periods. It is com- 
paratively easy for this reason to tell timber cut in the spring. 
The early removal of the bark lessens the weight of the product, 
decreases the danger from insect and fungous attack, and causes 
the wood to dry more rapidly. Because of the great resistance 
of bark to penetration by liquids, it is essential to carefully and 
completely remove it, if good results in treatment are to be 
secured. This is particularly true for those woods which are 
penetrated readily in a radial direction, as the pines. For species 
like the tamarack, spruce, etc, whose radial penetration is small, 
this precaution is not so essential. The author has seen pine pil- 
ing impregnated with 18 pounds of creasote to the cubic foot that 
had absolutely no penetration of the oil under strips of bark less 
than 1/16 inchin thickness. (SeePlateVI,Fis. A.) The inner bark 
or "skin" is particularly resistant, and it is believed that its presence 
is at times one cause contributii^ to the rapid failure of those 
treated piles which are destroyed after a few years' service. Too 
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often the treating engineer count3 on the bark becoming loose 
during the treatment in the cylinder, and although this frequently 
occurs, nevertheless it often adheres firmly to the wood and thus 
results in poor workmanship. 

It sometimes happens that better treatments can be secured 
by seasoning wood with the bark on, rather than with the 
bark off. This was true in some teats made by the Chicago 
and Northwestern Railroad on hemlock and tamarack ties at 
Escanaba, Mich. It appeared that the ties peeled immediately 
after cutting seasoned so rapidly that the outer layers of the 
wood hardened and becamemuch more resistant to the absorption 
of the preservative than those in which the bark was removed 
just before the ties were run into the treating cylinder. This, 
however, is an exception to general practice. 

Generally, bark is removed by hand, the only tools beii^ 
a spud, draw knife, or axe. There is a good opportunity for the 
invention of some machine that will economically and satisfactor- 
ily remove bark and thus decrease the labor involved in present 
methods. 

Seasoning Timber. — Wood in all living trees contains water. 
The amount of water thus contained varies with the kind of wood, 
the con<iition.s under which it grew, and the season. It fre- 
quently happens that in the sapwood, and sometimes in the heart- 
wood, the weight of the water is more than the weight of the wood 
substance itself. Thus the gums when dried may weigh less 
than half their weight at the time of cutting. In general, 
as soon as timber is cut it begins to lose the water it contains. 
This loss of water is called "sca.-^oning." In addition to the loss 
of water, other changes occur, such as a fixation or transformation 
of organic and inorganic materials stored in the wood, and an 
apparent "oxidation" of the wood substance. The objects of 
seasoning are, in brief: 

1. To prevent injury by insects and decay before the timber is 
placed in service. 

2. To increase the durability of timber in .service. 

3. To prevent shrinking and checking of the wood in service. 

4. To increase the strength of the wood. 

5. To decrease theweightof the wood and hence reduce shipping 
charges. 

6. To prepare the wood for its injection with preservatives and 
for other industrial uses. 
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It is well known that if wood can be kept dry it will not decay. 
House furniture, for example, under ordinary conditions of use 
will, so far as decay is concerned, last indefinitely. It is solely 
because of their protection from moisture that the wooden cofHns 
used by the Egyptians have been preserved to . us. Water in 
wood is an absolute requirement for decay. Wood which can 
be kept dry will never decay. Just how m'uch water in wood is 
necessary in order to meet the requirements of wood-destroying 
fungi is not known, but from a few tests which the author has 
made it appears that it is in general more than 20 percent. 

It has almost unanimously been held that seasoned wood 
placed in conditions of service where it is subject to decay wil- 
last longer than unseasoned wood. While this is sometimes 
true, nevertheless the importance which has been attached 
to air seasoning as a means in itself of prolonging the life of wood 
has probably been exaggerated. Authentic records on posts, 
poles, ties, and mine timbers kept by the Forest Service indicate 
that there is little or no difference in their durability whether 
they were placed green or air seasoned. 

If green timber is used for construction purposes, it will almost 
invariably lose water and hence check, shrink, and warp more or 
less severely. In order to avoid such defects, it is policy to use 
seasoned wood in place of green in all classes of construction 
where they prove objectionable. Furthermore, wood which 
has been seasoned prior to injection with perservative is far less 
liable to check on the surface and thus expose the untreated 
wood. 

The effect of water in wood upon its strength is discussed in 
Chapter XVIII. The decrease in weight due to seasoning is so 
large as to warrant holding the timber until seasoned before ship- 
ment is made. This fact is now so well recognized that it has be- 
come common practice, but on account of unfavorable conditions 
surrounding the seasoning of wood at the place where it is cut, the 
shipment of green material is sometimes imperative. A single 
carload of 30-foot chestnut poles if shipped seasoned rather than 
green would save at least 150 pounds of freight per pole, or, 
counting 50 poles per car, a total of 7500 pounds. This saving 
even on short hauls often more than pays for tlie coat of seasoning 
the poles and holding them in storage awaiting shipment. What 
is true for poles is true even to a greater extent for smaller 
products because they season more thoroughly. 
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It is in ttie preparation of wood for injection with preservatives 
that seasoning plays a very important part, as it is quite essential 
to remove some or most of the water from the wood before the 
preservative can be injected. 

Water may be considered as existing in wood in two forms: (1) 
as "free water" in the cell cavities and (2) as "confined water" 
in the cell wails. When wood begins to season it is the free 
water which is first lost. Wood can lose all of this free water 
without its strength being affected. Just as soon, however, as 
water starts to leave the cell walls the strength of wood begins 
to increase very rapidly, and checking, warping, and splitting are 
Uable to occur. The point where this occurs has been called by 
Tiemann the " fiber-saturation point." It varies in the different 
species but in general ranges from 25 to 30 per cent moisture. 
When the free water has left the wood, the wood of course con- 
tains a larger air space or volume which can later be occupied by a 
preservative like creosote. This may be illustrated as follows: 
Assume the oven-dry weight of shortleaf pine is 32 pounds per 
cubic foot, that solid wood substance weighs 97 pounds per 
cubic foot, that green shortleaf pine contains 21 pounds of water 
per cubic foot; bhen about two-thirds of a cubic foot of green 
pine would be wood substance and water, leaving about one- 
third of the volume air space. If, now, all the free water were 
removed, almost two-thrds ofthe cubic foot of wood would be 
air space capable of occupancy by the preservative. 

Aside from the loss of water which takes place in seasoning, 
other changes occur. The bordered pits become more or less 
ruptured, or changed in position, so that passage of liquids 
through thom is facilitated or retarded. Furtlierniore, the wood 
cells frequently check as well as the surface of the wood. As a 
result of these changes which occur in seasoning wood, practically 
all processes now call for some kind of a seasoning treatment 
before the preservative is injected. The chief exception occurs 
in the Bouchcrizing process, which is at present of no com- 
mercial importance in the United States. Five methods of 
seasoning wood are now practised: Open-air seasoning, seasoning 
in hot air, seasoniiig in saturated and superheated steam, and 
seasoning in oil. 

Open-air Seasoning. — Open-air seasoning, as the term implies, 
consists simply in piling the timber out of doors where it is 
exposed to the atmosphere. When its moisture content reaches 
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an equilibrium with the atmospheric moisture, the wood is said 
to be "air seasoned." It can thus be seen that the amount of 
water in air-seasoned wood varies considerably. Thin pieces of 
wood 2 inches or less in thickness in our northern climates, 
when air seasoned, contain about 10 to 15 percent of water. 
Thicker pieces like poles, ties, etc., are, under the same 
conditions, " air seasoned " when they contain 25 to 35 percent of 
water. Some Douglas fir bridge stringers 8 inches X 16 inches 
in cross section contained over 25 percent of moisture after being 
exposed to the atmosphere for 2 years. 

The open-air seasoning of wood is the method most commonly 
practised in the United States to prepare it for injection with 
preservatives. It is cheap, safe to operate, and very efficient. 
The chief objections to it are the long length of time the wood 
must be held before it seasons, thus tying up capital in wood 
and yardage, and dangers from fire, insects, and decay while 
stored during the seasoning period. In some parts of our 
country where the climate b warm and damp it is impossible to 
air-season certain woods without having them attacked by 
incipient decay. Other objections to air seasoning are an inability 
to fill "rush orders" and injury from checking, although this 
latter objection can be largely overcome by proper methods of 
piling. 

To most efficiently season wood in the open air, it is necessary 
to subject it to a free circulation of air. Stagnant air is very 
prone to foster decay. The seasoning yards should, therefore, 
be in situations exposed to the sun and wind. All of the timber 
should be raised off the ground and should be piled as openly as 
possible without producing too rapid drying, which might result 
in serious checking or splitting. Another precaution is to keep 
the yard free from water, vegetation, and decaying wood. 

The rate at which wood seasons depends upon many factors, 
chief of which is the time of the year. Spring and summer are 
in general the two periods when most rapid seasoning occurs. 
More detailed information for the various forest products is given 
in the following pages under the discussion of these products. 
When wood has once air seasoned, any water which it might ab- 
sorb from rains, for example, is quickly lost. Air-seasoned poles 
tested by the author absorbed 15 pounds of water during' a 
thunderstorm but lost all of it within 24 hours after the rain 
stopped. It is by no means necessary to season wood until it 



ilized by Google 



46 THE PRESERVATION OF STRUCTURAL TIMBER 

has lost all its free water before it is in satisfactory condition 
for treatment. Large products such as ties and poles may have, 
when "air-seasoned," an average of 30 percent of water, but 
the distribution of this water may vary from 5 to 10 percent 
in the outer layers of wood as a minimum to 40 or 50 percent in 
the inner layers as a maximum. If a tie or poie js of such a 
nature (as is customary) that its interior cannot be treated 
even if it is dry, little or no advantage is gained in attempting 
to hold it until this condition of uniform dryness is reached. 
The object, therefore, in open-air seasoning should be to cut 
the period of drying as short as possible without decreasing the 
penetration of the preservative. No fixed time can be gwen 
for this, as it depends on too many variables which must be 
worked out for the conditions at each plant. 

Hot-air Seasoning. — By "hot-air seasoning" is meant'-kiln 
drying the wood. This method is now only practised in the 
United Stales on certain kinds of lumber and small manu- 
factured products. It is rarely if ever used for large products 
such as piles, poles, and ties. In Europe, however, the method 
is sometimes employed, especially as a final drying for timber 
already partly seasoned in the open air. It is felt that the 
method will not become common practice in our country be- 
cause equally as good if not better results can be secured in 
shorter time and at less expense by other means. The method 
employed in hot-air or kiln drying consists in placing the wood 
in a retort or kiln, where the air is usually heated by means of 
steam coils. Circulation of the air is provided for in various 
way.s, cither by blowers, or by cooling the air on the sides of 
the kilii, or by drawhig in air through vents in the bottom of 
the kiln and permitting the hot air to escape through vents 
in the top. Such treatment results in removing the water from 
the wood in much shorter time than open-air seasoning and in 
adtlition warms the wood for the entrance of the preservative. 
W'ootI so heated is, however, liable to check and warp seriously 
or case-harden, thus becoming weak and brash. For the treat- 
ment of small products of comparatively high value, this method 
gives very satisfactory results, but for dimension stock or products 
it has little to commend it. 

Seasoning in Saturated Steam. — Next to open-air seasoning, 
seasoning in saturated steam is in most extensive use in the 
United States as a means of drying wood for the injection of 
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preservatives. When properly done this method gives quick 
and satisfactory results. Its chief advantages are the ease, 
quickness, and comparative cheapness with which the water 
can be drawn from the wood, the warming of the wood prior 
to its impregnation, and the sterilizing of the wood. When 
this method is practised a large storage capacity for wood and 
s large stock on hand are not necessary. Furthermore, "rush 
orders" can be taken care of and dangers peculiar to open-air 
seasoning are avoided. If steamed at too high temperatures 
or for too long a period, considerable injury may result to the 
strength of the wood. Steaming wood, in itself, does not re- 
move water from the wood. On the other hand, it may add 
water, as shown in Table 34, In practice, to remove the water 
a vacuum is drawn. This lowers the boiling point of water 
and materially hastens the rate at which it leaves the wood. 

Structural timl)ers, when seasoned for the injection of pre- 
servatives by the use of saturated steam, are loaded on cylinder 
cars or "buggies" and run into the treating cylinder, which ia 
then closed and live steam admitted. The pressures used are 
alwut 20 to 40 pounds per square inch. The wood is kept in 
the steam bath for various periods, depending upon the judg- 
ment of the optsrator, and the kind and form of timber he is 
heating. It ranges from about 2 to 3 hours for tics to 
10 hours or even more for piling. Tests made at the 
V. S. Forest Products Laboratory indicate that 5 to 8 hours 
are required to heat ties to the center by this method. After 
the steam bath a vacuum of 24 to 26 inches is drawn in the 
cylimlor by means of a pump, and at the end of this period the 
wood is ready for injection with the preservative. The length 
of time the vacuum is held varies greatly, but is usually from 
1/2 to 2 hours. Nothing is gained by holding it after the 
wood has once reached a temperature below which no further 
heat units leave the wood. 

Seasoning in Superheated Steam. — It will be noted that 
seasoning in saturated steam necessitates a vacuum in order to 
remove the water from the wood. With superheated steam 
this is not necessary, as it is capable of absorbing the water 
vapor driven off from the wood as fast as it is formed. Some 
of the early wood-preserving plants were equipped with super- 
heaters, but on account of the unskilled labor generally em- 
ployed, much timber was destroyed by being heated at too high 



ilized by Google 



48 THE PRESERVATION OF STRUCTURAL TIMBER 

temperatures and moreover upkeep chaises were high. It was 
lai:%ely due to such repeated losses that the use of superheated 
steam in timber-treating plants fell into disrepute, until its use 
has now been practically abandoned. 

Seasoning in Oil. — As with superheated steam, seasoning in 
oil does not require a vacuum in order to remove the water from 
the wood. After the wood is run into the treating cylinder and 
the doors closed, creosote oil is admitted until the cylinder is 
almost full and all the wood is submerged. Steam is then 
passed through coils in the bottom of the cylinder and the oil 
raised in temperature to about 220° F, This gradually vaporizes 
the water in the wood and the water and certain oil vapors are 
passed through condensers where the oil can be separated from 
the water by allowing it to settle. The bath in hot oil is con- 
tinued, until, in the opinion of the operator, most of the water 
in the wood has been removed. Some operators continue the 
seasoning in oil until the amount of water condensed does not 
exceed one-sixth of a pound per cubic foot of wood per hour. 
The cylinder is then filled with oil and the preservative injected 
under prcs.sure. At the present time this method of seasoning 
is practically confined to certain plants on the Pacific Coast, 
where it is claimed to give very good results, especially with 
refractory woods like the Douglas fir. In addition to season- 
ing the timber, this method also warms it for the reception of 
the prcser\-ativc. It appears that this process may cause the 
wood to check microscopically and hence reduce its strength. 
This however, is discussed at length in Chapter XVIII. 

Soaking Timber in Water Preparatory to Seasoning It. — If 
freshly cut timber is soaked in water some of the soluble con- 
stituents which it contains will be leached from the wood. The 
wood cells will, therefore, contain a larger percentage of air space 
so that resistance to absorption of preservative after the wood has 
been seasoned will be decreased. In order to make this difference 
one of any appreciable amount, it is necessary to soak the timber 
for long periods of time. In addition to rendering the wood more 
permeable to preservatives, it also causes the wood to season 
with accelerated rapidity after it is removed from the water. 
Short periods of soaking varying from 2 weeks to 2 months are 
productive of little or no beneficial results. This method has 
been tried on poles and ties, and although they lost weight very 
rapidly when first removed from the water, nevertheless they 
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f^led in the long run to abow any appreciable decrease in weight 
over similar timber not soaked. Furthermore, the amount of 
preservative which they absorbed in excess of that absorbed by 
timber unsoaked was so small (about 1/2 of 1 percent) as to be of 
no practical value. Unless a treatii^ plant ia so situated that 
it can afford to hold timber in storage for long periods prior to its 
impregnation, or unless water soaking can be conducted (as in 
rafting timber) at a very small or no extra cost, it appears that 
water soakit^ as a means of preparing wood for treatment is not 
justified by the results secured. 
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CHAPTER V 
PROCESSES USED IN PROTECTING WOOD FROM DECAY 

Although a great many processes have been and are practised 
in protecting timber from decay, they may be logically divided 
into two rather distinct groups, based upon the character of the 
protection given. These may be termed the superficial and the 
impregnation processes. 

SuperScial Processes. — By superficial processes is meant those 
processes of treatment which aim to protect the wood by simply 
giving it a surface protection. Since in sound timber decay can 
occur only from external attack, it is agreed that if the surface 
of the wood ia rendered resistant to the attack of wood-destroy- 
ing fungi, the entire timber will remain sound. This contention 
is without doubt correct, and when the surface of a timber is so 
preserved and the surface protection is completely maintained, 
the timber may be made to last indefinitely. Unfortunately, 
timbers so treated are very apt to have the protective coating 
broken, either through abrasion or cheeking. When this happens 
the untreated interior is at once subject to attack, and the 
effect of the protecting shell may be completely destroyed. In 
this condition, the timber may be very dangerous, as it gives 
the appearance of being sound although it may be entirely de- 
cayed in the interior, and hence escape detection. The writer 
has seen mine timbers painted with a preservative that appeared 
on outward inspection to be perfectly sound, but when bored 
into, were found to be liftlc more than hollow columns because 
the wood beneath the surface had entirely rotted. Furthermore, 
it is not always possible to <letcct incipient decay in wood to be 
treated. In fact, this is often impossible without a microscopic 
examination, which is, of course, impracticable in practice. If 
such wood is given a superficial treatment, the incipient decay 
in the interior is liable to continue its growth and thus the 
soundness of the wood will eventually be destroyed. These 
objections can be levied against all superficial processes. 

On the other hand, it is often impossible to treat wood in any 
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other way because of excessive cost. Superficial processes 
are of special usefulness when only a small quantity of wood is to 
be treated. They are cheap, easily conducted, and under 
ordinary conditions, efficient. When the surface of the wood 
is not subject to injury by abrasion or checking they succeed in 
greatly prolonging the life of the wood. 

Chairing. — Charrii^ is one of the oldest methods of pro- 
tecting timber from decay that has been practised. The wood is 
held over a fire until the outer fibers are charred. This process 
practically siurounda the wood with a layer of charcoal which is 
not attacked by wood-destroying fungi. The heat, furthermore, 
destructively distills a portion of the wood and forms products 
which may be toxic to fungi. The depth to which the wood 
is usually charred varies from about 1/8 to 1/2 inch. Much more 
effective results can be secured by charring seasoned wood rather 
than green wood, as the latter will dry out on exposure and de- 
velop surface checks, which will break the continuity of the 
charred surface and thus expose the untreated interior. When 
air-seasoned wood is properly charred its life la increased. The 
treatment is very cheap and easily applied. It has a disadvantage, 
however, in that it completely destroys the strength of the 
outer fibers of wood and so weakens the wood. Furthermore, 
the beneficial effects secured from it are seldom of much 
consequence. 

Brush Treatments. — Brush treatments are more extensively 
practised than any other of the superficial processes, (See Plate 
VI, Fig. B.) As the term impHes, they consist in painting the 
preservative on the surface of the wood with a brush. A large 
variety of preservatives are applied in this manner, such as calci- 
mine, wood preserving oils, paints, etc. Best results are secured 
by treating only air-seasoned wood, thus avoiding danger of 
subsequent checking. Moreover, the preservative will penetrate 
dry wood better than green. With certain preservatives, such 
as creosote, most beneficial results are obtained by heating them 
to 180° or 200° F. before they arepainted onto the wood, as they 
penetrate more deeply when applied hot. The penetration, 
however, seldom exceeds 1/4 inch and is generally much less. 
Brush treatments can be easily applied, are cheap and con- 
venient. In using them care should be taken to coat all checks, 
cracks, and joints thoroughly with the preservative. The pre- 
servative should not be applied when the wood is frozen and 
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wet. If an efficient preservative is used and properly applied 
and the wood after treatment is protected from abradon, very 
satisfactory results can be expected. Unless these precautjons 
are exercised, the treatment may do no good whatever, but may 
actually result in harm. Thus, unseasoned telephone potes have 
been examined which were coated with ordinary paint and 
which had decayed quicker than similar poles set unpainted. 
In this case the poles cliecked after they were treated, allow- 
ing fungi to enter, while the paint formed an almost imper- 
vious coating which kept the wood moist and hence in a very 
favorable condition for rapid decay. 

Dipping. — In view of the difficulty of working the preservative 
into checks and cracks, dipping gives more effective results than 
brush treating. To tlip wood, however, it is necessary to have 
some form of tank which will hold the preservative and which b 
lai^e enough to allow the wood to be submerged. This method 
of treatment is particularly adapted to small products such as 
shingles and posts. The same precautions mentioned under 
brush treatments apply with equal force to dipping treatments. 
On account of the greater certainty with which the entire surface 
of the wood can be treated, dipping is safer to use than brush 
treating and, in general, yields better results. 

Impregnation Processes.— All impregnation processes aim not 
only to protect the surface of the wood from attack but also to 
force the preservative deeply into the wood. Thus, should the 
surface of the wood become broken, the fibers beneath the 
surface containing the preservative will still offer a strong 
resistance to decay. I-'or this reason all impregnation procesBes 
are, as a rule, mure efficient than superficial processes. 
The depth to whicrh the preservatrves will penetrate depends on 
many factors, chief of which are the kind and condition of the 
wood, the character of the treatment, and the kind of pre- 
servative used. Nonresistant woods like heart Douglas fir or 
wliitc oak may, un<ler similar conditions, only receive a superficial 
treatment. 

By far the largest <|Uantity of wood treated in the United 
States is inipn-gnated. Inipregimtion processes arc much more 
expensive than superficial processes and require more or less 
elaborate apparatus. In connection with large operations, 
liowever, they are unquestionably the bettor ones to use and the 
results secured by tbcm are the best obtainable. For purposes 
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of discussion, impr^nation processes may be divided into two 
classes, (1) nonpressure processes, or those using no "artificial" 
but only atmospheric pressure, and (2) pressure processes, or 
those using "artificial" or pressures greater than atmospheric. 

Nonpressure Processes. — These processes either rely upon 
the absorptive properties of the wood for the penetration to be 
secured, or upon the pressure of the atmosphere to force the 
preservative into the wood. Heavy apparatus to withstand pres- 
sures is therefore unnecessary and this fact enables plants 
operating on this basis to be built at lower cost than those operating 
on high pressures. This is one of the chief advant^es claimed 
for this method of treatment. The apparatus may be an open 
vessel such as a barrel or a vat, or a cylindrical retort of metal 
similar in form to those used in the pressure processes. For the 
treatment of small quantities of timber, or when salts markedly 
corrosive to iron are used, or when only a portion of the timber 
is to be treated, the rest being left untreated, these processes 
give very satisfactory results. As a rule the penetrations and 
absorptions obtained with them are not as deep or as uniform as 
those obtained in the pressure treatments, although, at times, 
equally as good results in this respect are secured. The time 
of treatment is also generally longer and the flexibility and con- 
trol of the plant less than with pressure processes. 

Eyanizing Process. — This process has been in use since 1832 
when it was patented in England by John H. Kyan. It was 
employed in the United States as early as 1840 and is claimed to 
be the oldest method of treating timber now practised in our 
country. The process consists in steeping timber in a solution 
of bichloride of mercury at atmospheric temperature and pres- 
sure. At Portsmouth, N, H., and Lowell, Mass., the treating 
apparatus consists of solid granite tanks laid in Portland cement 
and coated on the inside with tar applied hot. The wood to be 
treated is piled in the tanks with laths between each layer so as 
to allow the free circulation of the solution, which is afterward 
pumped into the tanks. The strength of the solution is usually 
about 1 percent. The timber is kept submerged for various 
lengths of time but a rough estimate is to steep it 1 day plus a 
day for each inch in thickness. Thus 2-inch plank is steeped 3 
days, 6-inch timber 7 days, etc. The depth to which the 
solution penetrates varies largely with the kind of wood treated 
but ranges from about 1/10 to 1/4 inch. The extremely poison- 
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ous nature of mercuric chloride makes it imperative to hajidle it 
with caution. Its corrosivo action, moreover, makes its use 
impracticable in iron or steel vessels unless specially prepared. 
Like all treatments employing a water-soluble salt, it cannot be 
used to best advantage if the timber is to be set in wet situations, 
because the solution will leach from the wood. When the 
treated wood is placed in fairly dry situations, very good results 
have been reported. There is also a liability of the salt gradually 
crystallizing on the surface of the wood where it may prove 
dangerous to animals should they lick it. Although large quanti- 
ties of timber have been treated by this process, its use in this 
country has never been very extensive. This is perhaps largely 
due to its extremely poisonous character and the comparatively 
long time it takes to treat the wood. Cases are on record wbere 
it is reported that spruce posts, Kyanized, have remained service- 
able for over 50 years, and hemlock ties for over 13 years. 

Open-tank Process. — Under this heading we will consider 
several processes which are very similar so far as the principles 
of treatment are concerned. They are the Seeley, Giussani, 
and nonpressure processes. All of these processes differ in prin- 
ciple from the Kyanizing process, in that they aim to employ the- 
pressure of the atmosphere in forcii^ the preservative into the 
wood. (See Plate VI, Fig. C.) Green or air seasoned wood may be 
used. It is first placed in a bath of hot oil and held for vari- 
ous periods, the object being to drive a part of the air, sap, and 
water out of the wood and thus bring the wood cells into a rarified 
condition. The heated timber is then quickly submerged in a 
cool preservative, whereupon a rapid contraction of the fur and 
water vapor in the wood occurs, thus "drawing in" the 
preservative. 

Professor Seeley of New York is reported the first to make 
use of this principle on a commercial scale, he having secured 
patents on it in 1868. Seeley used creosote oil and claimed to 
treat either green or seasoned wood. (See Chapter I for 
further discussion.) 

About 1898 Tomaseo Giussani invented a similar process 
in Italy which he claimed made possible the impregnation of 
timber with dead oil of tar alone, with salt solutions alone, 
or combinations of the two. Open tanks are used and the process 
is a continuous one. The timber either green or seasoned is 
carried by a conveyor to the first tank, which contains heavy 
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creosote oil heated to about 280° F., where it ie kept submerged 
until ebullition cea^s (a period of from 1 to 4 hours). 
It is then conveyed mechanically to another open tank con- 
taining cold creosote oil or zinc chloride or any other preserv- 
ing salt until the desired absorption has been obtained (a period 
of from 2 to 3 hours), after which the treatment is finished 
and the timber is mechanically removed from the treating vats. 
This process was demonstrated at the St. Louis Exposition in 
1904 where it was awarded a Grand Prize. Two plants operating 
on this process are located in Home and Milan, Italy, but so fat* 
as the author knows, it is not practised in the United States. By 
this method of treatment deep penetrations of the preservative 
are possible, which, in certain timbers like loblolly pine ties, 
may extend to the center. In plants operating on this basis the 
diffusion and absorption of the preservative cannot be as practi- 
cally controlled as in pressure plants, but for a low initial cost of 
installation they are efficient. 

In 1904 the U. S. Bureau of Forestry (now the Forest Service) 
conducted an extensive series of tests with what is called the 
"open-tank" process at the St. Louis Exposition.^ This method 
of treatment has since been extensively tested by the Forest 
Service with a view to perfecting it and evolving a process which 
could be efficiently used by the small consumer. It secured its 
nan^e from the character of the apparatus in which the treatments 
are taiade, these beii^ open tanks of any convenient size and shape. 
Later experiments lead to the use of closed tanks or cylinders for 
certain treatments and the term " nonpressure " was employed 
to designate the process carried on in them. In principle, there- 
fore, it differs in nowise from any of the "open-tank" processes. 
In open-tank treatments the Forest Service recommends only the 
use of air-seasoned wood. This is subjected to a bath in hot 
creosote, but temperatures above 250° F. are not recommended 
as they are liable to injure the wood. The wood is then either 
allowed to remain in the hot oil, which is gradually cooled, or 
else changed to a tank containing cool oil, or cool oil is pumped 
into the tank containing the timber after the hot oil has been re- 
moved. The process is adapted to the use of various preserva- 
tives such as creosote, crude oil, zinc chloride, etc. Very good 
penetrations are secured, in fact these compare favorably with 

'Circular 101, "The Open-tank Treatment ot Timber," by Carl G. 
Crawford, Washington, D. C. 
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those secured in pressure processes. This process is admirably 
adapted to the treatment of poles and posts where only a portion 
of the stick is to be treated. Plants operating on this basis are 
comparatively cheap. It is possible to control fairly accurately 
the character of the penetration and absorption, especially in 
woods which lend themselves readily to treatment, like sap pine. 
For example, if a deep penetration is desired with a comparatively 
small absorptionof oil, the timber should be left in cool oil for only 
a short period after it is removed from the hot bath. Another 
way is to re-treat the wood after it has been treated in cool oil. 
This tends to drive out a part of the oil in the wood provided it 
is removed from this second hot bath while it is still hot. If 
a heavy absorption is desired, the wood should be heated 
thoroughly and then submerged in cool oil until the temperature 
of the wood has reached that of the oil. 

If it is desired to impregnate the wood with a water-soluble 
salt like zinc chloride, this may be done by boiling the wood in 
the solution {which, however, is very apt to weaken it) and then 
allowing it to cool, or by boiling the wood in oil for a short 
time and then submerging it in a solution of the salt. la this 
way a deep penetration of the salt can, at times, be secured, 
while the outer portion of the wood will have an added protection 
due to the small amount of oil which it contains. 

The length of time required to treat wood by the open tank 
method is very variable, but a hot bath of 1 to 3 hours 
followed by a cool bath of the same or a longer period is usually 
suflficicnt. A number of open-tank plants are now in operation 
in the United States, chiefly by farmers and mine and telephone 
companies. 

Pressure Processes.— All processes so classed rely upon the 
use of pressures above atmospheric in order to force the pre- 
servative into the wood. (See Plate VI, Fig, D.) Ingeneral, best 
results are secured by such treatment, although it is by no 
means possible to satisfactorily penetrate all woods even with 
the use of high pressures. 

Belhell (Full-cell Creosote) Process.— This process is named 
after John Bethell who took out patents hi England in 1838. 
It is commonly referred to in our country as the "full-cell 
process." Either green or seasoned timber can be treated by 
this process, creosote oil (dead oil of coal-tar) being the pre- 
servative used. The timber to be treated is loaded upon steel 
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cars or "buggies," which are run into horizontal steel cylinders 
usually 7 feet in diamet«r by 132 feet long. Their length, how- 
ever, varies from about 50 to 180 feet and diameter from 6 to 9 
feet. If the timber is green, it is subjected to a bath of live steam 
for several hours, after which a vacuum is drawn by means of 
pumps. This also is held for one or more hours according to the 
judgment of the operator. If the timber is air seasoned, the 
steam bath is generally omitted. Creosote oil is then run or 
pumped into the cylinder and a pressure of 100 to 180 pounds 
applied until the gauges show the desired amount of oil has been 
forced into the wood. The excess oil is then drained from the 
treating cylinder and the timber is allowed to drip for a short 
period, after which the process is ended and the chaise is removed. 
Many treating engineers draw a vacuum in the cylinder after 
the excess oil has drained from it, as this tends to hasten the 
drip and dry the timber. The Bethell or full-cell process is 
considered the standard process of treating timber with creosote, 
and the most effective results in prolonging the life of wood 
have been secured by it. On account of the relatively large 
amount of oil which the ties absorb, the process is, however, 
the most expensive and for this reason several modifications 
have been made. 

BoiliTig Process. — This process was patented in the United 
States by W. G. Curtis and John D. Isaacs and the patent 
number was reissued November 1, 1895. It is used almost 
exclusively on the Pacific Coast, largely for the treatment of 
Douglas fir. Either green or seasoned wood can be treated, 
although the former ia at present in more extended use. The 
wood is run into cylinders as in the Bethell process and im- 
mersed in creosote oil heated at the start to about 160° F, A 
space of about 10 inches is left clear from the top of the oil to 
the top of the treating cylinder. The oil is heated by means or 
steam coils in the bottom of the cylinder and the temperature 
gradually raised to about 225° F. The vapors of oil and watea 
passing over are condensed in a surface condenser. The oil if 
kept at a temperature of about 225° F. until the rate of evapora- 
tion does not exceed about 1/6 of a pound of water per cubic 
foot of wood in the charge per hour; this being to drive the sap 
and water out of the wood. The treating cylinder is then 
filled with creosote oil at a pressure of 5 pounds per square 
inch, the temperature falling to about 200° F. The pressure 
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pump is then started and held at about 150 pounds per square 
inch until the gauges show, the desired amount of oil has been 
forced into the timber. After injection, the pressure is slowly 
released through an overflow pipe, the excess oil drawn from the 
cylinders, and the charge removed. In treating dry sawn 
timber, temperatures above 214° F. and pressures over 120 
pounds per square inch are not recommended by the advocates 
of this process. It can thus be seen that the boiling process 
resembles the Bethell process except for the preliminary treat- 
ment which the timber is given. 

The Buehler Frocess. — Walter Buehler secured two patents 
in the United States on September 22, 1908 (Nos. 899237 and 
899480} on the process which bears his name. Either green 
or seasoned timber can be treated, the preservative being 
creosote oil. The process is not at present in extended use. 
Green or water-soaked timber is treated as follows. It is run 
into the treating cylinder as in the Bethel! process and im- 
mersed in creosote heated to a temperature of not less than 
140° F., the cylinder being completely filled with oil. The 
temperature of the oil in the cylinder is kept gradually rising 
as fast as the condensation will permit until it reaches between 
220° and 260° F. It is then held to maintain a regular and 
constant temperature within the cylinder. During this season- 
ing period the gauge on the cylinder should show a pressure of 
not more than 5 pounds. The maximum temperature la 
maintained until the condensation in the hot well shows the 
interior of the wood "to be sufficiently dry," when the steam 
in the coils is released and the cylinder filled with creosote, the 
temperature being lowered to about 200° F., when the pressure 
pump is started and the oil is forced into the wood until the 
desired amount has been absorbed. The cylinder is then 
drained of excess oil and an air pressure of 15 to 25 pounds per 
square inth is applied and held to penetrate all of the wood. 
This completes the process. 

For air-seasoned timber, a vacuum of at least 20 inches is 
drawn after the wood is placed in the cylinder, and held for at 
least 20 minutes. Creosote is then admitted and pressure ap- 
plied with the force pump until the proper amount of oil has 
been injected. The excess oil is then drained from the cylinder 
and an air pressure of 15 to 25 pounds is maintained until the 



ilized by Google 



PROTBCTINO WOOD FROM DECAY 59 

maximum preeeure remains constant for at least 15 minutes, after 
vrhich the treated timber is removed from the cylinder. 

Testa made by the author showed that air pressures applied 
to wood freshly impregnated with creosote forced much of the 
creosote out of the wood after these pressures were released and 
greatly prolonged the time it took the timber to drip. 

The A. C. W. Process. — In the A. C. W. process, so called 
after the American Creosote Works in Louisiana in which it is 
practised, after the timber has been subjected to a preliminary 
seasoning of live steam, and after a vacuum has been drawn, air 
is forced into the cylinder until a pressure of about 15 pounds is 
obtained. Creosote ia then admitted, the air pressure being 
still maintained to prevent excessive or unequal absorption of 
the oil while the cylinder is being filled. The surplus air is al- 
lowed to escape through a pop valve at the top of the cylinder. 
When the cylinder is full of oil a pressure of 100 pounds or more is 
applied with a pump until the proper amount of the creosote has 
been forced into the timber. The oil is then run from the treating 
cylinder and an air pressure of GO to 80 pounds applied. This 
is introduced to drive the oil into the wood to a greater depth 
and to aecure greater uniformity of treatment. 

The process is not in general use and ia practically confined to 
the plant operated by the American Creosote Works. 

The Lowry Process. — This process is covered in the United 
States by Patent No, 831450, issued to C. B. Lowry under date of 
September 18, 1906. 

Air-seasoned timber is loaded on tram cars and placed within 
the treating cylinder. The cylinder is then filled from the 
charging tank with creosote oil at a temperature not to ex- 
ceed 200° F, The main line is then closed and oil from the 
charging tank is forced by pressure pumps into the retort 
until the timber has taken oil to the point of refusal, or a 
predetermined amount. The pressure and temperature within 
the retort are controlled so as to give a maximum, penetration 
of the oil. The pressure is then released and the free oil in 
the retort is drained off. A vacuum of sufficient degree and 
duration is then drawn in the retort to recover that portion 
of the free oil in the timber above the specified amount. The 
recovered oil is then drained off from the retort and the charge 
is withdrawn. The Lowry process may be termed an "empty- 
cell" process in that it aims to secure a deep penetration of 
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creosote without consuming as much of it as the Bethell or full- 
ceil process. At the present time the process is in very extended 
use in the United States, particularly in treating cross-ties, eleven 
plants now operating under its patent. 

Rueping Process. — -This is also termed an "empty-ceil" 
process in that the object sought is a deep penetration of creosote 
with a comparatively small consumption of the oil. It was 
patented in the United States on September 23, 1902, the issue 
being to Messrs. Halsberg & Co., M. B. H., of Germany. The 
timber to be treated shoukl preferably be air-seasoned. Green 
or partially seasoned wood is subjected to a steam and vacuum 
bath similar to that given in the Bethell process before the treat- 
ment is begun. After the timber has been placed in the treating 
cylinder, compressed air is admitted frequently from an overhead 
tank and held until the wood is filled with compressed air. Creo- 
sote is then admitted under a slightly higher pressure, the air in 
the cylinder gradually escaping. When the cylinder is filled 
with creosote the pressure on the oil is raised to about 150 or 
more pounds and held until no more oil can be forced into the 
wood. The cylinder is than drained of oil and a final vacuum 
drawn to increase the expansive force of the air in the timber and 
to dry the wood as quickly as possible. The length of time the 
compressed air is held, the pressure of the compressed air, the 
length and pressure of the oil period, and the length of the final 
vacuum all vary with the kind of timber under treatment. 
When they are properly adjusted, penetrations as deep as those 
secured in the Bethell process are obtained, in some cases with 
one-half or less the consumption of oil. Jtueping-treated timber 
has a tendency to drip much longer than timber treated without 
the use of compressed air, and the rate of evaporation of the 
creosote from it is also likely to be greater. The process is now 
in extended use in both the United States and Europe. 

Burnell Process. — -William Burnett patented this method of 
treatment in England in 1838 and it has been in constant use 
since. It is commonly referrred to as the standard process 
using a water-soluble salt, chloride of zinc. The method of 
treatment is exactly analogous to the Bethell process, the only 
essential difference being in the character of the preservative. 
As a general rule, water solutions can be forced into wood deeper 
than oils, so that under any given set of conditions slightly better 
penetrations are secured from the use of zinc chloride than from 
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creosote. The Burnett treatment is ia extensive use in the 
United States and Europe, where it has given excellent results 
in prolonging the life of timber not set in very wet conditions. 
On account of the soluble nature of the salt, several methods 
have been employed to retard its leaching action, some of which 
are now extensively practised. 

Rutgers Process. — The objections of the comparatively high 
cost of creosote and the leachability of zinc chloride are both 
partially overcome by the Rutgers process, invented by Julius 
Rutgers in Germany about 1874. Rutgers handles the timber to 
be treated in much the same way as is done in the Bethell pro- 
cess, but employs a mixture of zinc chloride and creosote as hia 
preservative. The zinc chloride is generally in a 3 to 5 percent 
solution and comprises about 80 percent of the mixture. To this 
a comparatively low-gravity creosote free from naphthalene is 
added by means of a jet of steam or air or other suitable mixing 
device. The timber thus treated contains both creosote and zinc 
chloride injected simultaneously. While the process is not 
practised in the United States, it has found extensive use in 
Germany, where it is reported to give marked satisfaction, 
particularly in the treatment of cK)as-ties. 

Card Process. — -The principle of injecting timber simultaneously 
with fine chloride and creosote was adopted by J. B. Card, to 
whom a patent was granted in the United States on March 20, 
1906. Card's process differs essentially from that of Rutgers in 
the manner of keeping the solution mixed. He uses about 80 per- 
cent of zinc solution to 20 percent of creosote, the strength of 
the zinc being regulated so that approximately 1/2 pound of the 
dry salt will be injected with each cubic foot of wood treated. 
This solution is first mixed in the measuring tank by forcing air 
through perforated pipes placed on the bottom. When the 
solution 13 run into the treating cylinder, the agitation is continued 
by means of a centrifugal pump which draws it from the top of the 
retort and returns it through a perforated pipe running length- 
wise in the bottom of the cylinder. The steps in the Card proc- 
ess are analogous to those in the Betheil process. Air-seasonod 
timber is advocated. After this is run into the cylinder a vacuum 
of 22 to 26 inches is drawn for about 1 hour. The preservative 
mixture is then admitted at a temperature of about 180° F. and a 
pressure of about 125 pounds per square inch applied to it by 
means of force pumps for 3 to 5 hours, or until the desired 
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absorptions have been secured. During this period, the centrif- 
ugal pump is kept running in the manner described above, to 
agitate the solution in the cylinder. The cylinder is then drained 
of excess preservative and a final vacuum drawn to assist in dry- 
ing the timber, after which the charge is removed. Difficulty 
may be experienced in keeping the solution uniform during treat- 
ment, unless the proper conditions are maintained. Good 
■ penetrations of both creosote and zinc chloride are secured in this 
process, which is now extensively used in the United States, 
particularly for the treatment of cross-ties. 

Wellkouse Process. — ^Experience with the Wellhouse or zinc-tan- 
nin process began about 1881, when sonie ties were treated in St. 
Louis, Mo. In the early 80's and 90's this method of treatment 
was extensively used in the United States but at the present time 
the amount of timber treated by it is comparatively small. The 
chief objections to its use were apparently the many manipula- 
tions required and the difficulty of satisfactorily operating them. 

The timber to be treated is handled much the same as in 
the Burnett process except for the manipulations of forcing the 
preservative into the timber. After the timber has been placed 
in the treating cylinder and seasoned, as in Burnettizing, a so- 
lution of zinc chloride and glue in the proportions of 1 1/2 to 3 
percent of the former to one-half of 1 percent of the latter 
is forced into the wood by means of pressure pumps under a 
pressure of about 1 25 pounds per square inch and held for 3 to 6 
hours. The excess preservative is then drained from the cylinder 
and a water solution of one-half of 1 percent tannin is introduced 
and forced into the timber at 125 pounds pressure for about 2 
hours, after which the excess tannin solution is drained from 
the cylinder and the charge removed. The tannin combines with 
the glue and forms a "leathery substance" which tends to plug up 
the pores of the wood and retard the zinc chloride from leaching 
out. The process was later modified by injecting the glue sepa- 
rately, it being found that it retarded the entrance of the zinc 
solution. The temperature of the treating solution as well as 
the strength of the zinc chloride used was also raised. 

While the mixture of glue and tannin does tend to plug the 
wood cells, nevertheless, the extent to which they do this has 
been exaggerated. The zinc-chloride solution not only resists 
the entrance of the glue and tannin in subsequent injection, but 
the air confined in the wood tends to push the plug out of the 
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cells due to its expansive force. Microscopic examinations of 
Well house- treated wood have shown that the "plug" is only a 
surface coating and seldom actually extends Into the timber. 
While very good results have been secured from this method of 
treatment, it is believed that better results could have been ob- 
tained if a strong preliminary vacuum had been drawn and held 
while the zinc solution was entering the cylinder. The Well- 
house process is comparatively cheap, costing about 18 cents per 
tie, and has succeeded in more than doubling the life of ties which 
like hemlock, red oak, and gum decay very rapidly. 

AUardyce Process.- — So called after R. L. Allardyce, who sug- 
gested its use. The timber to be treated is handled much as in the 
Wellhouse process except that creosote instead of glue and tannin 
is used. A 4 percent zinc-chloride solution is forced into the 
wood at a pressure of about 130 pounds per square inch, after 
which the cylinder is drained and refilled with creosote, this be- 
ing injected under a pressure of about 180 pounds per square inch 
80 as to form a continuous outer layer around the zinc-treated 
timber. As might be expected, the penetration of the creosote is 
slight. If, however, the timber is removed from the cylinder after 
its injection with zinc chloride and allowed to air season, and then 
re-treated with creosote, better results are obtained. The delay 
thus occasioned and the increased cost of handling then become 
serious objections. The Allardyce process is not in extensive 
use at this time. 

The author treated a number of red oak and maple tics by 
reversing the Allardyce method. These were first impregnated 
with 2 to 3 pounds of creosbte per cubic foot, after which 
the cylinder was drained and refilled with a 3 percent zinc- 
chloride solution forced into the wood until 1/2 pound of the 
dry salt was injected. The cylinder was drained and the 
charge removed. The results secured were very similar to those 
obtained in the Card process, much of the creosote being carried 
further into the wood. By this manipulation, delay in treating 
and increased cost of handling are avoided, but unless extreme 
care is exercised the zinc-chloride solution will soon become 
contaminated with the creosote, so that the amount of each con- 
sumed will become a matter of speculation. 
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CHAPTER VI 

PRESERVATIVES USED IN PROTECTING WOOD FROM 
DECAY 

Properties of Efficient Preservatives. — Hundreds of chemicals 
and compounds have been advocated and tested to preserve 
wood from decay, but only a few of them possess sufficient 
merit to justify their use for this purpose. As was shown in 
Chapter II, decay in timber is caused by fungi and bacteria. 
To preserve wood from decay it is therefore absolutely essential 
to protect it from the attacks of these organisms. In brief, all 
fungi and bacteria which decay wood require certain amounts 
of heat, air, moisture, and food in order to live. If one or mose 
of these essentials can be eliminated, these oi^anisms cannot 
live and hence wood will remain sound indefinitely. The basic 
problem, therefore, in any efficient preservative process is to ac- 
complish this. Obviously a control of heat and air around struc- 
tural timber set subject to decay is exceedingly difficult and 
generally impracticable. Hence a control of the moisture in 
the wood and the food of the fungus (which is the wood sub- 
stance) are the two most practical lines of preventing attack. 
Wood kept constantly under water is too wet to permit the fungi 
to grow and hence will remain sound ad infinilunt. Conversely, 
wood kept constantly air dry or drier contains too little moisture 
for fungous growth and will never decay— to wit, the durability 
of furniture in dwelling.s, etc. All successful wood preservatives, 
therefore, either keep the wood comparatively dry or else poison 
the wood so that the organisms attacking it are killed. 

The amount of moisture in wood necessary for the growth of 
wood -destroying fungi is not definitely known. It is the author's 
opinion that in general it must be not less than 20 percent. 
Certain fungi which have the ability of making or transporting 
moisture may be able to attack wood containing a smaller 
moisture content than this. It is well known that posts set in 
the ground decay in or near the ground and rarely in the top. 
To secure some data on the distribution of moisture in posts, 
the author placed several cedar posts in the ground and took 
M 
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moisture borings 2 inches deep 2 feet below ground level, 
at ground level, and 3 feet above ground level, at various 
periods extending over a year. That portion of the posts buried 
in the ground contained in general about 30 percent moisture, 
that near the ground line about 32 percent, and that near the 
top less than 17 percent. If, then, wood can be impregnated 
or coated with a substance that will keep it comparatively dry, 
the fungi and bacteria will be unable to develop and the wood 
will remain sound. This is the basic principle involved in the 
use of nontoxic oils, like petroleum. 

In general, most efEective results in prolonging the life of timber 
from decay are obtained by using some chemical which is toxic 
and which thus poisons the food of the fungus. Toxic preserva- 
tives differ considerably in their effectiveness against fungi. 
Considerable work has been done by a number of investigators 
to determine the smallest amount of preservative necessary to 
inhibit fungous growth. This Ls called the "toxic limit." One 
of the most satisfactory methods of doing this is by means of 
cultures in glass dishes by what is known as the "petri-dish 
method." It consists, in brief, in pouring into the sterilized 
petri-dishes a solution of agar-agar of the following approximate 
composition: Juice from 1 pound of beef, 25 grams of Loff- 
lund's malt extract, 20 grams of agar-agar, and 1000 c.c. of dis- 
tilled water. Upon this medium is placed a small mat of fungus 
naycelium. The dish thus inoculated is placed in a constant 
temperature oven for about 6 weeks. Various amounts of the 
preservative to be tested are weighed on a chemical balance and 
mixed into the culture medium. The fungus will grow readily 
on low concentrations but a concentration is finally reached 
above which no growth occurs. The smallest concentration 
which inhibits growth is called the "toxic limit" or "toxicity" 
of the preservative. A number of preservatives have been 
tested in this manner by C. J. Humphrey at the U. S, Forest 
Products Laboratory, the results being given in Table 4 
The greater the toxicity of a preservative, the greater is its 
ability to kill fungi and keep wood sound. It frequently happens, 
however, that those preservatives which are most toxic are not the 
ones which give best satisfaction in prolonging the life of wood, 
because they may have certain inherent characteristics which 
vitiate or preclude their use. Chief among these are their 
permanency, and corrosion of iron. 
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Practically all inorganic praservativea are soluble in water, 
and will, if exposed to ordinary atmospheric conditions, leach 
out of wood. If th^ should do this at a rapid rate, the wood 
will sooQ be left unprotected so that the fungi can attack it. 
In order to be effective, therefore, such preservatives must 
remain in the wood for long periods. 

While organic preservatives are, as a rule, insoluble in water 
many of them volatilize when exposed to the atmosphere, so 
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that the amount remaining in the treated timber may eventually 
become so small as to be ineffective in further protecting the 
wood from decay. This is particularly true of the lighter 
fractions of coal-tar creosote, as is shown in Fig. 5, which 
represents the rate at which various fractions of coal-tar creosote 
and creoeote evaporated from sap loblolly pine sticks 6 inches in 
diameter and 24 incfaee long impr^nated with about 18 pounds 
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each of oil and later exposed to the atmosphere.* in this figure the 
temperature represents the limits between which the distillates 
were obtained from the creosote. The permanency of the 
higher boiling fractions is well shown. Other tests* made on 
timbers subjected to service for 20 or more years also show that 
the higher boiling constituents are the most permanent. 

Table 5. — CoRRoaivB Action of tkb Prebbrvativb' 
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As nearly all wood preserving plants are built of steel cylinders, 
any preservative which attacks steel cannot, of course, be Used in 
them. This excludes such preservatives as mercuric chloride, 
copper sulphate, etc., from standard practice. A number of 
tests were run at the U. S. Forest Products Laboratory to de- 
termine the corrosive action on steel of various wood preserva- 
tives. A strip of flange steel of the quality specified by the 

'Circular 188, U. 8. Forest Service, by C. H.Teesilale. TheVolatili- 
ution of Various Fractions of Creosote after Their Injection into Wood. 

» See circulars 98 and 199, U. S. Forest Service. 

* "Teats to Dcl«nnine the Commercial Value of Wood Preservatives," 
by H. F. Weiss, Eighth International Congress of Applied Chemistry. 
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AmericaD Society for Testing Materiala, August 16, 1909, was 
submei^ed in the preservative and heated to a constant tem- 
perature of about 98° C. The preservative was changed every 
week for four weeks in the case of oils; with aqueous solutions it 
was changed every day for one week. The difference in the 
weight of the steel before and after submersion was taken to 
indicate its corrosion. All depositions on the surface of the 
metal were removed as nearly as possible with a rubber "police- 
man" each time the preservative was changed. At the end of 
the teat, where electrolytic deposition of metal had taken place, 
the deposited metal was removed by acid and its amount 
determined by an analysis of the acid Solution. The deposited 
metal thus obtained was added to the loss of iron and this total 
represented the total corrosion. The corrosive action of the 
various preservatives tested is shown in Table 5. 

The odor of the preservative sometimes influences its use, 
particularly if the wood is to be placed in dwellings. All inorganic 
preservatives are practically odorless and hence not objectionable 
on this account. Many of the organic preservatives, particularly 
the "creosotes" from wood, coal, and petroleum, have strong 
odors which are quite offensive. If allowed to air season thor- 
oughly before being placed in position much of the odor can be 
removed. 

It frequently happens that it is desirable to paint wood arti- 
ficially preserved. This is particularly the case with wood used 
in dwellings, greenhouses, etc. Creosoted timber cannot be 
painted satisfactorily with any of the lighter pigments, but 
practically 'all of the salts are free from this objection. Two 
other factors of practical significance in determining the 
value of a chemical for wood preserving purposes are the effect 
the preservative has on the strength of the wood treated with it, 
and the ability of the preservative to penetrate the wood. If the 
preservative is such as to seriously impair the strength of wood 
treated with it, it will necessitate the use of larger timbers and 
hence increase the cost of the structure. Moreover, if the 
preservative is of such a nature that it cannot be forced into 
wood, its value is considerably decreased on this account, because 
it will succeed in only protecting the surface of the wood. Any 
injury to the surface will therefore result in exposing the un- 
treated interior. Tests to secure data on both these points were 
conducted at the U. S. Forest Products Laboratory on air- 
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seasoned hemlock. Approximately 8 pounds of the preservative 
per cubic foot in the case of oils and 1/2 pound or more of 
the dry salt in the case of water solutions were forced into the 
wood by the Bethell process. The wood was then permitted 
to air season and tested in bending on a 30,000-pound testing 
machine, the strength of the treated pieces being compared with 
that of the untreated. In the penetrance tests the preservative 
was forced into a hole bored into the wood under a constant tem- 
perature of 180" F. and pressure of 80 pounds per square inch for 
30 minutes when oils wore used and 3 minutes for salt solutions. 
The sticks were then sawed and the depth to which the preserva- 
tives entere<i was measured. The results of both these tests are 
shown in table 6. 
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The effect of the preservative in the wood upon the inflamma- 
bility of the wood is also an important consideration, particularly 
in mines, bridges, and dwellings. This effect is described at 
length in Chapter XVI. 

It can be seen from this discussion that many factors aside from 
cost, ease of transporting, etc., affect the practical value of a 
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preservative, and that no one preservative possesaea all the re- 
quirements which will make its use applicable to all conditions. 
A selection is therefore imperative. 

The preservatives which have most conspicuously succeeded 
in fulfilling the above requirements may be logically grouped into 
three classes, (1) water-soluble preservatives, (2) crude oils, and 
(3) creosotes. 

Water-soluble Preservatives. — While a large number of water- 
soluble preservatives have been tested, only a few have proven 
of any practical value. Most of them are either not sufficiently 
toxic against fungi or form reactions with the wood which tend 
to destroy the strength of the wood. This latter is particularly 
the case with iron sulphate and chemicals strongly alkaline. Of 
the many water-soluble preservatives tested, copper sulphate, 
mercuric chloride, sodium flouride, and zinc chloride have given 
best results. 

Copper Sulphate. — This salt was first put to extensive use by 
Margary in England about 1837. It was later used by Boucherie 
in France, where it is still commonly employed in treating timber, 
particularly poles. It is strongly toxic against wood-destroying 
fungi. Itis readily soluble in water and ea-sily leaches from wood 
treated with it. The chief objection to its use is its action on 
iron, the copper being immediately deposited. It cannot, on 
this account, be used in the standard type of timber-preserving 
plant. It is comparatively cheap, costing about 5 to 6 cents per 
pound, and when injected into wood gives good results. It is 
almost as efficient as zinc chloride, poles treated with it in 
Germany lasting 11.7 years as compared with similar poles treat 
ed with zinc chloride which lasted 11.9 years. One desirable 
quality is the ease with which the preservative can be seen in the 
wood, as it stains the wood cells a distinct green. The use of this 
salt is now practically confined to France. The amount of timber 
treated with it in the United States is insignificant. It is believed, 
however, to have distinct merit, particularly for the treatment of 
green posts and poles. (See Boucherie process for further 
discussion.) 

Mercuric Chloride. — This is the most toxic wood preservative 
in use. It was first extensively employed by Kyan in England 
about 1832. Extremely small quantitcs of this salt in wood 
will absolutely kill all wood-destroying fungi. Its toxic limit is 
even below that of such toxic salts and acids as potassium di- 
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chromate, silver nitrate, hydrochloric acid, etc. It cannot be 
safely tested with agar in petri dishes since it unites with the pro- 
t«id elements of the ^ar. 

Magnin and Sternberg' conducted extensive testa with various 
antiseptics upon the septic micrococcus, with the following 
results: 

Corrosive sublimate, 1 part in 40,000 prevented development. 

Copper sulphate 1 part in 400 prevented development. 

Zinc chloride 1 part in 200 prevented development. 

Carbolic acid 1 part in 300 prevented development. 

Mercuric chloride is much less soluble in water than zinc 
chloride or copper sulphate. It, unfortunately, severely attacks 
iron, hence its use is debarred in modern treating plants. Al- 
though it is expensive, costing about 70 cents a pound, neverthe- 
less the very small quantity necessary to keep wood sound does 
not by any means render its use prohibitive. On account of its 
very poisonous nature, solutions of mercuric chloride must be 
handled with extreme care or mercurial poisoning will result. 
This salt is not in extended use at the present time in this country 
but is employed by a few Kyanizing works in New England. In 
India and Africa it is reported as giving very good results against 
the attacks of white ants. Poles treated with it in Germany 
lasted 13.7 years as against U.9 years for zinc-treated poles. 

Sodium Fluoride. — The commercial application of sodium " 
fluoride to the preservative treatment of timber is comparatively 
recent. It has been tested by Malenkovic in Austria for the 
past 8 years with apparently excellent results. It is more 
toxic than zinc chloride (see Table 4) and is not so readily leached 
from the wood. Its corrosive action on iron is also slight, beii^ 
less than that for zinc chloride, so that it can be used in modem 
timber treating plants. Its cost is also comparatively low, being 
about 5 to 7 cents per pound. No records are known 
showing the use of sodium fluoride as a wood preservative in the 
United States. Extensive experiments, which have thus far 
yielded very satisfactory results, are now under way at the 
U. S. Forest Products Laboratory and it is quite likely that this 
salt may find a large commercial application in this country. 

Zinc Chloride. — About 20,000,000 pounds of zinc chloride are 
now used annually in the United States in treating timber — an 
amount which makes it by far the most extensively used watie> 

■ Boulton— The Preservation of Timber, 1885. 
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soluble salt. It was first employed on an extensive scale by Sir 
William Burnett in England about 1838 and timber is now 
treated with it in all the larger European countries. Zinc chloride 
ia very toxic against wood-destroying fungi, offering about the 
same resistance as coal-tar creosote. Its chief fault ia its solu- 
bility in water, which propeity renders it inadvisable to use 
zinc-treated timbers in wet localities. In localities which are 
not excessively wet, the zinc chloride will remain in the timber for 
many years. Numerous cases are on record which show zinc- 
treated ties have remained durable for 10 or more years, while 
the untreated failed in 4 to 5 years. It appears from various 
analyses which have been made that certain amounts of zinc 
chloride injected into wood combine with the wood forming a 
compound insoluble in water. Whether or not this combined 
zinc chloride is toxic has not yet been definitely determined. 
If it is not, it probably is of little or no value in preserving the 
wood. 

Zinc chloride will also corrode iron, although the extent to 
which it does this at concentrations used in treating wood is so 
small as to be of no serious moment. It ia customary, however, 
to figure higher depreciation on zinc-chloride plants than on 
creosote plants due to its more corrosive nature. 

The cost of zinc chloride is small, being about 4 or 5 cents a 
pound. Moreover, the quality generally produced in this 
country is of very high grade, far superior to that commonly pro- 
duced abroad. Zinc chloride is purchased fused in drums of 500- 
or 1000-pound capacity, or in concentrated (about 50 percent) 
solution. When in high concentration the solution ia basic and 
will strongly attack wood, reducing it to a pulp. At dilute con- 
centrations the solution is acid. 

Owing to its importance as a wood preservative, the following 
specification for the purchase of zinc chloride is given. It is 
the one used by the U. S. Forest Products Laboratory. A 
similar specification is in use by the American Railway Engineer- 
ing Association. 

"The fused zinc chloride must contain at least 94 percent of water- 
soluble chloride of zinc and it must be slightly basic; that is, contain no 
free acids. It should be practically free from soluble iron nnd in no case 
will it have more than 0.022 percent of this element. It shall not con- 
tain more than one-half of 1 percent of other inorganic impurities in- 
soluble in hydrochloric acid." 
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Although several methods have been suggested for determining 
the amount of zinc chloride injected into wood, the following is 
beUevcd to be the moat accurate and satisfactory.' 

The material to be analyzed ia first dried in the form of discs or sec- 
tions and should be a fair average. The discs are then reduced to saw- 
dust and 5 grams are weighed into a 500 c.c. short-neck, round-bottom 
Jena boiling flask: 50 c.c. of a previously prepared saturated solution of 
potassium chlorate in concentrated nitric acid is then added in the cold 
and mixed into it by a vigorous shake. A violent reaction, accompanied 
by the evolution of considerable heat, immediately takes place but sub- 
sides after a few minutes leaving a winc-colorod solution in which parti- 
cles of partly digested wood arc floating. When cool, 10 c.c. of concen- 
trated sulpliuric acid (sp. gr. l.S) arc added and the solution again shaken. 
This dissolves all the wood substance. The solution is then boiled. 
More potassium chlorate-nitric acid solution is added and the solution 
kept boiling until no further charring occurs on evaporation to sulphuric 
acid and the solution remains a pale yellow. When cool, it Is diluted 
with 100 c.c. of water; 10 c.c. ot dilute nitric, 10 c.c. of 2 percent ferric 
chloride solution, and 1 gram ot citric acid are then added, and the solu- 
tion again allowed to cool. After cooling it is neutralized with ammo- 
nia leaving it slightly ammoniacal. The volume is brought up to 200 
c.c. and the temperature to S0° C. at titration. The standard solution of 
potassium ferrocyanide is then run in from the burette until a drop of 
the titrated solution when placed in the center of 1 c.c. of the glycerine 
acetic acid indicator leaves a permanent greenish-blue ring. At this 
point the titration is complete. Calculations are then made from the 
analytical data. To calculate the results in pounds of zinc chloride per 
cubic foot of wood, the specific gravity of the wood must be known to 
within 0,005. Then multiply this specific gravity to 62.5 and this prod- 
uct by the percentage weight of zinc chloride found by analysis to 
obtain the amount of zinc chloride per cubic foot of wood. 

If knowledge of the actual amount of zinc is not desired, but 
simply an i<lca of how deeply it has penetrated, two methods are 
suggested. One is to cut a section through the stick to be ex- 
amined and dry it thoroughly in a drying oven heated to 100° C. 
until all water has been evaporated. The wood will be turned s 
deep brown wherever the zinc chloride has penetrated. A 
second method is to dip the freshly cut disc of treated wood for s 
few seconds in a 1 percent potassium ferrocyanide solution. 
Remove the excess solution with a blotting paper and redip the 
disc into a 1 percent solution of uranium acetate. On drying, 

' Method developed by Batem&n, U. 8. Forest Products Laboratory. 
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the untreated portion of the wood will have a dark red color while 
the treated portion will be much lighter. 

Crude Oils. — Crude oils are not widely used in treating timber 
in our country. They rely upon their ability to preserve wood on 
their tendency to "waterproof" it and thus keep it too dry for 
wood-destroying fungi. The oils are all practically nontoxic 
although some of them are aUghtly poisonous to fungi. In order 
to "waterproof" the wood it is necessary to force comparatively 
large quantities of the oil into it. This makes crude-oil treated 
timber quit* heavy and very liable to drip oil, especially if ex- 
posed to a hot atmosphere. 

Three varieties of "crude oil" are in use, viz., crude oil with a 
parafhn base, crude oil with an asphaltic base, and residuum, 
which is a product of petroleum distillation. All those crude 
oils have a gravity less than water, whereas all creosotes are 
heavier than water. Crude oils with a paraffin base are found in 
large quantities in Ohio, Pennsylvania, and other states. They 
are usually lighter in color and gravity than the oils with an as- 
phaltic base. These latter oils occur in CaUfornia and part of 
Texas. Residuum, which is the heavy, rather viscous oil 
remaining after the distillation of the lighter portions of the 
crude oil, varies in gravity and viscosity according to the method 
of manufacture. If too viscous, it cannot be made to penetrate 
wood. It is best, therefore, when it contains a fairly large 
percentage of lighter constituents. None of the crude oils 
penetrate coniferous woods as readily as creosote. This may be 
due in a large measure to their inability to dissolve the resin in the 
wood as is done by creosote. The price of crude oils varies from 
about 2 to 5 cents per gallon. In treating timber with crude 
oil it is customary to force as much oil into the wood as it is 
possible to get in — an amount which varies of course with the 
different woods. If 12 pounds of oil per cubic foot can be 
retained in the wood, a heavy impregnation has been secured. 

Creosotes. '^ — Owing to their ability in preserving wood, 
creosotes will be discussed in detail, as they are the most im- 
portant preservatives now known. 

Much misunderstanding exists as to the meaning of the term 
"creosote." It is defined by the Standard Dictionary as "a 
colorless to yellowish oily liquid compound consisting of a mixture 

' The data given on creoaotea ia Inrgely taken from Circular 20C, U. 3 
Forest Service — "Commercial Creosotes" — by Carlile P. Winalow. 
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of phenols distilled from wood, and having a smoky odor and 
burning taste. It is a powerful antiseptic and is used for the 
preservation of timber, meat, etc. ; called also oil of wood-tar and 
oil of smoke." Allen, in his Commercial Organic Analysis, 
says: "The name 'kreosot' was first applied by Reichenbach, 
in 1832, to the characteristic antiseptic principle contained in 
wood-tar. Carbolic acid was discovered soon after by Runge-in 
coal-tar, and was long confused with the wood-tar principle; 
and the crude carbolic acid from coal-tar is still known as 'coal- 
tar creosote.' Somewhat similar products are now obtained from 
other sources, so that much confusion has arise'n. The term 
'creosote,' when used without qualification, ought to be under- 
stood as signifying the product from wood-tar, but it is better 
to describe Reichenbach's body as 'wood-tar creosote,' and em- 
ploy the unqualified word 'creosote' in a generic sense as meaning 
the mixed phenols and phenoloid bodies obtained from wood-tar, 
coal-tar, blast-furnace tar, shale oil, bone oil, or other sources." 

In its original meaning, therefore, the term "creosote" was 
applied to a product obtained from wood, and the term is still 
used thus in pharmacy, and refers to a refined product derived 
from the destructive distillation of beech or other hardwood. 
However, with the development of both the wood-preserving 
and the coal-tar industries, the term "creosote oil," frequently 
abbreviated to "creosote," gradually came to be applied to the 
heavy distillates from coal-tar, and the use of the term has be- 
come more and more extended until, at the present time, it is 
commonly used in referring to the distillates heavier than water 
from any tars or tar-like substances, ahd is even erroneously used 
to cover products containing admixtures of undistilled tar or 
pitch. As a result of this lax use of the word it conveys but little 
to those conversant with the subject and is confusing to those 
unfamiliar with commercial practice. More specific terms are 
evidently needed to properly differentiate between the various 
creosotes. The most useful classification from the wood pre- 
server's point of view would be one based upon the merits of the 
various products but lack of sufficient data renders this impiossible 
at this time. The most practical classification at present must 
be based upon the source and method of production. The 
following terms and definitions are suggested: 

1. Creosote is a distillate heavier than water obtained by the 
distillation of a tar or a tar-like substance. 
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2. Coal-tar creosote is & creosote derived from coal-tar pro- 
duced by the destructive distillation of coal at a temperature high 
enough to produce a tar consisting, for the most part, of 
hydrocarbons of the aromatic series.' 

3. Oil-tar creosote* (water-gas tar creosote) is a creosote 
derived from oil tar. This tar may be obtained from the de- 
structive distillation of petroleum in a gas retort, producing 
oil-gas as a main product and oil-gas tar as a by-product, or by 
the cracking of gas oil in the carburetor of a water-gas plant pro- 
ducing carbureted water-gas as a main product, and carbureted 
water-gas tar as a by-product. 

4. Wood-tar creosote is a creosote derived from a tar produced 
by the destructive distillation of wood. 

5. Mixed creosote is a creosote produced by mixing other 
material with a given creosote, such as another creosote, pitch, 
undistilled tar, or petroleum, or it may be secured by the dis- 
tillation of a mixture of two or more tars on tar-like substances. 
In view of the similarity between certain mixed creosotes and 
creosotes obtained by the distillation of coal-tar, produced at 
temperatures sufficiently low to permit the production of hydro- 
carbons of the paraffin series, these latter distillates are also 
classed under this heading. 

Source of Tars. — Although there are a variety of tars from 
which creosotes may be produced, the most important commercial 
ones may be classified as coal-tars, oil-tars, and wood-tars. The 
sources and general methods of production of these tars are as 
follows: 

Coal-tars. — The important coal-tars are derived chiefly from 
two sources: The destructive distillation of bituminous coal 
at high temperatures and the combined distillation and com- 
bustion of bituminous coal at comparatively low temperatures. 
The first, which furnishes by far the greater proportion of 

' Creosote secured from coal-tftr produced at sufBcieotly low temperature to 
permit the production of hydrocarbons of the paraffine series might also be 
included under the name of coal-tar creosote, but in view of the paraffin 
hydrocarbons it is classed in this publication as mixed coal-tar creosote. 

• Inasmuch as the derivatives of oil-gas tars and water-gas tars contain no 
phenoloid bodies, the use of the term "creosote" in this connection might, 
from a purely technical standpoint, be considered erroneous. However, 
the term is used commercially at the present time in this connection, and a 
careful consideration of the various definitions used in this publication 
should prevent any misunderstanding. 
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the total supply, is produced in the manufacture of coke and 
gas in by-product retorts and gas-house plants. Bituminous 
coal is destructively distilled at temperatures varying from 
1500° F. to 3000° F., until the charge has been reduced to 
coke. During the process the ammoniacal liquor and tar are 
separated from the generated gases by condensation and wash- 
ing. The tars naturally vary in their properties according 
to the character of the coal, and of the retorts, and according 
to the temperatures used. These factors in turn are largely de- 
pendent upon which of the two main products, gas or coke, is 
primarily desired; tar acids, however, are always present in the 
tars and usually the temperatures are sufficiently high in both 
cases to produce tars consisting largely of hydrocarbons of the 
aromatic series. 

Coal-tars produced at relatively low temperatures differ from 
those produced at higher temperatures in the character of their 
hydrocarbons. Since the temperatures are not high enough to 
transform all of the hydrocarbons to the aromatic series, the 
tars contain, to a greater or less extent, hydrocarbons of the 
paraffin group. Tars secured from blast furnaces using 
bituminous coal as fuel and from the Mond producer plants, where 
bituminous coal is used in the manufacture of gas for power 
purposes, are representative of this group. The production of 
such tars, however, is not extensive in this country. 

Oil-tars. — Of the oil tars, that produced in the manufacture 
of water gas is by far the most important in its relation to the 
manufacture of creosote. The method of production is, in 
general, as follows: The "generator" is charged with coke or 
anthracite coal, which is burned by the aid of an air blast to 
a cherry red. The hot gases so formed are passed through the 
"carbureter" and "superheater," which consists of vertical 
cylindrical chambers filled with a checkcrwork of fire brick. 
After these bricks are heated to the proper temperature the 
air blast is discontinued and steam is blown into the generator. 
The gases formed by the contact of the steam with the hot coke 
or coal pass into the carbureter, into which petroleum "gas oil" 
is sprayed at the same time. This oil is partially cracked by the 
high teniperatuie of the fire brick and combines with the gases 
from the generator to increase their illuminating power; the 
process of cracking continues through the superheaters. The gas 
is then passed to the condensers and washers, where tar ia con- 
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densed and collected. This tar differs in its constituents from 
coal-tar produced in the by-product coke ovens and gEis retorts 
both in the absence of tar acids and in the presence of hydrocar- 
bons of the paraffin series; usually, however, the quantity of 
paraffin hydrocarbons present is comparatively small. 

Some oil-tar also is produced by the destructive distillation 
of crude petroleum in the manufacture of oil gas. In tars from 
this source the quantity of paraffin hydrocarbons present is 
generally much greater than in that produced in the manufacture 
of carbureted water gas. 

Wood-tars. — Wood-tar is produced in a manner somewhat 
similar to that in which by-product coal-tar is formed. Wood is 
destructively distilled in retorts, and charcoal is produced, together 
with gas and a liquid distillate which consists largely of pyro- 
ligneous acid and a product called crudo tar. The tar and acid 
are separated by settling and by distillation. Wood-tars are quite 
different from coal-tars and contain, in particular, less of the 
aromatic hydrocaibons. 

DistillatioQ of Creosote from Tars. — From any or all of the 
foregoing tars, either alone or in mixture, creosote may be pro- 
duced. The general process of manufacture is similar in all 
cases. The tar is distilled in a metal retort or still and the vapors 
are condensed and collected. Those distillates which are heavier 
than water form the true creosotes used in wood preservation. 
The temperatures at which the creosotes are obtained vary greatly, 
but generally lie between about 200° and 360° C. The actual 
temperatures in each case depend largely upon the character 
of the residue desired. In the United States the manufacture 
of creosote from coal-tar is generally secondary to the manu- 
facture of soft pitch; and in such cases the maximum tempera- 
ture during the distillation is comparatively low. In Europe, 
on the other hand, coal-tar is distilled largely for the production 
of the coal-tar dyes, and the distillation is carried to higher tem- 
peratures. The creosote, therefore, contains a relatively greater 
amount of the higher boiling constituents than the .\merican 
product. 

As already stated, pitch, undistilled tar, or other similar mate- 
rials are frequently mixed with a creosote, and whilcsuch mixtures 
are sometimes sold as creosotes, the term is improperly applied 
except as it relates to the distilled product. 

The complexity of the many hydrocarbons and their de- 
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rivatives which may be produced in the destructive distillation 
of coal, oil, and wood makes it impossible to state precisely the 
nature of the various constituents of all creosotes. However, 
they may be broadly divided into two classes, compounds of the 
aromatic series and compounds of the paraffin series. The 
characteristic difference between the two lies in the greater chemi- 
cal activity of the former. Coal-tar creosote consists almost 
wholly of aromatic compounds, and the long period of successful 
use of such creosote has led to the general feeling that these con- 
stituents are the more desirable. 

The compounds of the aromatic series may be divided into 
three groups, as follows: (1) "Light oils," which distill below 
205° C. and consist largely of phenols and cresols, or tar acids; 
(2) naphthalenes, which distill between approximately 205" 
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Fio. 6. — DerivatioD of coal-tar oreoaote. 

and 255° C; and (3) constituents of an anthracene nature dis- 
tilling above 255° C, which will be referred to collectively 
as " anthracene-s." Some or all of these are found in most 
creo.sotes. 

Of these con.stituonts the tar acids possess the highest anti- 
septic properties; they are, however, soluble in water and are 
more volatile than the other constituents. The naphthalenes and 
anthracenes are neither so antiseptic nor so volatile as the tar 
acids and are practically insoluble in water. There is much 
discussion as to the relative value of these different constituents, 
but, largely as a result of experience, the presence of tar acids is 
believed by many to be essential. While a large proportion of 
naphthalene is sometimes advocated, particularly for the pres- 
ervation of piling, a reduction in the quantity of this constituent, 
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with a corresponding increase in the amount of anthracenes, is 
believed to increase the value of a creosote for general purposes. 

Coal-tar Creosote. — Fig. 6' shows graphically the derivation 
and general composition of coal-tar creosote. The relative 
quantity of tar acids, naphthalenes, and anthracenes will of 
course vary according to the character of the tar and the tem- 
peratures used during its dbtillation, but generally the tar acids 
present will not exceed 5 percent, the naphthalenes will comprise 
from 15 to 50 percent, and the anthracenes will comprise the 
remunder. As previously defined, it contains practically no 
parafEn hydrocarbons. The creosote as a whole is antiseptic, 
insoluble in water, and somewhat volatile; it is sufficiently free 
from "free carbon," and fluid enough at temperatures used in com- 
mercial treating plants, to offer no great resistance to entrance 
into the wood. 

Tests made at the U. S. Forest Products Laboratory show the 
toxic limit of coal-tar creosote to be between 0.2 and 0.4 per 
cent. Very small amounts of it will therefore protect wood from 
decay. In general, the lighter fractions are more toxic than the 
heavier fractions. They are also far more volatile and when 
injected into wood by themselves evaporate at a rapid rate (Fig, 
30). The heavier constituents of coal-tar creosote are there- 
fore, in addition to being slightly toxic, of direct value in helping 
to retain in the wood these lighter oils. The permanency of 
the heavier oils is well illustrated by an analysis made of a pile* 
in actual service in the Gulf of Mexico for 30 years. This pile 
was cut into three sections, samples from which were then ex- 
tracted for creosote, with the results shown in Fig. 7. 

Numerous similar examples could be cited, all of which show 
that the lighter fractions of coal-tar creosote are not permanent. 
While considerable heated discussion has occurred as to their 
value,* it is the author's opinion that these lighter oils have 
distinct merit in prolonging the life of timber, and if they had 
been absent entirely from the creosote, it is doubtful if such long 
periods of service could have been secured. 

■In Figs. 6 and 8 the term "aolid at room temperature" (20° C.) is 
used in describing the condition of certain of the fractionB distilled from 
ovoBote, when, at the ordinary temperature of a room, they retained their 
poflition in the receiving flask when vigorously shaken. 

'U. 8. Forest Service Circular 199, "Quantity and Quality of Creosote 
Found in Two Treated Piles after Long Service," by E. Bateman. 

* "Tlw Freflervation of Timber," by 8. B. Boulton, 1886, 
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Coal-tar creosote does not corrode iroa to any appreciable 
d^ree (see Table 5) and for this reason is admirably adapted 
for use in the steel cylinders of modern timber treating plants. 

When heated, the vapors arising from the oil may attack the 
skin and cause a very irritating swelling and burning. This 
effect is not produced on moat people, but complaints have been 




itc remaining in a pile after 30 yeara' service. 



made by workers who come in contact with creosoted timber, 
particularly trackmen, and several law suits have resulted. Even 
the cold oil may produce such an injury. It is not, however, 
serious and, with caution in handling the treated timber, even a 
sensitive person can become immune to any discomfort. 

The price of coal-tar creosote varies considerably and for the 
past few years has been steadily rising. In lai^e quantities the 
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average price in eastern United States is now about 6 to 9 ceots 
per gallon. In the West, the price b from two to three times 
this amount, and, in small orders, even more. The sharp 
demand for the oil, and its present limited production give little 
hope that the price will lower materially in the immediate future. 
Much discussion has occurred concerning the quality of 
creosote best suited to the treatment of timber. Until recently 
discussion has resulted in little practical value because the 
demand for the oil was so great the consumer was glad to receive 
most any kind be could get. Now, however, several grades of 
coal-tar creosote can be obtained, but no uniformity exists as 
yet as to the quality best suited to preserve wood. Most authori- 
ties agree that a comparatively heavy grade is better than a light 
grade. The specifications which are perhaps in most extended 
use at present in the United States are the ones adopted by the 
American Railway Engineering Association. They allow three 
grades of oil, the specifications reading as follows: 

"Grade 1 Oil. — The oil used shall be the beat obtainable grade of coal- 
tar creoeote; that is, it shall be a pure product obtain ed from coal gas 
tar or coke oven tar and shall be free from any tar, oil or residue ob- 
tained fiDm petroleum or any other source, including coal gas tar or 
coke oven tar; it shall be completely liquid at 38° C. and shaU be 
free from suspended matter; the specific gravity of the oil at 38" C. 
shall be at least 1.03 when distilled by the common method — that is, 
using an 8 ounce retort, asbestos covered, with standard thermometer, 
bulb 1 /2 inch above the surface of the oil — the creosote, calculated on the 
basis of the dry oil, shall give no distillate below 200° C, not more than 
5 percent below 210° C, not more than 25 percent below 235° C. and the 
residue above 355° C. if it exceeds 5 percent in quantity, shall be soft. 
The oil shall not contain more than 3 percent water." 

Grade 2 oil, which is considered "next best," is similar to the 
"standard" just quoted except for the amount of fractions dis- 
tilled at varying temperatures, these being " not more than 8 per- 
cent below 210° C, and not more than 35 percent below 235° C." 

Grade 3, which is poorer than Grade 2, differs from it only 
in specific gravity and the amount of distillates at various tem- 
peratures, these differences being "the specific gravity at 38° C. 
shall be at least 1.025. Not more than 10 percent of the 
oil shall distill below 210° C.; not more than 40 percent below 
235° C." 

The specification in use by the U. S. Forest Service is slightly 
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more rigid than the above, particularly as regards the method 
of analyzing the oil {see appendix). Most of the confusion which 
has occurred concerning the proper kind of creosote to use has 
come through lack of definite data. Commercial moti^'es aad 
an attempt on the part of certain "experts" to mystify the trade 
have also added to the complexity of the situation. In all 
probability, as experience grows the situation will clear and 
specifications for coal-tar creosote will be drawn depending on the 
use to which the oil is to be put. Until such data is available 
the safest course to pursue is to demand a comparatively heavy 
oil of known purity. 

In treating paving blocks a heavy oil is generally used, the 
idea being that it will stay in the wood and will have a marked 
waterproofing effect. Thus the "Association for Standardizing 
Pavii^ Specifications" adopted in 1911 the following grade of oil; 
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Fio. 8. — Derivation of water-gas-tar creosote. 

" The preservative to be used shall be a coal-tar product, free from 
adulteration of any kind whatever, and shall comply with the 
following requirements. ( 1) The specific gravity shall be not less 
that l.IO or more than 1.14, at a temperatute of 38° C, (2) Not 
more than 3 j percent of the oil shall be insoluble by hot continu- 
ous extraction with benzol and chloroform. {3) On distillation,, 
which shall be made exactly as described in Bulletin 95 of the 
American Railway Engineering and Maintenance of Way Associa- 
tion, the distillate shall not exceed 2 percent up to 150" C. and 
shall be not less than 30 or more than 40 percent up to 315° C" 
It is thus apparent that the oil need not be a coal-tar " creosote" 
and must contain a considerable amount of the heavier con- 
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stituents in coal-tar in order to have the gravity required. This 
matter is also discussed in Chapter XIII. 

Waier-gas^ar Creosote. — Of the oil-tar creosotes, that from 
water'^as tar is practically the only one used for wood preserva- 
tion. Fig, 8 illustrates its derivation and general composition. 
This creosote is not more volatile nor soluble in water than coal- 
tar creosote, contains no "free carbon," and offers no marked re- 
sistance to entrance into the wood. In fact, water-gas-tar 
creosote may be produced which on fractional distillation will 
display a great similarity to coal-tar creosote. There is a dif- 
ference, however, in the constituents of the two creosotes, as 
shown by the difference in certain physical properties of fractions 
distilled from them at equal temperatures. Furthermore, water- 
gas-tar creosote is distinctive in the absence of phenols and cre- 
sols, and usually in the presence of hydrocarbons of the paraffin 
group; it is not bo antiseptic as coal-tar creosote. Unfortunately, 
quantities of this oil are mixed with coal-tar creosote, so that it is 
often impossible in practice to detect its presence. While this 
oil undoubtedly has considerable merit as a preservative of timber, 
there is not sufficient precise data available to warrant giving it the 
confidence which the coal-tar product now enjoys. Careful tests 
show its toxicity to be about 3 to 4 percent as compared with coal- 
tar creosote, which has a toxic limit of from 0.2 to 0-4 percent. 
The most reliable tests known to the author were made by the 
U. S. Forest Service in treating mine timbers (see Chapter XII) 
which failed to last as long as similar timbers treated with the 
coal-tar creosote. 

Although it is slightly more corrosive of iron than creosote from 
coal-tar, its action is so slight that its use in steel cylinders can- 
not be considered objectionable on this account. 

The price of water^as-tar creosote is seldom quoted but it is 
generally a cent or two a gallon less than the coal-tar product. 
There is no doubt but that much of this oil is sold as a coal-tar 
creosote either alone or in combination and as such commands 
the same price. 

The National Electric Light Association is the only association 
known to the author which has framed a specification for water- 
gas-tar creosote to be used in preserving wood. This specifica- 
tion reads as follows: 

"Itshallhavea specific gravity of at least 1.03 and not morethanlOS 
at 38° C. There shall be not over I percent of residue insoluble in hot 
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benzol. The oil shall cont«ua not over 2 percent of water. The n 
remaining upoo Bulphonatiog a. portion of the total distillate shall not 
exceed 5 percent. When 200 grams of the oil are distilled in accordance 
with the requirements of the specifications for the analysis of water gas 
tar, dead oil or water-gas-tar creosote and the results calculated to water 
free oil (a) not more than 2 percent of oil shall' distill off up to 205° C, 
(b) not more than 10 percent shaU distill off up to 235° C, (c) not more 
than 60 percent shall distill off up to 315° C, (d) the coke residue shall not 
exceed 2 percent." 

The method of analysis referred to calls for a 300 c.c. side-neck 
Lunge distilling flask provided with a trap.' 

Wood-tar Creosote. — Of the wood-tar creosotes, that most used 
in the past has been securedfrom resinous woods. The derivation 



Fio. 9. — DerivatioQ of wood-tar creosote. 

of such creosotes is illustrated in Fig. 9. Lack of authentic data 
prevents even a general statement as to its constituents, but the 
proportion of tar acids and volatile constituents is generally great- 
er, and of naphthalene and anthracene much less, than in the coal- 
tar creosotes. Wood-tar creosotes have been used to some extent 
as wood preservatives for many years. They are, as a rule, not as 
toxic as coal-tar creosote, their resistance being from about 10 to 
50 leas than the coal-tar product. 

On account of the comparatively large amount of acids which 
they contain, they corrode iron to a much greater extent than the 
coal-tar oil and their use in this connection may be considered 
objectionable. It is but fair to state, however, that this property 
could be largely overcome if the acids were removed from the 
oil. Their supply has been so limited ami cost so comparatively 

■ Report of Committee od Preservative Treatment of Poles and Croas- 
Arms," National Electric Light Association, June, 1911. 
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high that little serious attentioQ haa beea paid to them except 
in the manufacture of certain patented products and "stains." 
The rapid rise in the price of coal-tar creosote and its limited 
supply have of late attracted considerable attention to the 
creosotes from wood, hence it is likely their use in preserving 
wood may become more general in the future. 

At present these oils are rarely quoted below 12 cents per 
gallon even in large quantities, so that the coal-tar product must 
rise appreciably or the price of the wood-tar oils must fall 
appreciably before their extensive use will occur. In addi- 
tion to the tars from resinous woods, there is no good reason 
why the tars from hard woods cannot be used in manufacturing 
creosotes. If this is done a larger output will be possible. Just 
now, no stability in composition is recognized in wood creosotes 
for preserving timber and hence no general specification for them 
exists. 

Mixed Co(U-tar Creosotes — A large part of the creosote pro- 
duced in this country falls into the class of mixed coal-tar 
creosote. Some is made by the mixture of undistilled coal-tar, 
or oil-tar, or pitch, with coal-tar creosote ; some is produced by 
the partial distillation and combustion of bituminous coal at 
comparatively low temperatures; and some is secured through 
the manufacture of soft pitch when coal-tar and water-gas tar 
are distilled in admixture. The nature of all mixed coal-tar 
creosotes cannot be described, because their constituents and 
relative merits as wood preservatives vary in each case accord- 
ing to the materials used in their production and preparation. 
Admixtures of undistilled tar or pitch containing free carbon 
will, however, tend to decrease the penetrance of the creosote, 
while the admixture of products which contain appreciable 
amounts of constituents of the paraffin series will doubtless 
affect in some measure the antiseptic properties of the creosote. 

Paints and Stains. — Wood which has been painted with 
ordinary paint (usually a mixture of linseed oil, turpentine, and 
an inorganic pigment) such as is used in decorating buildings is 
partially protected from decay because it is rendered partially 
waterproof. The spores of wood-destroying fungi will not 
develop readily on the surface of painted wood. To secure best 
results only air-seasoned wood should be painted, as green wood 
will be very liable to surface check and expose the untreated 
interior. Furthermore paint will not adhere as well to green 
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timber. The layer of paint usually adheres to the surface of 
the wood and has little or no penetrating power. Moreover, 
it is generally porous so that certain amounts of water can pass 
through it. Judged as a preservative of timber, ordinary 
paint must be considered inefficient and under certain conditions 
may even do the timber more harm than good, as it tends to 
equalize moisture in the wood and thus render the interior more 
favorable to decay. 

Stains, on the other hand, penetrate the wood, although as a 
rule only a slight distance from the surface. In addition, they 
are generally toxic, so that fungi coming in contact with them 
will be killed. The composition of stains varies greatly but they 
commonly have a base of creosote either from coal-, oil-, or wood- 
tars, to which is added a vegetable or mineral oil to act as a 
body for the pigment they carry. Best results with stains are 
secured by applying them only to thoroughly air-dry wood, and 
whenever possible heating them slightly so that greater pene- 
trating power is obtained. As a rule, stains are better pre- 
servatives of wood than paints, and their use, particularly 
for dwellings, has become very popular of late. 
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CHAPTER VII 

THE CONSTRUCTION AND OPERATION OF WOOD 
PRESERVING PLANTS 

In Chapter V we described the relative merits of the opien- 
tank and pressure plants and the general features of their opera- 
tion dependent upon the particular process selected. In this 
chapter we will describe the construction of the plants, the 
effect of the various mechanical manipulations used in them, 
such as pressure, vacuum, etc., and the cost of building the 
plants. 

Opea-tank Plants. — Several types of open-tank plants have 
been constructed. Perhaps the simplest consists in fitting an 
iron pipe 3 or 4 inches in diameter, blind at one end, into a 
wooden or iron barrel. A fire is then built around the pipe, 
which thus heats the oil in the barrel. With wooden barrels 
trouble is likely to be experienced in maintaining tight joints. 
If desired 2 barrels can be joined together with one piece 
of pipe about 8 feet long, and the capacity of the plant thus 
doubled. Plants of this kind cost less than t5 each. (See Plate 
VII, Fig. A.) 

Another simple method consists in building a. fire directly 
under an iron barrel or tank which is mounted upon stones to 
form a proper foundation and fire box. More effective results 
are secured by walling the vessel with brick or stone, thus 
allowing the heat to pass around the sides as well as the bottom. 
The draft can also be controlled through a .small pipe. (See Plate 
VII, Fig. B.) Plants of this type cost from $10 to $25 each. 

In the types just described, it is difficult to control the in- 
tensity of the heat. Better results can be secured if steam is 
employed, this being passed through coils in the bottom of the 
tank. Plate VII, Fig. C, shows such an apparatus in which the 
steam is supplied by a traction engine. In order to cheapen 
the cost of the tank, sheet or galvanized iron reinforced in a 
wooden frame may be used in place of heavier metal. If desired 
a second tank capable of submerging the entire timber in cool 
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preservative can be used and the capacity of the plant thereby 
increased. Such a plant including piping costs about $50. 

A still more elaborate type consists in building a large rec- 
tangular or cylindrical open tank of 1/4-inch or 5/16-inch iron 
of various dimensions depending upon the size of the material to 
be treated, and pumping the preservative into it after the wood haa 
been placed in position. This necessitates, in addition to the 
treating tank, a good force pump, boiler, and auxitiarr tanks to 
hold the preservative. Plants of this kind are well adapted for 
treating larger quantities of timber than would ordinarily be the 
ca.se in the plants described above, or heavier timbers such as 
poles. Their cost varies, of course, with their size, but will range 
from about J2000 to 16000. One similar to that shown in Plate 
VI, Fig. C, cost $2500 complete. 

All the plants above described are aimed to heat only a porti<m 
of the timber, although the entire stock can in some caaes be 
submerged in the preservative should this be considered neces- 
sary. Another type of plant for treating comparatively large 
quantities of small timber such as ties and poles consists in 
paasing them through the hot preservative by means of an 
endless chain, the length of time they are in the preservative beii^ 
controlled by the speed of the chain. Such a plant is shown in 
Plate VII, Fig. D, and has been used with satisfactory results by 
a traction company in New Jersey. It cost about $1600 and 
has a capacity of about 1200 ties per 10-hour day. Because 
of the large surface exposed, only those preservatives which 
vohitiiizo at high temperatures should be used if most economic 
results are to be secured. Treatments in plants of this kind are 
really nothing l)Ut prolonged dipping reatmcnts and in thisrespect 
differ from the Giussani process, which submciges the wood in a 
subwcqiient l)ath of cool jireservative by passing it through a 
second tank. 

Pressure Plants. — Considerable quantities of timber are most 
efficiently handled in pressure plants, which fact accounts for the 
large riuml)er now operating in this and foreign countries. (See 
Plato VI. Fig. D and Plato VIIl, Fig. A.) The essential features 
in all plitnts operating on this basis are quite similar, although 
the (Iftails of construction and operation vary through wide 
limits, these depending upon the opinions and experience 
of their builders and tiic class of work the plant is to handle. 
In general, the following units are characteristic of all pres- 
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plants: (I) A rutort house, (2) a pump house or 
mm, (3) a hoUcr house, (4) a machine shop or room and (5) a 
ird for storing, loading, and handling the timber. Some plants 
D alM> equipped with a sawmill for framing the timber prior to 
injcclion with preservatives. The arrangement of these 
Oita in a t>'pical plant ia shown in Fig. 10. Variations, of 
nurse, occur, especially if the plant is to operate a special process, 
r only on a given kind of timber. Furthermore, the cylindera 
Uiy vary in number from 1 to 9 or more, in which case a different 
rangf^ment nf tlie units would be made. 
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The Retort House. — The retort house is built primarily to cover 
and proli-ct the treating cylindora or retorts. In best con- 
■uction it is made of steel, brick, or re-enforced concrete, al- 
I a wooden structure may be used if minimum cost is 
lurpd. To giiani against loss of preservative due io leaks, 
'tritlvnt, tlie floor is sometimes made of solid concrete with 
1 drains to a sewer or underground tank, and de- 
ft that the level of the rails in the retorts will be the same 
,t of the oiitnide tracks. It is well to so construct the build- 
t a free ventilatiuii can be obtained to carry off the vapors 
I frequently arise during the operation and to keep the 
in the house from becoming oppressive to the 




Cor Cylinders}.— -These are invariably built of steel 

i:>-UniIricAl shelb mounted horiaontally upon concrete 

Their diameter varies from about 6 to 9 feet, and lei^th 

about .10 to 180 foet. A good siao ia 7 feet X 132 feet. 

7-foot <Uametor enables a more economic utilization of space 

cylinder than a smaller diameter and is not too lanto to 
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make the handliag of the cylinder cars expensive and clumBy. 
The same reasoning applies to a length of 132 feet or tbereabouta 
The thickness of the metal in the retorts variee from about 5/16 
to 1 inch. Good practice is to use metal of such thickness that 
working pressures of 150 to 175 pounds can be safely used. In 
some cases lower pressures of 100 to 125 pounds give satisfaction. 
The plates of which the retorts are made are riveted with either 
butt or lap j oints. For high pressures the former is the more satis- 
factory. Id order to completely drain the retorts a slight pitch is 
given them. It is very important to have the retorts mounted 
upon iirm piers, or trouble from buckling is likely to occur. If 
the plant is built on marshy ground the piers should be made 
wide at the base and close together or mounted on piles. The 
retort is perforated to admit pipes, gauges and thermometers, and 
often has a small dome riveted on the top and in the middle to 
act as an expansion chamber for the contained sir and oil. 

Retort Thermometer. — The manner of placii^ the retort 
thermometer is very important or incorrect readings of tem- 
perature will result. The bulb of the thermometer should not 
be too close to the shell of the retort but should be at least 2 
inches from it. The thermometer preferably should be inserted 
near the middle of the retort and half way up. In order to be 
sure of the reading a pet cock should be inserted in the ther- 
mometer plate and some oil drawn ofE during the treatment. 
In addition to the directs reading thermometer, recording ther- 
mometers are also highly desirable, as they give a complete record 
of temperature during the entire treatment and enable the 
manager to get an accurate check on his men. Care should be 
exercised to see that the thermometer is properly calibrated and 
guarded against the men tampering with it. By ascertaining the 
temperature at various points in the retort (by means of a 
maximum and minimum thermometer) the thermometer inserted 
in the shell can be calibrated to give the average reading in the 
cylinder. 

Retort Gauges. — These are inserted in the retort to record the 
pres-sures in it, whether above or below atmospheric. They may 
be inserted at any convenient point in the top of the shell. If 
direct reading, the gauges should be protected from injury by 
preservative by means of a water seal or diaphragm. The 
author's experience with combination pressure and vacuum 
gauges has not been satisfactory and it is believed separate gauges 
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use. In one an angle iron is bolted to the seats riveted to the 
shell of the cylinder. The car with its load can float partially off 
the tract equal to the distance between the top of the retort and 
the top of the iron bale or hoop fastened to the car — a apace usually 
of 1 1/2 to 3 inches. As the preservative is run from the cylinder 
the car gradually settles into position on the track. 

In the other two types a projecting fiange is generally riveted 
to the cylinder car, which slides under the guard rail and thus 
prevents the car from floating, the only difference in the two 
types being that in one the projecting flange is riveted on the 
bottom of the car, while in the other it is on top of the frame. 

Retort Doois. — These may be fastened on one or both ends of the 
treating cylinder, depending largely upon the ease with which 
the timber can be handled in the yard. Retorts with but one 
door are entirely satisfactory and in the author's opinion are 
preferable to retorts with doors at both ends. When one door is 
used the other end of the cylinder is closed with a dished head, 
thus saving extra expense and often trouble. Retort doors are 
always fitted to cast-iron or steel rims or " collars" riveted to the 
shell of the cylinder. These collars are machined with a dove- 
tailed groove to hold a gasket against which the "tongue" on the 
door can press. Asbestos rope pounded into this groove and its 
surface kept well lubricated with graphite and oil makes a very 
satisfactory packing. 

There are several types of doors but they may be classed 
into two groups, "spider doors" and "bolt doors." The former 
enable the cylinder to be opened and locked easily and quickly, 
and for this reason are preferred by some. They are, however, 
more expensive than bolt doors and arc more liable to get out of 
adjustment and cause leaks. Two kinds of spider doors are 
generally used. The one shown in Plato VIII, Fig. C, has a 
center screw and lever nut arranged so that each lever has an 
independent connection to the frame. The type shown in Plate 
VIII, Fig. D, is stronger and better constructed and so arranged 
that the levers arc connected to the frame by a continuous- 
flange ring. Both of these types swing on hinges. 

Most treating plants now use some form of bolt door, as the 
small time of opening and closing is not a very important factor, 
their cost is low, and their construction simple and efficient. 
There are several types of bolt doors and several methods of 
atranging the bolts. A good type is one constructed of solid 
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cast steel, with independent Tee-bolts fastened to the cylinder 
and swinging on hinges without a wheel support. This is 
shown in Plate VIII, Fig. E. Doors are sometimes constructed 
of a cast-steel rim to which is riveted to a dished-stccl plate. 
Such doors are hght in weight but not as strong as those of 
solid cast steel. (See Plate IX, Figs. A and B.) In some plants the 
bolts are not mounted to the cylinder but simply rest in slots 
so they can be removed when not in use. This is the cheapest 
construction but not as good as where the bolts are fastened and 
hence always in position ready for use. Bolts with an "eye" 
in place of a "Tee" are also used, being fastened to a ring which 
passes through the eye, which is in turn tapped tu the collar on 
the cylinder. This construction is very satisfactory but has an 
objection in that if one bolt becomes damaged it is necessary to 
remove all those fastened to the portion of the ring on which it 
swings in order to make repairs. However, as such damage 
occurs but seldom and as this construction is cheaper than the 
independent Tee-bolts, it has very much merit in its favor. 

It is very Important to properly imbed the curved iron plate 
or rail upon which the door wheel rolls or the door will either 
jam or not rest on the wheel. Furthermore, improper founda- 
tions will throw the cylinder out of alignment and render the 
wheel useless. 

In order to avoid hinges, doors are sometimes cast without thorn, 
aa is shown in Plate XI, Fig. C. In this case they arc supported 
on a small derrick or overhead track so they can bo swung or 
run out of the way during the transfer of the cars. Further- 
more, they render it unnecessary to entirely remove the nut 
as is done on some of the bolts near the hinge. However, by 
proper design this objection can be remedied on the hinged 
door. 

Retort Lagging. — Practice in regard to lagging or covering 
the retorts to prevent heat losses due to radiation varies widely. 
In northern plants where fuel is high and outside temperature 
at times very low, several plants have covered their retorts and 
tanks and secured very good results. The chief objection to 
covering retorts is the expense and trouble in case of cylinder 
leaks. It is common practice, however, to lag all steam pipes. 
Most plants use exhaust steam to heat these various tanks and 
consider the lagging of the retort unnecessary. It is the author's 
opinion that lagging is desirable and if properly applied will more 
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than pay for itself in a few years. Mr. R. W. Yarborougb con- 
tributed an interesting paper on this subject at the 1911 con- 
vention of the Wood Preservers' Association. Mr. Yarborougb 
roughly estimated that about 2,000,000 B.T.Ub. were lost per 
hour in operating a retort 7 feet X 132 feet, which is equivalent to 
the consumption of iibout 187 pounds of coal. With coal at S3 
per ton, this represents a loss of about 30 cents per hour, or S2.40 
per 8-hour day. It costs about $300 to $1200 to cover a 
7 foot X 132 foot retott, depending upon the kind of lagging uaed. 
Most any fibrous material which is a poor heat conduotor can 
be employefi. Cheap coverings can be made according to the 
following: (1) Sawdust and starch re-enforced with poultry wire, 
(2) cotton seed hulls, (3) mixture in equal parts of lime, sawdust, 
and asbestos, (4) sawdust, tar felt, and wood slats. 

The Pump House or Room. — It is highly desirable to have the 
pumping machinery as close to the retorts as possible, as this 
nvoid.s unnecessary piping and renders the operation more accur- 
ate and less troublesome. (See Plate IX, Fig. D.) In beat practice 
this is accomplished by cither building the pump house adjoining 
the retort house or plac^ing the machinery in the retort house and 
separating it from the retorts by means of a fire wall or partition. 
Fumes arising from the cylinders are thus confined to the retort 
house. Ill the pump house arc installed the force pumps for 
moving the preservatives, vacuum pumps, compressed-air 
pumps, fire pumps, and at times electrical equipment in case the 
plant is to operate at night. Gauges for recording temperature, 
pressure, an<l vacuum in the retorts are also frequently installed 
here, as well an the devices for measuring the absorption and 
consumption of the preservative in the retorts and measuring 
tanks. The arrangement of this apparatus is one of the most 
important features In designing a wood preserving plant. It is 
vrrj' essential to use only high-grade machinery and then, if 
funds permit, provide for duplicate units. Cheap pumps and 
rigid units alwny.s result Jn troublesome delays and repairs, mak- 
ing good work almost an impossibility. Machinery made by 
any high -grade concern can, however, be used, its selection being 
largely a matter of personal taste. Rubber gaskets should not 
be permitted if they are likely to come in contact with creosote. 
Likewise, if zinc chloride is to be used the pumping parts should 
be so constructed that they will not be corroded too rapidly 
and hence cause the pumps to work unsatisfactorily. It ia es- 
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for the hydraulic pump system, but the muntenance ia less, and in the 
long run air is more economical. The following statement will give some 
idea of the relative first cost, which may vary one way or the other, 
depending on local conditions: 

Cost of Aib-fuup Ststsu 
One air pump (capacity 8 cubic feet of oompremed air per 

minute at 175 pounds gauge pressure) 91200.00 

Three pressure-measuring-drain tanks 2000.00 

Piping, valves, etc. (estimated) 400.00 

Total cost of airnydraulic-pump system $3600.00 

Cost of Hydraiiijc Puup Stbtbu 

Three hydraulic pumps $1000.00 

Three measuring tanks 000. 00 

Two drain tanks 400.00 

One low-pressure air pump 500.00 

Piping, valves, etc. (estimated) 600.00 

Total cost of hydraulic-pump system S3400 .00 

With hydraulic pumps there is more machinery to care for, more 
tanks to look after, and more piping and valvea to maintain. There is 
also more work for the engineer, and unless everything is compactly 
arningcd the engineer will require an assistant. With the air pump one 
man can eusily look after the entire operation with greater satisfaction 
and with better results." 

The Machine Shop or Room. — This may be an independent 

building or a room adjoining the retort house, but in either case is 
a very iinportrint clement in a pressure preserving plant, espe- 
cially if the plant is remotely situated. In addition to hammers, 
cbificli^, wrenches, etc., it is very desirable to have a good forge, 
especially for repairing cylinder cars. If the plant is large a lathe 
will also be found handy. Too much attention cannot be paid to 
a good pipe-fitting outfit, and only clean, sharp dies should be 
permitted about the plant. 

The Boiler House. — As a precaution against fire, the boiler 
house should be a separate building situated some distance from 
the treating plant proper. There is nothing novel about the 
construction of the boiler house. A common mistake, however, ia 
to undeiestimate boiler capacity, especially where steaming is 
practised and low temperatures are encountered. A good ratio 
is about 160 H.P. to a cylinder 7 feet in diameter X 132 feet in 
length with a working pressure of 125 pounds. 
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r«rd.^Tbe yard arrangement is one of the moet important 
ituroii of a wood preserving plant. (See I'latoX, Fig. A.) To 
Fp the yard designed in a flexible manner ao any point can be 
nly roaohcd without unnecessary distance, to economize in track 
aipinvut, to allow proper storage for the timber, and ready 
»ns of loading and unloading it is not a problem easy of solu- 
n. Many yards are poorly designed, resulting in an unnec- 
ftry initial expenditure and excessive operating costs. While 
i yard layout will vary considerably depending upon the re- 
iremcnts peculiar to each plant, certain general essentials 
pi i cable to all yards can be given. 

In the first place, the yard should be level, well -drained, free 
n rank vegetation, and if possible covered with cinders. The 
jber fihould be piled off theground at least 8 inch(»*, preferably on 
jsoted stringers, with sufficient apace between the piles to allow 
ee circulation of air and ready inspection. No decayed wood 
[>ut the yard should be tolerated. 

rbo track should Iw well constructed, with good bearing for 

h tie, projierly spaced, in perfect alignment, and even grades. 

e rail should not be too light but should run 60 pounds or over, 

I use a very light rail or old rail badly worn or pitted is poor 

inoiny. So far as possible the track shoidd be straight and 

fi curves avoided. A good working distance between tracks, 

lev to center, is 50 to 70 feet. If the plant is to handle 

tral forms of timber, especially piling, poles, and long dimen- 

I stock, the use of 3-rail track for .standard and narrow 

ice is satisfactory and economical but liable to cause delays. 

only tie* are to be treated, a narrow gauge in the yard proper 

nfEcicDt, standard gauge being used only to tap the main 

Icra of distribution. The number of frogs and crossovers 

I kept to a minimum, but should allow sufficient flex- 

toving trams or cars. The use of a transfer table has 

i by Mr. W. F. Goltra in order to keep the number 

1 to a minimum. There appears much merit in this 

A yard arrangment for a tie plant is shown in Fig. 10. 

Mdiac Dock. — If the plant is to handle large numbers of ties. 

Hiding dock will be found very useful, especially if the plant re- 

! mostly flat cars or gondola-s and the ties are loaded by 

Tbe dimensions of the loading dock will vary, of course, 

I tbe nize nf the plant, but it should have an elevation at 

t equal to the height of tbe floor in freight cars. A loading 
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dock for ties is shown ia Plate X, Fig. B. The loading dock 
enables the foreman to easily keep his workmen in view. 

Methods of Transferring Material in the Yard. — Practice 
varies and opinions differ concerning the best method of handling 
timber in the yard. The tram or cylinder cars are moved in four 
ways: by cables, dummy engines, electric locomotives, and by 
horses or mules. For tie plants where the yard arrangement can 
be simplified, electric locomotives are very satisfactory. For 
general all-around work the dummy engine is satisfactory, as it 
is inexpensive, flexible, and efficient. If properly handled it offers 
no unusual fire risk. When labor is avialable, loading and un- 
loading ties by hand is still best practice, especially when it can 
be done by piece work. Some plants, however, use the locomo 
tive crane moving a whole buggy load of ties at a time. (See Plate 
X, Fig. f.) For timbers which are too heavy to be moved by hand 
theauthor prefers the locomotive crane to any other system, large- 
ly because of its efficiency and flexibility. Stationary derricks 
operated by cables are also satisfactory for heavy timbers, but 
have not the radius of action of the locomotive crane. Traveling 
cranes arc also used by .some plants but like the derrick arc limited 
in their territory. Furthermore, unless the structures on which 
they run are properly braced and mounted on solid foundations, 
they will get out of alignment and cause trouble. In a few treatr 
ing plants small canals filled with water run through the yard. 
The heavy timbers arc rolled off skids into these canals and 
floated to the retort house, where they are placed on the cylinder 
oars by a traveling crane. (ScePlateX, Fig. D.) A few coast plants 
st<»re their heavy timbers as rafts in water— a method which of 
coursopm-ludes any air seasoning. 

Cylinder Cars. — These are also referred to as tram cars, bolster 
ears, retort cars, and "buggies." Three general types are gen- 
erally recognized: (1) a tie ear of rigid construction throughout, 
(2) a swivel or bolster ear which has a pivot bearing to allow for 
long timbers in rounding curve, and (3) a block car for holdii^ pav- 
ing blocks. Two of these types are shown in Plato XI, Fig. A, and 
Fig. B. Thereare two essential features in the proper buildii^ of all 
types, which are often sadly neglected, viz., a heavy, substantial 
construction and a ina.vimum holding capacity. On account of 
thescvere usage to which the ciirs are put, they should bemado very 
strong or they will soon be broken or bent and consigned either to 
the repair shop or scrap heap. Especial attention should be given 
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of preservative forced into the retorta can be read directly. All 
float gauges are in this case done away with. Theauthorprefers 
the two latter designs of constructing tanks of this kiad. 

Mixing tanks are used for making solutions of zinc chloride. 
A substantial construction is to use wood lined with lead. Con- 
centrated solutions of zinc chloride are basic and will attack 
wood. If tar is mixed with creosote the tajiks in which this is 
done are also sometimes called " mixing tanks " and are generally 
built of steel. 

Working tanks are intermediate in size to measuring and stor- 
age tanks and are in common use. They are not used to measure 
absorption but to aid the measuring tanks in filling the retorts 
with preservative. In other words, after the wood has been 
placed in the retorts and the doors locked, the preservative is 
run from the working tank until the retort is filled, after which 
the preservative is drawn from the measuring tank. Working 
tanks are usually built of steel and elevated so that the pre- 
servative can run from them into the retorts by gravity. If zinc 
chloride is used, the tanks are frequently built of wood, as weak 
solutions of zinc chloride will attack steel. In some plants 
working tanks are not used, in which case the measuring tanks 
are made with larger capacity. Working tanks may have from 
about 1 to 3 times the capacity of the retorts. 

Storage tanks, as the name implies, are used to store the 
preservative. There is no agreement as to size, this depending 
upon the requirements of each plant. They are generally located 
some distance from the plant proper as a matter of safety. It is 
well to have the storage tanks at least sufficiently large to allow 
for a month's supply when operating at full capacity. On account 
of their large size, storage tanks are frequently built without a 
roof, evaporation of oil being retarded by means of a water seal. 
Generally the measuring and working tanks are covered. 

Some plants are equipped with receiving tanks, which are 
buried below ground so that the excess preservative in the retorts 
can be drained into them, after which it is pumped back into the 
working or measuring tanks. This enables a quick emptying of 
the cylinders. When the excess preservative is pumped or 
blown back from the cylinders, these tanks are unnecessaiy. 

Because creosote congeals at low temperatures, all of the 
tanks described are generally fitted with steam coils through 
which exhaust or live steam may be passed. Traps should be 
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coupled to the exhaust ends of all these coils. Air is at times 
passed through the storage tanks in order to keep the composition 
of the preservative uniform. 

Ganges and Scales. — Many plants are still careless in their 
methods of measuring absorptions of preservative. Of course, if 
the plant is doing its own work, as in most railroad plaiits, 
accurate measurements of absorption are not as essential as is 
conmiercial plants treating on contract. However, in either 
case, correct determinations are at least desimltlc. Several 
methods of measuring absorption are in practice. The moat 
common is to have a float and tell-tale sliding on a vertical scale 
board, the two connected by a chain or fine piano or annealed wire 
which runs over pulleys. If the float, tell-tale, and pulleys are 
large, operating with little friction, the scale board accurately 
calibrated, the chain or wire protected from the wind, and the 
preservative, if an oil, corrected for temperature expansion, this 
method is simple and gives satisfactory results. Care should be 
taken to agitate the preservative as little as possible in pumping 
or blowing back. 

When compressed air is forced into the top of the measuring 
tank the total absorption may be determined by gauge glasses 
or pet cock fastened to it, and a check on the total amount made 
after the excess preservative has been pumped or blown back 
from the retort. 

If the measuring tank is mounted on a scale, the absorption 
may be read directly from the scale beam in pounds. This 
renders corrections for temperature expansion unnecessary in the 
measuring tank. Another excellent device is to use a mercury 
column set at an angle to the desired degree of sensitiveness. 
(See Plate XI, Fig. C.) Readings in pounds can thus be directly 
and accurately obtained. Care should be taken to keep the oil in 
the gauge pipes liquid and free from air. A very good check on 
the methods just described is to weigh the timber on track scales 
before it goes into the retorts and immediately after it comes 
out. This, doubtless, is the most accurate way of determining 
absorption. It cannot be used, however, if the timber ia steamed 
or boiled in oil while in the retort, as such treatments change the 
weight of the untreated wood. It is by no means easy to measure 
accurately the amount of preservative the charge of wood is 
absorbing, especially during treatment, and this is largely a 
matter dependent upon the skill of the operator. A very im- 
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portant aid in gauging absorption is to have accurate tbei^ 
mometers in all tanks used during the treatment. 

Piping. — Tlie importance of using sharp, clean threads in mak- 
ing pipe connections has already been emphasized. Too much 
emphasis cannot be laid upon this detail. It is also highly 
desirable to make all pipe lines — especially those for trans- 
ferring oil — as short as possible, and to provide a system 
whereby then can be completely drained, with a sump if neces- 
sary. Otherwise, trouble may be experienced with the oil con- 
gealing in the pipes. Another essential is to use only high-grade 
gate valves with replaceable wearing parts in all lines for trans- 
ferring liquid, and to pack these with material not attacked by the 
preservative. A precaution against leaks or breakage is to have 
duplicate valves in all important lines. As considerable dirt, 
pieces, of bark, etc., fall from the timber, all lines transferring pre- 
servative from the retorts should l>e protected with perforated 
plates or screens. A "mud drum" placed below the retorts is a 
good precaution. If these safeguards are not taken, the valves run 
a decided risk of being either damaged or destroyed. 

Shower Baths. — Under best operating conditions a wood-pre- 
serving plant is none too clean a place for workmen. Those 
companies which have installed locker rooms and shower baths 
for their men have found their investment a paying one. Since 
these can be installed at small expense, they are recommended. 

Inspector's Laboratory. — Too frequently an inspector's or 
chemical laboratory is either omitted entirely, or when an at- 
tempt is made to furnish one, it is a good place to avoid. This 
is bad business policy, as the most progressive companies have 
discovered. While, of course, an elaborate outfit is not neces- 
sary, the place should l>e clean, well lighted, comfortable, and 
equipped with proper apparatus. In brief, the inspector's 
lal)oratory should contain a dctaile<l map of the plant, showing 
all valves and pipe lines, with tables giving the dimensions of all 
cs-icntial plant units. It -should have tools, such as rules, tapes, 
a brace and bit, saws, and hatchets, for studying the penetra- 
tions, and standard tobies for ready reference; apparatus and 
chemicals for analyzing the preservative, including retorts, 
flasks, beakers, pipettes, hydrometers, etc., and a chemical 
balance. While not absolutely necessary, a drying oven for 
studying moisture in wood and a refractometcr for studying 
Otis will abo be found helpful. Samples of wood properly iden- 
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ttfied as to kinds and showing proper treatment will also be found 
valuable. Some companies have not only equipped their plants 
with such laboratories, but have furnished a small experimental 
plant. Unfortunately, the press of daily routine almost in- 
variably prevents the operators from carrying on experiments 
in them. 

Fire Protectioa. — The best fire protection lies in proper pre- 
vention through wise design and efficient operation. Under 
such conditions danger from fire is very slight. However, as 
added precaution and to meet underwriters' requirements, a 
good fire pump is highly desirable. In addition, the water stor- 
age tank can be drawn upon. Fire hydrants should also be in- 
stalled in the yard and properly maintained. Some plants leave 
fire lanes between the piles of timber 30 or more feet in width. 
Boxes of sand protected against rain and equipped with shovels 
are an excellent safety factor, as well as hand chemical extin- 
guishers hung at vital points in the plant. 

Lighting Equipment. — As the plants are often called upon to 
run at night, the dynamos should be sufficiently powerful to not 
only light the plant proper but also arc lights in the yard. As a 
general rule, however, loading and unloading of material should 
be confined as much as possible to the daytime, leaving only the 
treatments for night work. 

Sawmill and Block Equipment. — Several wood-preserving 
plants in the United States are equipped with small sawmills to 
frame their timbers before treatment. The framing of such tim- 
bers before the preservative is injected is good practice, as it 
insures a protection to the wood over its entire surface. In fact, 
ideal practice would be to have the timber framed to the exact 
dimensions required so that no cutting or boring would be re- 
quired after it has been treated. There is nothing novel about the 
construction or operation of these sawmills. They can be located 
at any convenient place in the yard and, as a matter of safety, 
some distance from the treating plant. 

The manufacture of wood blocks is almost invariably done in 
connection with the treating plant, the timber being received in 
planks and sawed into the various sizes of blocks required. 
The planks are carried by chain conveyors to the saws, 
which are spaced so as to cut them into the desired depth of 
block. In some plants the saws are all arranged on the same axis 
and the blocks all cut at one time. In others the planks are first 
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cut into smaller planks, which are in turn cut into blocks, it being 
claimed that this economizes in wood consumption, as knots, etc., 
can be trimmed with least waste. The blocks then fall from the 
saws onto a conveyor, which either carries them to a bin, or, 
preferably, direct to the cylinder cars, into which they are dumped 
by gravity. A good design is to have the cylinder ears on a track 
paralleliog the block conveyor. As the blocks are carried along 
the conveyor they can be inspected and all defective blocks re- 
moved. By having small swinging gates along the side of the 
conveyor, the operator can open one, using it to deflect the blocks 
into the cylinder car below, and after this has been filled, dose 
the gate and open the next one situated further on, thus deflecting 
the blocks into the second car, and so on until the entire charge 
is filled. This method works very eflSciently andminimina 
labor. The rate at which the blocks can be manufactured varies, 
of course, upon the size and speed of the machine and depth to 
which the blocks are cut. A good machine, however, should 
turn out 200 square yards of 4-inch, blocks per hour. 

The Chicago Creosoting Company has recently taken out pat- 
ents on a new type of plant for treating paving blocks which does 
away entirely with cylinder cars and enables a decreased cost in 
operation. Their cylinders, which are 11 feet in diameter and 14 
feet high, are built vertical, the blocks being carried on a con- 
veyor and dumped automatically into the cylinder. The treat- 
ment is then conducted in the usual manner, after which the 
door in the bottom of the retort is opened and the blocks fall 
directly into cars for shipment, {See Plato XI, Fig. D.) 

Tie-boring and Adzing Machines.^At present few treating 
plant.s consider tie-boring and adzing machines as a fixed part 
of their equipment. There is no doubt but what such machines 
are a desirable asset to any plant which is treating large quantities 
of ties, and that they will be viewed with increasing favor because 
of the excellent results secured from them. These machines at 
present are generally mounted upon a portable platform such ae 
an improvised box car and are driven by a gas engine. (See 
Plate XII, Fig. A-Plate XII, Fig. B.) The rough ties are placed 
on a conveyor which automatically pa.-*ses the ties through the 
machine, where they arc adze<] and bored. Other attachments 
are sometimes used, such as a device for trimming the ties to exact 
length, and a die or punch which brands them on the ends, this 
giving the date, kind of treatment or species of wood. The ties 
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then pass down a conveyor on the opposite side of the car, where 
they are piled either in stacks or directly upon cylinder cars for 
treatment. The capacity of these machines varies but averages 
about 3000 ties per 10-hour day. The advantages of such treat- 
ment are given in greater detail in Chapter VIII, The total cost 
of adzing and boring ties varies from about 1 1/4 to 2 cents each. 

The Operation of Pressure Plants. — The operation of pressure 
wood-preserving plants varies widely, depending upon local 
conditions, the opinion of the engineer in charge, and the proc- 
esses used. The latter have been described in detail in Chapter V 
but we will discuss here the effect of the various manipulations 
more or less common to all plants. Unfortunately, the amount 
of exact data available is very meager, and results are often se- 
cured without knowii^ why; hence the success or failure of a treat- 
ment depends very largely upon the experience of the operator. 

The Effect of Vacuum. — ^A vacuum may be drawn in the treat- 
ing cylinder before the preservative is admitted, or after the pre- 
servative has been forced into the timber, or both before and 
after. When drawn before admission of preservative, it is re- 
ferred to as a "preliminary vacuum." If drawn after injection 
it is called a "final vacuum." 

As stated in Chapter IV, a preliminary vacuum drawn imme- 
diately after the timber has been steamed helps to dry the timber. 
The reduced pressure in the cylinder lowers the boiling point of 
water and hence hastens the rate with which it evaporates. 
When a preliminary vacuum is drawn on air-seasoned wood it 
also tends to slightly dry the wood and remove an appreciable 
amount of air from it. If, now, the preservative is admitted to 
the cylinder without breaking the vacuum, the speed with which 
the cylinder fills is increased. Furthermore, the preservative 
can usually be forced into the wood in a shorter time and with 
less difficulty. But the most noticeable effect is the manner in 
which the preservative is hold in the wood after the pressure is 
released (Fig. 11), It will be noticed that only a comparatively 
small amount of it rebounds or drips from the timber. The 
absence of large amounts of air in the wood cells is undoubtedly 
the cause of this, since on the release of pressure there is not suf- 
ficient expansion of this air in the wood to force out much of the 
preserving fluid. In order to leave the greatest amount of 
preservative in a given stick of timber, therefore, a preliminary 
vacuum should be used. This fact b of prime importance in 
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treating timbers which are resistant to absorption or when 
lai^ absorptions are desired. The greater the intensity of the 
vacuum, the better will be this result, and, if possible, at least 26 
inches should be obtained. The length of time the vacuum should 
be held depends chiefiy upon the kind and size of timber being 
treated. Porous woods like maple and red oak require a shorter 
vacuum period than resistant woods like hemlock and tamarack. 
Small size timbers require a shorter vacuum period than large 
size. Exact periods for all species and sizes of wood are not 
definitely known. Some attempts to secure data on the rate at 
which a vacuum can be drawn on the interior of air-seasoned 
ties were made at the U. S. Forest Products Laboratory by boring 
a hole to the center of the tie and insertir^ a small pipe connected 
with a vacuum gauge fastened to the shell of the cylinder, 
and thus drawing a vacuum in the cylinder. It was found that 
in the porous woods like red oak the vacuum on the inside ap- 
proached that on the outside much more rapidly than in the more 
resistant woods like hemlock. Of course, it is not necessary to 
secure as great a vacuum in the center of timber as in the outside, 
because the preservative can rarely be forced to the center, espe- 
cially in large-sized sticks, but the closer this can be obtained, the 
more beneficial will be the results. 

To sum up the effect of a preliminary vacuum : 

1. More preservative ie absorbed during the filling of the cylinder than 
when no preliminary vacuum is used (Fig. 12). This is especially true in 
porous woods like loblolly pine. 

2. It reduces the length of time preesure must be held in the cylinder in 
order to secure the desired absorption. This difference is apparently very 
slight in woods of moderate porosity like maple, but considerable in poroua 
or resistant woods like loblolly pine or hemlock (Fig. 12). 

3. It reduces to a minimum the rebound or "kickback" of the preserva- 
tive on the release of pressure in the cylinder (Fig. 12). 

4. It reduces to ft minimum the amount of drip (Fig. 12). 

5. It enables very heavy absorptions to be more easily obtained. 

6. It tends to produce very unequal penetratioiu and absorptions if only 
small amounts of preservative are forced into wood and hence should not be 
used in such cases. 

A final vacuum produces the opposite effect of a preliminary 
vacuum in that it tends to remove the preservative from the wood. 
It is greatly aided in doing this if air is left in the wood or if the 
wood is treated with compressed air before the preservative is 
admitted. The vacuum causes this air to expand and force out 
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the preservative. A final vacuum is drawn either to dry the 
timber and thus reduce loss of preservative through drip, or to 
withdraw a portion of the preservative (see description of " empty- 
cell" processes), or to do both. In the tests referred to above, a 
final vacuum was drawn on some of the ties and its effect in re- 
covering creosote is shown in Figs. 13 and 14. In these tests 
the amount of preservative recovered was about 10 percent more 
than when no final vacuum was drawn, being greatest in woods 
easily treated and least in those which are resistant to injection. 
It should be noted that if a preliminary vacuum is used in con- 
nection with a final vacuum, a very small recovery of oil is se- 
cured, hence in heavy treatments both may be used to advantage. 




Pn m nacr Oj nder 

Fia. 14. — Showing the effect of . 



upon the "kickback" with creosote. 



To Bum up the effect of a final v 

1. It dries the ties and hence reduces drip (F^g. 13). 

2. It removes some of the preservative injected into the ties, although 
this, in iUelf, is apparently not great, but may be appreciable if used in con- 
nection With a preliminary or atmospheric air pressure (Figs. 13 and 15). 

The Effect of Air Pressure- — Air pressure is used either before 
or after the preservative is forced into the wood ; hence, as with 
the vacuum, we have "prehminary" and "final" air pressures. 

Preliminary air pressures are used to force a portion of the 
preservative out of the wood and hence give an "empty cell" 
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treatment. (See Rueping Process.) As would be expected, it 
can be forced more easily into porous than nonporoiis woods. 
If s preservative is forced into wood filled with compressed air 
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and the pressure on the preservative is then released, the nirin 
the wood win expand and force out a part of the preservative. 
StHoe data on the amount thus forced out is shown in Figs. 12 
and 13. It will be noted that the amount of air forced out varies, 
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up to a certain ratio, with the amount of air forced into the wood, 
and that a final vacuum increases this amount (Fig. IS). It has 
been noticed, however, that it takes the compressed air in wood 
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a loiiR time to escape — several days in some cases — and that this 
causes either a large drip or volatilization of preservative or both. 

The effect of a preliminary air pressure is, then, to : 

1. Increase the amount of preservative absorbed during the filling of the 



ilized by Google 



OPERATION OF WOOD PRESERVING PLANTS 115 

cylinder over what is absorbed when only atmospberic pressure is used 
<Fig. 16). 

2. Increase the lei^h of time pressure must be held on the preservative in 
order to obtain the desired absorption. This is but alight, however, in 
broods bke red oak but considerable in resistant woods like hemlock (Fig. 
12). 

3. Increase the amount ot preservative which rebounds or "kickback" 
from the wood on release of pressure (Fig. 12). 

4. Increase the amount of drip (Figs. 12, 13). 

5. Leave a minimum amount of preservative in the wood (Fig. 14). 

A "final air pressure" is seldom used. It was originally ad- 
"vocated to force the preservative deeper into the wood and thus 
produce an "empty-cell" eifect. While it tends to do this to a 
slight extent, nevertheless it exerts a more pronounced action 
in removing some of the preservative. This is probably due to 
the fact that when pressure is released the air escapes from the 
wood and carries some of the preservative with it. 

The Effect of Pressure on the Preservative. — In applying 
pressure to a preservative in a treating cylinder three factors are 
of importance: The intensity of the pressure, the duration of 
the pressure, and the rate at which the pressure is applied. 

In general, the higher the pressure the greater and more rapid 
the penetration. On porous woods, high pressures are not neces- 
sary and, in fact, often objectionable because they force the pre- 
servative too rapidly into the wood and cause irregular penetra- 
tions. With resistant woods, high pressures (175 pounds per 
square inch or over) are also of little value because the resistance 
of the wood is often so great that the application of excessive pres- 
sure — even 500 pounds per square inch or more — is not suffi- 
cient to overcome this resistance. Working pressures of from 
100 to 150 pounds per square inch give most general satisfaction. 

As the wood cells are minute and the channels through which 
the lai^e portion of the preservative passes are frequently micro- 
scopic in size, it is necessary to allow sufficient time for the pre- 
servative to diffuse through them. If the desired absorption 
of preservative is secured in a short period, the penetration is 
apt to be very irregular, whereas if the same absorption is ob- 
tained in a longer period a more uniform distribution is generally 
secured. The ideal result is to have the preservative diffused 
through the wood uniformly and deeply. The application of a 
lower pressure held for a longer time approaches this result better 
than a high pressure held for a short time. Its chief disadvantage 
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is a decrease in the capacity of the plant. The rate at which the 
pressure is applied to the preservative is also important. If it is 
applied rapidly up to the maximum, and the maximiun is high, 
the desired absorption will be obtained in the shortest time but 
at the expense of greatest diffusion. A rapid application of 
pressure with a comparatively low maximum is better practice. 
If, however, the operator wants capacity, and a large rebound or 
"kickback" of preservative after the pressure is released, a 
rapid application of high pressure is the thii^ to use. The erratic 
penetration due to a quick absorption may be compensated for, 
in part at least, if the operator forces into the wood more pre- 
servative than he intends to leave in it, and counts upon the 
"kickback" to remove the surplus preservative. As has been 
shown above, the condition of the air in the timber also produces 
a marked effect upon the amount of preservative which rebounds 
out of the wood when pressure is released. 

Some Common Errors and Difficulties in Operating Pressure 
Plants. — Even in the best equipped and manned plants, mechan- 
ical errors and difficulties in operation are almost daily encoun- 
tered. Without going into the details characteristic of each proc- 
ess, the following general notes may be found of service, particu- 
larly to operators and inspectors. 

Difficulty of Measuring Volume of Charge. — The volume of 
the timber in the treating cylinder could easily be determined, 
irrespective of its form, by subtracting the quantity of preserva- 
tive it takes to fill the cylinder when charged from that necessary 
to fill it when empty, and deducting the volume of the cars, were 
it not for the fact that the wood will absorb the preservative 
while the cyHnder is being filled. The amount absorbed varies 
with the kind and condition of the wood, being greatest in the 
case of porous woods air-dry and least for resistant woods when 
green, but generally ranges from about 5 to 20 percent. Some 
treating plants allow for this "initial absorption," and deduct 
10 percent from the total amount of preservative to be forced 
into the wood after pressure is applied,' There is no satisfactory 
way of determining just what this initial absorption will be, and 
it must be worked out through experience at each plant. The 

1 Some treating engineerB claim that blowing the preservative out of the 
treating cylinder into the measuring tank also blows some of the preserva- 
tive out of the wood, eapecialty if it is porous. As shown above (see "final 
ait pressure"), this is quite likely to occur. 
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rolume of sawed timbers can usually be determined with suffi- 
Uaent. accuracy by direct calculation. 

Expansion of Creosote. — Creosote expands considerably when 
sated, averaging about I percent for every 22 1/2° F. rise in 
mpitnttiirp. It is frequently run into the treating cylinder at 
bout 2(H('' F. and its temperature invariably falls from 10° to 60° 
ftieii it strikes the timber. Unless brought back to its tempera- 
E at entrance this contraction may be charged against absorp- 
Similar errors will be introduced in taking the final reading 
IF absorption when the height of the oil in the measuring tank 
tw the treatment has been completed is subtracted from the 
leight before treatment, unless the temperature at both times is 
B same. It is important, therefore, to keep the temperature of 
! (Ill as nearly constant as possible (with no greater variation 
lan 20° F.) ; or, if this cannot be done, to correct for tempera- 
ture errors l>y using the proper coefficients of expansion. For 
zinc treatments and others of a similar nature such corrections 
need not be made. 

ExpansioD of the Cylinder.— When hot creosote enters the 
com pu rati vi'ly cool treating cylinder it produces an expansion of 
the metal, which is further augmented by an internal pressure 
(ifu-n ft.-* high as 175 pounds per square inch. For acylinder made 
of :i/4-inch boiler steel, 7 feet in diameter and 132 feet in 
iMigth, this increase in volume may amount to about 18 cubic 
feet, etjuivalent to an absorption of about 1187 pounds of 
pnttervative. 

Compression of the Oil and Wood. — When pressure is ap- 
plieil to creosote the oil is compressed. At most, however, this 
can produce only an insignificant error, since creosote under 
ordinary operative conditions compresses less than one-tenth of 1 
prrcent. The error due to the compressibility of the wood is also 
inaiKiiificant. Some tests were made at the U. S. Forest Prod- 
uct« I.nlioratory in which 20 pieces of green red oak and black 
oak, 2 by 2 inches in cross section, were tested in a 100,000- 
pound inachim*. the load being applied radially and tangcntially. 
The average modulus of elasticity was 50.375 pounds per square 
iuclu Oisregurding the longitudinal dimension, the volumetric 
compreMion due to an exterior pressure of 200 pounds per square 
inch ranged from 0,51 to 1.30 percent, or an average of 0.80 per- 
cent. This compression b probably much in excess of that which 
Lakes place in practice, since when wood is submerged in a 
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preservative fluid the pressure is applied from all directions, 
Furthermore, at least a part of this pressure is transmitted tc 
the interior. It would seem, therefore, that the decrease in the 
volume of wood undergoing treatment, due to the pressure 
exerted on it, can be entirely disregarded. 

"Kickback" of Preservative. — When pressure is applied to a 
cylinder charge, the oil, wood, and air confined in the wood are 
under compression and the cylinder is under tension. If the pres- 
sure is released a certain amount of the preservative will be forced 
out of the cylinder, although it remains constantly full. The 
amount of preservative thus forced out will be called the "kick- 
back." It varies with many conditions, and unless provided 
for may result in errors of measurement for absorption of from 
10 to 40 percent. In the treatment of air-seasoned red oak and 
maple ties at the U. S. Forest Products Laboratory by the full- 
cell process it was necessary, after the desired absctrption had 
been reached, to allow from 20 to 30 percent for the oil which did 
not remain in the ties. 

To secure data on the variability of the "kickback" a careful 
series of tests was run on 36 pieces of air-dry longleaf pine. These 
were cut 2 inches by 4 inches by 4 feet, matched, divided intc 
three groups of 12 each, and treated in three different runs in e 
cylinder approximately 18 inches in diameter and 4 feet long 
In all cases the drip was stopped when it amounted to less than 
1/2 pound of creosote in a half-hour period. The runs were 
made as follows: 

Run 1. — No preliminary or final vacuum was used. The 
cylintlcr was filled with creosote in 6 minutes and the oil raised 
to a temperature of 180° F. A pressure of 120 pounds pei 
square inch v/as immediately applied and held for 7 minutes. 
The pressure was then released through the top of the cylindei 
for 15 minutes, after which the cylinder was drained and the 
wood permitted to drip for 121 minut«s, when it was removed 
and weighed. 

Run 2. — After the wood was placed in the cylinder a prelimi- 
nary vacuum of 25 1/2 inches was held for 15 minutes, the total 
vacuum period amaunting to 22 minutes. Without breakinf! 
the vacuum the creosote was then drawn into the cylinder, the 
operation consuming 5 minutes. The temperature of the creo- 
sote on entering the cylinder dropped to 125° F. It was raised 
to 181° F. in 12 minutes, when a pressure of 120 pounds per 
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square inch was immediately applied and held for 3 minutes. 
The pressure was then released for 16 minutes through the top 
of the cylinder, after which the cylinder was drained and the 
wood permitted to drip for 73 minutes, when the chaise was 
removed and weighed. 

Run 3.— A preliminary air pressure of 50 pounds per square 
inch was immediately applied and held for 15 minutes, after 
which the oil was pumped into the cylinder against this pressure, 
the operation taking about 10 minutes. The temperature of the 
oil on entering the cylinder dropped to 156° F. It was then 
raised to 180° F., consuming 9 minutes. During the heating 
period the pressure in the cylinder varied between 55 and 70 
pounds per square inch. As soon as the oil reached 180° F. a 
pressure of 120 pounds per square inch was applied and held 
for 78 minutes. The pressure was then released through the 
top of the cylinder for 14 minutes, after which the cylinder was 
drained and the wood permitted to drip for 128 minutes, when 
the charge was removed and weighed. 

The results of these runs are given in Table 7. It will be seen 
that the "kickback" was least when a preliminary vacuum was 
drawn, and greatest when the cylinder was first filled with com- 
pressed air.' Similar results were secured on full-sized ties, as 
is shown in Figs. 12 and 13. 

To illustrate the possible source of error through this "kick- 
back " on the release of pressure, suppose, for example, it amoimta 
to 20 percent, and the specifications call for a 10-pound per cubic 
foot injection in cross-ties of 3.5 cubic feet each. If the "kick- 
back "is disregarded and the pumps kept running until the gauges 
show an injection of 10 pounds per cubic foot and the pressure is 
then released, only 8 pounds per cubic foot will be left in the ties. 
If, on the other hand, the "kickback" is conKidered, then the 
pumps will be kept running until the gauges indicate an nbsorp- 

' When the preliminary vacuum was drawn, only 3 minutes of oil pressure 
were required to force 12.3 pounds ot oil per cubic foot into the wood, but 
when the cylinder and wood were first filled with compressed air it took 78 
minutes to force 12 pounds of oil per cubic foot into the wood. That the 
preliminary vacuum rendered it easier to force the prcsorvnlivc into the 
wood ia therefore apparent. Aft«r the run the sticks were split and the 
penetration in run 3 was found to be slightly urcater than in runs 1 and 2. 
Furthermore, the sticks in run 3 were treate<l more uniformly thiin in the 
other runs, especially run 2, in which the penetration and absorption were 
vtry irregular. 
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tion of 12.5 pounds per cubic foot, which 
on the release of pressure will leave 10 
pounds per cubic foot in the ties. If 
this "kick-back" is released through an 
underground tank or some measuring 
tank other than the one used during 
treatment (and this is a common prac- 
tice), the chances for error in measur- 
ing the absorption are increased. 

Expansion of Wood. — Another pos- 
sible source of error in measuring ab- 
sorption is the expansion of the wood 
due to raising its temperature. Assum- 
ing the thermal coefficient of linear ex- 
pansion of wood, 0.00001 per degree 
Centigrade parallel to the fiber and 
0.00006 across the fiber' and that the 
wood is raised in temperature 60° C. 
(140° F.) during treatment, then the 
increase of volume in a charge of say 800 
ties will be about 22 cubic feet, equiva- 
lent to about 1,386 pound of creosote, 
or 1.7 pounds per tie. If the wood is 
Tuised more than 60° C. in temperature, 
the volume increase will, of course, be 
greater. 

Extent of Possible Errors. — The ex- 
tent of the various errors possible in 
measuring absorption may be illustrated 
by the following example: Assume the 
treating cylinder to be 7 feet in diameter, 
132 feet long, and to hold a charge of 
800 7-inch by 9-inch by 8-ft. ties; as- 
sume also that 10 pounds of creosote 
per cubic foot are to be injected into 
and left in the ties; that a pressure of 
175 lb. per square inch is used during the 
treatment; that the oil in the measuring 
tank is maintained at 200° F. and is in- 
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ject-od into the wood at 180° F.; and that the normal tempera- j 
turc of the cylinder and wood is 60" F. With all gauges work- 
ing perfectly, no leaks of any kind occurring, all air out of the I 
cylinder when the oil pump is started, and the volume of the i 
ti<« accurately known, the following errors may take place: 



» 



1. CluirgPatilo to contmirtjon in the voluini! of ccvoeaX^ 1.85 

2. Cbnrgmhle to thecxpnnaionof ihe cylinder due to temperature 1.35 

3. CliarKt^ble to the"kii:kbai:ik" (a^^Bumed to be20 percent of the 

nbsorption) , , , , 7.00 

Total positive erroFB 10.20 

4. ChnrKmblc to the expansion of the wood . . 1.50 

Total in oxcraa of apparent absorption 8.7 

Thuti, out of a total specified injection of 10 pounds per cubio ^ 
fcKit, or 35 pounds per tie, 8.7 pounds per tie may be forced ' 
into the rylinder, but either will not go into or not remain in the 
tics, CHiUftiluting a total error of about 25 percent. In plants 
operatinn with zinc chloride, item 1 may be eliminated and item 
3 will be li^s than that given. 

Pari^ of the Preservative. — The composition of the preserva- 
tive^ is subjttct to change so that check analyses of it should be 
made from time to time to see that it meets specifications. 

With creosote, the chief difficulty likely to occur is with the 
water content of the oil. Leaky steam coils, or snow or ice on 
the wood, or water in the wood are all liable to adulterate the 
oil with water. It is not necessary to remove all of the water 
but large amounts (over 5 percent) are objectionable and it ia 
not giMxi practice to allow for this by giving the timber a heavier 
injeirtion. Proper procedure m to remove the water. This may 
bo dune in some cases by allowing the oil to stand for several days 
in a Link,' when the water may be drawn from the top of the oil, 
or by boiling off the water in tanks equipped with steam coils. 
Ill either ease loss of some oil is almost sure to occur. 

It somctimtfs happens that the carbon content of the creosoto 
will increase as it U used over and over again, so that timber 
Lrfat4>d with "old" oil will look rauehblacker than timber treated 
with " fresli " oil. The author has known of inspectors refusing 

■ Some pngincrrs alternately beat and cool the oil several times before , 
dr.kwttix off Uie water. 
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to accept treated timber because it did not look "black," Free ^« 
carbon will not penetrate wood, has no preservative value, and J 
detracts from the quality of the oil. About the only practical J 
way to guard against too large a percentage of free carbon is to-^ 
be careful in the purchase of the oil. 

It is also asserted, at times, that the compoution of creosotes- 
changes because that portion of it which enters the wood and a 
then redrawn carries with it some of the soluble constituents in. 
the wood. While there is a possibility of its doing this, careful 
tests have failed thus far to show any marked changes in the oil 
due to this cause. 

Solutions of zinc chloride also need careful attention. Commoa 
practice is to place a hydrometer in the solution and if tt shows 
correct gravity to assume the strength to be correct. This prac- 
tice is subject to error because foreign substances such as other 
inorganic salts or materials dissolved from the wood may change 
the gravity. Some careful testa made at the U. S. Forest Prod- 
ucts Laboratory have also shown that the strength of a zinc- 
chloride solution may be changed by successive treatmenta, the 
solution tending to weaken. 

PoUutioa of Streams. — Complaint has been made agaiast soma 
treating plants because they polluted streams with waste oil. 
This comes largely from the cylinders and steam exhausts. Of 
course, no plant is going to deliberately waste preservative and. 
it is believcti that such complaints can be entirely avoided as they 
are indications of bud management. The use of a final vacuum 
in drying the timber, an<I attention to steam coils to see that they- 
do not leak, will remedy much of the difficulty. All drains can. 
l>e carried to a common settling tank, where by a system of over- 
flow chambers arranged in the tank practically no oil will escape. 

Inspection of Treatments. — Controversies between purchasers 
of treated timber anti operators of treating plants over the in- 
spection of treatments have been no more common than in other 
industries which are of comparatively new growth and where so 
many factors are involved, l>ut much needless dispute has oc- 
curred because one party or the other has not been sufficiently 
trained to recognize legitimate demands. Attempts to cover up 
fraudulent work have, of course, been made and probably will be 
as long as the indu.stry exists, but such cases are decidedly in the 
minority, for corru[)t practice sooner or later becomes generally 
recognized and eventually kills itself. 
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Much of the trouble can be laid entirely on the purchaser, who 
frequently inaists upon impractical specifications and unattainable 
results. It is the author's opinion that considerable freedom 
should be given the operator as regards the details of tho treat- 
ment, and that only a few essential features need be required. 
Wc will attempt to give here only those which are more important 
and applicable to general conditions. 

First, perhaps, comes the wood itself. It should be reinem-- 
bcred that wood is a product grown under a wide variety of con-i 
ditioiis and hence varies greatly in its structure. It ia practically 1 
impossible t.o get two pieces which are alike, and therefore spec!- J 
limtioiis for wood should not be too stringent. It is reasonable to f 
expect, however, that only sound wood be furnished. In thial 
connection, wood which is sap-stained should not be confused 1 
with wood which is decayed. In specifying rings per inch, knots> j 
crooks, tapors, etc., care should be exercised so that the speci-J 
ficatiooa are reaitonahk: and do not require the rejection of large I 
quantities of good material. As regards the kinds of wood, the 
spcciljcationa should recognise that the same kind may go under a 
Tariety of names; hence no chance for misunderstandingshould be 
Ml. 

The com/Hmtion of ike prfmnative to be used should be clearly 
stated and also its method of analysis, and the inspector should be 
granted permission to take samples for analysis as often and from 
whatever sonrcu he pleases. Uequirements in this regiu-d can be 
made fairly rigid. 

Tlw-' treating operator can also be held to have^his^plant^ ia 1 
fit condition for accurate work, and if considered necessary the i 
inspn^tor can measure all essential pieces of apparatus in ordfT | 
to m.-Uio sure the dimensions furnished are correct. Errors I 
in opi'tation already described should be recognized, so that they I 
ean be taken into account in making determinations of absorption, f 
An for the treatment proper, the essentials tosirecify are the maxi- 1 
mutn Umpcratures to bo used and the absorption of preservative I 
required. This should he final abnorption, or the amount of pr&. I 
aervativo actually In the wood at the time it is removed from the' J 
cylinder, free from drip. Because wood varies so, it should notJ 
be 4apccted that all pieces are to have the sarne obKorption. TliC] 
mmy vary widely. In all ea.ses, as deep anil uniform a penetrax 
tJDn as possible should be required, and the inspector should^ 



ilized by Google 



124 THE PRESERVATION OF STRUCTURAL TIMBER 

know what is possible before he attempts to pass judgment on tbe 
results. A complete penetraiion of all sapwood should always be 
secured and the specifications should be so framed as to admit 
of this. Woods which vary widely in their resistance to injection 
should not be treated in the same charge; neither should the 
mixing of green and seasoned wood in the same run be allowed. 
In all cases the difference in the height of the preservative in the 
measuring tank before and after the treatment has been made 
should furnish the final basis for determining the absorption 
secured; or if seasoned wood is treated, the weights on the track 
scales should be used. Sources of error due to friction of gauges, 
differences in temperatures, etc., should be carefully considered 
in determining final absorption. 

The Cost of Pressure Plants.— The cost of pressure plants is 
exceedingly variable even for plants of the same capacity. Any 
estimate, therefore, must bo considered with a wide latitude. 
The variations in cost are due largely to the type of buildings, 
the number of processes practised, the yard layout, and local 
soil and surface conditions. The author knows, for example, 
of two plants with cylinders approximately 6 feet 2 inches in 
diameter by 132 feet in length, equipped to treat timber by 
the same methods, one of which cost $65,000 and the other 
$170,000 complete. 

With these variations in mind, the following estimate of a 
2-cylinder plant with cylinders 7 feet in diameter by 132 feet 
in length, equipped to treat by any standard process and of 
first class construction, is given: 

Track and KriiliiK 135,000 

Retorts Willi nil piping iiistiilled 13,000 

Throe 150 H.P. boilers complele 4,000 

Scwere 1,500 

Buildings 30,000 

Pumps (compressor, vneuum, hydraulic, sorvice) 5,000 

Piping, valves, complete 7,000 

Fire hydrants and equipment ... 3,500 

Electric plant complete 4,000 

Miscellaneous plant items 4,000 

One 12-ton locomotive cr,ine . 4,200 

One dummy engine, 3,000 

Cylinder cars (190) 8,500 

Total $I22,700»' 
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Through the courtesy of the Allis-Chalmers Company, the 
author is able to give Table 8, which contains estimates of the 
cost of wood preserving plants of various capacities. The plants 
given in the table are arranged for either the Burnett, Wellhouse, 
Bethel, Kueping, Lowry, or Card process. In using this table, 
variations of at least 20 percent either way can be expected. 
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CHAPTER VIII 

PROLONGING THE LIFE OF CROSS-TIES FROM DECAY 
AND ABRASION 

Selection of Species. — At the present time, practically any 
kind of tree which is large enough to make a cross-tie is used for 
this purpose. The result is a great variety of ties differing 
widely in their properties. It stands to reason, therefore, that 
the service obtained from ties must be very erratic. The diffi- 
culty now generally experienced by many American railroads to 
secure adequate supplies of good ties makes it imposdble to be 
too stringent in specifying the kinds of wood which will be used. 
If planting trees for ties becomes general, the question of proper 
selection of species will be a very important one, but at the pres- 
ent time this feature is recognized only in the price paid for ties 
and no special selection is made. 

Common practice now consists in dividing the various kinds of 
ties into two groups, viz., ties to be used without preservative 
treatment and ties to be treated. The former group includes 
those woods which are naturally durable, the latter those which 
if placed in a track untreated would decay in a few years. 

The ideal tie for use without treatment is one which is not only 
very resistant to decay but which is hard and will hold spikes 
and resist rail cutting without serious splitting or checking. Of 
our more common American woods, black locust and white oak 
best meet these requirements. Redwood, cedar, and cypress 
are very durable but are inferior to black locust and white oak as 
regards strength. 

If the tie is to be treated, the prime qualities are strength, 
hardness, and permeability. Red oak, maple, birch, beech, and 
elm best ful611 these conditions. A large variety of other woods 
are, of course, also used, chief among which are the pines, firs, 
spruces, gums, hemlocks, chestnut, and tamarack. Irrespective 
of marketing conditions, the value of those woods for tie purposes 
depends directly upon their ability to meet the requirements 
just mentioned. In other words, a wood which is hard and por- 
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OU8 18 more valuable for a "treatment tie" than a wood which 
is soft and resistant to impregnation, and should therefore com- 
mand a higher price. Maple, for example, is worth more for a 
cross-tie than white pine or spruce because, when treated, it will 
give better service. 

Unfortunately, conditions are still such in our country that 
many trees are cut for ties which ought to be cut for more valu- 
able products such as veneer or lumber. Black walnut, cherry, 
and hickory are conspicuous examples. Where these trees occur 
scattered in forests or woodlots, it is often easiest to market them 
in the form of ties, but whenever possible, they should not be 
used for this purpose, as it results in a distinct economic loss of 
valuable material. 

Hewed Versus $awed Ties. — Approximately 75 percent of ail 
tics purchased are hewed. In the tie industry as a whole the 
methods of manufacture are undergoing no general or perma- 
nent changes. The probable reasons are that the railroads 
obtain, either directly or indirectly through tie companies, a 
large proportion of their ties from farmers and small holders of 
timber who cannot afford to saw them, and also because the im- 
portance of utilizing timber to the best advantage has not yet 
been keenly felt. Under certain conditions the sawing of ties 
may be impracticable, as when, for example, only a few trees 
suitable for cross-ties are available, or when ties are cut from tops 
of felled trees. In such cases it is much better to utilize the wood 
by hewing it into ties than to leave it in the forest. The claim 
is often made that hewed ties are more durable than sawed ties 
because they shed water better. Nothing ia known by the U. S. 
Forest Service to substantiate this impression. Even if untreated 
hewed ties should be more durable than sawed ones, this advan- 
tage disappears when the ties are treated. On the other hand 
there are many serious objections to the use of hewed ties, and 
these will increase in importance in direct proportion to the num- 
ber of ties treated with preservative. Chief among these objec- 
tions are (1) unequal bearing afforded tie plates and rails, (2), 
lack of uniform volume, and (3) unnecessary waste of valuable 
material. 

Bearing Afforded Tie Plates and Rails.— The heavy tonnage 
on American railroads necessitates the use of some form of tie 
plate on practically all first-class construction. Hewed ties 
seldom offer a uniform bearing surface to the plate or rail, and 
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unless specially adzed before placement soon wear unevenly and 
must be removed. An inspection of test ties on the Chicago 
& Northwestern track showed in many cases that one edge of the 
plate had cut into the tie to a depth of over 1/2 inch, while 
the other edge was not even flush with the surface. With sawed 
ties the bearing over the surface is more uniform and rail cutting 
is considerably reduced. The introduction of tie-boring and 
adzing machines is doing much to improve the bearing of plates 
on the ties and should cut down mechanical wear appreciably. 

Uniformity in Volume. — Since tie inspectors offer no objec- 
tion to, but rather favor, ties of greater dimensions than those 
specified, the tie manufacturer rarely hews a large log to the 
standard size. Thus the cubic content of hewed ties may vary 
from that of the uniform dimensions allowed to about twice the 
size specified. Practically all contracts for treating ties state 
that so much preservative shall be injected per cubic foot of 
wood. With hewed ties no treating plant knows accurately 
what this volume is until after the ties have been treated. To 
obtain the total quantity of preservative to be used, it is custom- 
ary to figure that a tie will contain a certain amount of wood, 
and to multiply this figure by the number of ties and the amount 
of preservative to be injected per cubic foot. For example, to 
figure the amount of creosote needed to treat 1000 cross-ties 
6 inches by 8 inches by 8 feet with 10 pounds of oil per cubic foot, 
the calculation would be 1000 X 2.67 X 10 = 26,700 pounds. If 
the hewed tics average 3.2 cubic feet, though figured as of 
standard size, the total amount of preservative would be the 
same, viz., 26,700 pounds, but the amount per cubic foot would be 
only 8.3 pounds instead of 10, as specified. Sawed ties are cut to 
more exact dimensions, and errors of this kind are improbable. 

Waste of Material. — To hew a tie necessarily entails an enor- 
mous waste of material. Based on actual field data the waste 
by hewing varies from 25 to 75 percent' (Fig. 17). Logs 15 
inches in diameter furnish, as a rule, only one hewed tie, but if 
sawed they furnish two. Whenever possible the tie hewer selects 
trees of about 12 or 14 inches in diameter. The waste of wood 
each year in the United States from hewing ties amounts to about 
285,000,000 cubic feet, a quantity equivalent to about 80 percent 
of the total amount of pulpwood used in the United States in 

' U. S. Forest Service Bulletin 64, "Loblolly Pine in Eastern Texas, with 
Special Reference to the Production of Cross-ties," by Raphael Zon. 
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1909. This is an absolute waste, as it is not even used for fuel. 
(See Plate XIII, Fig. A.) 

Form of Cross-ties.— Practically all of the wooden cross-tics 
now used on steam railroads in the United States arc rectangular 
in cross section. Their size is by no means uniform, varying in 
width from 6 to 10 inches, in depth from 6 to 7 inches, and in 
length from 8 to 9 feet. These ties are sometimes cut either with 
a saw or axe on all four sides (see Plate XIIl, Fig. B), in which 
case they are said to be "squared." In many cases only the top 
and bottom are cut, leaving the sides the natural shape of the tree. 
When thus made from small trees the ties are called "pole ties." 
In Europe a large number of ties are cut larger on the base than 
on the top and are commonly referred to as "half-round ties." 




Fi«. 17. — Ideal economy in manufacturing a cross tie. A = tie 6 X 8 
inches; B •• board 7 inches wide; C. C. = boards 5 1/2 inches wide; D = 
board 9 1/2 inches wide; E = board 7 1/2 inches wide; F = board 3 inches 
wide. (Diagram courteay of the Forest Service.) 

Such ties are also used to a limited extent in our country, (See 
Plate XIII, Fig. C.) One railroad uses a form of tic which will 
economize in timber by cutting them triangular. (Pee Plate 
XIII, Fig. D.) It is believed that the form of cross-ties, especially 
as regards the distribution of the sapwood on them, is very im- 
portant and an item too frequently overlooked in track con- 
struction. It is just as logical to specify how ties to be treated 
shall be sawed or hewed as regards their sapwood content and 
its distribution, as it is to specify a difference in price due to 
a difference in the kind of wood. Exceptions of course occur, 
as, for example, in those ties whose heartwood treats as easily 
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as the sapwood. Sapwood is easy to impregnate with pi9> 
scrvatives, while the heartwood is generally very rcsistaat. 
This difference in the resistance to treatment between the 8 
and heartwood of the same tie is often very much great« 
the difference in treatment between two ties of widely ti 
varieties of wood. In certain specica like tlic n-d oak, hei 
and the ash, this condition is not true, but in the majority of J 
it is. With most ties composed of part heart and part sapfl 
wlien placed in a cylinder and injected with a preservative, 1 
if not practically all of the preservative will go into the aapv 
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To secure best results it is of considerable importance, there 
to specify how this sapwood should be distributed. The best 
kind of cross-tie intended for treatment is one which baa a unifonu 
distribution of sapwood on all surfaces (Fig. 18 C). 
this kind can be very efficiently protected against decay. I 
fortunately, only a comparatively small number of ties i 
this kind, and even those that are, are usually of low crusol 
strength. By far the largest percentage of ties now used are 
composed moatly of heartwood or needless sapwood, as shown ill 
Fig. 18 A and Fig. 18 B . When ties of this kind are treated B 
ing to the ordinary run of specifications, practically all < 
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preservative will go iDto the sapwood, leaving the heart faces with 
only a superficial peDetration. The greatest wear on a tie comes 
on its face immediately under the rail or plate. This is the por- 
tion which should have the greatest and not the least protection 
against decay, as now generally occurs due to the present methods 
of manufacture. If ties of the type shown in Fig. ISA and Fig. 
18B are treated, they can unquestionably be made to absorb the 
amount of preservative specified — say 10 pounds per cubic foot — 
but most of the preservative will be in those portions of the tie 
where it will do the least good. If, now, these ties were sawed 
as indicated by the dotted lines in the sketch, it would be possible 
to secure just as long a life from them with a much less consump- 
tion of preservative. 

For example, consider a modern treating plant having an 
output of approximately 800,000 ties per year: If the ties are im- 
pregnated with 10 pounds of creosote per cubic foot, the oil costr 
ing 6 cents per gallon and the ties containing approximately 3 
cubic feet, the total amount of the oil used would be approxi- 
mately 24,000,000 pounds. If, now, the ties had been cut as indi- 
cated in the sketch, it would be possible with a consumption of 
about 6 pounds of creosote per cubic foot to protect them as 
efifectively as with 10 pounds in the former case. This would 
result in a net saving of approximately 4 pounds per cubic foot 
or 12 pounds per tie, equivalent to about 9 cents per tie for cost 
of preservative, or $72,000 in one year's operation. 

There are other ways in which this point could be argued. 
For example, if this unnecessary sapwood were removed, could 
not the life of the tie be increased over what it would have been, 
provided the quantity of oil injected in both cases remained the 
same? A company would be justified in paying more for prop- 
erly sawed ties intended for treatment than for ties which arc 
improperly sawed or hewed, especially when the treatment is one 
usmg straight coal-tar creosote. It is the author's opinion that 
roads using this method of treatment could very well affor<l to 
insert another clause in their specifications for cross-ties, concern- 
ing the amount and distribution of sapwood, and oven go to (he 
extent of paying a higher price for ties in which the sapwood was 
properly distributed. They would thereby save an appreciable 
item in the cost of treatment. The roads which do not use 
treated ties or which adhere to a zinc treatment would not be 
benefited to the same degree by a requirement of this kind. 
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Such procedure would simply be a step in advancing the increased 
efficiency with which cross-tiea can be utilized, with a view to 
decreased cost in track maintenance and operation. The diffi- 
culties in putting it into practical use would, in some cases, be 
unsurmountable, but where conditions of production are such 
that a requirement of this kind could be employed, it is believed 
its adoption would unquestionably result in decided profit. 

In Fig. 18, A, B, and C, represent the cross sections of three 
ties, the shaded portion being sapwood and the white, heart- 
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Fio. 19. — Effect of the form of |iilin(f upon the rata of seasoning of lodge- 
pole-pine tics. 

wood. The dotted lines show how these ties could be improved 
t>y slabbing the sides. 

If impregnated with creosote, tho tics would appear as in Figs. 
18 D, E, and F. Note tlie heavy impregnation on the sides and 
the very slight impregnation on the faces in Figs. 18 D and E. 
Figs. 18 G and H show ties A and B slabbed on the sides and then 
impregnated with creosote. Note the even distribution of the 
preservative and the heavier injection on the faces than in D and 
E, thereby giving greater protection to the tic where it is most 
needed and at the same time consuming less of the preservative. 

Stacking Ties for Seasoning. — Different kinds of wood and 
climate require different methods of piling. The closer the ties 
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are piled the slower will be their loss in weight. In no case should 
more than two ties in a pile come in contact with the ground. 
The most open form is the triangular one, which can be rapidly 
made and is well adapted for use along the right of way. It 
should not, however, be used for many hardwoods cut in summer, 
since these will check badly. Good forms of piles are the 7 by 2, 
7 by 1, and 8 by 1. (See Plate XIV, Fig. A.) These are well 
adapted for softwoods and for most hardwoods cut in summer. 
They are easy to build and permit of free circulation of air. 
When it is desired somewhat to retard the rate of drying, the 8 
by 2 or the 10 by 1 form should be used, or if these are still too 
open, the 7 by 7 form. An advantage of the 7 by 1, 8 by 1, 10 
by 1, and similar forms is that no tie lies flat on another, thus 
giving an easy run-off for rain water and a free circulation of 
air. In practically no case should untreated ties be piled solidly 
9 by 9, since such forms are exceedingly inefficient in regard 
to seasoning and invite decay. The effect of the form of piling 
upon the rate of seasoning is shown in Fig. 19. 

Though the U. S. Forest Service has made many tests to de- 
termine the effect of different forms of roofs on the seasoning of 
ties, the data secured are not conclusive. However, a slanting 
roof of ties is fairly efficient in shedding water, and when not re- 
quiring too much additional labor can be employed advantage- 
ously. 

Ties cut from conifers are less likely to check during seasoning 
than ties cut from broadlcaf trees, and in consequence can be 
piled more openly. 

If ties are seasoning too fast they should be piled closer to- 
gether (see Plate XIV, Fig. B) ; if seasoning too slowly they should 
be piled more openly. Ties cut in winter can be piled more 
openly without danger of checking than ties cut in summer. 

The length of time ties should season before treatment will 
vary primarily with the species of wood, form of pile, and period 
of the year. In general, ties cut in spring and summer will be 
seasoned sufficiently for treatment by the end of the following 
autumn; ties cut in early spring will be seasoned sufficiently by 
the following early autumn; the seasoning period varying from 
about 2 to 4 months. Ties cut in autumn and winter will be 
sufficiently seasoned by the end of the following spring, the period 
varying from about 5 to 8 months. The periods necessary 
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to season denne ties like the oaks will generally be from 2 to 
3 months longer than those just given. 

Figs. 20 and 21 illustrate these conditions; Fig. 20 representing 
red gum ties which season very rapidly and Fig. 21 red oak ties 
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Fio. 21. — Riitc of seasoning of reel oak tics. 

which season slowly. Both figures show the accelerated drying 
in the warmer months and the retarding action of winter. 

Grouping Ties to Secure TJnifonu Treatment. — The importance 
of properly grouping ties before placing them in the treating 
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cylinder cannot be overemphasized. If ties offering unequal 
resistance to penetration are treated at the same time, those 
offering the greatest resistance will take practically no pre- 
servative, while the others will get it all. Consequently, if ties 
so treated are placed in a roadbed, the ones heavily injected will 
outlast the others and the wear on the track will not be uniform. 
Furthermore, when the ties inadequately treated decay, the load 
which should be borne by them will be transferred to the sound 
ones, hastening their mechanical destruction. Thus much of the 
preservative will be wasted, since there is no economy in pre- 
serving ties from decay after they have been worn out. The 
aim, therefore, should be to have the ties depreciate uniformly, 
and this can largely be brought about by grouping them in such 
a manner that they will receive equal amounts of the preservative 
uniformly diffused. Many tie plants already realize the import- 
ance of groupii^, and consider the added expense more than justi- 
fied by the results secured. 

The chief factors which determine the ease with which ties 
may be impregnated are (1) the species of wood, (2) percent of 
sap and heartwood, (3) moisture content. The less important 
are conditions under which seasoned, time of cutting, and con- 
ditions of growth. 

Species of Wood. — It haa been explained in Chapter III that 
the species of wood differ greatly in their physical properties and 
that this difference accounts in a large measure for the variable 
results secured in preservative treatments. 

Interesting experiments on 20,000 ties to ascertain the absorp- 
tive properties were made by Mr. F. J. Angicr in 1908-09 at the 
treating plant of the Chicago, Burlington & Quincy Hailroad, 
using the zinc-creosote process. The results are summarized 
in Table 9. 

Class A includes ties absorbing less than 22 percent of their 
volume; Class B, ties absorbing between 23 and 30 percent; 
Class C, ties absorbing more than 30 percent. In all cases the 
ties were kept in the cylinder until no more preservative could be 
forced into them. With hardwoods, such as oak, hickory, ash, 
beech, etc., the pressure was 175 pounds, but with softwoods 
this was reduced to from 125 to 150 pounds per square inch. In 
both cases the pressure was held for from 2 to 5 hours. No sepa- 
ration of the ties was made on the basis of their proportion of sap- 
wood and heartwood, but about 75 percent of them were hewed. 
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Kind of wood 


Number 
ti«iu»d 
in the teiU 


Ab.orptioo 
of votuine 


inyiTd 


Beech 

Oak, red 


2,481 

3,112 

1,364 

671 

411 

2,329 

731 


21.8 

20,9 
20.7 
19.5 
18.8 
17.1 
14.2 


15 
6-15 
8-15 

10 

2- 8 

6-8 

7 








Oak, white 


Ci-AaaB 1 




691 

1,348 

364 

318 
928 
345 


28.3 
26.8 
26,6 
23.0 
23.0 
22.6 


15 

7- a 

7 

2- 6 

5-9 

12 




Sywimorc 


Aah 


Chestnut 


Class C 










2,192 

872 
662 
626 
599 
775 
790 


36.9 
36,6 
35,4 
34,9 
33 1 
33,0 
30 7 


5- 9 
7-15 

7- 8 

6- 9 
6 

6- 9 
8 












Tupelo Kuiii 



Proportion of Sapwood. — As has been stated, tbe sapwood of 
practically all woods native to the United States readily absorbs 
preservatives. The heartwood, however, is much more resistant, 
BO much so in some cases that no effective treatment is possible. 
Two hundred maple ties tlioroughly air seasoned {the moisture 
content ranging from 24 to 39 percent) were treated by the full- 
cell and Burnett processes at the U. S. Forest Products Labora- 
tory. It was found that of the tics given a full-cell treatment, 
those containing 43.7 percent sapwood absorbed 10.48 pounds of 
creosote per cubic foot, while those containing 82.7 percent of 
sapwood absorbed 17.40 pounds per cubic foot. In the Burnett 
treatments the difference was not so pronounced. Ties contain- 
ing 46.2 percent sapwood absorbed 19.7 pounds of solution, 

'Proceedings of Wood Preserver's Assn., 1911. 
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while those which contained 80.5 percent absorbed 22.5 pounds. 
Because of this difTerence in the absorption by sapwood and 
heartwood, ties wnich contain large amounts of sapwood should 
be treated separately. Differences in absorption by ties of the 
same species, but with varying proportions of sapwood, are 
often greater than in the case of widely different species. If the 
ties are "pole" ties, it will be found that those of certain species 
almost invariably fall in the same class when graded with refer- 
ence to the percent of sapwood. The grouping will be approx- 
imately as shown in Table 10. 

s Based as Their Sapwood 



IT^.tl X^n M ™ '" -i''"' <""" "'.n 20 p«- 
WLiUi lie- ui« JU pet ^^^^ ^^^ ^ ^^^^ ^ ^^ 


tiroup III 
(more thnn SO pemnl of 










Oaks. 


Longleuf pine. 


Shortleuf pine. 


E>ougUs fir. 


White pine. 


Lohlollv pine. 


Cedar. 


Hard maple. 


Western yellow pine. 


Clipstnut. 


White elm. 


Cv press. 




Red elm. 


Lodgepole pine. 


Hemlock. 




Tupelo Rum. 


Spruce. 




llwl gnni. 
Sycamore 
Toplar. 
Soft maple. 
Ited birch. 
Hickory. 
Ash. 
B«-H.. 



This grouping does not, however, in all cases accurately rep- 
resent the relative resistance to penetration of tlie various 
species. For example, red oak, because of its i>orous nature, 
can readily be penetrated to the center, and thu,=i, in spite of its 
comparatively small amount of sapwood, would be grouped with 
ties of a structure resembling the elms. Also, the sapwood of 
soft maple, hickory, ash, and beech is more resistant to treatment 
than that of the other species mentioned in Group III. 

If ties are cut from logs larger than 12 to 14 inches in <lianictor, 
as is usually the case with sawed ties, the percentage of sapwood 
may range from zero to the maximum shown in the table; hence 
the grouping of such ties may be different from that given. For 
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example, sho'rtleaf pine ties cut with little or nosapwood would fa]] 
in Group II, hard maple without sapwood in Group I, Sapwood 
can be distinguished from heartwood by its difference in color, and 
it is as a rule easy to separate ties into groups according to their 
sapwood content. Such a separation will undoubtedly assist 
in a piopcr grouping of tics for treatment, but before this group- 
ing can definitely be decided upon as the best, considerably more 
experimenting will be necessary. 

Moisture Content. — When ties are green the cell walls and 
many of the cell spaces are filled with water. T^o properly inject 
a preservative, at least a part of this water must be removed, and 
the extent to which it has been removed governs the amount of 
preservative which can be injected. It is important, therefore, 
that all of the ties to be treated at one time should have approxi- 
mately the same moisture content. One of the most practical 
ways of insuring this is to pile the ties in the yard and thoroughly 
air-season them. 

The conditions under which ties season effect the uniformity 
of the treatment. Ties seasoned too rapidly are likely to "ease- 
harden," which makes them more difficult to impregnat* and 
affects their strength. Moreover, whether ties are seasoned with 
the bark on or off affects the treatment. It is good practice to 
season all ties to be treated in one charge under the same condi- 
tions. 

Cutting Season.^ — The time of year the ties are cut also affects 
the uniformity and degree of treatment. Several tramloads of 
hemlock ties cut in the summer, fall, and winter were first air- 
seasoned and then treated with zinc chloride, with the results 
shown in Table 11. 



Table 


11, 


-Effect of 


THE Season o 


r CuTTiNO 


ON THE Ab- 






BOHPTIOS OF pREaEBVATIVE 








I " 


ight per cubic (oo 


SDlut 


ot, per cubic toot 






1 


Pounds 




Pounds 


Summer 






33,4 




12,9 


Fall. . . . 




. ..I 


36,2 




10,0 


Winfpr .. 




1 


37 3 


' 


8,9 



It is probably safe to say that, aside from moisture content and 
case-hardening, the effect of the time of cutting on the penetra- 
tion and absorption of preservative can be neglected in commercial 
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work. Good practice consists in cutting all ties in winter or late 
fall whenever possible. 

Conditions of Growth. — The arrangement of the cells in the 
same species of wood grown under different conditions may differ 
to such an extent as to cause variability in the results of the treat- 
ment. When that is the case, the ties should be grouped sepa- 
rately. For example, a plant receiving red oak ties from the 
South may find it advantageous to group them separately from 
those received from the North. Moreover, ties cut from various 
parts of the tree treat differently. 

Although the above considerations sound very complicated, 
they are not difficult of practical execution. It goes without say- 
ing that the careful grouping of ties for treatment costs more 
than not grouping them, but there is no doubt but what it will 
far more than pay in the long run. This is particularly true for 
treatments with creosote where the amount of preservative 
forced into the ties is not the maximum amount they will absorb 
but the amount called for by the specification. Grouping is 
least essential when the ties are impregnated with a solution of 
zinc chloride, which can be forced into them until there is no 
more absorbed or until the point of refusal is reached. 

Protection from Abrasion. — It has been estimated that from 
10 to 75 percent of unprotected ties fail by rail and spike cutting;' 
the former figure referring to hard, quick-decaying ties like maple, 
the latter to durable, soft ties like cedar. Since the number of 
treated ties is increasing annually, this percentage will also in- 
crease rapidly unless improved methods of fastening rails are 
generally adopted. Already the amount of preservative injected 
into ties is in some cases reduced because it is claimed to be more 
than is necessary to prevent decay throughout their mechanical 
life. With increased mechanical life of the tic the efficiency of 
the preservative treatment may also be increased. 

The most practical means of reducing the mechanical de- 
struction of ties are through the use of tie-plates and improved 
forms of spikes. 

Tie-Plates. — Tie-plates are designed primarily to (1) distribute 
the impact and compression of trains over the tie; and (2) absorb 
the grinding action of the rail. 

If the tie-plate is too light it will soon buckle, or if its bearing 
surface is too small it will become embedded in the tie. In 

■ProoeedingB A. R. E. aod M. of W. AsBodation, Vol. 9, 1908. 
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either case the value of the plate is reduced. It is essential, there- 
fore, to use plates that are strong enough to stand the pressure 
exerted on them, and that have sufficient surface area to properly 
distribute the load. Failure to meet these conditions will al- 
most invariably result in severe mechanical wear on the tie. This 
is shown in Plate III, Fig. A. 

Many forms of tie-plates are now on the market, but in general 
plates may be divided into two groups:' (1) Pronged or ridged 
plates; (2) flat plates. 

In the opinion of some engineers the tie-plates should be so 
firmly fastened to the tie that they really become part of it. 
To secure this condition, the bottom of the plate is pronged, 
ridged, or flanged. (See Plate XIV, Fig. D.) Plates of this type 
were used in test ties on the Northern Pacific and Chicago and 
Northwestern experimental tracks laid in cooperation with the 
U. S. Forest Service. Although they have not been in service long 
enough to show their real worth, the following points were observed 
during recent inspections. When the plates are heavily ridged, it 
takes a very heavy load to embed the ridges and bring the plates 
down flush with the tic. In the Chicago and Northwestern track, 
even after 2 years' service, the majority of the ridged plates were 
elevated about 1/4 inch above the tie. This was due in part to 
the resistance offered by the ridges to embedment in the wood 
and in part to sand and gravel which collected under the plate; 
also, to the fact that the traffic over this portion of the track is 
now very light. After these plates become firmly embedded they 
have a tendency to split open the ties, and thus not only weaken 
them, but furnish catch basins for the retention of rain wat«r. 
In ties which are difficult to impregnate with preservatives, these 
checks may extend beyond the zone of treated wood and thus 
expose the untreated interior of the tie to decay. Another char- 

' Wooden plates Imve also been used experimentally, and are being tested 
by the U. S. Forest Service in both the ChicaRo and Northwestern and 
Northern Pacific tracks. The plates arc made of creosoted oak and maple, 
about five-eighths of an inch thick, 8 iochea long, and as wide ae the baae of the 
mil. They are inserted between the tie and the mil without any previous 
adzing, the common practice abroad. The results thus far have been 
that the plates split badly, and at times have become loose or diaptaced. 
In Bome ca.ses they have embedded themselves into the ties. This is shown 
in Plate XIV, Fig. C. Although the tests with wooden plates have not as 
yet been completed, the resulta thus far secured have not been satis- 
factory. It is thought, however, that this ia largely due to the poor 
manner in which they were placed. 
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acteristic of such plates is to grind into the wood fibers, especially 
of softwood ties such as loblolly pine, cedar, etc. This action 
also may extend beyond the treated portions of the tie and cause 
interior rot. These features are unquestionably objectionable, 
and in some cases may prove of such a serious nature that they 
will overbalance the good points, such as adherence to the tie 
and lack of rattling, claimed for plates of this type. 

The objectionable features of pronged or flanged plates are 
obviated if they are made flat and so rest flush on the surface of 
the tie. The chief objections to this type seem to be the rattling 
noise which they make when they are not firmly held to the spikes, 
and the fact that all resistance to creeping and lateral thrust 
must be borne entirely by the spikes. The rattling, however, 
would seem to be an excellent indication that the si>ikes are loose 
and need attention. Just how much weight must be attached 
to the second objection cannot at this time be ascertaitied from 
the plates under observation by the U. S. Forest Service, Thus 
far no creeping or widening of the gauge of the experimental track 
has been noticed. 

It seems, moreover, in view of the data thus far secured, that 
of the various forms of tie-plates tiow under test, those made 
of metal with a flat bearing surface, or the bearing surface only 
slightly ridged, are giving better service in protecting the ties 
from mechanical destruction than those made of metal heavily 
flanged or pronged. 

A feature which is not a present taken into account, but which 
unquestionably will be, is the size of tie-plate to be used on 
different kinds of wood. A softwood tie like loblolly pine is more 
subject to rail cutting than a hardwood tic like oak, and con- 
sequently needs a larger tie-plate for its protection. Some tests 
at the XJ. S. Forest Products Laboratorj' of compressive strength 
of various kinds of ties gave results as shown in Table 12 on 
pages 144 and 145, 

In other words, shortleaf pine is only about half as strong as 
red oak and consequently needs a plate with a considerably 
larger area in order properly to distribute the load. 

Spikes.— The practice of spiking ties to the rail has long been 
recognized as capable of improvement. The spikes, especially 
in softwood ties, do not hold firmly, and permit the rail to " creep " 
and "pump," thus greatly shortening the life of the tic. Fur- 
thermore, they tear the wood-fibers, work loose, and permit rain 
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Osage orange 

Honey locuat 

Black locust 

Poat oak 

Pignut hickory 

Wafer hickory 

Shagbark hickory. . . . 
Mockernut hickory.... 
Big ahellbark hickory. 

Bitternut hickory 

Nutmeg hickory 

Yellow oak 

White oak 

Bur oak 

While ash 

Red oak 

Sugar maple 

Rock elm 

Slippery elm 

Redwood 

Bald cypress 

Red maple 

Hackberry 

Incense cedar 

Hemlock 

Longleaf pine 

Tamarack 

Silver maple 

Yellow birch 

Tupelo 

Black cherry. ...... 

Sycamore 

Douglas fir 

Cucumber tree 

Shortleaf pine 

Red pine 

Sugar pine 

White elm 

Western yellow pine. , 



Toxylon pomiferum. . . 
Gleditfiia triacanthoB. . 
Robinia paeudacacia. . 

Hicoria glabra 

Hicoria aquatica 

Hicoria ovata 

Hicoria alba 

Hicoria laciniosa 

Hicoria minima 

Hicoria myristicaeformis 

Quercua velutina 

Quercuaalba 

Quercus macrocarpa . . . 
Fraxinus americana.. . . 

QuercuB rubera 

Acer aaccharum 

Ulmua 

Fagus atropunicea. . , . 

Ulmus pubescena 

Sequoia eempervirens . . 
TaTodium distichum.. . 

Acer rubrum 

Celtia occidentalis 

Libooedrua decurreDB, . 

Tsuga canadensis 

Pinus palustria 

Larix lariciana 

Acer aaccharinum 

BetulaLutea 

Nyssa aquatica 

Prunus serotina 

Platanuaoccidentalia... 
Paeudotsuga taxifolia. . 
Magnolia acuminata. . 
Pinus echinata 

Pinus lambertiana 

Ulmus americana 

Pinua ponderosa 



265.0 
197.5 
187.2 
134.6 
133.9 
127,5 
125.5 
118.6 
116-9 
115.7 
110.0 
100.5 
100.0 
08.0 
97.1 
91.2 
87.0 
81.6 
71.2 
70.2 
67.8 
64,3 
62.3 
61.6 



53.5 
53.2 
52.9 
52.1 



42.0 
41.4 
41.2 
40.8 
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Lodgepole piDe 




348 
345 
314 
290 
288 
269 
262 
258 
210 
209 
193 


40 8 
40.5 
36.8 
34,0 
33.8 
31.5 
30.7 
30.3 
24.6 
24.5 
22,6 




Whitfniine 




Engelmann spruce . , , 


Pioea engelmanni 

Populus grand ide ntats . 
Picea canadenaig 


White spruce 

Butternut 

Buckeye (yellow) 


Aesculus octondra 


Black wiUow 





to collect and decay to start. This necessitates a rather frequent 
respiking of the rail, which often fills the tie with holes to such 
an extent that it is "spiked to death" and must be removed. 
It was thought that by first boring a hole into the tie and then 
driving the spike into it, the fibers would not be torn and then the 
apike would hold more firmly. (See Plate XII, Fig. C) Tests 
were made' in which ordinarj' 9/16-inch square spikes were driv- 
en into red-oak ties previously bored with holes 3/8, 7/16, and 
1/2 inches in diameter. Although the spikes were driven by an 
experienced trackman, in over half the cases they failed to follow 
the holes. Their resistance to pulling was thus reduced. When 
no hole was bored the average force required to pull the spikes 
was 8827 pounds; when bored in the manner above described 
the respective forces were 8050, 8106, and 7154 pounds. In order 
to overcome the objection mentioned the spikes were pointed on 
ffour sides, and when this was done there was no difficulty what- 
ever in gettii^ them to follow the holes. Furthermore, their 
resistance to vertical pull was increased and the wood-fibers 
"were not seriously torn. The number of pounds required to puU 
pikes from red-oak ties was as follows :' 

' By J. A. Newlin, in charge ot timber tests, Forest Products Laboratory, 

' It will be noticed that the spikes driven in the first test held more firmly 

-than those driven in the second. For example, when no hole was bored it 

-took 8827 pounds to pull them in the fij^t test and only 7613 pounds in the 
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Ordinary 9/16-mch square spikes driven without boring 7613 

Ordinary 9/16-inch square spikes pointed on four aides, driven in 

hole 3/8 inch in diameter 8178 

Ordinary 9/16-inch square spike pointed on four sides, driven in 

hole 7/16 inch in diameter 7856 

Ordinary 9/16-iDch square spike pointed on four sides, driven in 

hole 1/2 inch in diameter. 7664 

When the diamond-pointed spikes were driven into the tie 
without first boring holes, the ties were almost invariably split. 
It appears, therefore, that they cannot be used satisfactorily 
without previous boring. 

Some of the ties used in these teats were treated with creosote, 
others with zinc chloride, and still others were left untreated, 
but no appreciable difference due to treatment was noticed. 
In a few cases a heavy oil was poured into the holes and allowed 
to soak for 16 hours before the spikes were driven. The resist- 
ance to pull was decreased from 7644 to 6628 pounds. While no 
tests were made, it is quite possible that if the holes are bored into 
the ties before they are treated the resistance of the spike will be 
less than if they are bored after treating. In spite of this, how- 
ever, it is believed that if holes are bored at all they should be 
bored before and not after treatment, since in the former case the 
tics will be fully protected against rot. 

While the tests described show that boring holes into ties pre- 
vious to spiking them is an improvement over the common prac- 
tice in this country, experience abroad leads to the conclusion 
that even better results can be obtained by the use of screw 
spikes. To secure data for American operating conditions, 
screw spikes were used by the U. S. Forest Service in the Northern 
Pacific, Chicago & Northwestern, and Chicago, Milwaukee & 
St. Paul test tracks. In laying the Northern Pacific and Chic^o 
& Northwestern tracks no screw-spike boring or driving machine 
wiLs available, so that the holes had to be bored and the spikes in- 
serted by hand. In some cases the holes were not bored deep 
enough, and the point of the spike struck the base of the hole. 
Un further tightening the spike the threads in the wood were 
destroyed. Furthermore, the holes were not in all cases bored 

second. This cannot be attributed to any difference in the Spikes, but to the 
tics into which they were driven. Also, in the latter case the spikes were 
pulled soon niter they were driven. The two series of testa, therefore, are not 
comparable with each other. 
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vertically, so that the spikes were inserted at various anf^les. 
When the Chicago, Milwaukee & St. Paul track was put in place, 
a screw-spike boring and driving machine was used, and the 
difficulties previously encountered were done away with. The 
machine drove the holes vertically and to a uniform depth, so 
that the spikes all had proper alignment and clearance. In 
every case the machine drove the spikes firmly into the tie. 

The screw spikes used in the Northern Pacific and Chicago & 
Northwestern test tracks were driven through plates which did 
not reenforce the head of the spike against lateral thrust. After 
3 years' service many of the these apikcs were badly bent, 
resulting in a widening of the track gauge. In laying the Chicago, 
Milwaukee & St. Paul track, a plate with bosses for supporting 
the heads of the spikes was used, which it is believed will mate- 
rially increase their holding power. 

In a large number of tests made at Purdue University, a part 
of which were conducted by the U. S. Forest Service,' it was 
found that screw spikes had from 1.7 to 3.8 times the strength of 
the common spike against pull, and from 1.2 to 2.4 times the lat- 
eral resistance of the common spike. The heads of the spikes 
were not supported in these tests. 

An objection raised against the use of screw spikes is that it 
takes longer to insert them than to insert cut spikes, and that this 
at times delays the passage of fast trains. In laying the Chicago, 
Milwaukee A St. Paul test track this objection was partially 
oyereome by spiking every third tie throughout the rail length, 
which permitted trains to pass, and afterward spiking the re- 
muning ties. 

A further objection to the use of screw spikes is the difficulty 
of regauging the track when the rail becomes worn. It is pos- 
uble that this objection may in time be overcome by altering the 
de«go of plates used with this type of spike. 

While the use of screw spikes in this country is still in its in- 
fancy and final judgment cannot as yet be pronounced, it gives 
promise of overcoming the objections raised against the ordinary 
cut spike. If it succeeds in this it will unquestionably result in 
greatly reducing the mechanical destruction of tics. 

Adzing and Boring Ties. — In Chapter VII it was stated that 
adting and boring ties prior to treatment waa^good practice, and 

'Fourth Progress Report of Testa on Treated Ties, by W. K. Hatt, 
fvaim University, Bulletin 124, A. R. £. and M. of W. Assn. 
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the data given above show how the holding power of spikes can 
be increased by driving them through such holes. Of equal 
importance is a proper bearing of the rail or plate on the tie, for 
if this is not done the wear will be concentrated over a small 
area and the mechanical destruction of the tie hastened. Further- 
more, it is felt that the unequal bearing of rails on ties can be 
held responsible, in part at least, for breaking the rail, especially 
during cold weather. Adzing prior to treatment not only en- 
ables the plate and rail to be firmly and uniformly fastened to the 
tie, but makes it possible to at least coat with preservative that 
portion of the tie most subject to wear. For these reasons 
adzing and boring of ties are highly commended. 

The Selection of Processes for Treating Ties. — The wide 
range of conditions under which cross-ties are used makes a 
selection of treating processes necessary if most economic results 
are to be secured. Lack of specific data on the exact value of the 
various processes prevents a clear-cut decision as to which is best 
for a given set of requirements. 

The ideal treatment is one in which the ties fail from decay 
and wear at the same time, If the failures are caused by decay, 
then a more efficient preservative should be used; if, on the other 
hand, the failures are caused by wear which cannot be prevented, 
then a less efficient treatment should be used. It can be readily 
seen that any process which puts into ties more preservative 
than is necessary to protect them longer than their mechanical 
life is a wasteful process, because after the ties are removed from 
the track the preservative in them is useless. The proper balance 
between the failure of a tie from decay and from wear is a very 
difficult one to obtain with our present limited fund of data 
and this complicates greatly the selection of a proper treating 
process. Certain general rules can, however, be laid down which 
should aid in selecting the proper process for any given condi- 
tions. Tlie most important points to consider in this connection 
are: (1) kind and form of ties to be used, (2) the tonnage over the 
road, (3) climatic conditions, and (4) type of track construction. 
These are so closely interwoven that they must all be considered 
together. 

If the road is so fortunate as to run through or tap a forested 
region containing strong, durable tie material, the need of a 
preservative treatment is not pressing and may even be dispensed 
with entirely. Thus, if ties of heart cypress, redwood, and cedar 
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can be obtained at a reasonable price, no treatment other than 
a protection from wear is required. However, this condition 
rarely exists, bo that some method of increasing the resistance 
of the wood to decay becomes necessary. If the wood is refrac- 
tory — that is, if a preservative cannot be forced into it except 
superficially — -as with Douglas fir, tamarack, etc., as heavy a 
treatment as possible with straight creosote will probably give 
most efficient results because even at best only small amounts 
of the oil will be absorbed. If, however, the wood is porous and 
readily absorbs preservative, then some cheaper process, like the 
Burnett, Card, or empty-cell creosote is preferable. The same 
is true for those ties which are cut so as to have fairly wide strips 
of sapwood on one or both sides while the faces are of resistant 
heartwood possessing in itself little durability. 

Obviously, ties which have a heavy tonnage passing over them 
are more subject to failure from wear than ties laid in a track 
where the tonnage is light. In general, such ties should be given 
a less efficient and expensive treatment, for if heavy injections 
are made, considerable quantities of preservative will be destroyed 
with the ties. 

Climatic conditions must be carefully considered. Ties laid 
in regions of heavy rainfall had best be treated with straight 
creosote. In arid regions and where rainfall is comparatively 
light, zinc-treated ties may be advantageously used. 

The type of track construction has much to do with the selec- 
tion of the process. In general, beat construction enables the 
use of the more effective and expensive treating processes. For 
example, a track laid with heavy rail, heavy tie plates, screw 
spikes and a firm rock ballast would call for a more costly and 
effective treating process than one laid with cut spikes, dirt 
ballast, and no tie plates. It should not follow that this is uni- 
versally true. Suppose, for instance, that the track construction 
is of the beat, but that the ties are of a comparatively soft wood 
like loblolly pine; it is the author's opinion that an empty-cell 
process should be selected in preference to a full-cell, as it would 
give an equal length of life to the tie with a much less consump- 
tion of preservative, and hence the expense would be less. As 
mentioned above, a decision on the selection of a proper timber- 
treating process for ties can be correctly made only after all fac- 
tors affecting the life of the tie have been considered. It appears, 
therefore, that railroads controlling a large mileage, especially, 
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if it traverses a wide tenitory, should use more than one process 
in order to secure most economic returns. In the above discus- 
sion, the question of initial cost has not been mentioned, as its 
efEect in the selection of a process is so obvious as to need no special 
comment. The ideal process selected may be the cheapest 
process — Burnettizing, for example — in so far as initial cost is 
concerned. Or the ideal process may be the most expensive — 
full-cell creosote — in which case, if the company could not afford 
it, the next best rather than none at all should be selected. A 
common feature is that practically all standard processes using 
pressure pay if compared to the use of untreated ties, so the 
problem reduces itself largely to a question of which pays best. 

Cost of Treating Ties.— The total coat of treating ties can be 
divided into the following general items: (1) seasoning, (2) labor, 
(3) fuel, (4) plant operation and maintenance, and (5) chemicals. 

The majority of ties now treated in the United States are air- 
seasoned prior to treatment. The cost of this varies with the 
kind of wood, season of the year, and geographical location. 
In general, however, seasoning chaises range from about 0.50 to 
1.5 cents per tie. 

Labor includes all forms necessary to the treatment, such as 
loading and unloading of tics in the yard, and for the tie plant 
and superintendence. It also varies considerably, but ranges 
from about 3 to 6 cents per tie. 

Fuel is least in those plants which can use natural gas or oil and 
highest in those most remote from a source of supply, but ranges 
from about 1/2 to 2 cents per tie. 

On account of the corrosive action of zinc chloride, the life 
of a plant using thiit kind of a preservative is usually reckoned as 
shorter than that of one usin^ creosote; consequently, its de- 
preciation is greater. If the capacity of the plant is lowered 
through accident, shorfjigc of ties, etc., the depreciation charges 
per tie will be very high. The total cost of maintenance, includ- 
ing this depreciation, interest on the investment, etc., will usu- 
ally range from 1 to 2 cents per tie. 

Practically all of the ties now treated in commercial plante in 
the United States are injected with zinc chloride or with creosote, 
either alone or in combination. Only a few plants use preserva- 
tives like crude oil and mercuric chloride. It is customary to 
inject about 1/2 pound of dry zinc chloride per cubic foot 
of wood although this varies at times from one-third to two- 
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thirds of a pound. This salt costs from 3 1/2 to 5 cents per 
pound. Creosote costs from about 7 to 12 cents per gallon in 
large quantities. It is customary in tie work to inject from 5 to 
10 pounds of this oil per cubic foot. 

With the above data the cost of tie treatments may be esti- 
mated. It should be home in mind, however, that the figures 
given are general, and will not apply to all conditions. Using 
them as a basis, however, the cost of treating a standard 7 inch 
X 9 inch X 8 foot tie will be approximately as shown in 
Table 13, royalties not included. It is understood that royalties 
are now- charged in the Rueping and Card processes, while the 
Lowry process is operated under certain restrictions by the com- 
pany which controls the Lowry patents. For the other proc- 
esses listed in the table no royalties are required. 



Tablk 13. — Approximate 

(Tie7inehMXfl 


Cost of Trbatinq Tieb 






10-14 
12-16 
16-20 
25-29 
32-35 
39-45 




Card 






FuU-ceU cre9ote(c) 



a = assuming about 6 pounds of creosote per cubic foot absorption. 
b = assuming about 8 pounds of creosote per cubic foot absorption. 
e = assuming about 10 pounds of creosote per cubic foot absorption. 
Assuming creosote costs about 1 cent per pound and zinc chloride about 
4 eenta per pound. 

It will be noted in this table that the ccst of the preservative 
used is a large percentage of the total cost of treatment. Creo- 
sote, for example, greatly increases the cost of the treatment and 
when it is used in comparatively large quantities — 8 pounds or 
over per cubic foot — all other costs make but a small fraction in 
the total cost of treatment. The opportunity either for an effi- 
cient preservative at lower cost or for some modified method of 
operation which will enable a high-priced preservative to be 
better utilized than is being done in present practice is strik- 
ingly apparent. 

Economy bi Treating Ties. — There is no longer any just doubt 
but what the preservative treatment of ties pays. Unfortunately, 
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reliable records on the life of treated ties which have been in ser- 
vice for long periods are too meager to enable exact estimates of 
actual economy to be made, so that the financial saving is still a 
matter of conjecture. Because of this condition it is not pos- 
sible to state what process of treatment is most economical, 
and it will take several years before any true basis for such state- 
ments will be warranted. As has already been pointed out, 
it is quite likely that the different methods of treatment now 
practised will be found to have rather sharp limitations so that 
they will not overlap and compete to such a large degree as at 
present. The different kinds of ties, the different types of con- 
struction, and the different geographical regions traversed by 
our roads will demand different treatments. 

In the meantime, the best that can be done is to use what 
data is already available on treated and untreated ties in service, 
and add to this our knowledge on the efficiency of the various 
preservatives used, the action of wood-destroying fungi, and the 
durability and susceptibility to treatment of the various woods 
now used for manufacture into ties. 

While the saving in money is undoubtedly the most important 
feature which the railroads will consider, nevertheless it is be- 
lieved that other factors should not be overlooked. If a process 
showing lowest annual charges is selected, it may be it does not 
prolong the life of the ties as much as some other process having 
higher annual charges. This means that tie removals will be 
more frequent and the roadbed will consequently be more con- 
tinuously disturbed. The disadvantages are obvious. Further- 
more, if the price of untreated ties shows a steady advance, the 
advantiige of securing as long a life as possible from them is 
readily apparent. 

Because of the many factors which influence the economy 
resulting from treating ties and because of the uncertainty of 
present data on the durability of ties, estimates on saving are 
here given for only two processes— the Burnett and full-cell 
creosote— OS these represent the probable extremes, certainly in 
so far as initial cost is concerned. In order to make the results 
comparable, it is assumed that all ties are plated, the plates cost- 
ing 25 cents per tie, and that the cost of placing the ties in the 
track is 15 cents. Furthermore, all ties are subjected to the same 
traffic conditions and preliminary treatment. As annual charges 
best show resulting economy they are used in the following table 
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acd are figured on the cost of the ties in the track, the computation 
being made by the following formula: 
1.0p\0.0p 
" " 1.0p' - 1 
Where r = equivalent annual charge. 
R = initial expenditure, 
p = rate of interest (taken as 5 percent). 
n = term of years. 

It will be noted that, in general, the ties treated with creosote 
show a slightly greater economy than when treated with zinc 
chloride. In this connection, however, the remarks already 
made concerning the selection of the treating process should be 
kept in mind; that is, ties treated with zinc chloride should not 
be laid in wet localities. If ties treated by this method are laid 
in such regions the differences shown in the table would, of course, 
be considerably greater. 

It should be noted that greatest economy in treating ties cornea 
from those which possess little durability in an untreated condi- 
tion, this amounting in certain cases to an annual saving of over 
20 cents per tie per year. Least saving comes from ties which 
are resistant to treatment and which do not possess a marked 
natural durability. Such ties ought not to command high prices. 
In fact, it is exceedingly likely that the prices now paid for ties 
will be readjusted as reliable data on their serviceability is grad- 
ually obtained, and more value is placed upon their intrinsic 
properties. Red oak, beech, and elm, for example, will become 
more and more prized as good tie woods, because of their rapid 
growth, hardness, and permeability. 

If the figures given in the table are found by actual experience 
to be accurate, the difference in the annual saving between the 
two processes compared is insignificant. This does not mean, 
however, that the selection of the process is unimportant, because 
other factors such as initial cost, ultimate length of service, local 
climatic conditions, etc., as pointed out above, must also be takea 
into consideration. 

Need for Test Tracks. — It is apparent from the above discus- 
sion on the economy of treatment that little of definite value on 
the efficiency of various processes can be determined until ac- 
curate data is available. Without doubt, the best way of secur- 
ing such data is to set aside certain portions of the main track, 
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typifying coaditiouB of the road, for experimental or test purposes. 
Such portions of the track are called "test or experimental 
tracks." In them complete records should be kept on each tie, 
Buch as kind of wood, how treated, when and how laid, and notes 
on its character of failure obtained from yearly inspections. In 
addition, general data on the character of the ballast, type of 
construction, tonnage over the road, etc., should be made a matter 
of record. To assist in identifying the ties, each tie should have 
sine-coated dating nails driven into it at some readily accessible 
point. A good place for the nails is about 1 foot inside the rail. 

The old method of driving dating nails into all treated ties and 
attempting to keep records on all of them has not proved success- 
ful and ia not recommended. Trackmen as a rule will not keep 
accurate records and unless the records are accurate they are 
worse than useless, as they may lead to absurd conclusions. 
The direct and positive value of the data secured from test tracks 
enables accurate deductions to be made of the efficiency of the 
treatment and far more than justifies the cost of placing and 
maintaining them. 
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CHAPTER IX 

PROLONGING THE LIFE OF POLES AND CROSS ARMS 
FROM DECAY AND INSECTS 

POLES 

Selection of Species. — According to present uaage, in order to 
malce a aatisfactory pole, a tree must have the following general 
properties: Its wood must be strong, comparatively light in 
weight and durable, its taper must be gradual and well defined, 
its form must be straigiit, and in addition its supply must be 
accessible and abundant. These requirements necessarily re- 
strict the number of species which can be used. For example, 
of the 3,000,000 poles consumed annually in the United States, 
over two-thirds are cedar and about one-seventh chestnut. 
Hence, over 80 percent are cut from only two kinds of wood. 

If the preservative treatment of poles was more generally 
practised, a much larger variety of woods could be drawn upon, 
since they possess all of the requisite properties save durability. 
It seems apparent, therefore, that as the present supply of "pole 
woods" becomes more and more exhausted the need for preserva- 
tive treatment will increase. Such woods as the pines, spruces, 
and firs should prove admirably adapted for poles, and they will 
undoubtedly bo called into use. In fact, a movement in this 
direction has already taken place, and polescut from these timbers 
are now being used in several places in the West, 

Insects, in addition to decay, also attack poles, thus weakening 
them not only by their burrows but also by admitting channels 
through which the decay can enter and spread. As the methods 
which prevent decay will also prevent insect attack, the two are 
discussed in common in this chapter. 

Manufacture of Poles.^ — Most of the poles used in the United 
States are simply tree trunks which have been trimmed of limbs 
and then peeled. Very few sawed poles are used. As has already 
been pointed out (Chapter IV) the best time to cut timber is in 
winter or late fall. Poles cut during this period are, however, 
more difficult to peel, as the bark clings tenaciously to them, 
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whereas in spring long strips of bark can readily be torn from the 
trunk. It is very important to peel all bark from that portion 
of the pole to be treated; otherwise the bark will prevent a uni- 
form penetration of the preservative. 

The practice of dragging poles over the ground for long dis- 
taaces, thereby grinding off the outer layers of wood, should be 
prohibited, as it not only weakens the pole but makes it more 
susceptible to decay. 

It is also bad practice to saw that portion of the pole which 
projects above ground, leaving the butt the natural shape and 
size of the tree, unless the butt is given a thorough preservative 
treatment, because the sap on the butt will quickly decay and 
infect the heartwood. If sawing must be done on account of 
local or other requirements, it is better to saw the entire pole. As 
s general proposition, however, sawing should be avoided if pos- 
sible. The top of the pole should also be cut slanting unless 
there is some reason why this cannot be done. If a plate or cap 
is placed on the top of the pole, the wood underneath should be 
at least brush treated with creosote. Whenever possible the 
pole should be trimmed and bored to exact dimensions before 
it is treated, in order to avoid cutting into the treated wood and 
thus exposing the untreated interior. 

Method of Seasoning. — Common practice now pays httle at- 
tentiontoseaaonii^poles. (SeePlateXV, Fig. A.) Polesaregen- 
erally piled one on top of the other in order to occupy as Httle 
space as possible. If the poles are not to be treated and if they 
are not held too long in these piles so that decay will attack them, 
no serious objection can be levied against this practice. Of 
course, when piled in this manner, the rate at which they lose 
water is greatly decreased and consequently they will weigh 
more when shipped; hence, the cost of transportation is 
increased. 

If the poles are to be treated, especially by the open-tank or 
brush methods, a preliminary air seasoning is highly desirable. 
The best way to do this is to roll the poles on skids with suf- 
ficient space between them so that the air can circulate freely. 
These skids can be built of poles placed horizontally and ele- 
vated a foot or more above the ground. If space permits, but 
one layer of poles should be built on each skid, but if necessary, 
several layers can be piled on each other, (SeePlateXV, Fig. B.) 

Factors other than ease of handling should be given con- 
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sideration in selecting the seasoning yard. For example, the 
ground should be fairly level, well drained, and as free from weeds 
and decayed wood as possible. The poles should be exposed to 
the sun and air currents so that the seasoning will be rapid. 
Too rapid sea-soning, however, may check the poles, in which 
case they can be piled closer together. Incipient checks, which 
are liable to increase in size, should be protected with "S-irons" 
(Fig. 22). 

The length of time poles should be seasoned varies priniRrily 
with the time of year, the kind of wood, and climatic conditiow. 




Fio. 22. — Method of applying "8"-ininfl to prevent checking. 

From a large number of tests made by the U, S. Forest Service 
in cooperation with the American Telephone and Telegraph 
Company the following table has been compiled: 



Table 15. — Approxima 



'. Time Required to Air Season Poles for 

Treatment 



SppciM 


1 Region 


1 «,™ti,> 1 


' Spring 1 Suminer 


Aulmnn 


Winter 


Chestnut 

hkmtlicrn white cctlnr.. 
N'ortheni while cedar.. 
WcHtorn yellow pine,, . 


.iMarjland.. 
. Cnrolinas,. . 

. MichiRan.., 
.California.. 


3 
2 

5 

.' 5 


3 
2 
5 
2 


7 

4 
9 
9 


6 
3 

8 

e 



The above figures may be used to predict the seasoning periods 
for other varieties of wood not listed, although just how accurate 
they will be cannot be told except by actual trial. 

Bc(-auso of its comparatively large diameter, the moisture 
content of an " air-sca.soncd " pole varies considerably. For 
example, the outer portion may contain only 10 percent of moisture 
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while the interior has 40 percent or over. It is not necessary 
or practicable to reduce this interior moisture very materially 
for it does not serioualy affect any preservative treatment which 
might be given. 

The effect of this moisture loss on freight shipments is very 
important, especiallv in long hauls. 



Tabu 16.— SaowiNa Savino in Fbsigbt Effected 
Poles 


BY AlR-BEASONINU 
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8I-rfpol.| N--"^ 


TotlUdB- 

creow in 

weight dut 

to air 

(pound.) 

"7,700 " 
16,000 
12,800 
12,900 

38,400 


SaviDR in [rpiiht on 
rsrlond [ot> 

2S«nt ' ISeenl 

dollOM , dollmn 

~19^2T T 11.55 
42.25 125.35 
32.00 1 19.20 
32-25 1 19.35 
96.00 ! 57.60 


LOBCth 


Top <l"i«d lot 
dimm- «rlo«i of 
(Mr. 40.000 

iD. 1 lb. 


ChMtnut 30 

Western red oedar. ... 40 
Western vellow pine. . . 40 


7 \ 43 
7 1 74 

7 1 91 

8 i 59 
8 1 46 



The decrease in weight from a green to an air-dry condition 
varies from about 20 to 50 percent, or 180 to 850 pounds per pole. 
The decrease in shipping weight and freight charges is, of course, 
in direct proportion to these percentages. 

The shrinkage in the circumference of poles duo to their season- 
ing is insignificant, contrary to general belief. Consequently, 
if a pole is measured when green, these figures can be considered 
as practically unaltered by subsequent drying, since the shrinkage 
will not exceed 1 percent. Exact data on shrinkage taken 
from measurement on about 2000 poles of chestnut, cedar and 
pine averaged from 0.3 to 0,5 percent of the green circumference 
6 feet from the butt to 0.6 to 0,9 percent at the top. This is 
equivalent on 30- to 40-ft, poles to about 0.1 or 0.2 inch in 
the circumference of the butt and from 0.15 to 0.25 inch at 
the top. 

If the poles are steam seasoned, they are handled in nmch the 
same manner as cross-tics, viz., placed in the treating cylinder 
and subjected to live steam at pressures not exceeding 40 pounds 
for four or more hours, after which a vacuum is applied and tlie 
preservative injected. 

Methods of Treatment and Their Selection. — Because of 
their large size and the high cost of handling and shipping them 
and the comparatively small number assembled at one point, 
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the treatment of poles is quite a different problem from the treat- 
ment of ties. Furthermore, poles are not subject to the same 
kind of deterioration as ties. That portion which projects above 
ground is much less subject to decay than that in the ground, 
and in temperate climates like the northern and western United 
States, where the humidity and temperature are generally low, 
the tops may last indefinitely. In warm, humid climates, as in 
the South, a protection to the top is desirable and often — as in 
the case of pines — necessary. Poles do not fail from mechanical 
wear, so that this factor need not be considered. 

Several methods of protecting the life of poles from decay and 
insects — the chief destructive agents — are practised. These are 
(1) setting the poles in crushed stone or concrete, (2) charring the 
butts, (3) brush treating the butts with a wood preservative, 
(4) impregnating the butts with a preservative, and (5) impreg-- 
nating the entire pole with a preservative. 

Setting in Crushed Stone or Concrete. — If the hole into which 
the pole is to be placed is dug several inches wider than the pole, 
crushed or small field stones can be pounded around the pole 
after it is set. These will permit more or less circulation of air 
around the butt and keep weeds from growing close to the pole. 
In this way a partial protection is afforded which will add a year 
or two to the life secured. Furthermore, the stones will tend to 
protect the pole from ground fires. Sand placed in such holes 
afford?; no protection and may even hasten decay. Theauthor has 
little evidences that poles set in concrete are materially prolonged 
in service. Such concrete jackets are liable to become broken 
and hence admit water. All of these methods are considered 
make-shifts and should be used only when no better treatment 
can be had. 

Charring. — Provided the polos are air seasoned, charring to a 
depth of 1/4 in. from the butt to about 2 ft. above ground line 
will more than pay for itself. It is, however, an inefficient 
nietho<l of treatment and adds but little to the life of the pole. 
If charred green, the poles are very liable to check open and de- 
cay hastened rather than retarded. Charring, furthermore, 
destroys the outer fibers of the wood and weakens the pole where 
strength is most needed. Charred polos examined by the author 
were also readily attacked by insects. 

Brush Treatment. — These should be ai>plied to poles only 
after they are air seasoned. If applied to green poles, the effec- 
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tiveness of the treatment will be greatly decreased. The methods 
of applying brush treatments have already been described (see 
Chapter V). To secure best results, particularly for poles set in 
sandy soil, the entire butt and end of the pole should be coated 
with the preservative and the protection should extend 1 or 
2 feet above the ground line. If poles are well treated by this 
method, their life can be extended from 3 to 6 years. When 
no better method can be afforded, brush treatments are recom- 
mended. The best preservative thus far Itnown is coal-tar 
creosote, which should be applied hot (about 160° F.) in two 
coats. For reliable results secured to date the reader is re- 
ferred to Fig. 1 18, appendix. 

Open-tank Butt Treatments. — If the top of the pole is not 
subject to decay, a butt treatment in an open tank is the best 
known. (See Plate XV, Fig. C.) (For description see open-tank 
treatment, Chapter V.) A number of test poles treated in 
this manner have shown excellent results (sec Fig. 3 1 and Fig. 32, 
appendix), and because the preservative is confined to the 
butt of the pole where decay is most active, the method is 
more economical than if the entire pole is impregnated. Un- 
fortunately, in order to cut down labor and maintenance costs, 
such treatments are feasibly only where comparatively large 
numbers of poles are assembled at one point. Furthermore, the 
treatment may mean a delay in shipment, although it is felt 
that this objection should be met on the part of pole consumers 
by anticipating their orders in sufficient time to enable the 
treatment to be made. 

Coal-tar creosote to the amount of 10 pounds per cubic foot, 
or more if possible, will give best results. It is possible, liow- 
ever, to impr^nate the butts with zinc chloride or other 
antiseptic salts, either alone or in combination with the creosote, 
in which case a decrease in the cost of the preservative can be 
made. In any event, the aim should be to treat all of the 
sapwood to a height of I to 2 feet above ground level. 

Butt treatments are now given which often amoimt to little 
more than dipping treatments, and while they are bettor than 
a mere brushing of the pole, they will not prove as effective as 
though the preservative is driven through the sapwood. In 
some cases, the surface of the pole has been perforated with small 
holes in order to facilitate the entrance of the preservative and 
shorten the time of treatment. 
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Poles to be butt-treated are hoisted by a derrick into open tanks, 
wtiere they are stood on end. The preservative is then admitted 
until the butts are submerged. If creosote or a similar oil is used, 
it is heated to about 215° F. for two or more hours, after which 
it is permitted to cool, or cool oil is pumped into the tank and the 
butts kept submerged until the desired absorption is obtained. 
In a similar manner the poles can be treated with zinc chloride. 
By running the hot oil out of the tank and admitting a sine- 
chloride solution, a combination treatment can be obtained, or 
the poles can be lifted out of the hot tank and stood in a second 
tank containing the solution. Table 17 gives some results 
secured in butt-treating poles by the open-tank method and shows 
the amount and depth to which the preservative was absorbed.' 



Open-tank Method 
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j pme.....". 1 81.4 ] 3.1 1 


Weatcra red oedar 


0.8 






1 



Entire Impregnation.— -If the poles decay in the top as well as 

in the butt, the entire pole should be treated. This is done by 
placing them on cylinder cars and running them into a treating 
cylinder. The treatment is very similar to that given ties, no 
special ajtparatus being required except that the cars should be of 
the bolster type in order to take curves. The best proce.88 is the 
full-ceil creosote injecting about 10 pounds) of oil per cubic foot. 
This method of treatment is most expensive on account of the 
large amount of creosote absorbed. It should not be used if 
open-tank trejitmeiits will suffice. A modified treatment has been 
suggested whereby the poles are run into horizontal cylinders 
mountc<] on pivot bearings, after which the cylinder is revolved 
to a vertical position. In this way it is possible to impregnate 
the butt under pressure and give the top of the pole a lighter 
treatment, thus sa\nng materially in total cost. So far as known 

' Bulletin 84, U. S. Forest Service, by Wm, H. Kempfer. 
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to the author, thia method has not been practiaed thus far, 
although it has much to commend it. 

Boucherie Process. — In this process, which is extensively used 
in France and which has been tested in our country, the poles are 
treated green and before the bark is removed. (See Plate XVI, 
Fig. A.) In fact, the sooner the treatment can be given after the 
trees are cut the better the results secured. A clamp is placed over 
the butt of the pole, which is placed in a horizontal position; 
through this clamp a hole is bored, into which a wooden plug 
is inserted. The plug is connected to a hose, which in turn is 
fastened to a larg» hose or pipe, A barrel or other vessel filled 
with copper sulphate, and elevated about 20 ft. above the pole so 
as to give a static pressure, is connected by means of a hose to 
this feed pipe. In this way the copper-sulphate solution runs 
out of the overhead tank and forces its way into the butt of 
the pole and eventually through its entire length. As soon as 
the solution appears at the top end, the pole is disconnected 
from the treating apparatus, after which it is peeled, trimmed, 
and air seasoned. It is then ready for use. 

The Boucherie process is very well adapted to the treatment 
of poles in small quantities and in rough country where there is 
a supply of timber suitable for poles and where the cost of trans- 
porting treated poles would be prohibitive. Experiments with 
this process were made by the U. S. Forest Service in California, 
the time required to impregnate the various poles being given in 
Table 18.' The poles were treated green under a pressure of 
about 10 pounds. Their length was about 22 ft. 



Eyan Process. — This process has been used extensively in 
Europe for treating poles and has given very good results. The 

> From report by Geo. M. Hunt and C. S. Smith, of the U. S. Forest 
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manner in which the process is operated has been described in 
Chapter V. Next to poles impregnated by the full-cell process, 
Kyanizcd poles have given greatest durability. The treatment 
is comparatively inexpensive when compared with the full-cell 
creosote and in addition the surface of the poles is clean and 
free from oily exudations. It is believed the process can be 
adapted to many conditions in our country and is well wortlqr 
of a more extended trial. While no tests which have been made 
are known by the author, it is probable that a treatment with 
mercuric chloride can be given poles in much the same mawnBr 
as they are now treated by the Boucherizing process, altbou^ 
the uniformity of the penetration might not be as good as when 
the poles arc first air seasoned. 

Reenforcing Decayed Poles. — The expense of replacing de- 
cayed poles with new ones is considerable, as all the wires must 
be rostrung, in addition to replacing the pole proper. For this 
reason, some companies have attempted to reenforce their de- 
cayed poles in an effort to prolong their life. Two methods 
have been rather extensively tried, viz., recnforced stubs and re- 
cnforccd jackets. The former consists in placing a stub buried 
in the ground next to the pole and bolting or wiring the pole to 
it. (See Plate XVI, Fig. B .) These stubs are often creosoten by 
tlic brush or full-cell method. They undoubtedly increase the 
strength of the decayet! pole but their reonforcement is only 
temporary and final removid is generally deferred for but a com- 
paratively short period. 

An effective method consists in cutting all decayed wood 
from the pole for some distance below and above ground. The 
polo is then brush treated with a preservative like creosote, after 
which steel reenforcinp rods are driven into it and the whole 
buried in creosote. This method is claimed to give very good 
results and add materially to the strength and life of the pole. 
No defidilc records on tiie u<ldcd life thus secured are, however, 
known to the author, but an estimated life of 8 to 10 years is 
claimed. The cost of such a treatment is about $3.50 to $5 per 
pole. (See Plate XVI, Fig. ('.) 

In some cases, after a pole has decayed, it is cut off at the 
ground line, the decayed butt removed, and the pole lowered 
in the sjinie hole. This practice is common and feasible when 
the length of the pole is sufficient to stand this shortening. It 
is believed that bettor results would be secured if the sound por- 
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tioa of the pole was given two coats of hot creosote before it was 
lowered into the ground. As the ground about the hole is in- 
fected with decay-producing fungi, the life of a pole set in such soil 
will not be as great as the life of a pole set in a freshly dug hole. 

Cost of Treatment. — The cost of treating poles varies through 
wide limits. It depends chiefly upon (1) the process used, (2) 
the taxe of the pole, (3) the cost of the preservative, (4) the cost of 
labor, and (5) the number of polos treated per day. In order to 
have some general data, however. Table 19 has been compiled, 
but in uung it the reader is cautioned against drawing too sharp 
conclusions. Creosote is assumed to cost 1 cent per pound, 
labor $2 per day, the size of pole to be 30 feet, and the treatments 
given as already described. 

Table 16. — Estimated Cost of TitEATiNo Pole^ 



Kind of tnittintut live uxd per pole ' Covt per polo 

t.iid.)_ ^ _ 

; 80,00-80,20 

0,05- 0.15 

8- 0,15- o,;m) 

50* , 1,00- 1,50 

144' 1,70- 2,25 



ndd or crushed itone around pole 

Cbaning butt 

Brush treatment (2 ooats creoeotc) , , 

Open-tank butt treatment creosote 

Entire pole treated — full-eell creosote, , 



■ — about 24 Bqimre f?et surface. 

* ■■ about 6 cubic feet treated. 

* — about 18 cubic feet treated. 

A more detailed estimate of the cost of butt-treating poles, 
based on an open-tank plant having a daily capacity of 120 poles 
per day or 30,000 per year (250 working days), is n-s follows:' 

Lador per Day 

1 yard foreman $4,00 

1 plant engineer 4 , 00 

1 stationary engineer 4 , 00 

2 firemen, at S2.50 5,00 

6 laborers, at $2 10,00 



2 tons coal, at *4 18.00 

Fuel charge per pole 0.007 

'Bulletin 84, U. S. Forest Service. 
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Maintenance per Yeab 

Depreuation &nd rep&ira. fSOO.OO 

Interest on investment in plant and preservatives 400.00 

Total $900.00 

Maintenance charge for pole SO. 030 

Seasoning charge per pole (interest on investment) . 100 

Total treating oharge, exoluwve of preservative $0 . 422 

The cost of treatment, exclusive of preservative, based on a . 
liberal estimate for all charges, is thus seen to be $0,422 per pole. 
To this should be added the cost of the preservative, taxes on 
property, and, if the treating plant is not located at a central 
seasoning or distributing yard, extra shipping cliarges. 

Economy of Treatment. — Treated poles have not been in use 
in this country for a sufficient period to furnish actual data on 
the length of time their life has been prolonged. In Germany, 
where fairly accurate information is at hand, the following results 
have been secured based on about 50 years experience: 

Untreated poles 7.7 years average life 

Poles treated with copper sulphate 11.7 years average life 

Poles treated with zino chloride 11.0 years average life 

Poles treated with mercuric chloride 13.7 years average life 

Poles treated with creosote 20.6 years average life 

The amount of creosote injected in each case, and the exact con- 
ditions under which the poles were set, are not known. We have 
records in this country, however, of longleaf pine poles treated 
by the full-cell creosote process and set in Virginia which are 
perfectly sound after 18 years' service. Accurate records on 
the durability of poles in the United States, so far as these are at 
present obtainable, are given in Fig. 31 and Fig 32, appendix. 
Using them and the cost of treatments given above, the econ- 
omy of treatment can be approximated as in Table 20. 

It will be noted from the estimates given in the table that poles 
butt-treated with creosote by the open-tank method are the 
cheapest to maintain. In this connection, however, several 
factors should be kept clearly in mind. It has been assumed in 
the table that the tops of the poles do not decay. While this 
condition is true for a large part of our country, it must not be 
universally applied. If the top is subject to decay, the full-cell 
creosote process will undoubtedly be found to give lowest main- 
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tenance charges, although its initial cost of installation will re- 
main highest. Another very important point is the kind of wood 
uaed in the pole. Northern white cedar has been selected in the 
table because of its uniform excellence and very extended use. 
If other varieties are employed the annual charges shown in 
the table will, of course, be materially changed. For example, 
a loblolly pine pole will last untreated about 4 years, whereas the 
northern white cedar is estimated at 14 years. When given a 
butt or full-cell treatment with creosote, the difference in the 
annual charges between treated and untreated loblolly pine poles 
will be much greater than the differences between treated and 
untreated cedar poles, because of the natural durability of the 
latter. Consequently, poles possessing less natural durabiUty 
will, when treated, show greater economy in treatment than poles 
possessing great natural durabiUty. Furthermore, the lower 
price at which such poles can generally be secured will frequently 
make their use, when properly treated, cheaper than the more 
naturally durable poles. The wide range through which these 
conditions vary frustrates any attempt to arrange them in a 
table that would be of practical value, hence no attempt to do so 
has been made. 



Table 



0. — ElsTiMATSD Annual Charoes o¥ Cedar Poles Treated by 
Various Mbtbods 



Untreated 

Charred at butt 

Butt brush-treated 

Boucberie 

Butt treated zino chloride (open 

tank) 

Butt treated mercuric chloride 

(open tank) 

Butt treated creosote (opei tank). 
Full-cell creoBote (pressure; 



0.15 
0.25 
0.70 



0.90 
1.26 
2 29 



7.00 
7.15 
7.25 
7.70 



30 



0.59 
0.54 
0.62 



Pole — northern white cedar. 
Life — untreated — 14 years. 
Cost of pole = 14. 



Cost of placement •^ S3. 

Siie of pole = 30 feet. 

Interest 5 percent compounded a 



' Extra charge for increased weight due to treatment. 
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CROSS ARMS 

Selection of Species. — Two kinds of wood, Douglas Gr and 
pine (mostly longleaf), furnish about 90 percent of the 3,500,000 
cross arms used annually in the United States. Other varieties 
such as oak, cypress, spruce, junipe;, cedar, chestnut, and locust 
are also used, but in scatter'ug quantities. Due to the manner 
in which they are placed, tiec^y in cross arms is not nearly as 
serious as decay in poles. The problem of selecting material 
for cro.ss arms is therefore largely confined to those species which 
occur in sufficient quantities in one locality and thus warrant the 
installation of the special machinery necessary to manufacture 
cross arms at low cost. Douglas fir and longleaf pine are the 
woods now most largely manufactured into lumber and occur 
in enormous stands over a wide area. The intrinsic properties 
desired in a cross arm are strength, freedom from warping and 
checking, a comparatively light weight, and resistance to decay. 
Even when the arms are to be treated, their ability to absorb the 
preservative is not of prime importance, as only small quantities 
of an efficient preservative are necessary in order to protect them 
from decay. For greatest strength at least weight, redwood is 
one of the best cross-arm materials used and it is surprising that 
more redwood arms are not in service. A distinction is made 
between arms cut from Douglas fir, the trade recognizing two 
distinct types known as "yellow" and "red" fir. The former 
is claimed to be the better arm and far more durable than the 
latter, cas<(s being on record where such arms untreated were in 
service over 40 years without any signs of decay. It is probable, 
however, that this long service was due to the comparatively 
dry climate (Utah) in which these arms were used. 

The Manufacture of Cross Arms. — It is quite essential that 
the wood from which cross arms are made be of straight grain 
free from defcctn such as knots, spiral grain, checks, etc., which 
tend to decrease their strength. This is especially true for that 
portion of the arm at and near the middle, as failure is most 
likely to occur at this portion. 

It is also important to have the arm brought to exact dimen- 
sions and all holes bored before any preservative treatment is 
given. 

Methods of Seasoning. — On account of their comparatively 
small size and the case with which they can be handled, cross 
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anas are generally air seasoned before they are shipped or treated. 
The usual precautions for the condition of the seasoning yard, as 
described in Chapter VIII, hold as well for cross arms. Many 
forms of piles have been tried but those which give beat satisfaction 
are open piles without roofs, in which the end arms in each tier 
are placed with their depth vertical while the arms in between 
are placed with their depth horizontal. (See Plate XVII, Fig. A.) 
This allows a free circulation of air and induces rapid drying. 

From a large number of measurements, the shrinkage in con- 
iferous cross arms from a green to air-dry condition is of little or 
no practical significance. The same holds for any changes in the 
shape of the holes bored into the arms. In hardwood cross arms 
these changes are much greater. 

Cross arms season rapidly and reach an air-dry condition in 
about 1 month. In summer this rate may even be exceeded, 
while in winter or rainy weather longer periods are of course 
necessary. Some experiments were made by the U. S. Forest 
Service in air-seasoning loblolly pine arms, which, according to 
the amount of sapwood they contsuneii, were divided in three 
charges, heartwood, sapwood, and intermediate. The manner 
in which these arms seasoned is shown in Table 21.* 



Table 21.— CoMPARATiva Rates 
Heartwood, Sapwood, and 


I 


Seasoning of Loblollt Pine 
fTEauEDiATE Cross Arms 




HeKrtwiKKl 


Sapwood Is 


Cer 


mediate 


wwoiud 


Wsight 


Weight Moi»- 
bio foot content 


WoightWeiihl Mois- Weight 


Weigtl Mois- 
bic foot 'content 




Pounds PounJn Percent 'Pounds 


Pounds Percent iPounds Pounds Poroenl 




34.2 
34.3 

33.6 


37 

37 

38 


33.4 34 


S 


35.7 1 2S.B 33 


3 36.8 30.0 






120 

ISO 


6 33.7 


32 


I 


36^3 20.0 



Methods of Treatment and Their Selection. — As above stated, 
cross arms are not subject to severe attack by fungi, since they are 
surrounded on all sides by air and are raised a considerable dis- 
tance above ground. Decay is most likely to occur at the bolt 
and pin holes. It is quite essential, therefore, to have these prop- 
erly protected. If the arm is of a naturally durable wood such as 
white or red cedar, heart cypress, etc., no preservative treatment 

' Circular 151, U. S. Forest Service. 
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is necessary, as the arm will unquestionably last much longer than 
the pole. If, however, the wood is not so durable, such as pine, 
fir, spruce, etc., a preservative treatment is desirable. 

If the preservative selected is a salt, such as zinc or mercuric 
chloride, objections can be raised in that it will tend to wash from 
the wood, it will attack the iron spikes or bolts, and it will tend 
to keep the arms more or less moist thus lowering the strength 
of the arms and decreasing their resistance to the leakage oi 
electric current. 

On the other hand, if creosote is used, it will tend to volatilite 
quickly from the arms, or if large quaatities are injected danga 
from drip may be encountered. Cases are on record where com- 
panies have been forced to replace their arms because of the dam- 
age done by such dripping. Arms heavily creosoted are, mon- 
ovcr, increased perceptibly in weight. 

Taking all these factors into consideration, it is believed that 
arms treated with about 5 to 6 pounds of creosote per cubic foot 
by an empty-cell process so that no drip will occur will give 
best results. In doing this, however, it is important to use a 
high-grade preservative, so that loss from volatilisation can be 
kept to a minimum. 

Dipping tlic arms in a tank of hot preservative such as coal- 
tar creosote or carbolincuni for several minutes should also give 
' good results. The oil will run into all checks and holes and, as 
wood is most easily treated in the direction of the grain (loi^- 
tudinally), a pood penetration will be secured at those points 
which re<|uire sreatost protection. 

Kyanized arms arc reported to have given excellent service. 
The process produce.-^ clean arms and adds practically no dead 
weight. 

Cost of Treatment. — The pout of treating- cross arms is very 
variable. When large quantities are handled and apparatus is 
lit hand for doing the work mechanically, the cost is kept at a 
minimum. It has been assumed in the estimates given in Table 
22 that these mechanical features have been provided. 



Table 22. — AprKoxiMA 


rB Cost 


OF Tbeatin'o Cross Abmb 




ed 




Total ™t per arm (Ift^anl (emtt) 


10-20 
7-10 

4r-8 

10-30 


Empty-ecU creosote. . 










DippinK oftrbolineum 
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Ecornmi; of Treatment. — Only estimates based upon the opin- 
ions of operators and our knowledge of the decay of wood can be 
^ven in arriving at the probable economy resulting from the pre- 
servative treatment of arms. No authenticated records are 
known to the author of the service secured from treate<l arms iu 
actual use. It is only reasonable to expect that climatic condi- 
tions will affect very materially the life of cross arms. For ex- 
ample, arms in the South where the air is often warm and moist 
will tend to decay much more rapidly thao arms in dry or cold 
climates. In fact, it is doubtful whether the treatment of arms, 
other than a mere soaking in the preservative of the bolt and pin 
holes and the center portion in contact with the pole, under these 
latter conditions is at all feasible or necessary. As has been 
stated, cases are on record of yellow fir arms which in a com- 
paratively dry climate like Utah and Nevada lasted untreated 
for over 40 years without any signs of decay. Of course, such 
conditions cannot be expected for the greater part of our country, 
so that a treatment of some sort is generally advisable. 

The estimates ^ven in Tabic 23 are very rougli as no data 
could be found giving the hves of cross arms treated in the 
manner suggested. 

Tablb 23. — ^Ebtimatid Annual Saving Dub to Treatment or Cbosb 
Arus (Interest Comfoukded at 5 Percent) 






Ufe untreated (years) ' 15.0 

Ijfe treated by empty-cell process (years) I 25.0 

Idfe treated by dipping process ID creosote (years) .... I 20,0 
Ufe treated by dipping process in carbolmeum (years). 21 .0 

Cost nntnat^ in place (dollars) 1 . 50 

Cost treated by empty-cell process in (place) , 1 . 53 

Cost treated by dipping process using creosote , 1 . 56 

Coat treated by dipping process using carbolineum ... 1 . 60 

Annual charges untreated 0.150 

Annual charges treated by empty-cell process : 0.110 

Annual charges treated by dipping process (creosote). 0.125 



18.0 


19.0 


1,60 


1.58 


1.56 


1.60 


0,190 


0,100 



Annual charges treated by dippini; process (carbolin 



)i o: 



125 I 



,t.„db,G(x)glc 



CHAPTER X 

PROLONGING THE LIFE OF FENCE POSTS FROM 
DECAY 

SelectioQ of Species. — Where trees abound, fence posts are 
generally made from timber easiest to cut. For this reason 
practically all kinds of wood large enough to make a post are used 
and a list of them would comprise nearly all species which grow 
in our country. Where post timber is scarce, greater care is 
taken in selecting the kinds of wood cut into posts, and in any 
event the durable species are almost invariably the best ones to 
use. Aside from the question of cost, which is always of first 
importance, the qualities demanded of a good post wood are 
durability, form, and ability to hold staples or nails. If the posts 
are to be given a preservative treatment, their abiUty to take 
treatment must also be considered. 

The durability of posts is very variable even when cut from the 
same kind of wood, so that any estimates on durability must be 
judged with considerable latitude. Posts set in wet ground are 
more durable than poste set in soil alternating wet and dry. 
Pasts cut from slow-grown trees are generally more durable than 
posts cut from rapid^rown trees. To these variations must be 
added the variations due to climatic conditions. 

The best formed posts come usually from the coniferous trees 
like cedar, pine, fir, etc., and fences set with them have the neat- 
est appearance. Crooked posts are more liable to pull the 
staples, as the wires fastened to them arc not in alignment. 

In general, the staple or nail-holding power of a post varies 
with its dry weight. That is, posts cut from heavy woods like 
locust, oak, etc., will hold staples better than posts cut from light 
woods like pine and cedar. 

If the posts are to be set untreated, the more heartwood they 
contain the better. Consequently, split posts are generally 
more durable than round posts. If, however, a preservative 
treatment is to be given, round posts are preferable, as the sap- 
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wood can be more easily impr^uated than the heartwood and 
a continuous layer of preserved wood will then extend continu- 
ally around the post. 

Method and Time. of Cutting Posts. — As just mentioned. 
split posts containing mostly heartwood are preferable to round 
postsif they are to be set untreated. So far as possible, the ends of 
the posts should be cut with an axe or fine saw, especially if the 
posts are of soft wood. A smooth cut enables rain water to run 
off more freely and is less liable to cause top decay. A slight 
bevel to the top of the post is also desirable and should be given. 
If, however, the posts are subject to "frost heave, " that is, 
thrown out of alignment by frost, the bottoms should be pointed 
so they can be reset upright in the sprii^ and driven into the 
ground with a mallet. With such posts, too great a bevel to 
the top should be avoided. 

It is generally conceded that the best time of the year to cut 
posts is in winter or late fall, as they are at such seasons less 
subject to immediate attack by fungi. Furthermore, sprouts from 
winter-cut stumps are far more vigorous than sprouts from stumps 
cut in spring or sunmier. In fact, the sprouting capacity of a 
stump may sometimes be killed by summer cutting. 

In all cases, whether treated or untreated, posts should be 
peeled, as the bark offers practically no protection and generally 
does a positive harm. All bark should be thoroughly removed 
from that portion of the post to be treated with the preservative 
so that the preservative can have an opportunity to penetrate 
uniformly into the wood. 

Method of Seasoning. — Whether or not it pays to season posts 
which are to be set untreated is still an open question. It 
appears, however, that the seasoning adds but little to the life 
of the posts and if it entails much delay or expense is not 
warranted. 

Of course, where a preservative treatment is to be given, 
seasoning is as a rule highly advisable, as better penetrations are 
secured and the protective coating is less subject to injury due to 
subsequent checking. A simple and effective means of season- 
ing posts is to pile them in horizontal layers, allowing sufficient 
space between each post so that air can circulate about them. 
(See Plate XVII, Fig. C.) If the posts are liable to check seriously, 
as in the case of the gums and oaks, it is best to pile them 
ekner together and in a shady place. One or two months are 
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generally required to produce aa air-dry condition but in warm 
weather two weeks may be sufHcieiit. 

Methods of Treatment and Their Selection. — Farmers are the 
largest consumers of posts, and most of them make their own posts. 
The chief requirement for a preservative treatment is, therefore, 
that it shall be one which the farmer can give himself. In some 
localities where the posts are bought, a rather elaborate treat- 
ment can be given and the posts sold in a treated condition. For 
the most part, however, the most practical methods are those 
which are simple of execution. The ones most commonly used 
are described below. 

Setting Posts in Stones.— If stones are abundant, this method is 
better than setting the posts directly into the soil. If the stones 
must be hauled long distances, the method will not pay, as it 
docs not materially increase the life of the posts. Its chief ad- 
vantage lies in that it keeps weeds and vegetation away from 
the base of the post, thus prolonging its life and protectii^ the 
post from ground fires. 

Setting Posts Upside Down. — This is done on the theory that 
rain-water will run out of the post more readily in this position 
than wlicn set large end down. There ia no evidence whatever 
to substantiate this and were it not for the widespread belief 
in this method it would not even be commented upon here. 
An obvious objection to this method is that it places the sm^ 
end of the post in the ground and hence gives a weaker post 
than if set the other way, since greater strength and resistance 
are required in the butt than in the top. 

Charring the Burt. — Charring at best is a poor method of 
treatment, since its effect is but slight. If the posts are charred 
they should first be air seasoned thoroughly and charred from the 
butt to about 6 inches above the ground line. The charr should 
not extend more than 1/4 inch into the post. While this treat- 
ment will tend to increase the durability of the post, it also 
weakens it at the very point where it needs greatest strength. 
However, if the charring can be done at slight expense, it will 
more than pay for itself through added durability. 

Dipping in CrUde Oil and Charring. — If the butt ends of the 
posts are dipped for a few minutes in crude oil and then charred 
better results than simple charring are obtained. (See Plate 
XVIII, Fig. A.) This method is, however, also subject tocriti- 
cism in that it weakens the posts at the butt. It seems that 
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burning the posts after their oil treatment tends to drive some of 
the hot oil into the wood. Some experiments made along this 
line by the Wyoming Experiment Station showed pitch-pine 
posts to be sound after 16 years of service. It should be stated, 
however, that these posts set untreated under similar con- 
ditions would last at least 12 years, so that the efficacy of the 
treatment is not pronounced. 

Diagonal Holes Filled with PieserratiTe. — This method of 
treatment consists in boring 2 or 3 holes about 1/2 inch in 
diameter and 3 inches deep diagonally downward into the post 
near the ground line, and pouring a preservative such as a solu- 
tion of copper sulphate, mercuric chloride, kerosene, etc., into the 
hole, after which it is plugged. When the preservative escapes 
from the cavity, the plug is removed and more inserted. This 
treatment is not recommended, first because it weakens the post, 
second because the preservative does not diffuse evenly through 
the post as claimed, and third because the results secured are not 
sufficient to pay for the trouble and expense of the treatment. 

Brush Treatments. — If posts are first air seasoned and then 
given two coats of a good preservative like coal-tar creosote or 
carbolineum in the manner described In Chapter V, their natural 
life can be increased from 3 to 6 years. The entire butt of the 
post should be treated to a distance about 1 foot above the 
ground line. The preservative had best be applied hot and worked 
into the cracks as completely as possible. Brush treatments 
when properly applied will more than pay for themselves but are 
not as efiicient as can be given. In the case of posts that decay 
at the top, such as maple, gum, etc., it is well also to brush-treat 
the top. 

Dipping Treatments. — These are more effective than brush 
treatments, as the preservative is sure to run into all checks. 
As posts can be easily handled, this method is recommended, par- 
ticularly where only a few posts are to be treated. Creosote or 
a similar preservative is the best obtainable for dipping treat- 
ments. All that is necessary is to have the preservative hot 
(about 150''-180'' F.) and dip the butt ends of the post in a tank 
or barrel containing the oil for about 1/4 minute, after which they 
can be removed. The post should be submerged to a depth of 
about I foot above the ground line. One dipping will give good 
results. Better absorptions and penetrations will be secured, 
however, if the post is dipped twice, a sufficient time elapsing 
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between treatments to allow the first to dry. Tar is not recom- 
mended for either brush or dipping treatments. 

Impregnation Treatments. — Treatments of this kind are the 
best known, although the most troublesome and expensive to 
make. If the preservative selected is a salt like zinc or mercuric 
chloride or copper sulphate, all that is necessary is to stand the 
air-seasoned posts in a tank or vessel containing a solution of the 
preservative. For zinc chloride a 6 percent solution is recom- 
mended, while for copper sulphate 1,5 percent and for mercuric 
chloride O.d percent is sufficient. If the latter salt is used great 
care should be taken in handling it and keeping it away from ani- 
mals because of its very poisonous nature. With copper and 
mercury solutions, wooden or stone vessels or tanks should be 
used, as they will attack iron. The posts should remain stAnding 
in the preservative for about 1 week. 

Better results can be secured with coal-tar creosote, but to get 
most effective treatments the oil should be heated as described 
in Chapter V. If but one tank is used, the oil and posts can be 
heated and then allowed to cool in it. This cuts down the num- 
ber of posts that can be treated per day and is called a "sit^le- 
tank treatment." If two tanks arc used, one for hot oil and one 
for cool oil, quicker results are secured. Such treatments are 
known as "double-tank treatments." The U. S. Forest Service 
has made a large number of tests in treating posts by these meth- 
ods and has obtained some very satisfactory results. These are 
shown in Tabic 24. 

The treating tanks necessary to treat posts in this manner 
and the method of operating them are described in Chapter V 
(open-tank process). 

While no tests that have been made are known to the author, 
it is believed that if the posts are boiled in crude oil or any cheap 
oil for 2 or 3 hours and then quickly plunged into a tank 
containing; a solution of zinc chloride, copper sulphate, or mer- 
curic chloride at atmospheric temperature, as described above, 
and left standing in this solution for 3 or 4 hours, very 
good results will be secured and at a lower cost than if only coal- 
tar creosote were used. It ia quite likely that green posts can 
be treated in this maimer and good penetrations obtained, but 
in such cases the length of the boiling period will probably have 
to be increased somewhat. In no case should the posts be heated 
above 275° F. 
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Pitch Streaks. — It is well known that pine posts which cuntuin 
large amounts of resin arc more ilurabie than piae posts which are 
not resinous. This fact is taken advantiifEc of in prrtain portions 
of the South by peeling all of the bark off a small tree to a hciKht 
of 7 or 8 feet except for a strip about 2 inches wide, which is 
sufficient to keep the tree alive for several years. The tree 
thus injured covers its wound with resin, which frequently 
penetrates into the wood for a half inch or more and thus 
forms pitchy wood. In two or more years the tree is f<'lled and 
the post cut from it. This method is not roconiniended, as it 
is very destructive to timber and wasteful, and the [wsts are 

■Fannera' Bulletiii 387, U. S. Department of Agriculture, 
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very liable to catch oa fire, if ground fires are common, because 
of the pitchiness of the wood. 

Cost of Treatment. — Costs of treatment will be estimated 
only for brush, dipping, and impregnation treatments, as the 
other treatments described cost practically nothing except for 
labor, which is generally supplied by the farmer himself at odd 
times. If labor is included, the coat of the treatments will, of 
course, depend upon the number of posts which can be treated 
per day and the value the farmer puts upon his labor. In the 
following calculations it is assumed that the apparatus used is 
such as is described in Chapter V and that the price paid for the 
chemicals is average for small quantities, viz., creosote 2 cents 
per pound, zinc chloride 5 cents per pound, copper sulphate 
6 cents per pound, and mercuric chloride 70 cents per pound; 
these being used in the manner specified above. The total cost 
of troatmonts per post (6-inch top 7 feet long) will then be 
about as estimated in Table 25. 

Table 25. — Estimated Cost of Tbbatino Fbncb Posts (Butt Only) 



Method of treatment 



Brush- treah^d coal-tar creosote 

Dipped coal-tftf creosote 

Impregnated with xinc chloride, copper sulphate ( 

chloride 

'Snat<^d with coal-tar creosote 



It the entire post is treated the above costs will be about doubled. 

Economy of Treatment. — As the preservative treatment of 
fence posts cut from durable wood is unnecessary, it will be 
assumed that ouly posts having a comparatively short natural 
life will be given a treatment. In order to approximate the value 
of the treatments, therefore, we will take as an example posts 
cut from such woods as red oak, maple, pine, etc., which decay 
in about 5 years and which are worth about 5 cents each. The 
cost of setting the posts will be estimated at J2 cents each. With 
these assumptions and figuring interest compounded at 6 percent, 
the animal cost of posts treated by the various methods will be 
as shown in Table 26. 

It will be noted that, if the values given in the table are approxi- 
mately correct, the economy resulting from the treatment of 
posts is not great. The selection of woods to be cut into posts 
is perhaps of as great or even greater importance. For this 
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reason, Table 27 is given to show what can be expected from 
posts cut from a variety of woods. Fortunately, some reliable 
data from actual experience is available oa the life of untreated 
posts, this data being compiled from painstaking inquiries and 
researches by Mr. J. J. Crumby of the Ohio Agricultural Ex- 
periment Station and published by him as Bulletin No. 219 of 
that station. He examined 292 fences containing 30,160 posts 
in Ohio, Indiana, Illinois, Kansas, and Texas. The results are 
shown in Table 27. 

Table 27. — Life of Fekcb Posts Set Unprotkcted 
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It can be seen at a glance that posts cut from such durable 
woods as osage orange, black locust, red cedar, etc., will far out- 
last nondurable posts treated by the best methods known and 
will be far cheaper to use even if they cost considerably more. 

The following interesting facts on the life of untreated fence 
posts are brought out by Mr. Crumley's investigation: 

1. "A large post usually lasts longer than a small one of the 
same wood. 

2. There is no difference which end is put in the ground, except 
that the sounder or larger end should have the preference. 
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3. Id stiff clay soil, the posts rot principally just beneath the 
top of the ground, and in a porous, sandy, or gravelly soil they 
usually rot from the top of the soil all the way down. 

4. In soil that is full of water all the time, posts will last 
longer. 

5. Timber that grows rapidly and in the open is not as good as 
the same variety that grows in the woods. 

6. There is some evidence that it is not a good time to cut posts 
just as the tree begins to grow in early spring. 

7. The wood at the center of the tree is not as good as that just 
inside the sapwood. This characteristic is very common with 
nearly all the varieties of timber examined, especially so with the 
locust, white cedar, hardy catalpa, and the oaks." 
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CHAPTER XI 

PROLONGING THE LIFE OF PILIHG AND BOATS FROM 
DECAY AND MARINE BORERS 

To satisfactorily treat piling and timber placed in salt water 
where marine borers abound is exceedingly difficult of accomplish- 
ment and the problem is quite different from that of protecting 
timber from decay. As has been pointed out in Chapter II, 
it matters little what the wood is, for the borers will rapidly 
perforate it. The hardest woods like oak and eucalyptus are at- 
tacked by them. The most resistant wood known against these 
attacks is the greenheart, but even this will eventually succumb. 

Of course piling driven in fresh water or in the ground is not 
subject to the attack of marine borers. If such piling is kept 
continuously submerged or buried, no preservative treatment is 
necessary, as it will last indefinitely. If, however, parts of it 
project into the air, decay will take place and some preservative 
treatment is advisable. The methods described under the 
treatment for poles may be considered in this connection, except 
of course if the pilii^ is in water or wet soil soluble salts should 
not be used. 

Selection of Species. — A good pile timber should be straight, 
strong, susceptible to treatment, and of moderate cost. Any 
wood which has these properties can be used to advantage. 
These requirements are admirably filled by our common southern 
pines, the loblolly, shortleaf, longleaf, and Cuban. On the 
Pacific Coast, western yellow pine and Douglas fir are available, 
although the latter is objectionable on account of its resistance 
to treatment by present known processes. Strange to say, two 
woods which differ greatly in their mechanical properties are used 
untreated for piling with apparent good results. These are the 
palmetto, which is comparatively weak and "spongy," and 
greenheart, which is exceedingly stiong and dense. The re- 
sistance of the palmetto is supposed to be due to its porous nature 
and the natural adversion of the teredo to crossing vacant spaces. 
The greenheart apparently has some peculiarity not at present 
understood which is unattractive to the marine borers. 
181 
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If the piling is to be used ia waters where attack by mariue 
borers is known to be very rapid, only those woods which have 
a wide sapwood (about 2 inches in width) should be used, as more 
preservative can be forced into them and better reeulta thus 
secured. Where attack is less severe, it seems that piling with 
sapwood about 1 inch wide is preferable, as this tends to con- 
centrate the oil in the outer portion to a greater extent than when 
the sapwood is wide. In either case it appears that a cod- 
ccntratioii (heavy injection) of oil is better than diffusing the 
same amount of oil more deeply through the wood — a condition 
quite the reverse of the protection against fungi. 

The Manufacture of Piling. — In making piling which is to be 
treated there are two essentials which should be strictly adhered 
to. Firat, is a. complete removal of all bark from that portion 
of the pile which will project above the mud line. Bark is very 
resistant to penetration and if thin strips of it are left adhering 
to the wood the penetration under such strips may be very slight 
or none at all; consequently, no matter how well the rest of the 
pile may be treated, attack will begin at these points and extend 
rapidly to the interior. Many failures have occurred because 
this simple rule was violated. (See Plate XVIII, Fig. B.) 

The second precaution is to keep the sapwood continuous 
and not cut into it so as to expose the hcartwood at any point 
which can be reached by the marine borers. Heartwood does not 
take treatment as well as sapwood, and is always more subject 
to attack no matter how well the treatment is given. As that 
portion of the pile whic^h is driven below the mud line is not 
subject to attack eitlicr by decay or marine borers, and hence 
will In^t indefinitely, it is believed that much economy in the 
treatment of piling could be effected by leaving the inner bark 
adhering to tills portion of the jiile. In this way, much less 
oil would be coiisuiikhI without in any way affecting the life of 
the pile. 

Methods of Seasoning. — If the piling can be air seasoned with- 
out deeaj', the method followed is the same as that given for air- 
seasoning poles. Unfortunnt^^ly, it often happens that this can 
not be done, particularly in the South where the air is warm and 
damp and decay is liable to occur before the pile becomes dry* 
Some plants store their piling in water prior to treatment or leave 
them on the ground. Both these methods may become ob- 
jectionable in that they may cause marked differences in the 
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water content of the pile, whii;h in turn is liable to result in 
unccinal penetrulions. 

1 air seasoning is impossible, live steam or oil seasoning 
t be use^. The methods of doing this have been given in 
ipter IV. Care should be taken not to use temperatures 
tove 275° F., as injury to the timber is liable to occur. The 
jth of time the wood should be steamed or boiled varies con- 
mbly, depending npon the size and "greenness" of the 
1 and the amount of preservative to be injected. In general, 
Eia between C and 18 hours, although longer periods are some- 
bi«s umhI. 
f Methods of Treatmeot and Their Selection. — Many methods 
r treating pilii^ have been tried but only a few have been found 
lorious. Only those which have been most commonly 
lctig«d are dcscrilied. 
Bark Left on the Piles. — Bark resists the attacks of the marine 
wooil borers, but will adhere only a short time, after which it 
loosens and fallw off. If the piles are to be driven untreated, 
however, the hark should be left on, except for the portion pro- 
jecting above high-water level, 

PUnk Coating.— Strips of wood nailed tightly together around 
Ae pile will ward off attack for a short period, but their value is 

f temporary. 

IHail Coating. — Flatr-headed nails resembling upholsterers 
9 driven into the pile close together will prolong the life 
Ltfae pile. It seems that the iron rust formed by the nails is 
roided by some of the marine borers, especially the limnoria. 
' method is, however, expensive and awkward and not 
lommended. 

kistal Coating. — Sheets of nine or copper nailed around the 
B at those points subject to Iwrer attacks will effectively pro- 
t liw pile as long as they last. (See Plate XVIII, Fig. C.) 
rt flbould he taken, however, to make all joints tight. The 
Bating will corrode in time and is liable to puncture by floating 
, Imt this method of treatment is efficacious. 
Bttrlaj) Coatings. — These are made by coating the pile where it 
fkubjoct to attack with various mixtures such as coal-tar, pitch, 
^haltam, sand, etc., and wrapping the whole in several layers of 
^tap. Very gooU results have been secured from treatment 
I this kind. 
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Cement Casings. '^ — ^These are made ia two ways, (1) with 
no space between the casing and the pile, aad (2) with an inter- 
veoing apace of from 2 to 4 iaches. 

The first are manufactured as follows: The bark and knots are 
removed and the pile driven. A jacket of iron, wood, or sewer 
pipe is placed around it, and the space between jacket and pile, 
which is from 2 to 4 inches wide, is filled with hydraulic cement. 
(See Plate XVIII, Fig. D.) When this becomes hard, the 
jacket is removed. Some jackets are so made that they can be 
applied to the pile without disturbing the superstructure of the 
wharf, thus making repairs to broken casings easy. 

The second class is composed of cement pipes divided longitu- 
dinally into two halves, which, when placed together around 
the pile, are joined by a scarf joint keyed with a wooden plug 
soaked in hot tar. The intervening space between pile and casing 
is filled with sand. The chief advantage of this kind of casing 
is the fact that broken sections can easily be replaced without 
removing the superstructure of the wharf. These treatments 
are very efficient. 

Electrolysis. — ^A canvas bag or curtain is placed around the 
pile driven in position and an electric current passed through the 
pile and the surrounding water. This liberates chlorine gas in 
the salt water and kills the borers in the pile. It is necessary, 
of course, to apply this treatment from time to time, since it 
simply kills the borers present in the wood. The treatment is 
expensive, but performs a peculiar function in being able to pro- 
tect piles already set in position and undergoing attack. 

Impregnation with Coal-tar Creosote. — For general work, 
treatments with coal-tar creasote, by either the Bethell or 
Boiling process (see Chapter V for details of treatment), have 
given most effective results. It is necessary, however, to inject 
large quantities of the oil into the wood (18 to 24 pounds per cubic 
foot) if the piles are subject to severe attack. This greatly 
increases the cost of the treatment. However, piles properly 
treated in this manner have been known to last for 30 years, 
while untreated piles sot in similar waters are completely de- 
stroyed in 5 years. While this method of treatment is the best 
known, it leaves much to be desired. It is, as has just been 
stated, very costly. Furthermore, several cases have been called 
to the author's attention where the piling so treated has not 

> Circular 128, U. S. Forest Servioe. 
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Ithstood attack, especially of the limnoria and xylotria, and 

led ia less thnn 8 years after it was driven. There is a 

itinct need for a good preservative which can be used in 

treating piling set in waters badly infected with marine borers. 

(See Plate XIX, Figs. A and B.) 

It seems that a more economical method of treatment than 
is now practised could be devised. As has already been pointed 
out, that portion of the pile driven below mud lino needs no pro- 
tection, yet in present methods it receives even more oil than 
rest. Furthermore, the portion of the pile above high-water 
irk does not require as heavy injection as that portion in the 
If a plant could be constructed which could be tilted 
vertically after the piles are run into it, and only a portion of 
tlio pile impregnated, it i.s believed much expense could be saved. 
Such a plant would abo be atlmirable for butt-troating poles 
under pressure. 

The selection of the process to be used in treating piles largely de- 
ils upon local conditions. If the waters are comparatively free 
borers, such as in our more northern harbors on the Atlantic 
t, or if the waters are brackish, a comparatively light treat- 
mt with creosote (10 to 14 pounds per cubic foot) is sufficient, 
however, the borers abound as at Gulfport, Miss., and San 
iciflco, Cal., the heaviest impregnations should be used, 
lere the piling can be protected from floating d6bris, casings 
cement or metal Jas described above are also effective. These 
also be placed over piling already driven into position if it is 
id attack is taking place. Treatments with burlap, soaked 
already described, give good results even in waters badly 
fewtod. So far as is at present known, heavy impregnations 
iWi coal-tar creosote are, when all things are consiilerotl, the 
t eflfcctive that can be given, and they are recommended for 
places wlierfr attack is severe. 

Coat of Treating Piling. — The total cost of treating piling by 
standard full-cell creosote process including the removal of 
strips of inner bark or "skin" left after the piles have been 
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roughly peeled in the woods is given in Table 28, where oil is 
figured at 9 cents a gallon of 8.75 pounds, the piles are steam- 
seasoned, and 16 pounds of oil per cubic foot are injected. 

Economy in Treating Piling. — The cost of treating and driving 
piling as well as the life secured from it are all so variable that 
general figures are of value only as an illustration. In prepar- 
ing the general estimates given in Table 29, two conditions 
are illustrated, case (A) where piling is driven in salt water 
where attack by marine borers is light, and case (B) where 
attack is severe. In the former it is assumed that a treatment 
of 16 pounds of creosote per cubic foot is given, while in the latter 
22 pounds are injected. The cost of driving the piling including 
the superstructure bolted to them is taken as $6 per pile, and all 
piles are assumed to be 40 feet in length and to contain about 
25 cubic feet each. Variations of at least 100 percent in the 
estimated annual savings either way can be expected because 
of the extremely varying conditions under which piling is used. 

Table 29. — Estimated Economt in Tbiating Piumq* 



Hem \ Cmb a I C— B 



Life of untreated piling — years 

life of treated piling— years 

Cost of untreated piling — driven in place 
Coat of treated piling — driven in place. . 

Annual charge — untreated piling 

Annual charge — treated piling 

Annnal saving — treated over untreated. . 



25 

S8.50 
«4.76 
11.32 
Si. 03 
SO. 29 



18 

SS.50 
S16.50 
S3. 12 
SI. 40 
SI. 72 



The preservative Treatment of Wooden Boats. — If wooden 
boats are used in salt water which contains marine borers, they 
are very subject to attack and unless properly protected their 
bottoms may be entirely destroyed in a year or less. For light 
boats which can be readily hauled out of the water, repeated 
coatings with copper paint will prove effective. Heavier boats 
should be protected with sheet copper nailed securely to the 
bottom. Barges and similar craft should have their bottoms 
built of lumber heavily creosoted, 12 or more pounds per cubic 
foot being injected. Even under these conditions, attack is very 
liable to occur. If fresh-water moorings are accessible the borers 
in the boats can be killed by anchoring the boats for a few days 
in fresh water. 

' Intereat compounded annually at 5 peroent. 
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Wood in boats not subject to attack by borers is often quickly 
decayed, as the moist conditions of the air in them is very 
favorable to the growth of fungi. It is a very good plan to brush- 
treat with creosote or carbolineum all such joints subject to 
decay. The author has had considerable experience in protecting 
small fresh-water boats in this manner and has entirely eliminated 
decay. Of course, the portions so treated cannot be painted, 
as paint will not adhere to the creosoted wood. In barges and 
boats where artistic effects are not essential, all lumber subject 
to decay can be profitably creosoted by one of the empty-cell 
methods. This will protect the wood from rotting without 
increasing it8 weight very materially. 

Although no cases are known of where it has been tried, it is 
believed that the life of small pleasure boats subject to decay 
can be materially prolonged if they are filled in the spring with a 
3 percent solution of copper sulphate or a 1 percent solution of 
mercuric chloride and allowed to soak in this solution for several 
days before they are run into the water. These solutions should 
soak into the joints and permeate the partially decayed wood, 
thus killing whatever fungi might be present. 
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CHAPTER XII 
PROLONGING THE LIFE OF MINE TIMBERS 

On account of the warm damp air which exists in many mines, 
timber placed in them is very subject to attack by decay and in- 
sects. As the methods which will eliminate decay will also elimi- 
nate insects, no differentiation in treatment is specified. It ie 
very common for mine timbers, a foot or more in thickness, to 
become completely decayed in leas than 2 years if set untreated. 
The expense of resetting these timbers is great, and, furthermore, 
such replacements generally interfere with the working of the 
mine. This is particularly true in coal and iron mines. In 
many mines the walls are of solid rock so that little timber is neces- 
sary, and even this is often not subject to rapid decay. Also, in 
temporary workings, where the props are either left standing or 
"pulled" after the coal or ore has been removed, a preservative 
treatment is unnecessary. But for permanent shafts and 
gangways it is highly advisable to so treat the timbers that 
greatest life can be secured from them and thus the working of 
the mine will be least interfered with. Several mine com- 
panies in the United States are using treated timber and have 
secured excellent results. As the workings are extended deeper 
and deeper, the need for a preservative treatment is found 
~ to become more acute. 

Selection of Species. — It is the practice at most mines to use 
any kind of wood which is available and is large enough for the 
purpose desired. Preference is, of course, given to those varieties 
which are most durable. This freedom in the Felection of 
species must be considered bad practice on the part of the mine 
operator, for aside from the large expense and trouble to which 
he is put in replacing the decayed timber, he is filling his mines 
with the mycelia of the destructive fungi. Sanitation of timber 
in such conditions is advisable if contamination is to be pre- 
vented, just as it ia among human beings where some are 
affected with a contagious disease. 

Strength, form, and durability are the inherent properties 
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required of a good mine timber, but if a preservative treatment is 
to be given, adaptability to treatment can be substituted for 
natural durability. As mine timbers, except for shafting and 
"long walls," arc generally short, they are not so difficult to fur- 
nish as timber for poles and piles, and consequently the mine 
operator has a wider choice of species at his command. If the 
timbers are to be set untreated, durable woods should be 
selected for the permanent workings, such as osage orange, 
black locust, white oaks, chestnut; or if strength is not bo 
important, the cedars, cypress, etc. The more heartwood they 
have the longer will be the life secured. 

When treated, the red oak, maple, birch, beech, the hard 
piues, fir, elm, etc., are good woods where great strength is 
required, and for workings requiring less strength most any wood 
having an inch or more of sapwood can be used to advantage. 

The Manufacture of Mine Timbers. — In permanent workings, 
whether the timbers are to be set treated or untreated, they 
should be peeled before they are placed in the mine. This in 
itself will increase their durability and destroy the breeding places 
for many wood-destroying insects. To peel timber in the woods 
or at the shipping point effects a saving in freight and in the cost 
of handling. The weight of the bark usually amounts to from 
6 to 15 percent of the original green weight. If the timbers are 
to be treated, they should be framed to exact dimensions so that 
no cutting into the treated surface will be necessary. Unless 
there is some good reason to the contrary, all timbers intended 
for treatment should be left round. Slabbing them only exposes 
the heartwood and hence decreases the effectiveness of the 
treatment. 

Methods of Seasoning. — When mine timbers are set untreated 
there is little or no advantage gained in seasoning them before plac- 
ing them in the mine. If they are to be treated, however, season- 
ing is advisable, as it enables better results to be secured. Air 
seasoning is recommended, unless for some local reason it can- 
not be practised. Props and other round timbers can be piled 
on skids in the same manner as poles (see Chapter IX). Mine 
ties can be piled like railroad ties (see Chapter VIII). Lumber 
and sawed stock should be piled with liberal air courses be- 
tween the planks, and with as small an area as possible in contact. 
The rules as given in Chapter IV for the selection and care of the 
seasoning yard should be followed. 
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The length of time necessary to air season the timbers of course 
variea considerably (see Chapter IV). In general, 1 or 2 
months are sufficient. Fig. 23 shows the rate at which loblolly 
pine and red oak props and ties air-seasoned in Pennsylvania and 
Alabama. Whenever possible, timber should be seasoned before 
shipment, as a considerable saving in freight will result. If it is 
not practicable to air season the timber, it can be seasoned in 
steam or oil as described in Chapter IV. The length of time nec> 
essary to do this will, of course, vary with each kind and form of 
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Flo. 23. — Percentage of green weight lost by seasoning mine timbers, 
timber and with the character of treatment desired, so that each 
plant will have to work out its own best operative conditions. 
The instructions already given in Chapters IV and V should be 
consulted for helpful suggestions. 

METHODS OP TREATMENT AND THEIR SELECTION 
Mine Ties. — The methods of treating mine ties do not differ in 
any essential way from the treatment of cross-ties described 
in Chapter VIII. If the mines are dry, treatments with zinc 
chloride or any empty-cell treatment with creosote will prove 
very satisfactory. On the other band, if the ties are hable 
to be wet or alternately dry and wet, heavier injections of 
> From Bulletin 107, United States Forest Serricv. 
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creosote are best. Ties constantly in water need no treatment 
whatever. 

Hine Props. — Under this headit^ are included props, legs, 
collars, and caps. The cheapest treatment consists in brush- 
treating these with coal-tar creosote, and if the preservative ia 
applied to the ends and joints as well as the sides, several years 
increase in life will be secured, so that the cost of the opera- 
tion will more than pay for itself. Such treatments should, 
of course, be applied to the timbers before they are placed 
in the mine. If dipped, better results will be secured than 
by brush-treating, as all checks will be coated with the pre- 
servative. 

Impr^nation treatments have given by far the most satis- 
factory results. Three processes are recommended, the Burnett, 
the empty-cell and the full-cell creosote. If decay is not un- 
usually severe and if the timbers are Uable to be broken by crush 
or "squeeze," the Burnett process is recommcoded. Excellent 
results can be secured from it. If the timbers are set in mines 
where there is much moisture and where decay is very rapid, 
treatments with creosote should be used, the empty-cell method 
being employed for porous woods containing much sapwood, as 
loblolly and shortleaf pines, etc., and the full-cell process where 
the timbers are refractory and the percentage of sapwood small, 
as in Douglas fir, hemlock, and hewed timbers generally. One- 
half pound of zinc chloride per cubic foot is sufficient for the Bur- 
nett-treated timbers. Six to 12 pounds per cubic foot is sufficiently 
heavy for the creosoted timbers. All these timbers ean be handled 
in precisely the same manner as in treating ties. 

The practice of sawing off treated mine timbers in order to 
make them fit is bad. It can often be avoided by using com- 
paratively short timbers and wedging them into place by means of 
creosoted wedges or caps. In this manner much valuable timber 
can be saved and decay greatly retarded. 

Square Sets. — If these are made of round timbers they can be 
handled in the same manner as props. If the timbers are sawed 
or hewn and are not susceptible to treatment, the full-cell creosote 
treatment is recommended. Care should be taken to see that 
the ends especially are well protected, and if for any reason 
it is necessary to retrim these timbers after they have been 
treated, such places should be brushed over with one or more 
coats of creosote. 
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Lagging. — It seldom pays to treat lagging, but if the lag^ng is 
mtido of Rawed luniber, a treatment with zinc chloride can 
profitiibly l>c given. Tlie chief advantage in treating lagging 
TQstH in rotiirdiiig the spread of the wood-destroying fungi. 

The Treatment of Mine Timbers in Relation to Fire. — Tliia is a 
vcr>' ini]>ortaiit matter, as notliing should be placed in the miaea 
which will increase the fire hazard. All timbers treated with 
zinc cliloride will be more fire resistant than untreated timboB. 
Furtlioriiiore, this salt tends to keep the timbers moist, and 
hence under pres.«ure they will act more lilce green timbeTrVix., 
bend ronsiderubly before they break. Much importance is 
attnclie<l to tliis property by some mine operators, as it gives a 
warning to the men in ease of a crush or fall of rock or earth. 

In nil cases, timbers wliich are crcosoted should first be air 
seasoned for at least 1 month before they are placed in the 
mines. Tliis will eiuiblc the ligliter portions of the oil to 
evai)i)rale and will decrease very materially the case with which 
the timl>er can be ignited. After it has once air seasoned, 
creosoted timber is not ea.sily ignited. It is possible to hang the 
nnke<l fiiinie of u miner's torch or lamp on such timber without 
injury other tiiiui a charring of the surface. If., however, the 
tinilx'r once ignites, it will burn freely and, unfortunately, emit 
dense clouds of black smoko. Pire in crcosoted timber is, how- 
ever, easily cxtiiigui.shcd. The author witnessed the effect of a 
fire in u mine sliaft, built of half untreated and half creosoted 
I>r<ii)s, where the flames shot fi-om the mouth of tlie shaft. The 
file was extinguished )>v smothering the shaft. An examination 
made after the fire showed nearly all of the untreated props 
destroyed, while those creosoted were simply charred on the 
surface and still scrvicealile. There is little doubt, however, but 
what Kinc-treated timliei's in mines are preferable to creosoted 
timiiers wlien judged from a fir<--hazard standpoint. Tb^ are 
not iitdy flic resistant in tliemselves, but they do not emit odors 
which iniiy be olijected to l)y tlie workmen and lience cause 
anxiety amuni; thetn. l''or further information on the inflam- 
maliility of timber treated with zinc chloride and creosote, the 
~ reader is referred to Chapter XVI. 

Cost of Treatments. — Table 30 gives an estimated cost of 
treating mini- tiiid>er.>i. It is assumed that creosote costs 1 cent 
per p(inn<l, zinc chloride 4 cents per pound, pe<'lii]gand seasoning 
about 1 cent per cul)ic foot, brush-treating about 15 centa per 
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Bet, and impregnating about 2 cents per cubic foot. A sufficiently 
close estimate od the cost of treating mine ties can be secured 
from a direct comparison with cross-ties already given, making 
allowance, of course, for the differences in volume between the 
two. . 

Taslb 30. — Estimated Cost of Untreated and Treated Pine 
Gangway Sets 
(Om Mt BODilata ol oi 





Amt. or pre- 

MrvMive uud 

per«t 


Cost of 1 Coitofpeol- 1 J^^^^ 




lb. 


t \ Sis 






Empty-oell prooeas 

FuU-oeU prooeai (Bethdl) .... 
Bumett pro<»aB 


28 0.28 40 1 9.18 
130 1 1.30 0.80 ; 10 60 
312 1 3.12 1 80 12,42 

13 ' 0.52 i 0.80 9.82 



In western United States the cost of treating mine timbers is 
high. Some figures secured from practice in Montanii in treating 
square timbers are as follows:' 

CoBt of untreated sets: 

1127 feet B.M. squftred timbers, at S20.50 per M li.M S25.36 

Praming timbers. 13.50 

Coat of lugging, at S15 per M B.M 5.90 

Snitching and unloading charges 0.S5 

Cost of placing set 18.00 

Total cost of untreated sot in place $63.61 

Cost of treatment; 

Cost of treating, including interest, dcprcciiktion. fuel, nnil Inbur 

charges 3.34 

Coat of creosote, at 15.6 cents per f^Hlliin; iil>aorpti»n 4,5 pounds 

per cubic foot 8.03 

Loading and unloading charges 1.23 

'Total cost of treatment 12.60 

Total cost of treated set in plane 76.21 

Ecomony of Treatments. — Because of the rapidity with which 
timber placed in most mines decays, the economy due to its 
treatment is very striking. As stated in tlic opening of this chnp- 

' Bulletin 107, United Stales Forest Service. 
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ter, it is not advisable to treat all of the timber which is placed in 
the mine because much of it is intended to serve only a short 
period. But for permanent shafts, gangways and entries it will 
almost invariably be found that a treating process of some sort is 
advisable and will result in a marked economy. Fortunately, 
some reliable records on the life of treated timber in mines is 
available on which fairly accurate estimates of economy can be 
based. (See Chapter XX, Reliable Records on theLifeof Treated 
Timbers.) Excluding all failures from crush and fire, which may 
be nil or total, the economies that may reasonably be expected 
when such woods as pine, red oak, etc., are used are shown in 
Table 31. 



Table 31. — Ebtiuated Annual Char<]gs op Tbkatbd a 
Mine Sets 
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CHAPTER XIII 
PROLONGING THE LIFE OF PAVING BLOCKS 

Progress of Wood Paving. — " The first use of wood for paving is said 
to have been in Russia, where crude blocks were laid several centuries 
ago. Wood was introduced into New York City in 1835-36, and into 
London in 1839. Continental Europe was slower to take it up. 

During the first 30 years of wood paving in England and America 
the chief consideration seems to have been the form of block. The large 
and unequal interstices between the round blocks then commonly used 
permitted the e^es to wear off rapidly into a corduroy condition which 
was uncomfortable to the traveler, and which hindered both drainage and 
cleaning, thus making the pavement unsanitary and hastening its decay. 
To remedy this, other forms of block were devised, many of which were 
patented. 

In the United States perhaps the most conspicuous of these blocks was 
the 'Nicholson,' patented in 1848 and laid extensively in the 10 years 
following the civil war. The block was rectangular, which gave equal 
interstices; but this by no means solved the problem, and results were 
no better than before. Little thought was given to the kind of wood 
used, and as soft a wood as white pine was frequently laid. The blocks 
were neither seasoned nor treated with chemical preservatives, and 
quickly decayed. Wide joints permitted water to get under the pave- 
ment, where it was absorbed by the blocks, with the result that they 
swelled, so that the pavement often heaved from its foundation. Fin- 
ally, the foundation was usually of untreated planks, laid directly upon 
earth, so that they S03n decayed, while the pavement sank into ruts 
and holes. 

Round blocks, mostly of cedar, were extensively laid in the Middle 
West. They made neither a durable pavement nor in any way a satis- 
factory one. But they were cheap and served a good purpose in tidii^; 
fast-growing cities over a critical period. There have also been laid in 
various cities pavements of oak, cypress, white pine, hemlock, Washing- 
ton red cedar, cottonwood, mesquite, Osage orange, redwood, Douglas 
fir, and tamarack. In nearly all these cases the blocks were untreated, 
or at most dipped or boiled for a short time in tar, asphalt, or other mix- 
ture of supposed preser\'ative value, and they failed to give satisfactory 
results. Untreated American red gum was tried in England, and for a 
time rused great hopes, but it finally proved unsatisfactory. 
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Some species of eucalyptus, especially karri (Eucalyptus diversicolor) 
and jairah (E. marpnata), which are very dense, hard, Australian wooda, 
have been laid extensively in England. In London these woods have 
shown a life of from fifteen to twenty years, but continued use has not 
entirely justified the hopes first enterttuced for them. Their structure ia 
too dense to permit impregnation with chemical antiseptics, without 
which they absorb water and eweU. They wear much more slippery 
than moat native woods, and they are not immune from decay, though 
because of certain antiseptic gum-reains which they contdn they are 
more so than any untreated native woods. In En^nd, however, th^ 
are still used. Jarrah blocks were laid on Twentieth Street, New Yoik 
City, in 1895, but were removed in 1904. The cost of this pavement was 
about S5 per square yard, which would exclude these woods from exten- 
sive use in America even should they make a better pavement than our 
best creosoted native woods, which is not likely."' 

The failure of the untreated woods turned attention to blocks 
artificially preserved. One of the earliest records in our country 
is in the city of Galveston, Texas, which laid some creosoted pine 
blocks in 1873, These blocks gave satisfactory service for 30 
years, when they were destroyed by a flood. Little prepress was 
made in advancing the use of wood blocks until within the past 
10 years, when the demand for a high-class pavement, especially 
in large cities, caused a big increase in the number laid. This 
growth ia shown by the following table: 

; United Statb 



Vrar 


Amount o( wood .■.Kd— cubic l«l-> 




1907 


2,874,560 




ino8 


1,260,020 






2,994,290 
4,692.453 




IHIO 


IftU 


10,14.^,724 




iiua 


7,.t97.09.^ 





• = diviile figures given by 2.025 to convert into square yards. 

Mr. George W. Tillson, Chief Enginwr, Bureau of Highways 
of New York City, conducted an inquiry on the comparative 
value of various forms of pavements in which the opinions of 
Hftveral city engineers were mked in regard to the salient points 
to be considered in judging a street pavement. Mr. Tillson 
summarized these opinions in his book entitled "Street Paving 

' Extract Circular 141, United States Forest Service. 
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and Paving Materiak." The results of this investigation are 
given in Table 33. 

Table 33. — Comparative Value of Diffehent Paveuents 
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Other investigators have attempted similar comparative 
studies, and while no two of them agree in all respects, a high 
rating is given to wood-block pavement in regard to its noise- 
lessness, durability, and sanitation. 

On the other hand, the pavement has been severely criticized 
on account of its high initial cost aod troubles experienced with 
slipperiness, expansion or buckUng, and the exudation of oil, or 
"bleeding." From investigations which have been conducted, 
it is believed that much progress has been made in overcoming 
some of these objections and that before long all of them, except 
perhaps high initial cost, will be eliminated. 

Selection of Species. — At present most of the wood blocks used 
(over three-fourths of the total number) are cut from the "south- 
ern yellow pine." This is rather indefinite as regards the exact 
species, as the term may include the longlcaf, shortlcaf, Cuban, 
or even loblolly pines. What is wanted, undoubtedly, is the 
longleaf pine, but according to present practice there is no 
certain way of telling these various pines apart except by a most 
earful microscopic examination, which in commerical work is. 
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of course, impracticable. Specifying a certaiD number of rings 
per inch is of assistance but is by no means certain. As the 
strength of wood is directly proportional to its dry weight, it ia 
believed that a specification couplii^ rings per inch with dry 
weight would give the engineer more definitely what he desires. 
Branding lumber at its point of production would also be of 
assistance to the inspector. 

In addition to the "southern yellow pine," blocks made of 
Douglas fir, red gum, tamarack, larch, and Norway pine are also 
used, although in comparatively small amounts. 

The intrinsic properties demanded of a good block wood are 
resistance to wear, uniformity in structure and freedom from 
defects, adaptability to treatment, and ability to hold its shape 
after treatment. These requirements coupled with a reasonably 
low cost limit very materially the number of woods which can be 
used. In addition to the woods already mentioned, it is believed 
the following are worthy of trial : Beech, birch, black gum, maple 
sycamore, tupclo, hemlock, lodgepole and western yellow pines. 
They will, of course, have to be handled somewhat different 
from standard practice, but some of them possess desirable 
qualities for street pavements. 

Blocks which arc cut from a very hard wood have a tendency 
to wear smooth, so that unless the pavement is sauded periodically 
they may prove too slippery for satisfactory use. If some of the 
woods above suggested give good service in pavements, it should 
tend in certain cases to lower the initial cost of wood-block 
pavements. 

The Manufacture of Paving Blocks. — Paving blocks are usually 
cut from planks of varying lengths, about 3 1/2 to 4 inches thick, 
and 6 to 10 inches wide. These are fed into the paving-block 
machine, which is fitted with a series of saws so spaced as to cut 
the blocks to exact depth. In this manner many blocks are cut 
at one time. The capacity of the machine varies but good 
machines can turn out 200 square yards of 4-inch blocks per 
hour. On leaving the block machine, the blocks fall onto a 
conveyor, where they are inspected and all imperfect ones 
removed. The rest are carried meihanically to the treating cylin- 
der or cylinder cars and dumped automatically. It is very 
important that the blocks be cut to an exact depth, for if this is 
not done the surface of the pavement will be uneven and its wear 
greatly augmented. The prevailing depth of bloclcs for street 
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work varies from 3 to 4 inches, the smaller being used for light 
and the larger for heavy traffic. In Europe the practice is 
to use deeper blocks than in our country. This, of course, greatly 
increases the cost of the pavement but is claimed to give longer 
life and greater resilience. It is believed that the question of 
proper depth of the block is not given the attention to which it is 
entitled. As all woods vary in strength, it is only reasonable to 
cut them to different depths depending upon their strength. 
Blocks are laid with the grain vertical. This subjects them to 
shear parallel to the grain, which is the weakest direction in which 
a load can be applied. Failure from shear is therefore great, and 
many blocks have been shattered in practice because of such 
failure. It is believed, therefore, that if best service is to be 
secured, blocks low in shear should be cut to greater depths than 
blocks which are high. 

The planks from which the blocks are cut are generally ^r 
seasoned. It is believed unnecessary to do this, in fact some- 
times inadvisable. If cut from green planks, the blocks will be 
treated at their maximum size, so that danger from expansion 
after they are placed in a street will be lessened. Most woods 
treat easiest in the direction of the grain, so that the problem of 
securing a good penetration in blocks only a few inches in length 
is not a difficult one. 

Specifications for paving blocks vary considerably. The fol- 
lowing is a fair sample of what is generally required : The blocks 
shall be made of prime, sound timber, and no wood averaging 
less than 6 rings to the inch, measured radially from the center of 
the heart shall be used or wood that is poorly manufactured and 
contains loose knots, worm holes, and other defects. The blocks 
shall be from 5 to 10 inches long, 3 to 4 inches in depth parallel to 
the grain depending upon traffic, and 3 to 4 inches in width, pro- 
vided all blocks furnished for one street are of uniform width and 
depth. A variation of 1/16 inch in depth and 1/8 inch in width 
will be allowed. 

Methods of Treatment. — Nearly all of the paving blocks 
treated in the United States are impregnated with coal-tar 
creosote, either alone or in mixture with tar, by the full-cell 
method. In a few cases, tlic blocks are simply dipped in oil 
(creosote or carbolineum) and lately the zinc-creosote process 
has been advocated for blocks used in factories and shops. A 
common method consists in placing the air-seasoned blocks in a 
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treating cylinder (and sometimes drawing a vacuum), after which 
the oil is admitted and forced into them under a pressure of about 
150 pounds per square inch until the desired amount is absorbed. 
The cylinder is then drained of excess oil and a vacuum drawn for 
about 1/2 hour to dry the blocks, after which they are removed 
and are ready for use. This practice is modified by certain opera- 
tors, who steam the blocks aftei they are run into the cylinder 
and then pull a vacuum after the steaming period. A few opera- 
tors also steam the blocks after they have been impregnated with 
the oil. 

The amount and kind of oil injected varies considerably. Nearly 
all specifications call for a heavy grade, viz., one with a specific 
gravity of at least 1.08 at 25° C. and in some cases as high as 1.12. 
Many engineers allow the oil to be mixed with certain amounts of 
"filtered tar" in order to bring up its gravity. Some al.so nllow 
water-gas-tar creosote to be mixed with the coal-tar creosote. The 
amount of oil required is generally 16 pounds per cubic foot, al- 
though this varies from 12 to 20. It can thus be seen that the 
practice in treating blocks is by no means a uniform one, but dif- 
fers with the opinions of the various engineers. 

The Chicago Creosoting Company has recently constructed a 
block plant wherein the cylinders are placed vertically. (See 
Plate XI, Fig. D.) The blocks are dumped into the top of the 
cyhnders by a mechanical conveyor. After the desired absorp- 
tion has been obtained, the excess oil is drained from the cylin- 
ders, and a door in the bottom of the cylinder is opened allowing 
the blocks to fall directly into cars ready for shipment. This 
method does away with cylinder cars entirely and is claimed to 
cut down the co,it of handling. 

Troubles Experienced with Wood-block Paving. — It has al- 
ready been stated tliat wood-block paving at times has serious 
objections. Unfortunately, the exact cause of these difficulties 
is not known at present, so that definite remedies for all conditions 
cannot be prescribed. Opinions and practice differ widely. The 
chief objections are shpperincss, exudation of oil, and expansion of 
the blocks. 

Slipperiness. — In general, the harder the blocks the smoother 
the pavement becomes. Blocks of softer wood give, therefore, 
less trouble from slipperiness, but there is a limit to which the 
softness can go, as blocks which are too soft will of course wear 
rapidly. 



ilized by Google 



PROLONOING THE LIFE OF PAVING BLOCKS 201 

Oil and tar on the surface of the pavement also increases 
slipperiness. It is believed that this cause can be largely over- 
come as will be discussed below. 

If our streets were sanded from time to time, as is done abroad, 
the surface of the blocks would become roughened because the 
sand would embed itself in the wood. This should be done 
particularly in cold weather, when ice forms on the pavement. 
Asphalt is also subject to the same objection in cold weather and a 
similar treatment should be given it. 

Exudation of Oil. — This is about the most troublesome objection 
raised against wood blocks. The oil and tar may at times exude 
to the surface and form a thick, disagreeable mat, which sticks 
to the feet of pedestrians and is generally objectionable. In 
certain cities like Chicago, the trouble became so acute as to 
arouse bodies of citizens into a protest against what was termed 
the "black plague." Other cities like Minneapolis have for- 
tunately been free from these troubles. It is probable that the 
exudation of oil, commonly called "bleeding" or "weeping," 
is due to several causes, such as too heavy an impregnation, too 
much pitch or tar poured into the joints, too rapid-grown blocks, 
improper treatment, and too close laying of the blocks. From 
observations and tests made by the author it is believed that 
bleeding can be eliminated if (1) only slow-grown wood is used 
for the blocks; (2) if green timber or steamed seasoned timber 
is used; (3) if a strong prehminary and final vacuum is drawn 
before and after the oil is injected; (4) if when tar is used the 
blocks are steamed shghtly after the oil is injected; (5) if the 
penetrations are made complete; (6) if impregnations no greater 
than 16 pounds per cubic foot are given; (7) if straight coal-tar 
creosote or coal-tar creosote containing only small amounts of 
carbon-free tar is injected; (8) if the blocks are not laid too close 
t(%ether; (9) if excess tar or pitch is not poured between the 
joints. All of these requirements can be easily met without added 
cost. 

Expansion of the Blocks. — This is commonly called "mush- 
rooming," "buckling," or "popups." (See Plate XXI, Fig. A.) 
The true cause of it is not known except, of course, that the 
blocks are under heavy pressure. If the blocks are laid very 
dry and close together there will be little room for expansion and 
the pavement will be very liable to buckle. It is believed that 
if the blocks are well penetrated so that their tendency to absorb 
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moisture will be decreased, are treated green or eteam seasoned, 
are laid fairly loose and have proper expansion joints, little or 
no trouble from buckling will be experienced. 

It is wasted effort to try and make the blocks nonesEpansive, 
for no matter how much oil is forced into them they will absorb 
more or less water in time. Furthermore, the oil and wood will 
expand due to rise in temperature. Best practice, therefore, is to 
keep the absorption of water to a minimum by proper treatment 
and to allow for expansion by carefully laying the pavement as 
described above, 

Method of Laying Wood Blocks. — In street work, a concrete 
base about 4 to 8 inches thick is first constructed, this having the 
desired crown. Over this is then placed a layer of coarse sand 
about 1 inch thick. The blocks are then laid on this smoothed 
sand cushion, after thich they are tamped and rolled into final 
position. Asphalt, grout, or hot pitch is then poured into the 
joints and further worked into them with a sque^ee. The 
surface is then covered with sand and the pavement is ready for 
use. In a few days the excess sand is removed from the pavement. 

Experiments have been tried in doing away with the sand 
cushion by pouring hot pitch directly over the concrete base and 
embedding the blocks in it. These pavements have not been in 
service sufficiently long to judge of the results. 

The angle at which the blocks are laid has also been tested. 
It is found that blocks laid at an angle of 671/2° with the curb 
show least wear, those at 45° next, and those at 90" most. 

The character of filler to be used is still an open problem. 
Coal-tar pitch and a-sphalt seem to be preferred. The former is 
objectionable in that, if not properly applied, it will ooze to the 
surface. Asphalt is free from this objection but is more difficult 
to work into tlio joints. 

Expansion joints arc, at times, laid not only along the curb 
(about 1 inch in width on a 50-foot roadway) but crosswise. 

In some cities strips of wood about 1/4 inch thick are 
pliicc<l between the blocks, thus leaving joints for a better footing 
of horses. This practice, however, is not common. 

When wood blocks are used on certain types of bridges, they 
arc laid directly upon creosoted plank. This adds considerably 
to the lightness of the bridge and is considered a distinct 
advantage over other forms of pavement. 

Cost of Treatment. — The cost of treatii^ wood paving blocks 
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varies with the kind of oil specified, the amount to be injected, the 
kind and dse of the block, and other peculiarities in the specifica- 
tions. If ordinary creosote is used it can be obtained for about 
8 cents per gallon. Generally, however, a higher grade is re- 
quired, which in some cases costs 12 to 15 cents or more per 
gallon. Assuming the cost of the oil to be 1 cent per pound 
and 16 pounds to be injected per cubic foot, the cost of treating a 
square yard of 3 1/2-inch blocks will be about 45 to 50 cents, and 
of 4-inch blocks about 52 to 57 cents. This, of course, is ])ut a 
fraction of the total cost of the pavement, which, in general, 
varies from about S2.20 to $3.70 per square yard, making it one 
of the most expensive pavements in use. 

Advantages of Wood-block Paving. — Wood-block pavements 
possess some very desirable properties, the chief ones being 
sanitation, durabihty, case of repair, low traffic resistance, case of 
cleaning, and absence of noise. Friends of the pavement will 
find many other points to extoll, but the above list may be 
considered conservative. 

Coal-tar creosote is a strong antiseptic, and as large quantities 
of it are forced into the blocks, its presence alone tcntia to keep 
the street in a healthy, sanitary condition. 

The durabihty of wood blocks when properly laid is surprising. 
Data collected on a test pavement in Minneapolis, where ac- 
curate traffic records are kept over one of the busiest streets in 
the city, show a wear of about 1/32 inch per year. The expe- 
riences of several cities have shown the marked value of wood 
blocks in comparison with the durability of other kinds of 
pavement. There is no doubt but what the good results already 
obtained could be considerably bettered if American munici- 
palities only took better care of their pavements. In thif respect 
Kuropc is far ahead of us. 

The ease with which wooil-block pavements can be repaired 
is all the more reason why better care should be taken of them. 
Xf a depression once starts it will grow rapidly until a considerable 
hollow is formed. The time to repair such failures is in their 
beginning when all that ia necessary is to remove a few blocks, 
Bmooth the sand cushion, and add new ones. 

The deprc*jions caused by vehicles and horses in asphalt on 
hot days is well known. This, of course, means the load is 
harder to pull. Wood blocks do not have this objection and 
because of their smooth surface make traffic run smooth. 
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The even surface of wood-block pavements enables them to 
be easily cleaned and, of course, adds to their santitation. 

It is perhaps the noiseleasness of wood blocks which makes 
them so desirable, especially in congested business districts, 
and has earned for them the title of the "silent pavement." 
This quality has p'aced wood-block pavements in high regard 
and is largely responsible for their rapid growth in our large 
cities. 

In all of the above, it has been assumed that the pavements 
were properly laid, for if this is not done poor results are bound to 
follow. There is no unusual difficulty in properly laying a wood- 
block pavement. 

Wood Blocks for Bams, Factories, Etc. — Considerable progress 
has been made within the past few years in introducing wood- 
block flooring in factories, car barns, ferry ships, etc., where it 
has given good service. It is liked by the workmen in preference 
to cement floors because of its "touch." It is durable, easily 
repaired, sanitary, and dustless. For use under such conditions 
the blocks are often cut smaller and treated with less oil than 
blocks intended for streets. In fact, the Rueping and Card 
processes are sometimes employed, thus decreasing perceptibly 
the cost of treating the blocks. The blocks are laid in much the 
same manner as for street work except that the angle of the 
s is almost invariably 90°, 
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CHAPTER XIV 
PROLONGING THE LIFE OF SHINGLES 

Shingles are subject to common forms of destruction, (1) 
decay and (2) fire. If made from durable woods, the problem 
of protection from decay is not serious, as shingle roofs may 
easily last 26 years or more. Protection from fire ia of greater 
importance, especially where the houses are close together. In 
congested districts the use of shii^les is now almost entirely 
obsolete. However, shii^le roofs possess certain desirable 
properties so that their use in dwellings will undoubtedly continue 
to be extensive. 

Selection of Species. — In round numbers about 15 billion 
shingles are used annually in the United States, about 75 per- 
cent of which are of cedar — mostly the western red cedar of 
Washington. Next in rank come cypress and yellow pine, each 
furnishing about 9 percent. Then redwood with 3 percent, white 
pine 2 percent, and spruce 1 percent. The other species such as 
chestnut, hemlock, western pine, and oak all furnish less than 
1 percent. With the exception of oak and chestnut, the total 
cut of which is insignificant, it will be noticed that all of the 
shingles are made from coniferous woods. 

The.ideal shingle is one which is light in weight, durable, and 
will "lay flat" without checking, warping, or splitting. Western 
red cedar admirably meets these requirements. Excellent service 
is also secured from cypress and redwood shingles, both of which 
possess remarkable durability. 

The best, grades of shingles are cut only from clear timber free 
from all defects. Sapwood is also excluded, since it is not very 
decay resistant. If, however, the shingles are given a thorough 
preservative treatment, sapwood should not be considered a 
defect, and insome cases treated sapwood shingles can be obtained 
at no greater cost than untreated shingles of all heartwood. 

UETHODS OF TREATING SHINGLES 
Treatmg against Decay.— The most common method of pro- 
tecting shii^les from decay is to dip them in a preservative and 
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after they have dried nail them ou the roof. There are several 
preservatives sold ou the market for this purpose under the name 
of "shingle stain," which not only preserve the ahinglebut colorit. 
For best results, the shingles should be thoroughly air dry when 
they are dipped and the preservative should be warm or even 
hot. As a general rule, only that portion of the shingle which is 
exposed is dipped, the upper or thinuer portion being in this 
manner covered by the treated portion of the shingle next above 
it on the roof. Roofs laid in this manner are frequently given a 
final coating of preservative after they are laid, in order to insure 
a uniform color and the treatment of all exposed portions. 

Cheaper and leas efficient results are obtained if the shingles 
are simply brush-treated with the preservative after they are laid. 
It is doubtful if ordinary paint preserves the life of shingles; in 
fact, it may hasten their decay. Paint is of value, however, in 
certain cases, in that it tends to make the shingles lie flat and 
hence prevent leaks. 

Most efficient results in treating shingles against decay con- 
sists in impregnating them, with the preservative. Thb is 
done either in open tanks or pressure plants. The absorption 
of the preservative should not be so great as to unnecessarily 
increase the cost of the shingles or cause them to ooze and 
drip oil on hot days. An absorption of 10 pounds per bundle 
is ample. In either of these processes the shingles can be 
treated in the bundle, provided they are not strapped too tight 
together. If the open-tank process is used the shingles should 
be removed while hot; if the pressure process is used, a final 
vacuum should be drawn. These manipulations are advisable in 
order to dry the shingles. If treated in this manner sap shingles 
can be made as r&sistant to decay as heart shingles, and inferior 
shingle woods like hemlock and yellow pine made exceedingly 
durable. 

Shingles treated with creosote or the so-called shingle-stains 
have a very strong odor which to many people is objectionable. 
This odor, however, decreases with age and in time ceases en- 
tirely. Furthermore, the rain-water off a freshly treated roof is 
very liable to smell and taste of the preservative at least until the 
roof has been exposed for several weeks. 

Treating against Fire. — Practically nothing has been done to 
date in treating shingles against fire. The recent agitation against 
shingle roofs in certain cities, has, however, caused considerable 
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interest in this matter and several concems are now at work 
attempting to render shingles noncombustible. Ordinary fire- 
proofing compounds like ammonium chloride, ammonium phos- 
phate., etc., are objectionable in that they are soluble in water and 
consequently will soon be washed from the wood. It is possible, 
however, that their use might be rendered practicable by paint- 
ing the shingles treated in this manner with a waterproof paint 
after they have been laid. A large variety of experiments are 
now under way, some of which indicate hope of a satisfactory 
solution of the problem, but at this writing no method that 
can be called successful is known. Greatest danger from fire 
ia caused by the shingles curling and igniting from sparks or 
brands. If the shingles are made to he fiat their liability to 
catch on fire from such sources is greatly decreased. Some of the 
so-called "fireproof" paints now on the market arc of value in 
this respect and tests known to the author have indicated that 
even ordinary paint will be found of material assistance. 

Cost oi Treatmg Shinies. — If shingles are imprcf^natod with 
creosote, the cost will be about 11.25 to $1.75 per thousand. If 
they are simply dipped into the creosote the cost will be about 
$0.60 to $1.50 per thousand; if brush-treated with two coats after 
the roof is laid, about $0.40 to $0.90 per 100 stiuare f«;t. Khinglc 
stains which cost from about $0.40 toSl per j^ullon make, of 
course, a more ^cpensive treatment, the cost of dipping per thou.>(- 
and being about$l.S0to$3.50,andforsimplybru.sh-treutinf;art«T 
the roof is laid about $0.60 to $1.50 per 100 pquure fi;(;t. 
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CHAPTER XV 
PROLONGING THE LIFE OF LUMBER AND LOGS 

Methods of Treating Lumber for Rough Construction. — An 
immense quantity of structural timber is used annually in the 
United States under conditions which subject it to decay. Un- 
fortunately, only a small percentage is treated, so tliat our 
depreciation losses are both rapid and large. Of course, wherever 
the timber can be protected from the weather, or warm damp at- 
mosphere, no artificial treatment is necessary, asitwillundersuch 
conditions last indefinitely. However, in bridges, trestles, piers, 
walks, platforms, docks, etc., etc., where such timbers are used, 
failure from decay is all too common. (See Plate XXI, Fig. D.) 
This is particularly true.if the wood comes in contact with the 
soil. While it is not possible to lay down a set of instructions 
which will cover all cases, ccitain general rules should, however, 
prove of direct value to those using this class of material. 

Whenever possible, all such timbers shonid be kept from 
contact with the ground. In many cases, they can be placed 
on concrete or stone piers, and by this simple treatment, their 
life considerably prolonged. 

The most cflfoctive treatment which can be given such timbers 
is to impregnate them with coal-tar creosote. For severe cases, 
the fuli-cell process should be used; for less severe, the empty- 
cell or Card. From 5 to 12 pounds of oil should bo injected, 
depending upon local conditions. As sapwood is just as strong as 
heartwood, the treatment of this kind often enables the use of 
sappy timbers, which, untreated, would not be used. Hence, 
specifications for the raw material can be made more lenient and 
the timber can frequently be secured at a lower initial price. All 
structural timbers injecteil with preservatives should be framed as 
close to final dimensions before treatment as possible. 

Next to impregnation tieatments, brush treatments with a 
high-grade coal-tar creosote are recommended. If these are 
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used, the wood should first be thoroughly atr seasoned and diy 
at the time the preservative is applied, otherwise little or no 
beneficial results will be secured. Two coats are better than one, 
and in all cases the oil should preferably be brushed on hot (about 
150° to 175° F.), core being taken to soak especially all joints, 
bolt holes, and laps. 

In timbers which decay only at the joints, the joints only need 
be coated with hot creosote, the rest of the member being left 
untreated. All joints made in timber which has been impreg- 
nated should always be brush-coated witJi hot creosote if these 
are framed after treatment. 

Timbers treated with creosote cannot as a rule be painted, as 
the paint will not adhere to them. They will, however, be turned 
a deep brown which, on prolonged exposure, will become lighter 
in color. For rough construction, the oil will take the place 
of paint, and in this connection also effect a saving. 

Methods of Treating Lumber for Buildings, Greenhouses, and 
Cars. — In general lumber used in buildings, cars, etc., cannot be 
ereosoted because it is desirable to paint it, and as mentioned, 
paint does not readily adhere to ereosoted wood. In certain 
cases, however, this is not necessary. For example, sills in build- 
ings, beams in porches, etc., where the wood is covered, can be 
profitably treated. Thus the sills and beams used in constructing 
the so-called "Sanitary floors" in the South, particularly New 
Orleans, are impregnated with 10 to 12 pounds of creosote per 
cubic foot, and very good results obtained. Even in silos, if it is 
not desired to paint them, ereosoted lumber can be used to ad- 
vantage provided it is permitted to air season before the silos are 
filled. 

When the wood is to be painted, a treatment with one of the 
antiseptic salts is recommended. Zinc chloride, mercuric chloride 
copper sulphate, or sodium fluoride will all give good results. As 
mercuric chloride and copper sulphate cannot be used in steel 
cylinders, it is necessary to soak the lumber in stone, concrete, 
or wooden vats containing these preservatives. This is done as 
described under the Kyanizing process. These salts have a 
further disadvantage in that they will attack the steel in 
carpenters' tools. Zinc chloride and sodium fluoride can be 
handled as described in the Burnett process. The lumber should 
then be air seasoned before it is placed in the building, after 
which it can be handled like untreated lumber. F^nt of all colors 
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will in general adhere readily to wood treated with the salts just 
mentioned, and will aid materially in holding them in the wood. 
Treatments of this kind are recommended particularly for such 
places as floors and columns in porches, trim around the eaves, 
bench boards and sills in greenhouses, roo^ in dye houses, and in 
fact, all places where the wood is subject to decay, and where it is 
necessary to pain it with light colored pigments. Much has been 
written of "dry rot" in buildings. This can be gieatly re- 
tarded or prevented by the treatments described, since it is caused 
by a fungus. In all cases, the lumber should be fiamed to as 
near the exact dimension it is to have as can be done because 
any subsequent cutting will expose the untreated interior and 
hence shorten the life of the wood. It is believed that there is a 
good field for many lumber companies to operate treating plants 
for preserving wood used in building construction. By so doing, 
woods which are not naturally durable could be made to compete 
with the more expensive and naturally durable woods like cypress, 
cedar and redwood, and would in certain cases be preferable in 
that some of them possess greater strength. Treatments with 
the above salts will also resist insect attack. 

The life of untreated wood can be prolonged in many cases by 
keeping a circulation of dry air about it. Stagnant air in 
cellars or store rooms is particularly liable to start decay, and it 
frequently happens that by simply improving the ventilation, 
further docay can be arrested. Of course, when untreated 
wood is used, sapwood is a detriment and "all heart" pieces are 
always to be preferred. In certain types of flooring, creosoted 
planks can first be laid and then faced with thinner planks of 
untreated wood. If timber is set subject to decay, ordinary 
paint will seldom arrest the decay unless all surfaces of the wood 
are treated. In fact, the paint may actually hasten decay in some 
instances, as for example, when only one or two surfaces are 
painted and the others are left unpainted. The unpainted 
surfaces will absorb moisture, while the painted surfaces will 
retard it from evaporating, and thus the wood will actually have 
more moisture in it and in such a condition be more susceptible 
to decay. This is a common occurrence in the floors of outdoor 
porches, the upper side of which is usually the only surface 
painted. 

It has been reported that dry rot in factories can be checked 
by rising the temperature in the rooms to 120" F. or more for a 
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few hours. The author is unable to verify these reports but 
believes the treatment well worthy of trial by those troubled 
with this form of decay. 

Methods of Preserving Logs from Decay. — It is very difficult 
to store logs with bark on them for any length of time without 
their being attacked by decay. This is particularly true of logs 
havir^ much sapwood, like the gums, sycamore, maples, birch, 
etc. Decay can be retarded if the ends of these logs are given one 
or two coats of creosote as soon as possible after they are cut. 
The same should be done wherever the bark has beeu broken off. 
If it is simply desired to retard checking, the ends of the logs 
should be coated with paint, or better still, hot paraffin. In this 
way the logs can be protected at a cost of only a few cents per 
thousand feet of lumber. To protect logs from insect attack, it 
is necessary to peel them or soak them in water. In special 
cases, the methods described below might be used. 

Methods of Tretttiiig Log Cabins and Rustic Furniture. — No 
satisfactory method of keeping bark on wood for any appreciable 
length of time is known, particularly if the bark is soaked by 
rain from time to time. Fungus and insects are both very apt 
to work in under the bark and cause it to fall off. 

Damage of this kind can be largely prevented by cutting the 
logs in late autumn and piling them so that they will dry as 
rapidly as possible or by utilizing them immediately. Even 
better, but more expensive and troublesome results can be ob- 
tained by cutting the logs in the spring and stripping them in 
laps of bark, which at this season peels readily. The bark can 
then be soaked in a 1 percent solution of mercuric chloride 
and the logs used directly. After the logs have air-dried, they 
can be brush treated with one or two coats of coal-tar creosote or 
carbolineum. When this has dried for several days, the bark can 
then be nailed to the logs. Treatments of this kind are the 
most effective known. Care should be taken in handling the 
mercuric chloride solution as this is extremely poisonous, and 
also in thoroughly air-seasoning the treated logs so that the 
odor of oil will not prove objectionable. 

Bustic furniture should be kept under cover and dry. Little 
or no trouble will then be experienced with decay. Insects; 
however, may attack it, as is evidenced by little mounds of saw- 
dust and miniature pin holes in the bark. Sponging such 
furniture thoroughly with kerosene or benzene will usually 
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kill the insects and stop their depredations. Or if the 
holes are caused by larger wood-boring insects, carbon bisul- 
phide can be injected into the holes, which should then be im- 
mediately stuffed with putty, or a siinilar substance. The 
offensive odor of the bisulphide will leave the wood ia a few days. 
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CHAPTER XVI 

THE PROTECTION OF TIMBER FROM FIRE 

The use of wood as a construcUon material, especially in con- 
gested centers as in cities, has a serious objection due to the 
comparative ease with which it caa be ignited and with which 
it bums. The objection to its use because of this property is 
rapidly growii^ and will undoubtedly continue to do so. The 
fire losses in the United States are enormous, reaching the vast 
sum of $215,000,000 per year. Of course, all of this is not due 
to the use of structural wood, as the contents of even " fireproof " 
buildings are inflammable and are frequently destroyed. A few 
cities have already passed ordinances prohibiting the use of 
natural wood in buildings over a certain number of stories ia 
height, and other cities have specified against the use of wooden 
shingles within their more congested limits. Such action has 
attracted keen attention of late to the possibility of rendering 
wood noncombustible. This problem is quite different from the 
problem of protecting wood from decay and has to do almost 
entirely with the control of the gases driven off from wood when 
heat is applied to it. If these gases can be diluted with a non- 
combustible gas in proper proportions, the wood will charr and 
not bum. On the other hand, if these gases can be kept from 
mixing with requisite amounts of oxygen, a similar result can 
be secured. In either event, the original properties of the wood 
will be destroyed, so that, strictly speaking, it is practically 
impossible, if not impossible, to render wood "fireproof." The 
best that can be expected is to either make the wood noncom- 
bustible or slow burning. The temperature at which natural 
wood will ignite under ordinary conditions is about 500° F. The 
temperature of a burning building is estimated at about 1700° 
F. The ease with which natural wood ignites, therefore, when 
subjected to such high temperatures, is readily seen. As great 
prepress in protecting wood from fire has not been made thus far 
as in protecting it from decay, and but two companies are now 
in operation in this country. Prepress has been considerably 
213 



ilized by Google 



214 THE PRESERVATION OF STRUCTURAL TIMBER 

retarded by frauduleat practices on the part of defunct compaoies 
claiming to "fireproof" wood, and by contractors who claimed 
to use such wood in their construction. Furthermore, a grosB 
misunderstanding exists concerning the possibilities of render- 
ing wood noncombustible, which has often led to the drafting of 
impracticable specifications. Much work remains to be done in 
perfecting present methods and in enlightening the public to 
what can reasonably be expected. 

The chief objections raised against the use of "fireproofed" 
wood aside from increased cost are the leachability of the 
chemicals, their corrosive action on metals, their effect on the 
strength of the wood, and their action on paints and varnishes. 
Wood impregnated with the best known fire retardent chemicals 
cannot be set in wet or damp situations or exposed to the 
weather, as the chemicals will be leached from the wood. Nails, 
hinges, etc., in contact with such fireproofed wood will, when it 
becomes damp, be corroded. Wood treated with these chemicals 
is rendered more brittle than wood not treated, although the loss 
in strength can be greatly decreased by proper methods of treat- 
ing and drying. For many purposes, as in trim in buildings, the 
question of decreased strength should have little or no serious 
consideration, as this property is not important. Due to their 
hygroscopic nature, the salts are quite liable to keep the wood 
moist and hence interfere with the adhesion of paint or varnish. 

When not exposed to the weather or unusual dampness, "fire- 
proofed wood," as it is now known, has given very satisfactory 
service. It retains its resistance to fire for \oq^ periods, and, so 
far as its other properties are concerned, behaves in much the 
same manner as untreated wood. 

The Theory of Rendering Wood Fire RelarderU. — Those results 
which have been most successful thus far have been founded 
on one or more of the following theories: 

1. To cover the wood with a chemical which, Uke so<lium 
silicate, when heated will fuse over the surface and prevent a free 
access of oxygen to the wood. 

2. To cover the wood with a noncombustible material which, 
like a-^bcstos or metal, will prevent a free access of oxygen to the 
wood and thus produce a slow distillation. 

3. To impregnate the wood with a chemical which, like borax, 
when heated will liberate water vapor or steam, thus diluting the 
combustible gases so that their ignition cannot occur. 
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4. To impreg:nate the wood with a chemical which, like salts 
of ammonia, when heated will liberate a noncombustlbte gas, 
thus dilutit^ or combining with the combustible gases so that 
combustion is impossible. 

Owii^ to their manner of application, these various theoriea 
can be classified into two groups of treatment which may be 
called superficial and impregnation processes. 

Superficial Processes. — These consist in protecting the surface 
of the wood from contact with flames. If the protective coating 
is a liquid like sodium silicate, it is simply painted onto the 
wood or the wood is dipped into it. Such treatments, while 
effective in retarding the ease with which the wood will catch on 
fite, are not conducive to best results. Other superficial proc- 
esses consist in covering the exposed surface of the wood with a 
noncombustible material such as asbestos or metal. Unless the 
covering entirely surrounds the wood, the temperature of the 
protected face may become so high as to cause the wood to 
ignite. When, however, the covering entirely surrounds the 
wood the protection is very efficient as burning is almost entirely 
excluded and only charring is produced. As might be surmised 
from its manner of application, this method of treatment has 
only a limited use and is quite costly. 

Impregnation Processes. — These are conducted at the present 
time in much the same manner as the Bethell or Burnett processes 
(see description) of protecting timber from decay. They 
differ from them in two respects: (1) different chemicals are 
used, and (2) the wood is generally kiln-dried after the chemicals 
have been forced into it, in order to remove the large amount of 
water injected into it. As a general rule, only thoroughly air- 
seasoned wood is treated, this usually in the form of rough sawn 
liBuber. The kiln drying of "fireproofed" timber requires a 
nice adjustment in that the temperatures used must not be so 
high as to volatilize the chemicals injected or cause them to " pull " 
toward the surface. Checking and warping must also be guarded 
against. Any efficient kiln-drying process can, however, be 
employed provided it is properly applied. 

Chemicals Used. — A large variety of chemicals hve been tested 
by various experimenters in the attempt to render wood non- 
combustible. The more important of these chemicals thus 
tried, either alone or in combination, are: Ammonium sulphate, 
phosphate and chloride, zinc sulphate and chloride, borax, 
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cresylates of mercuty, lead, copper, iron, and zinc, sulphate fA 
iron, alum, calcium bisulphite and lime, sodium silicate, oxalic 
acid, potassium and sodium carbonate. Best results have been 
secured with the salts of ammonia, borax, and sodium silicate. 

"Fireproofing" tests have been made at the U. S, Forest 
Products laboratory on noble fir, using the following fire-retarding 
agents.^ 
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CHEMICAL FIRE RETARDEKTS 

Sodium Carbonate. — Sodium carbonate did not prove efiScient 
in retarding combustion (Fig. 24). It also caused a marked 
weakening of the wood. 

Sodium Bicarbonate. — Sodium bicarbonate did not prove 
efficient in retarding combustion (Fig. 24), and also caused a 
marked wonkcning of the wood. 

Oxalic Acid. — Oxalic acid did not prove efficient in retarding 
combustion (Fig. 24), and also caused a marked weakening of 
the wood. 

Borax. — Borax was of considerable value in retarding com- 
bustion (I-'ig. 24). The dotted curve (G), Fig. 24, shows the 
comparison with natural wood and the other firoproofii^ agents 
usetl. The points determining the position of this curve were 
obtained after the piece had become charred and incandescent. 
A small amount of an inflammable gas, probably carbon mon- 
oxide was generated, which burned with a small blue flame on 
the top of the test specimen, but only with the aid of the pilot 
light. 

Ammonium Chloride. — Ammonium chloride proved of con- 
siderable value in retarding combustion (Fig. 24). The points 
determining the position of the dotted curve (F), Fig. 24, repre- 
sent the same condition eis was described under borax. How- 

' From ProcpedingB American Wood Preservera' Association, 1914, by 
Robert E. Prinoe. 
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ever, ammonium chloride is eomewhat hygroscopic and itB use 
may be restricted for this reason. 

Commercial Treatment. — A number of tests were made on 
pieces of red oak, treated by a commercial ^reproofing company 
with a solution containing ammonium phosphate and ammonium 
sulphate. The strength of the solution was not known. Am- 
monium phosphate and sulphate proved of considerable value in 
retarding combustion 

Tests to Detennme the Inflammabdity of Timber — Several 
methods of testing the infiammability of wood have been sug- 




gested. The more common of these are the shaving test, crib 
test, spot test, and electric furnace. 

Shaving Test. — Shavings planed from the treated wood are 
placed in a wire basket over a Bunsen burner. Notes are taken 
on the length of time required to ignite the shavings, the character 
of the burning, the length of glow, and the loss in weight due to 
the burning or smoldering. This method of test is faulty in that 
the wood is so finely divided that tJie volatile gases are readily 
driven from it and conditions comparable to practice are not 
duplicated. Furtheimore, it is difficult to get concordant results 
due to varying air currents and temperatures. 

Crib Test. — So called because small splints of wood about 
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1/2 X 1/2 X i inches are cut from the treated wood and piled 
in a crib over a Bunsen burner, the Same being permitted to 
pass through them. While better than the shaving test, the 
method is also open to similar criticism. 

Spot Test.— A flame (usually of illuminating gas) • is played over 
the euiface of a treated piece of wood. The depth to which it 
charrs or burns and the character of burning or glow are noted. 
The temperature of the Bame may be read from a pyrometer, the 
thermocouple of which is placed against the wood at point of 
test. This method is much more comparable to practice and 
gives good indicative results, which, however, are faulty in that 
they arc difficult of duplication. 

Electric FUinace. — This method of test gives concoidant results 
when small pieces of wood are treated, and enables an accurate 
comparison between various treatments. It is objectionable, 
however, in that the heat is applied to all sides of the teat speci- 
men and usually requires that the treated plank be cut into small 
sizes. For laboratoiy work, however, this method of testing has 
been found very satisfactory. The apparatus consists of a silica 
tube, wrapped with nichrome ribbon. An iron tube fitted with 
a mica siglit is cemented below the silica tube. 

The specimen of wood, after being lowered into the silica tube, 
is heated at a uniform rate, by passing 24 amperes of electric 
current tlirough the nichrome ribbon. Temperature readings are 
ol)tained from a thermocouple placed beside the specimen and 
reading direct from a Hoskins pyrometer. A pilot light is used 
to ignite the gases <listilie(l from the wood. Compressed air par- 
tially dehydrated by expansion is passed tlirough the apparatus, 
ita inten.sity being indicated by a sensitive liquid manometer. 
The t(tnij)erature of ignition, character of combustion or glow, 
and loss in weight due to the burning for a 3-minute period is 
noUxl. After ignition the specimen is lowered into the iron tube, 
whero it can burn of its own heat. 

Cost of Rendering Wood Noncombustible. — The coat of ren- 
dering wood non combustible is in general liigher than to protect it 
from (U'(^ay. As has been mentioned, most effective results in 
fin-proofing wood have been secured by injecting chemicals into 
it. These arc more corrosive than the common preservative.-) and 
hence inci ease plant <Ieprcciation. Then, the preservatives thein- 

■ A pInU! hofkted electrically has been auggestod in place of the flame aa 
being eoaicr of control. 
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Ives are rompnratively expensive. Finally, the wood, after it 
1 been treated, must generally be kihi-diicd to avoid loss in 
B and checking in seafloniug. Taking the above factors into 
iideration, the cost of rendering wood fire retardent la ap- 
iximatcly as follows, when chemicals like ammonium phosphate, 
■ting about 8.5 cents, and ammonium sulphattr, costing about 
ionts per pound, are used. 

I Estimated Cost or Rendering Wood NoNcoustiSTiBtE Pes M.B.M. 

^lofhandling $2.00- «3. 00 

it ilepremntiun nnd muntenance.. 0.9O- 2 00 

^emicala 10.00-18.00 

2.00- 4.00 

, »U.90-»27.00 

The lower figure of 114.90 per thousand assumes the plant in 
continuous operation and the con.sumption of chemicals about 1 75 
poumia per M.B.M. The upper figure of 127 covers opera- 
tions which arc not continuous and allows for a heavier injection 
of the salts into the wood. 

The Effect of Zinc Chloride and Creosote on the Inflammability 
of Wood- — Although zinc chloride is not one of the nio.'it ef- 
ficient fire retarding chemicals, nevertheless wood treated with 
it is much more difficult to burn than untreated wood. This 
ikes zinc-chloride treated timber of particular value in those 
lations where decay is rapid and danger from fire impottant, 
|t for example in coal mines. Timber treated with zinc chloride 
ill ordiniirily ignito at the same or lower tcmperaturea as un- 
mted wood but will burn far more slowly. This is due in a 
e measure to the hygroscopic nature of the salt. Some tests 
tde ill the electric furnace above described at the U. S. Forest 
)duc(« Laboiatory on zinc-chloride treated hemlock gave a 
nperature of ignition of 287' C. as against 320° C, for untieated 
Only 19 percent of the treated wood was destroyed, how- 
KT, as against 29 percent of natural wood. 
■Muck discussion has occurred concerning the inflammability 
1 wood treated with coal-tar creosote. This matter was also 
ive»tigat4.Hl at the U. S. Forest Products Laboratory and it was 
ind that wood freshly treated with creosote wa.i very inflam- 
toble, but that its n>sistance to burning increased with its age. 
s ia undoubtedly due to the lighter oils volatilizing from the 
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wood and leaving the heavier oils. When tested under the condi- 
tions analogous to the zinc-treated specimens mentioned above, 
freshly creosoted hemlock ignit«d at a temperature of 173° C. and 
lost 40 percent of its weight in a 3-niinute bumii^ period. When 
allowed to air-season for 90 days, the temperature of ignition rose 
to216°C.andalo8sof only 27 percent in weight occui red. Many 
instances showing the resistance of seasoned creosoted timber to 
fire have been repoited, of which the following are cited: 

After the Jacksonville fire the creosoted telephone poles were 
standing in good condition although the buildings all about them 
had been destroyed. 

The Stuyversant docks at the same place were built of un- 
treated and creosoted timber. The latter was easily extinguished 
while the former was completely destroyed- 

In Baltimore the creosoted wood-block streets did not bum 
but came through the fire better than pavements of asphalt which 
melted and ran down the sewers. 

The author saw a shaft of a coal mine in Pennsylvania which 
had caught fire, it being timbered with untieated and creosoted 
props. Aftei the fire was extinguished by smothering the mouth 
of the shaft, all the untreated props had been burned to such an 
extent as to be useless while those creosoted were simply charred 
and not replaced. 

It appears that the creosote in timber when it does ignite bums 
for a long time in much the same manner as oil does in a wick; 
hence the reason why the wood itself is so slightly consumed. It 
must not be construed that creosoted timber is fire resistant in the 
same sense that zinc-treated timber is, but that when, thoroughly 
air seasoned it bums for some time with less damage to the wood 
than untreated wood. 
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CHAPTER XVII 

THE PROTECTION OF WOOD FROM MINOR 
DESTRUCTIVE AGENTS 

A description of the maimer in which these minor destructive 
agents attack wood has been given in Chapter II. We will now 
consider methods of protection. 

Alkaline SoUs. — While it is well known that certain alkalies will 
attack wood and eventually disintegrate it, there is no positive 
evidence which shows that their presence in the so-called "alkali 
soils" does this. It isquite likely that the alkali is not sufficiently 
concentrated or heated to sufficient temperature to cause disin- 
t^iration. In all cases which have been examined by the author, 
such as deteriorated wood from flume pipes, cross-ties or poles, 
fungus was always present. It is believed, therefore, that if the 
growth of thefungus is prohibited, the deterioration can be materi- 
ally reduced or eliminated. In other words, the wood should be 
treated for decay, the process to be selected depending upon local 
conditions as already described. By so doing it is quite likely that 
the eEFect of the alkali in the coils can be generally disregarded. 

Birds. — The destruction of structural timber by birds is so small 
as to warrant little comment, and certainly does not justify kill- 
ing them. Woodpeckers will at times drill holes into buildings 
and poles, and the size of the holes and the oddity of the attack has 
given rise to an exaggerated idea of the destruction done. When 
buildings are attacked, they are generally more or less deserted and 
usually good for nothing but birds' nests at best. 

The so-called destruction in poles is apparent rather than real, 
aa has been shown in Chapter II, although at times the holes 
drilled by the birds may cause a real damage. No good method of 
preventing such attacks is known, Creosoting the poles under 
pressure is of assistance, although the birds will at times attack 
creosoted poles. Plugging the holes is of no value as the birds 
will drill new holes. It often appears to be a matter of "life or 
death," and considering the great good and little real damage that 
they do, destruction caused by birds had best be charged as an 
221 
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Operating expense and borne with a smile. Nesting boxes can 
often be used with great satisfaction, if hung on posts, poles or 
buildings, and thus prevent damage (see Plate XXIII Fig. C). 
The use of such boxes has been extensively tested in the Grand 
Duchy of Hesse, where in 2 years all the boxes were inhabited. 

Sap Stain.^To be efficient, all known methods of protecting 
wood from sap stain must be applied before the stain enters 
the wood . If the logs are stained before they are cut into 
lumber, no satisfactory process is known for removing the stain. 
Logs should therefore be cut as soon as possible after they are 
felled, particularly during warm weather. 

The most effective means of preventing stain is to kiln dry 
the lumber immediately after it has been sawed, and then keep 
it under cover. In this manner, stain can be entirely prevented. 
This method, however, is generally too expensive and cumbersome 
for all but the best grades of lumber. 

For rough lumber, dipping in a solution of bicarbonate of 
soda gives best commercial results. In practice, this is done by 
having the freshly cut boards cairied through a tank of the soda 
solution on their way to the sorting table. In this manner no 
extra expense for handling is required. A 5 to 8 percent 
solution is usually sufficiently strong. This should be kept warm 
by means of a steam coil in the bottom of the tank, which can be 
constructed of wood, iron or concrete. A few companies are now 
maufacturing "soda-dipping" tanks and will furnish a complete 
outfit (see Plate XXII, Fig. A) or the tanks can be constructed by 
an ordinary mechanic. After the lumber has been dipped in this 
manner, it should be piled with open air courses so that it will dry 
rapidly. 

An extended series of tests were made by the Unit«d States 
Forest Service in co-operation with the Great Southern Lumber 
Company at Bogalusa, La., in which pine boards were dipped in a 
variety of solutions. It was found that solutions of mercuric 
chloride, varying in strength from about 0,2 to 0.3 percent, .were 
most effective in preventing stain, but on account of theii very 
poisonous nature, cannot be generally rccorrtmended. 

The following conclusions arc drawn from these tests:' 

1. Freshly cut sap lumber when stacked in the yard to dry 
should be stacked in open piles to permit a free circulation of air. 
Boards so piled season in about half the time required for those 

■ Circular 192 United States Forest Servioe. 
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piled in close piles. Open piles, moreover, are not ao severely 
attacked by insects and are more effectively protected against 
sap stain. 

2. In commercial work sap stain can be most effectively 
prevented by dipping boards in solutions of sodium bicarbonate. 
Such solutions, though they give fairly good results, leave much 
to be desired. The strength of the solution should be determined 
by the severity of the conditions under which the boards are 
to season, but in general it will require from 5 to 10 percent. 
Care should be taken that the chemical used is not mixed with 
adulterants. 

3. The best results in preventing sap stain were secured with 
mercuric chloride solutions, but on account of their poisonous 
nature they are not recommended for general use, 

4. The solution made by mbcing sodium carbonate and lime 
was not as effective as one of sodium bicarbonate alone. More- 
over, it had a greater tendency to streak the surface of the boards 
with a white precipitate. 

5. Solutions of magnesium chloride, calcium chloride, sodium 
hydroxide, phenol, copper sulphate, and zinc chloride did not 
prevent sap stain; nor did sprinkling the boards with naphthalene 
flakes give satisfactory results. 

6. On account of cheapness and facility in operation, it is 
recommended that sap-stain solutions be applied to the boards 
by machinery. If this is done, the cost of treating lumber with 
solutions of sodium bicarbonate will amount to from about 7 to 
10 cents per 1000 board feet. 

7. The indications are that shavings planed from soda-dipped 
boards do not burn as readily as those from untreated boards, 
but the difference in inflammability is bo slight that for com- 
mercial purposes it may be neglected. 

Sand Storms. — The destruction of timber in the United States 
by sand storms is insignificant. Far more is destroyed by wind 
and sleet storms against which there is, of course, no known 
method of protection except heavier and more expensive construc- 
tion. In certain portions of the Southwest the wind carrying 
sand at high velocity so wears away poles, stakes and posts that 
renewal is sometimes necessary. (See Plate XXII, Fig. B.) About 
the only practical method known of retarding such damage is to 
nail planks of wood or sheets of metal to the poles and posts and 
after these have been destroyed, replacing them. 
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CHAPTER XVIII 

THE STRENGTH AND ELECTROLYSIS OF TREATED 
TIMBER 

The Effect of Air Seasoning on the Strength of Wood.— It 
has been stated in Chapter IV that a. considerable amount of 
water can be removed from green wood, without affecting its 
strength. As soon, however, as the water begins to leave the 
cell walls so that their moisture content is decreased, the strength 
of the wood rapidly increases. This b shown in Fig. 109 where 
the strength of wood is plotted against the amount of water 
it contains. Prolonged air Bcasoning removes a certain amount 
of wa(«r from the cell walls and hence increases the strength of 
woo<l. The amount of water thus removed depends upon the 
temperature and humidity of the surrounding air and the size 
and kind of wood being seasoned. For example, it is greatest 
in warm dry air (as in summer) and in thin boards (1 inch or loss 
in thickness). Material of this kind is called "air dry or sea- 
soned" when it contains about 8 to 12 percent of water. If dried 
to lower moisture than this it is very probable that the wood will 
re-al)sorb moisture. Air-dry lumber containing 8 to 12 percent 
of moisture is therefore seasoned about 16 to 20 percent below 
its fil)er-saturation point and has about twice the strength of grecu 
wood. On the other hand if the boards are larger, say 6 to 10 
inches in thickness it is very likely their " air-dry" moisture will be 
15 to 20 percent rather than 8 to 12 percent. Consequently 
their strength will not be increased to the same degree. It is 
evident, therefore, that the term "air dry" is a very variable and 
arl)itrary one. If now, the wood is dried in a kiln and its moisture 
reduced to say 2 to 3 percent, its strength will be increased con- 
siderably over what it was in an air-dry condition. Thus, other 
things being equal, the more moisture there is removed from 
wood, the greater will be its strength (Fig. 25). This relation 
has been equated by Tiemann' for longleaf pine with the following 
formula: 

> Bulletin 70, United States Forest Service. 
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C =G (22.1 P» - 1335 P + 25,610) 
where C = crushlDg strength in pounds per square inch 

G = specific gravity of dry wood 

P = percent of moisture. 
On account of the wide variability in the structure of wood, the 
equation is applicable only within certain limits, and will not, of 
course, give the exact strength for each and every piece of wood, 
but is sufficiently close for moat commercial engineering problems. 
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Lowering the moisture content of wood below its fiber-satura^ 
tion point produces certain phenomena; the more important, so 
far as strength is concerned, being shrinkage and cell slitting. 
Both of these vary with the kind of wood, the degree to which 
it is seasoned, and the manner in which it is seasoned. Conifers 
shrink less than hardwoods, and the drier the wood the greater 
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the shrinkage. Given the specific gravity of a piece of wood 
its shrinkage from a green to oven-dry condition can be fairly 
closely approximated from the following logarithmic equations 
developed by J. A. Newlin; 

Shrinkage in volume percent •• 26.5 G'"* 

Radial shrinkage in percent — 9.5 G'** 

Tangential shrinkage in percent = 16.5 G''" 
where G = specific gravity. 

When water leaves the cell walls it sometimes happens that 
these check open and become more or less filled with microscopic 
slits (Fig. 24). These slits apparently weaken the wood but their 
weakening effect by no means offsets the marked increase Id 
the strength of the wood due to its loss of water. If wood which 
has once been thoroughly air-dried is resoaked in water until it 
contains as much water as it originally had, its strei^h will be 
found to be less than the original green strength. The slitting of 
the walls probably has much to do with this. 

From the above discussion, it can readily be seen that any 
treating process which tends to keep wood dry will, provided it 
does not in itself weaken the wood, tend to increase the strength 
of the wood. Thus treatments with creosote tend to retard the 
absorption of water and hence keep the wood in a stronger and 
more resilient condition than untreated wood or wood treated 
with a preservative like zinc chloride. This is of decided ad- 
vantage in certain casas, as in paving blocks, and is undoubtedly 
one reason why creosoted blocks have resisted wear so much 
better than similar blocks laid untreated. On the other hand, 
objections have been raised to the seasoning of wood, partic- 
ularly in mines, where certain operators assert that they prefer 
green wood to dry or partially dry as it bends more and gives 
better warning of danger from rock fall. 

The Effect of Steaming on the Strength of Wood.— Little is 
known concerning the fiffoct of superheated steam on the strength 
of wood, but from our knowledge of the effect of temperature on 
wood, the rapid drj'ing of wood and practical operative results 
with superheated steam, it appears that it is very prone to 
seriously weaken wood and render it brash and brittle. 

Saturated steam is in common use in preparing wood for treat- 
ment as has been shown in previous chapters. Saturated steam 
in itself does not dry wood, but heats it so that drying ia possible. 
In fact, while the wood is in the steam it may actually take up 
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water, particularly if it is already partially seasoned, 
shown in the following table: 



Table 34. — Increase in Wbiqht op LosLOLLr-piNi 
Steaming' 


Ties Due to 




Gain m weight per 


tir. due to ■learning 


period 1 ''"-'"^„'X"' 


OTMatiea 




Hours 
10 


Pounds 
10 
20 
30 
40 
50 
20 
20 


Poundfl 
2.13 


PoUDds 

5.1 
6.6 
6 3 

8.1 
4.3 
10.8 
10.7 


62 
1,12 
0.62 


1.00 



After the wood ha^ been heated and the steam around it removed, 
the heat units stored in the wood will evaporate much of the 
water it contains and produce a condition of partial dryness 
or "seasoning." A vacuum applied immediately after the steam 
bath will further increase the drying, since it lowers the tem- 
perature at which the water will vaporize. Common practice, 
therefore, is to steam the wood and then apply a vacuum. The 
important items to connder, in so far as the effect of steaming 
on the strength of wood is concerned, are the temperature of the 
steam and the length of time it is applied to the wood. The best 
data on this subject known to the author is contained in United 
States Forest Service circuhir 39, which summarizes the results 
of about 6000 tests. Due to the variability of the wood used 
and the complexity of the problems, it is probable that further 
tests might change some of the conclusions there drawn, but the 
essential features are probably correct. In general, it appears 
from these tests that steaming at high temperatures, or lower 
temperatures for long periods, materially weakens the strength 
of wood. The extent of the weakening will depend upon the kind 
of wood, its moisture content at the time of seasoning, the 
character of the wood structure such as density, rate of growth, 
etc., and the manner in which the steam is applied. Disregarding 
the individual effect of each of these, and lumping them all 
together, the effect of the temperature of the steam and the 
length of time it is applied is shown in Table 35.* 

' Circular 39, United States Forest Service. 

'United States Forest Service Circular 39. 
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In this table the word "control" refers to the teat pieces cut from 
the ends of the ties which were left untreated in order to furnish a 
standard of comparison. It should be noted that these pieces 
were tested immediately after treatment. It was found that if 
they were air seasoned after treatment and then tested they 
regained a large part of their original strength. Sufficient rehable 
data is not available to state accurately what is the maximum 
temperature of steaming or maximum duration of steaming that 
should be used. The conclusion drawn from the tests just quoted 
was that "for loblolly pine the Umit of safety is certainly 30 
pounds for 4 hours, or 20 pounds for 6 hours." It is well known 
that some of the best results secured in the treatment of wood in 
this country have been obtained from timbers (longleaf pine 
piling) which were steamed at higher temperatures and longer 
periods than this, hence it is entirely probable, when full informa- 
tion is available, that more severe steaming treatments will be 
found safe and practicable. 

The Effect of Boiling Wood in Creosote upon its Strength. — 
If wood is submerged in creosote which is heated above the 
boihng point of water under atmospheric pressure only, the water 
contained in the wood will be converted into steam. Unless 
confined, the steam will escape and thus the water content of the 
wood will be reduced. It is obvious, therefore, that boiling wood 
in creosote seasons the wood and is quite a different action from 
steaming wood, which as already described, is simply a means of 
heating it. If, however, the wood is heated in oil under pressure, 
the action should be similar to that produced by steaming it, 
since the pressure will prevent the water from vaporizing. 

It is well known that rapidly seasoning timber is very apt to 
weaken it, because it tenda to develop checks and slits. This is 
particularly true of woods having a complex structure such as 
the oaks, maples, etc. Without definite knowledge we should 
therefore expect to find a decrease in the strength of wood boiled 
in creosote, particularly if the boiling reduces the moisture in the 
wood much below its fiber-saturation point. Information on 
this point is meager. Some green Douglas fir bridge stringers 
boiled in creosote and then impregnated with the oil showed 
about 40 percent loss in strength over similar stringers untreated. 
This decrease was, apparently, permanent, because a year's 
seasiMung after treatment showed approximately the same 
results. One example does not, of course, prove that the 
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weakening was caused by the boiliDg, as it may have been due 
either to the heat or the oil. The shrinkage of timber boiled 
in oil is very rapid and its quite possible that this rapid shrinkage 
may produce injury by setting up a complex series of stresseB in 
the wood. Whether or not this is the case and the extent to 
which it may affect the various woods is not known at the 
present writing. 

The Effect of PreservatiTes on the Strength of Wood.— This 
is a much discussed problem on which little conclusive data ia 
available. A number of tests have, however, been made and 
from them certain deductions can be drawn. The preservatives 
which have been tested are creosote, zinc chloride, and crude oil. 

Creosote.— It has commonly been supposed that creosote does 
not ent( r the cell walls of wood and for this reason could have, 
per se, little or no effect on the strength of wood. Careful tests 
by Teesdale' have shown that creosote enters the cell walls and 
will cause them to swell. The amount which is absorbed by the 
walls in practice is, however, insignificant compared with the 
total amount injected. We should expect, therefore, that 
creosote has but little weakening effect on the strength of wood 
treated with it. Tests made on creosoted wood, tend to sub- 
stantitate this (Table 0), these being made on small clear speci- 
mens impregnated with about 8 pounds of oil per cubic foot. Green 
loblolly pine steamed and creosoted with about 20 pounds of oil 
per cubic foot showed no loss in strength over the ties which were 
simply steamed and then tested. In fact, in creosoting loblolly 
pine without steaming, the creosoted wood tested higher than 
the untreated wood, the process apparently having a tendency 
to dry the wood.' Some full-sized lougleaf pine bridge stringers 
steametl, creosoted by the Bethel process with 12 pounds of oil per 
cubic Foot and then tested, showed no apparent loss in strength 
over the stringers tested untreated and carefully matched with 
them. It appears that when the wood is not damaged by the 
process, creosote in itself will produce little or no weakening of 
practical signifitance. There is, however, a possibility that 
this will not hokl for jill kinds of wood but at present data to 
substantiate this is not known. 

Zinc Chloride. — It is well known that a concentrated solution 
of zinc chloride will dissolve wood. In practice, the solutions 

' Circular 200, Vnitetl States Forest Service. 

* Circular 39, Uuitcd States Forest Service. 
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rarely exceed a strength of 6 percent and at this concentration 
their action on wood is very slight. The common specification 
calls for an injection of a half pound of dry zinc chloride per cubic 
foot of wood. Assume the wood after treatment will season to 
10 pounds of water per cubic foot and the preservative has been 
diffused through it. This will give a strength of only 5 percent. 
If, however, the solution only penetrates the outer fibers of the 
wood and the zinc chloride concentrates itself in these fibers, 
it may reach sufficient strength to do actual harm. In this 
condition the wood is said to be "burnt" or "killed" and is in- 
variably the result of poor workmanship. Proper treatments 
use as weak solutions as possible in order to get the requisite 
absorption, and thus avoid any liability to injury of the wood 
fiber. Green loblolly pine treated with zinc chloride solutions 
of various concentrations and then tested in static bending, 
compression parallel to the grain and in impact bending, gave 
the following results when air dried to about 13 percent moisture.' 



10.0 91.8 

The conclusions drawn from these and similar tests is that zinc 
chloride when properly injected into wood will not weaken it to 
any appreciable extent under static loading, but apparently tends 
to render it brittle under impact, especially when strong concen- 
trations are used. 

Crude Oil. — Crude oil when heavily injected into wood ap- 
parently weakens it. Thus some loblolly pine, shortleaf pine 
and red gum ties, impregnated with about 14 pounds of crude oil 
per cubic foot, gave only 73, 72, and 90 percent respectively of 
the strength of the same kind of ties untreated, whereas the ties 
treated with creosote and zinc chloride showed no loss whatever. 

The Effect of Temperature on the Strength of Wood.— Heat 
tends to weaken wood, cold to stiffen it. In this respect wood, 
therefore, behaves like a plastic material. Tiemann^ has made 
some careful researches along these lines, and the results secured 
by him have been substantiated by further tests. He has soaked 
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pieces oMongleaf pine, spruce and chestnut in water for various 
periods and then tested them at various temperatures. The 
general results are shown in Table 36. The tests designated 
"cold" were made when the wood was at temperatures ranging ■ 
from 7° to 19° F,; those marked "warm" at 45° to 68° F. An 
examination of all the results shows a decided increase in both 
the strength and stiffness of the frozen pieces, excepting the 
very dry wood. Of course, in treating operations the timber 
is seldom frozen, although this at times occurs. On the other 
hand, the temperatures in the cylinder frequently rise to 250° 
F. It is doubtful whether this is sufficiently high to cause in itself 
any permanent weakening in the wood, so that after the timber 
has again reached atmospheric temperature no weakening due 
to the temperature of treatment has any practical significance. 

!< THE Strenqth of Wood 



Kind ot wood 


How 
tented 




lb. p«K].in. 


ModuLiu Df elutidly 
lb. per H). iD. 


Longlcof pine. 


cold 


23 
24 


6,440 
5,750 


1,418,000 

1,360,000 


Spmce 


cold 


27 . 
22 


4,060 
3,923 


894,000 
753,000 


Cheatnut 


cold 


72 


3,180 
2.622 


708,000 
553,000 



■" THE EFFECT OF PRESSURE ON THE STRENGTH OF WOOD 

Pressures used in treating timber are all far too low to cause 
any weakening of the wood. A pres-sure of 200 pounds per square 
inch is about as higli as is ever held and even this is much below 
the crushing strength of our weakest commercial woods. It is 
quite probable that the wood during treatment undergoes a 
slight decrease in volume {less than 0.5 percent in general woods) 
due to the pressure used, but that on the release of pressure this 
is fully recovered. 

The Effect of Various Treatments on the Strength of Wood. — 
We have now considered the individual effect of the various units 
in the treatment of timber upon the strength of the timber. Let 
us now consider their combined effect as shown by some tests on 
treated wood. For this information we are indebted to Dr. W. K. 
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Hatt, who tested a aumbar of ties treated by various processes at 
commercial plants. Inotherwords, noattemptwasmadetostudy 
more than the added effect of all factors entering into the treat- 
ment in order to ascertain whether or not the treatment decreased 
the strength of the ties over similar ties untreated. The results 
of these tests are shown in Table 37. 



Kind ol wood 


Tresting 


Cru-bio. 

Mrength «t 
elutic limit 

lo BTBin in 

tr«l«d tie 


In pawent ol untreated 
tie with cut epikea 


Cut >pili« 


Sorow gpikca 


Red oak 

Loblolly pine 

Red gum 


Burnettized. 

Lowry 

Rueping 

FuUcell.... 

UBtreated... 

Rueping 

Lowry 

Rueping 

FuUcell..-, 
Crude oil,.,. 

f Untreated... 

1 Rueping 

1 FuUceU... 
[ Crude oil.... 

Untrea1«d... 

Rueping 

FullceU... 

[Untreated... 

Rueping 

] FuUcell.... 
( Crude oil. . . . 


100 
97 
104 

02 
104 

100 
99 
104 
112 
100 
73 

100 
103 

108 
72 

100 
109 
101 

100 

97 
99 
90 


100 

98 

93 
101 

100 
133 
94 
109 
84 
63 

100 
100 
103 
45 

100 
100 

105 

100 
102 
105 
70 


173 
172 
163 
162 
172 

215 
209 
219 
246 
184 
192 

241 
209 
223 
176 

202 
205 
270 

228 
222 
252 
270 



' A part of the differences in strength here noted are due to varying 
moisture coateuts of the ties and the fact that different ties had, of courae, 
to be used, it being impossible to keep these absolutely uniform. 

Data taken from experiments made under the direction of Dr. W. K. 
Hatt and published in the buUctina of the American Railway Engineering 
Association. 
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It will be noted that all the treatments show little or no decreaee 
in strength with the exception of crude oil. The increases noted 
may be due to superior wood in the treated ties or to their having 
dried out more than the untreated ties or to a combination of these 
two. Of course, all these conclusions presuppose that the treat- 
ments were property made and are normal. Bad management on 
the part of the treating engineers would, undoubtedly, have 
yielded entirely different results. 

The Electrical Resistance of Wood Treated with Creosote and 
Zinc Chloride. — This a matter of considerable importance to 
steam railroad companies in the operation of their block signals, to 
electric traction companies in the return of their current, and to 
telephone and hydro-electric companies in the seepage of current 
carried in wires over their poles. As is usual in problems of 
this kind, the opinions of operating men vary considerably, and 
little agreement is found. Mr. J. T. Butterfield conducted some 
interesting and valuable experiments on this problem at Purdue 
University in 1910, with ties treated at commercial plants, the 
following information being taken from his work: 

"The resistance was measured by the method commonly used 
for measuring the insulation resistance of electrical machinery, 
namely, by means of a direct- current voltmeter of known resist- 
ance. This method was applied in two ways. (1) The contact 
surface for flow of current in the ties was a sawn surface as nearly 
plane as possible. Contact pressure of 250 pounds per square 
inch was applied in a Riehle Testing Machine by means of sheet- 
iron pans, placed one above the other and filled between with 
dry sand, by which constant surface resistance was obtained. 
(2) After some of the fundamental laws were investigated, the 
resistance of the various ties was compared by measuring the cur- 
rent flowing between two spikes driven 20 inches apart in the 
face of each tie. Then the relation of these latter tests, between 
the two fipikes, to the conditions obtaining in a full tie with 
rails spiked thereto was investigated. 

In beginning the tests the principal elements which cause the 
resistance to vary were determined and investigated in the follow- 
ing order: 

1. Amount of moisture present. 

2. Kind of wood. 

3. Treatment. 

4. Direction of grain. 
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5. Contact pressure 

6. Temperature. 

7. Amount and time of current flowing. 

8. Dimensions of specimen. 

Moisture. — The important effect of moisture is plainly shown 
by the following tables, determined by the testing-machine 
method : 



U.4 3,370,000 

17. 414,000 

19.1 94,000 
27.4 2,140 
36.7 1,381 
47. 1,310 

52.2 1,100 

UnlrekUd 

13.3 5,020,000 
17.3 784,000 
21.6 198,000 
26.6 136,300 
38.0 7,100 
43.3 6,440 
47.3 5,070 

In order to investigate the longitudinal distribution of resistance 
through a tie, a number were cut up into 6-inch lengths and the 
resistance measured parallel with the grain. The results plainly 
showed that there was an enormous resistance at the ends of a 
tie, which may have a uniformly low resistance in the interior. 
The cause for this high-end resistance was, of course, the drying 
out of the ends. 

KIHD OF WOOD AND TREATMENT 

In measuring the resistance of different woods, the method 
used was that of determining the resistance between two spikes, 
as described above. The ties were generally tested in the yard 
and had been piled. Some were covered and were no doubt less 
dry than others. Variation in resistance of untreated ties of 
same species is to be accredited to moisture variation. Generally 
tests of 5 treated and 15 natural ties enter into the average. 
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LoWBY Cbeobote Psocebs 

RuuUdcs lUtJo ol. 

(macohmB p«r half tie) treAted to 

NsturKl Trwlsd natiinl 

Red oak 0. 182 0. 177 0.973 

RUEPINO PHOCBSa 

Loblolly pbe 6. 58 5.05 0.91 

Shorlleaf pine 2.97 1.036 0.35 

Longleaf pine (very dry) 6.4 6.06 1,12 

Red gum.. 0.39 0.22 0.58 

LobloUy pine 1.46 1.41 0.96 

Full-cell Pbocebb 

Loblolly pine 2.94 1,00 0.34 

Shortleaf pine 3.41 2.70 0.79 

Longle&f pine 1.80 2.2 1.22 

Red gum 0.225 0.28 1 .24 

LobloUy pine 4.47 0.906 0.20 

Zinc Chloride Pbocesb 

Red oak 0.08 0.0126 0.156 



DIRECTION OF GRAIN 

The direction of tlie grain has a decided effect upon the 
resistance of wood, and as the resistance of ties was taken parallel 
with the grain, little consideration was given the question aside 
from the following tests: 

Resistance in Mi 



CONTACT PRESSURE 

The study of the effect of contact pressure on a numher of 
different specimens held between contacts in the testing machine 
and involving the longitudinal resistance corresponding to 
different loads developed the following results. As would be 
expected, it was found that the resistance decreases rapidly with 
e of contact pressure. 
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Red Oak, Zinc Chlobide Treatment, 3-in, Cubes 

LengthwlHi of [nin Air dried 

SOO.O 175 

278.0 180 

W.S 220 

22.2 270 



Red Gdii, 


Natural, 


3-IN. 


Cubes 


hwje of cruD 






Air driod 


55.5 






26,400 


33,3 






26,800 


22.2 






27,700 


16.6 






30,350 


11.0 






32,700 


7.9 








8.8 






39,400 


0.0 






67,000 



TEHPERATURE 

Some preliminary tests were made upon the ties to discover 
the effects of temperature. The results, although not capable 
of representation by a smooth curve, showed that the resistance 
decreased with an increase of tempeiature in a nearly direct 
proportion. 

Red Oak 

ZiBc chloride treatment— testing machine method. End of grain 

Block = 5X8X6 inch 

Temperature = average of six thermometers 



3.S6 2100 

5.70 1946 

7.80 1S20 

10.70 1560 

12.20 1270 

14.50 1050 

16.70 910 

21.00 670 
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ELECTROLTTIC EFFECT 

While measuring a low resistance in the testing machine with 
a high voltage it was noticed that the voltmeter needle tended 
to fall back rapidly if the circuit was allowed to remain closed 
foi a short time. This pointed to some kind of an electrolytic 
effect, and some tests were therefore made in which the current 
was allowed to flow for some time until the resistance became 
nearly constant. Then the circuit was opened and the specimen 
allowed to recover. The following are the results: 







Electbolitic Etpxct 






N 


tural red oi 


k. SO parMnt min*(an 




Tim 






VolU 


Obnupa 


0.008 


eo. 




13.00 


1010 


0.15 


lec 




12.80 


1130 


0,30b 


eo. 




12.70 


1190 


l.OOn 


lin. 




12.61 


1248 


2.0011 


din. 




12. 5S 


1288 


3.00 11 


tiin. 




12.50 


1320 


4.00 11 


nin. 




12.47 


1340 


e.oon 


lin. 


C 


12.41 


1380 


7.00. 


lin. 




12.40 


1386 


8.00 1 


in. 




12.79 


1140 


0.00 1 


in. 




12.86 


1101 


O.OOi 


lin. 




12,92 


1056 


l.OOi 


lin. 




12-92 


1056 



INFUIEHCE OF VOLUMB 
I'hc rclution of resistance to the dimensions of the specimen 
was plainly Hlitiwed to vary the same as with any conducting 
mutcriiil. 

Red Oak— Zinc Chloride Treatment 



SeOliOB 




ohma 


3 sq. in. 




9,790 


3 eq, in. 




16.030 


3 sq. in. 




22.500 


3 sq. in. 




3.5,500 


Red Oak — Natural 
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RELATION OF TESTS BETWEEN SPIKES TO ACTUAL TIE 

A few tests were made with rails spiked to a whole tie, and the 
resistance measured and compared to the resistance of spikes 
20 inches apart. 

The resistance between the rails spiked to the whole tie was 
found to be about 18 times the resistance between spikes 
driven 20 inches apart and 4 1/2 inches in the face of the tie. 

The moisture condition of the surface of the tie was artificially 
varied, 

H = The percentage increase in conductivity between rail and 
tie, due to rail bearing. For example, the value of H = 0.95 
for oak ties is found as follows: 



44400 44800 



X 100 = 0.95 percent. 



Section of 85-pound Rail Spiked to Ties at Standard Gage Diatance, 
e is Red Oak. No. 7 is chestnut 

CanditioD of (ie Obmi. H. Perc. 

Dry; spikee only f No. 6 

I No. 7 
Dry; with rails f No. 6. 

1 No. 7. 
Wet at rail bearing; spikes only ( No. 0. 

I No. 7. 
Wet at rail bearing; with rails I No. 6. 

t No. 7. 
Wet all over; with rails f No. 6. 

\ No. 7. 
Bottom of tie in wet gravel; with rail. . . . No. 6. 

Tie in moist gravel ballast; with rail No. 7. 

Tie in very wet ballast; with rail ( No. 6. 

I No. 7. 
Same as above; spikes only, , f No, 6. 

I No, 7. 3,430 

The resistance of the bearing between a newly spiked dry xail 
and a dry red-oak tie will be found to be approximately 1 per- 
cent of the total conductivity of the tic, but after the spikes 
have loosened the pressure on the rail bearing is about the 



44,800 


0-95 


9,500 


2,16 


44,400 




.9,300 




43,700 


93 


9,400 


6.79 


43,300 




8,800 




27,800 




7,760 




10,270 




4,3.W 




6,780 


7.68 


3,220 


6 52 


7,300 
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weight of rail per tie divided by the area of the bearing. This 
is about 2 pounds per square inch. Such light pressure means 
high contact resistance. Considering the further fact that the 
crosswise resistance of a tie is several times its lengthwise 
resistance pei unit of length, and that all leakage current through 
the rail bearing must pass through a considerable amount of 
cross-grain resistance, the total resistance of the leakage path 
between rails is very high. 

CONCLUSIONS 

The results obtained tend to establish the following conclusions : 
Timber is ordinarily classed with the nonconductors. When 
dry and well seasoned, it has a very high dielectric strength and 
practically infinite resistance. When green or moist, however, 
timber becomes a kind of electrolytic conductor of comparatively 
low resistance. The treatment with zinc preservatives has the 
simple effect of producing in the wood a stronger electrolyte and 
hence a better conductor of current. 

1. The resistance of timber varies directly with the length 
and inversely with the cross section. 

2. The resistance of timber varies almost inversely with the 
amount of moisture present, between the limits of 15 and 50 
percent. 

3. The resistance of timber is lowest when measured along 
the grain, and highest when measured tangentially to the growth 
rings. 

4. When treated with a soluble salt such as zinc chloride, 
the resistance varies approximately inversely as the amount of 
the salt present. 

5. Treatment with such a soluble salt does not change the 
behavior of the resistance with respect to the percent moisture 
present. Only the amount of the resistance is changed. 

6. The resistance of timber varies almost inversely with the 
temperature between the limits of zero and 50° C. 

7. The resistance of nonporous woods, such as the pines, 
is higher than that of porous woods, such as the oaks and red 
gum. 

8. Treatment of timber by different creosote processes does 
not greatly change the natural resistance of the timber. 

9. Finally, all the data taken goes to establbh the view that 
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the conductivity of wood is due primarily to the presence in the 
pores of an electrolyte formed by an aqueous solution of the 
salts found in the natuial timber, or of these salts and others 
artificially introduced. 

Assuming the worst condition for leakage covered by the test, 
i.e., red oak ties treated with zinc chloride laid in wet ballast 
and with wet lail bearings, the resistance between the rails of a 
block 1 mile in length would approximate 30 ohms. This 
would permit a leakage current of 0.05 ampere to fiow with the 
battery voltage of 1.5 volts. The leakage loss would, there- 
fore, be 0.075 watt, or about 30 percent of the power required to 
operate the relay. This sholud not seriously interfere with the 
operation of signals, as leakages up to 60 percent exist without 
such serious interference. 

It is to be regretted that determinations of resistance were not 
made with wet ties or with ties and rails paitially immersed in 
water, as is sometimes the case in practice, for it is believed that 
under such conditions the leaki^e current would probably be 
sufficiently large to interfere with the successful operation of 
relays. 

As a final conclusion, it should be noted that since the above 
results show only a reduction in resistance of a tie of from 26 to 
53 percent when treated with zinc chloride, depending upon the 
percentage of moisture, while a change of resistance by the ratio 
of 25 to 1 may be effected by varying the kind of wood, a change 
of 33 to 1 by varying the pressure upon the tic sufficiently, and of 
3.7 to 1 by temperature changes, it follows that the treatment of 
ties with preservatives should not interfere with the operation of 
signal circuits, except possibly in exceptional cases in which the 
resistance of the leakage paths is abnormally low from other 
causes." 

From a number of inquiries, it is the experience of several 
signal engineers that little or no difficulty will be expei ienced with 
zinc treated ties if the distance between signal blocks is not too 
great and if the ties are not laid green. Some of them have 
shortened the distance between signals to about 1000 to 1200 feet 
and report complete satisfaction. Against creosoted ties no com- 
plaint on this account is made. 

A number of traction companies state that the zinc-treated 
ties corrode their spikes very rapidly and for this reason they are 
opposed to using them. It is entirely possible that this will occur, 
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especially if the ties are liable to hold much moisture and an 
situated a long distance fiom the power house. Ties which can 
be kept fairly dry, and can be laid close to the power house so that 
the retuin current will be through them, rather than away from 
them, should give little trouble. 

The leakage in current in poles and cross arms treated witJi 
soluble salts should be veiy slight and of little or no practical 
consequence since they are not counted upon for insulation, 
this being taken care of by the insulators themselves. However, 
it seems entirely probable that creosoted poles and arms will tend 
to resist leak^e more than those which are salt treated because 
they will, in general, contain less moisture. As already stated, 
such a difference can at most have little practical significance and 
for this reason treat«d poles can undoubtedly be used in the same 
manner as ^untreated poles. 
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CHAPTER XIX 
THE USE OF SUBSTITUTES FOR TREATED TIMBER 

By the term "substitute" ie here meant a mateiial which is 
offered iu place of wood, wood having been the standard. Thus, 
although wood and a«phalt are both used extensively for street 
pavements, asphalt is not considered a substitue for wood but a 
competitor of wood. On the other hand a concrete tie ts a 
"substitute" for the wood tie. With this distinction in mind, 
a clearer conception of the inroads being made by other materials 
can be had. It is not intended to discuss in this chapter the 
genera) substitution of other materials for wood but only for 
treated wood. This has taken place in a wide variety of products 
and, in certain instances, is making rapid headway. It is caused 
by the rise in the price of tipiber, the demand for better con- 
struction and an improvement in the manufacture of the sub- 
stitutes. 

Substitutes for Wood Ties. — This was one of the first fields 
enteredand thousands of dollars have been spent in attempting to 
find a satisfactory substitute for wood ties. Ties made of steel, 
concrete, leather, and combinations of these materials have all 
been tested both in this country and abroad. Best success has 
been had with the steel ties, but their introduction has been very 
slow, and the results secured from them by no means all that is re- 
quired. The American Kailway Engineering Association has gone 
rather extensively into this problem and has made a report con- 
taining much valuable data.' It states that "an improved form of 
steel tie, as shown in Plate XXII, Fig. C, of the type manufac- 
tured by the Carnegie Steel Co. with metal plate over the insu- 
lating fiber and with the wedge clip rail fastening, seems to be 
very promising." A few railroads report satisfactory experience 
with the steel tie, while other companies have discarded them. 
The general consensus of opinion at present seems to be that 
these ties are still in the experimental stage but worthy of trial. 

As a result of its studies, the American Hailway Engineering 

' Bulletin 108, American Railway Engineering Association, 1909. 
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Association committee coacludes "that no form of reinforced 
concrete tic has been made which ia suitable for heavy and high- 
speed traffic, but believes a properly reinforced concrete tie, with 
proper fastenings, may be found economical in places where speed 
ie slow and where conditions are especially adverse to the life of 
wood or metal." TheLake Shore & Michigan Southern Railroad 
placed some "Buhrer Concrete Ties" in its track at Sandusky, 
Ohio, in 1904. There were no renewals up to 1908 and all the 
ties appeared in good condition. The more common experience, 
however, seems to be like that of the Pennsylvania Railroad, which 
placed 500 of these ties in 1903. "The concrete broke and crum- 
bled and by December, 1906, all had been removed on account 
of breaking," Kimball, Percival, Affleck, Chenoweth, Keefer, 
Hickey and Alfred concrete ties tested by various railroatis all 
cracked or crumbled in 2 or 3 years although in a few cases longer 
lives were secured. It appears, therefore, that a satisfactory 
substitute for the treated wooden tie still remains to be found. 

Substitutes for Wood Poles. — Iron, concrete and glass have 
been tested for poles. In cities, the iron pole has given very good 
use and has very largely replaced the wood poles. However, in 
the larger cities, even the iron pole has been done away with, ex- 
cept for street lighting, its place being taken by conduits. Wood 
poles arc still used in large quantities in towns and cities and in 
the country for trolley, telephone, telegraph and high power trans- 
mission lines, although with the latter, steel towers furnish the 
best construction. Concrete poles are largely in the experimental 
stage as yet. Poles 100 feet or more in length have, however, been 
constructed of reinforced concrete. On account of their great 
weight, high cost, and difficulty of handling, it is doubtful whether 
concrete poles will make serious inroads on wood poles for years 
to come, except perhaps in isolated cases. Concrete poles have 
not been in service long enough to know their merits. 

Glass poles are purely an experiment and, from the results 
secured thus far, success seems doubtful. 

A review of past experiences shows that only in large cities has 
any material been successfully substituted for wood in the manu- 
facture of poles, and that no substitute which gives promise of 
extended usage is in demand. 

Substitutes for Wood Piling. — Wrought iron, cast iron, steel 
and reinforced concrete have all been used for piles. Iron in all 
its forms is, of course, free from attack by the marine borers. 
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^B corrodes, however, when driven in sea water. Wrought iron 
^bparcntly corrodes more rapidly than stp«l which contains 
^Wiout O.I percent ot carbon. Cast iron becomes pitted, the iron 
being gradually dissolved leaving the carbon. The Ufe of iron 
piles is not known, but from tests made by various investigators, 
it appears that wrought iron and steel will corrode at the rate of 
about 0.40 inches per 100 years. The actual usefulness of the 
pile will depend largely upon the extent to which it becomes pitted 
and apparently this varies between very wide limits. 

Reinforced concrete piles have been used since 1896 and large 
numbers have been placed in various harbors of the world. 
These piles, are attacked at times by the sea water, which 
disintegrates them. Furthermore, alternate freezing and thaw- 
ing have, in cases, cleaved off much of the concrete. Yet in 
spite of these difBculties, concrete piles possess considerable merit 
and give promise of being perfected to an extent where they will 
prove free from these objections. Concrete piles have not been 
used sufficiently long or driven in sufficient numbers and under 
such conditions as to furnish reliable data on their probable life. 

Substitutes for Wood Posts. — C!onsiderable progress has been 

.de in manufacturing concrete posts, and several railroads in our 
intry are now using large quantities of them. The cost of 

Jdng the posts varies from about 16 to 25 cents each. Nothing 
I known of their life, but this is estimated by several manufac- 
tures to be at least 40 years. Concrete posts are heavy, trouble- 
some to make, liable to be thrown by frost heave, require careful 

ndling and have other ills, but in spite of them all, they 
ich merit, particularly because of their durability and 
ppearance, and have unquestionably come to stay and their con- 
mmption will increase. (See Plate XXII, Fig. D.) 

Posts arc also made of cast iron, iron pipe and galvanized sheet 
iron, imt the number is so small as to be insignificant and prob- 
ably will always remain so, except for a comparatively few 
special cases. 

Substitutes for Wood Mine Timbers. — Concrete, masonry and 

I si have all been substituted for wood mine timbers, but only 
isolated cases. Concrete mine timbers are very expensive, 
ir installation interferes with the working of the mine and in 
le cases they are crushed before they become "set." It is 
ibtful if they will come into general use. (See Plate XXII, 
;. A.) Iron mine "timbers" have been tested both here and in 
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Europe. They areexpeneive, difBcult to iuetall, and are corroded 
by the mine gases and water. Furthermore, if the mine once 
starts to "cave," the iron "timbers" will fail although they will, 
of course, hold a greater load than wood. la Europe a unique 
method in the design of iron props has been tested. It consists 
of two hollow pipes, one of which fits snugly inside the other. 
Round iron balls are then placed in the lower pipe. In this man- 
ner the upper pipe can be extended and held by the balls, pre- 
venting further telescoping. When it is desired to remove the 
prop, a plug in the lower pipe is opened and the balls allowed to 
roll out. This makes a prop which can be fitted into place. Its 
cost, of course, is high and in addition it is subject to most of 
the objections raised against iron mine "timbers." Our lai^est 
iron and steel company is using enormous quantities of wood in 
its own mines, some of which is treated with preservatives. 
Masonry, is, of course, out of the question because of its h^h 
cost, trouble in laying, etc., except for very unusual situations, 
so it doul)tless will never become a serious rival to other forms 
of "timl>cring." 

Substitutes for Wood Bridge Timbers. — Steel, masonry and re- 
inforced concreto have almost entirely replaced wood in the 
construction of pcrnmnent tiridges. In addition to possessing 
greater strength, such >>ridges are less subject to destruction by 
fire. In so far as durability between stoel and wood bridges ia 
oonceniotl, doubt still exists in the minds of some engineers and 
confiieting data have been submitted. Creosoted wood bridge 
timbers are known Ut have existed in perfect condition for over 
30 ycara in the South whore decay is generally rapid. Appre- 
hension of the gradual (ictt;rioration ("fatigue") of such timbCT 
due to repeated impacts, docs not appear well founded. Some 
railroads in our country are laying creosoted bridge timbers on top 
of steel members, thus adding to the elasticity of the bridge and 
deadening of sound. Con.siderable quantities of wood are stiU 
used on steel bridges in the form of ties, guard rails, wall plates, 
etc., and in wooden bridges and trestles, but as the demand for 
high grade permanent structures increases, the use of wood will 
unquestionably decrease. It is likely, however, that a demand 
for wood shields under steel bridges which are subject to corro- 
sion from the locom<itive stacks will increase, especially when the 
wood is rendered nuninflammable. 
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Sabstitutes for Wood in Buildings and Cars. — As only email 
quantitira of treated wood are used in the constructioD of 
buildings and cars, the subetitution of other materials affects but 
little the wood preserving industry. 

A special committee of the American Kailway Association ap- 
pointed in 1912 circularized the railroads of the United States 
and received reports from 247 railroad companies operating 
227,754 miles of track. The object of the circular was to ascer- 
tain the progress being made in introducing steel pa.ssengcr cars 
in place of wooden cars. The following table summarizes the 
findings of this committee: 





Totd 

i.u»ber 


St«l. 


Uamo 


Wood, 

51 4 
29,8 
20,7 
10.4 
3 3 




1880 
3638 
375fi 
2860 
1649 


26.0 

55.4 
59.0 

68-7 
85,2 


22.6 
14.8 
20.3 
20-9 
11.5 








January, 1912 

(Under oonatniotion] 



The substitution of steel for wood in freight cars is also taking 
place at a rapid rate. While opinions vary widely at present, it 
appears that a combination of steel and wood will be the ultimate 
solution of many of the freight car problems. Similar changes 
are taking place in the construction of buildings in cities where 
the tendency is to reduce the fire hazard to a minimum. Stcd, 
concrete, and clay products have replaced wood to a very 
large extent and there is little doubt but what such rejilacc- 
ment is permanent. In certain cases, however, a reaction hrts 
set in, as it was found that many buildings supposedly "fire- 
proof" were really not so when put to the test. Thus wood 
floors and trim will probably remain for years to come. "Slow 
burning" factory construction has also been in demand. It is 
believed that "fireproofing" wood used in such buildings will do 
much to remove some of the serious objections raised against 
wood and that this phase of the wood-preserving industrj' will 
grow to much larger proportions than at present. 

Substitutes for Wood Shingles. — There is a great variety of 
roofing materials such as metal, slate, tile, asbestos, etc., now on 
the market which are replacing shingles. This lias been brought 
about largely through the demand for fireproof construction — 
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certain cities having passed ordinances prohibiting the use of 
wood shingles within their congested limits. Aa buildings be- 
come more crowded and permanent, wood is invariably replaced. 
In general, roofs built of these "substitute" materials cost more 
than shingle roofs, not only for the covering itself, but for the con- 
struction necessary to hold up the greater weight. It is possible 
that the progress being made in "fireproofing" shingles, will do 
much to retain their existence. If this one very serious objection 
could be removed, wood shingles would remain in favor. They 
possess certain characteristics such as cheapness, ease of repair, 
light weight, adaptability to artistic design, durability, resistance 
to heat transmission, etc., which are in strong demand. 

Substitutes for Wood Conduits and Pipes. — The use of treated 
wood for these purposes is quite small, and forms but a small 
percentage of the total amount. Fiber conduit, tile, brick, and 
steel are all used in large quantities. Creosoted wood conduit is 
very durable and has given excellent service. It is comparatively 
inexpensive, easily laid and resistant to injury from settlement 
of the surrounding earth. The oil will, of course, attack rubber 
and under certain conditions cannot be used. Lai^e quantities 
of wood have been used in building pipes, particularly for irrigat- 
ing purposes. One decided advantage seems to be a lowering in 
the coefficient of friction through use — a result quite the opposite 
of metal, which tends to become rough and hence decrease the 
quantity of water which flows through it. 
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CHAPTER XX 
APPENDICES 

Minor Wood^reserring Processes. — No attempt is made to 
list and describe all of the various processes which have been 
advanced in this country to preserve wood from decay. To do so 
would prolong this book to several volumes. Some idea of the 
number of wood-preserving processes suggested can be gained 
by examining the list of patents given below. But to inform those 
who might wish information on this phase of wood preservation, 
a number of the better-known and more interesting methods 
will be briefly discussed. Some of them may eventually be 
extensively practised in our country. 

Thilmany Process. — Patented by Thilmany in 1876, the proc- 
ess consists in impregnating wood with copper sulphate (later 
zinc sulphate was substituted) followed by a second injection of 
barium chloride. The object was to produce a chemical reaction 
giving copper chloride and barium sulphate; the latter being 
insoluble in water was intended to plug the wood and prevent the 
copper chloride from leaching out. The process was tested by 
several railroads in this country without apparent success. 

The B-M Timber-preserving Process. — This process uses 
a combination of zinc chloride and aluminum sulphate as 
covered by patents held by Hubertumilhle of Schopfurth, 
Mark, Germany. It is claimed that the aluminum sulphate is 
not only an antiseptic salt, but gives a better solution to the zinc 
chloride and carries this salt deeper into the wood. It is also 
claimed to combine in part with the wood structure. The 
solution is injected into timber much in the same manner as zinc 
chloride in the Burnett process except that the temperatures are 
kept somewhat lower. From analyses of treated wood made by 
certain reputable chemists, it appears that better penetrations are 
secured in the B-M process than in the straight Burnett process. 
Some treating companies in the United States arc now ready to 
treat timber by this process. 
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The Goltra Process.— Named after W. F. Goltra of Cleveland, 
Ohio, For handling ties the distinct steps in the process are: 

(a) Steaming ties upon delivery at plant. 

(b) Stacking ties for open-air seasoning. 

(c) Machining ties. 

(d) Drying and warming ties in ovens. 

(e) Impregnation with antiseptic liquid. 

The novel features in the process are the steaming of the ties 
on delivery at the plant and then air-seasoning them; also 
warming the ties in ovens before injecting the preservative. So 
far as the author knows, this process is not in commercial use, 
although it has been considerably ^itated in the past few years. 

The Hasselman Process. — Patented in the United States in 
1897. This process consists essentially in injecting into wood 
a solution containing sulphates of iron and aluminum to which 
"Kainit" is added to neutralize the free acids which may be 
formed. The process was tested experimentally in Texas with 
poor results. Since then certain modifications of the process 
have l»cen proposed by Barschall and some timber treated in this 
manner b now under test by the United States Forest Service 
with no conclusive results to date. 

The Creo-Resinate Process. — First practised by the United 
States Wood Preserving Company, particularly for the treatment 
of paving blocks. The wood is subjected to a dry heat, after 
which a vacuum h drawn and the creo-resinate mixture forced 
into the wood. This mixture consists of creosote (about 50 
pcra'nt), 48 percent rosin, and 2 percent formaldehyde. A 
suliscquciil treatment with a solution of lime is then given. It is 
understood that the original treatment has undergone considerable 
change since it wa^ first advocated. 

Robbios' Process. — Practised by the Suffold Wood Pre- 
serving Company of Boston about 18G9. It consisted in passing 
vapor of naphtha into the retort after the wood had been run into 
it, the vapor being heated to about 250-300" F. This vapor 
wa.s to expel the water from the wood, coagulate the albumen, 
and expand the wood pores. The temperature in the retort 
was then raised to 400° F. and vapor of creosote passed into the 
wood. The process was tested extensively, but failed. 

Powell Process. — This is an English process which has been 
tested extensively abroad but is little known in our country. 
It consists in boiling wood in a solution of sugar for a few hours 
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and then drying it in an oven at high temperatures. It is said 
to render wood resistant to ants and decay and nonabsorptive 
to water. Tests known to the author indicate the process has 
decided merit in overcoming the hygroscopicity of wood. 

Creoaire Process. — Advertised by the International Creosot- 
ing & Construction Co. It consists in treating wood similar 
to that employed in the full-cell creosote process, but after the 
desired amount of oil is forced into the timber the cylinder is 
drained of excess oil and an air pressure applied to drive the oil 
further into the wood, thus producing an "empty-cell" effect. 
Tests made by the author show that this method drives con- 
siderable oil out of the wood and may cause "bleeding." 

Vulcaniziiig Process. — Practised by the New York Vulcaniz- 
ing Company of New York City. Sometimes called "Haskins' 
process." The timber is placed in the treating cylinder. Air 
compressed to 150 to 200 pounds per square inch is then forced 
into the wood through a water separator to remove moisture, 
and heated to about 400 to 500" F. for about 8 hours. The 
process rapidly removes the water from the wooti, and producing 
a partial distillation, is claimed to render it antiseptic. A large 
number of tics have been treated by this process, some of which 
gave long service. 

Cresol-calcium Process. — This is a Swedish process not 
practised in this country except experimentally. Agents are 
Blagden-Waugb Company of London. The timber is handled 
much as in Burnettizing except that the solution consists of a 
mixture of milk of lime and crysilic acid resulting in calcium 
crysilate. It is under test in several places in the United States 
but apparently with little success. 

PATENTED, PROPRIETAKT, AND MINOR WOOD PRESERVA- 
TIVES USED IN THE UNITED STATES 

A number of wood preservatives which fall under this heading 
are used in the United States, few of them in any appreciable 
amount. Perhaps the best known are the " carbolineums," 
which are used quite extensively, especially for brush-treating 
timber. 

Cresol-<alcium. — This is handled by Bladgen-Waugh & 
Company, London, England, Messrs. Heidenstam and Freid- 
mann being the inventors. It has been tested experimentally 
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in ihe United States but b not used commercially here. The 
results secured thus far have not been very satisfactory. The 
preservative consists essentially of cresol ("tar acids") and 
milk of lime mixed in varying concentration up to 15 percent In 
strength and impregnated in a manner similar to Burnettizing. 

S. P. F. Carbolineum. — Handled by Bruno-Grosche & Co. 
of New York City. It ia a preservative distilled from tar, which, 
according to the engineering department of the American Tele- 
phone and Telegraph Company, is somewhat similar on distil- 
lation to Avenariiis Carbolineum. It has been used in this 
country for many years and has given good results. 

Avenarius Carbolineum.— Made in Germany, but handled by 
the Carbolineum Wood Preserving Company of Milwaukee, 
Wis., and other cities. It is essentially a high^rade distillate 
of coal-tar specially manufactured and has been used in this 
country for many years with good results. 

C~A-wood Preserver. — A foreign-made product handled in 
thb country by the C-A-Wood Preserver Company of St. Louis, 
Mo., with agencies in other cities. Essentially a high-grade 
distillate of coal-tar, which has been used in this country for many 
years with good results. 

Timberasphalt. — Sold by the Indian Refining Company of 
New York City. It is an "asphaltic flux" resulting from the 
refining of crude oil, and has no marked antiseptic properties, 
relying more on its waterproofing and "plugging" action to 
preserve wood. It is one of the more recent preservatives 
placed on the market. 

Preservol.— Sold by the Newbold Manufacturing Company, 
135 Greenwich Street, Now York City. Said to be a "creosote" 
made from beech. It has not been very extensively tested in this 
country. 

Copperized Oil.^Handled by the Copper Oil Products Com- 
pany of New York City. It is an oil containing copper. The 
kind of oil used and amount of copper it contains apparently can 
be varied for specific requirements. It is one of the new preser- 
vatives placed on the market. 

Sodium Silicate. — Made by several companies in the United 
States. It does not readily penetrate wood, but has a marked ten- 
dency to decrease the inflammability of wood. 

Spirittine. — Manufactured by the Spirittine Chemical Com- 
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p&ny of Wilmington, N. C. This is a special "creosote" made 
from coniferous wood, and has been used quite extensively in the 
United States with good results. 

B. M. Preservative. — The agent in this country is Franz 
Workman, 31 Liberty Street, New York City. It is a mixture of 
zinc chloride and normal aluminum sulphate, and has been tested 
experimentally on a large scale in this country but has not been 
commercially practised to any appreciable extent. It is forced 
into wood in much the same manner as in Bumettizing. 

Water-Gas Tar Creosote. — Made by a number of companies 
in the United States but seldom sold under its own name. Often 
mixed with coal-tar creosote. Tests by the U. S. Forest Service 
show it to have considerable merit as a wood preservative, but not 
as efficient for general purposes as coal-tar creosote. 

Hol2-Helfer.— Handled by the Vaughn Paint Co. of Cleveland, 
Ohio, and made in Germany. The wood ia either painted with or 
dipped in the solution. It is a greenish-brown liquid containing 
zinc chloride, copper, and creosote with a specific gravity at 60° C. 
of 1.113. From tests made at the U. S. Forest Products Lab- 
oratory it appears to be much less toxic than creosote. 

Wood Creosote. — Made by several companies in the United 
States but not used extensively. Tests by U. S. Forest Service 
show it to have considerable merit as a wood preservative and its 
use for this purpose will quite likely grow, especially for super- 
ficial treatments. At present it varies greatly in composition and 
toxic properties and costs more than coal-tar creosote. 

Sodium Fluoride. — Made by large manufacturing chemists 
in the United States. Little known in this country but exten- 
sively tested abroad. Experiments by the U. S. Forest Products 
Laboratory indicate the possibility of using this salt to decided 
advantage. Further tests are necessary before ia full value is 
known. It is impregnated into wood as in the Burnettizing 
process. 

Aczol. — Manufactured by J. Gerlache, Boulevard du Nord, 
68 Brussels, Belgium. This is a cuprous-ammonium salt, which 
is not used to any extent as yet in the United States but is under- 
going experiments with the U. S. Forest Service. 

Sapwood Antiseptic. — Made and patented by J. W. Long, 
Chicago, 111. It is a mixture of copper sulphate, sodium chloride, 
calcium sulphate, zinc sulphate, and iron sulphate with water. Is 
now undergoing test by the U. 8. Forest Products Laboratory and 
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elsewhere. la claimed to prevent sap stain aa well as decay. 
Toxic tests show it to possess a very low resistance to fungi. 

N. S. Special. — Manufactured by the Geo. W. Sauma Co, 
Trenton, N. J. It is a yellowish, oily liqiud with a strong varnish 
or paint odor. Tests made at the U. S. Forest Products 
Laboratory show it to have a low resistance to fungi. 

Imperial Wood Preservative. — This is a comparatively light 
gravity, greenish-black oil, handled in St. Louis, Mo., containing 
a high percent^e of residue at 315° C. It is under test by the 
U. S. Forest Service and elsewhere, and is giving results not very 
unlike those obtained from coal-tar creosote. 

Ereodone. — This is a special wood-preserving oil made by 
the Republic Creosoting Company of Indianapolis, Ind., and else- 
where and used largely for preserving wood blocks. It is reported 
BS giving good service. 

Locustine. — Manufactured by W. H. Huff, Beverly, N. J. 
It is reported as being a patented compound of nonvolatile pe- 
troleum products and certain animal and marine oils and anti- 
septics, which can be applied to wood either by the brush, dipping, 
or impregnation processes. 

Creoline. — This is a very light gravity, brown oil containing 
much tar acids and water. In spite of this it is giving good results 
in some test pole lines set under the supervision of the U. S. 
Forest Service and the Bell Telephone Company. 



General Chemical Co. 112 W. Adams St., Chicago, 111. 
(Iraselli Chemical Co, Cleveland, Ohio. 
Sandoval Zinc Company. Eaat St. Louis, III. 



American Conduit Company, East Chicago, Ind. 

Armitage Manufacturing Company, Hichmond, Va. 

American Wood PreHcrving Company, Chicago, 111. 

Barrett Manufacturing Company, New York, Chicago, and various 

Barnay, J. R,, Seottic, Wash. 

Betts, C. G., Spokane, Wash. 

Burton Coal and Lumber Company, Salt Lake City, Utah. 

Carolina Portland Cement Co., Atlanta, Ga. 
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Creoaote Supply Co., Chalmette, La. 

Chfttfield Manufacturing Co., Carthage, Ohio. 
, Coal-tar Froduots Company of New York. 

CUntock & Irvine Co., Pittsburgh, Pa. 

Dominion Tar and Chemical Company, Sidney, Nova Scotia. 

Diem & Wing Paper Co., CincinQati,-Ohio. 

Denver Gas 4 Electric Co., Denver, Colo. 

Int«mational Creosoting Construction Co., Galveston, Texas. 
yC. Lemboke & Company, New York City. 

J. F. Lewis MaDufacturing Co., Chic^o, III. 
^National Analine & Chemical Co., New York City. 

Nashville Chemical Co., Nashville, Tenn. 
-Pehlam Bay Chemical Co., Mount Vemon, N. Y. 

Pacific Cresoting Co., Seattle, Wash. 

Bfpublic Creosoting Co., Minneapolis, Minn. 

Semet-Solvay Company, Kingsley, Ala. 

Southern Roofing Company, Atlanta. 

United Gas Improving Co., Philadelphia, Pa. 

Utah Light ft RaUway Co., Ogden, Utah. 

Warren Brothers, Cambridge, Mass. 

Western Klectrio Company, Salt Lake City, Utah. 
/ Zopher Mills, 91 Williams St., Brooklyn, N. Y. 



UST OF WOOD-PRESERVING PLANTS IK THE UNITED STATES 
EASTERN STATES 



Location of pUnt 


Managinii sompany 


built 


of re- 
tort* 


reloria 

(in-) 


Length 
relon» 

150 

lOG 
150 

132 

05 

105 
126 

82 
128 

133 


Lone laland City, N.Y 




1910 

IWH 
1W9 
1906 

1910 

ISIO 

190T 
18M 

190a 


r 


S4 

S4 

S4 
72 
88 
72 

75 
78 

78 
84 

78 
78 

84 




Bound Brook. N. J.... 

Newark. N.J 

Pawnwn. N.J 




AmeriCKD Crgowtins Co 




Qreenwiob. Pa 

ML Union, Pa 


P.4K.K.R..C.H.R.of N. J... 

PBnna, R. R 

Penna. R. R 

Bu6.. Roch. * Pgh, R.R 


Budl. near Norfolk. Va 
Buell, near Norfolk. Va 




Atlando Creo. & Wood Preserviog 
Co. 

Wyckoff Pipe A Oreo. Co 

Ballo. * Ohio R, R 


Grean Sprina. W. Va.. 
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Southern Statm 



LMHtion of plant 

GuD»viUe. Rb 

Jsckaanville. FU. . . . 
UuU. FU 

Mhod. Ob. 

AtUnUl, G« 

Enitey. Ala 

Mobils, Als 

McAdory, Al». 

South port, Deu Ne 
OrLesni. Ls. 
New Orlesns. Ls. . . . 
SlideU, Lb. 

ShnvciHirt. La 

Winnfidd.La 

Gcenada, Mira 

CuKport, Miaa. 

Gautier, Miu 

Louisville. Miu 

Teurkans, Ark 



CenUslof Oa. R. R. Co... 

Southern Wd. Pre*. Co.... 
Pioneer Lum. * Creo. Co.. 

TeDBCHH Cos). Iron and 
road Co. 
American Creosote Wks.. . 

New Orleans Wd. Pr. Co . 

Southern CreoBotinc Co... 

Bhrcveport Creo. Co 



Aye r A Lord Tie 

Gulfport Crco, C 
W. Pascacouta C 



Int. Cfoo. * Con, Co... 
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Central States 



LocattoD ol plant 


Manasing oompany 


Y.ar 

built 


No. 
ofre- 


Diam. 
lin.) 


LfDitb 

(feet) 
134 

132 

78 

134 
120 

134 
4S 

110 
134 

132 






1B09 

1010 

IMS 
1604 

leoo 

1907 




81 

M 
72 

84 
72 

72 

72 

74 

84 
















Indiana Zinc-Creo. Co 


T«™ Haute, tod 

TeneHaule, Ind 

BloomiDgton, lorl 

Columbus, Ind 

Waukeian', til 


om Tfac. Co. 






1902 
1907 


SpriDRfield. Ill 






1000 
1907 




84 

74 

72 

72 

84 
73 


135 
132 

117 
132 

42 

120 

134 
134 


GaleabtiTB, IlL 

MetropaliiklU... 


C..B.AQ.R.R 




lOU 

1803 
1903 

1904 
1007 




Bay City. Mich 

EManaba, Mich 

Miniieai«lia.Mi>in.,.- 

BrainBrd,"Mipi. 

BpriDgfleld. Mo 

lUnwuCity, Mo 

Topeka, Kanua. 




Chi. A N. W. Ry. Co 




Nor. Pac. Ily 

American Creo. Co 


Union Pacific R. R 
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Rocky Mountain and Paciiic States 



Locatioa of plaat 


Mauaging company 


Year 
built 


No. Diam. 
of re-j retorla 


Uni^h 

(leel) 






1901 
189* 
1008 

1913 
1904 
18S3 
19C2 
.889 

\z 




72 

7i 

M 

M 
T2 


110 

43 
132 

10 
130 

117 


P»raai«. Mont 


Nor. Pae. Ry.Co 




C-. B,*Q,R.R.Co 


Kellogg, Idafao 

Tacoin».Wa.h 

Yardley. Waih 


Bunker Hill and Sullivan Mining 


St. P-ATaeomaLum. Co 

WMlern Wd. Prea. Co 






Eagle Hatbo.,Wa.h... 
Wytth.Oce 






73 
72 

S4 

72 

72 

72 
72 


120 
12S 

13S 
113 

65 
106 

108 

138 

117 


Ongon-Waahinglon R. R. and 
Nav. Co, 




Soutfacm Pac. R. R 


BulriDgtan (near Port' 


Albuquerque. N. Mci. 


El. Pa.o4S.W.R,R.Co 

A.T.AS, F. Ry.Co 


Los AORclcs, Cal 

San Pedro. Csl 




S, P- 1,. A. * S, L, R. R 









Del. Lack, A West. Il.R. Coal Mining 
Depl. 


19 






























Puget Soan.i W. P. Co 


18 


San Joaquin Light and Power Co. 

San Joaquin Light and Power Co 


I! 


PuiiliF Service Corporation 


IB 
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LIST OP "FQtEPROOFING" PLANTS m THE URITED STATES 

New York, N. Y Standard Wood Treatinj; Company. 

New York, N. Y Electric Fireproofing Company. 



Creosote and zinc chloride are by far the preservatives con- 
sumed in largest quantities in the United States for preservii^ 
timber. About 3,000,000 gallons of other preservatives such as 
crude oil, carbolineum, and other varieties of preservatives de- 
rived from coal-tar were used in 1912. In addition, copper sul- 
phate, mercuric chloride, and aluminum sulphate were also used, 
the exact amounts being unknown. The consumption of creo- 
sote and zinc chloride for preserving wood is shown in Table 38. 



Yean 




CMMOte (gaLoM) 




Zinc chloriile- 


Domotic 


Foreign 


Total 


1908 


17,360,000 


38,640,000 


56,000,000 


19,000,000 


1909 


13,862,000 


37,569,000 


51,431,000 


16,215,000 


1010 


18,184,000 


45,082,000 


63,266,000 


16,803,000 


1911 


21,611,000 


51,517,000 


73,027,000 


16,360,000 


1912 


31,136,000 


52,531,000 


83.666,000 


20,752,000 



(Over 100,000,000 gallona of cresote reported used in 1913) 

AHOUHT OF TIMBER TREATED IN THE UNITED STATES 

The amount of timber treated annually in the United States is 
shown in Table 39. 

In addition to the amount shown in Table 39, a considerable 
amount of wood was treated with other preservatives such as 
carbolineum, crude oil, and various coal-tar products sold under 
a variety of trade names', but the exact amount of which is 
unknown. 

' American Wood PreBervers' Association Proceedings, 1913. 
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About 4,000,000 feet of lumber are also given a "fireproof" 
treatment each year. 

LIST OF COMPANIES IN THE UNITED STATES EQUIPPED 
TO BUILD WOOD -PRESERVING PLANTS 

Allis-Chftlmera Co Milwaukee, Wis. 

BasahorT. C. Co Baltimore, Md. 

Bovaird & Seyfaud Mfg. Co Bradford, Pa. 

Casey & Hedges Chattanooga, Tenn. 

Chicago Bridge & Iron Co Chicago, III. 

Coeur d'Alene Iron Works Wallace, Idaho. 

Cole, R. D Newan, Ga. 

Erie Heating Co Chicago, III. 

Fairbanks Morse Co St. Paul, Minu. 

Graves (Wm.)Tank Works East Chicago, Ind. 

Gravier Tank Works Galveston, Tex. 

Jacobs (8.) & Sons Birmbgham, Ala. 

Lockett (A.M.) ft Co New Orieans, la. 

Logan Iron Works Brooklyn, N. Y. 

Manitowoc Engineering Works Manitowoc, Wis. 

Mine-Smelter Supply Co Denver, Colo. 

Mohr (John) & Sons Chicago, 111. 

Moran Bros Seattle, Wash, 

Morris Sherman Mfg. Co Chattanooga, Tenn. 

National Boiler & Sheet Iron Works Indianapolis, Ind. 

Payne & Joubert New Orleans, La. 

Petroleum Iron Works Sharon, Pa. 

Power A Mining Machinery Co Milwaukee, Wis. 

Reeves Bros. Co Alliance, Ohio. 

Struther-Wells Co Warren, Pa. 

Union Iron Works San Francisco, Cal. 

Vogt (Henry) Louisville, Ky. 

Williamettejron 4 Steel Works Portland, Ore. 

Specifications for the Analysis of Creosote. — A number of speci- 
fications for analyzing creosote oil have been proposed and are in 
force. Perhaps the best known and the one in most extended use 
is that adopted by the American Railway Engineering Associa- 
tion, which reads as follows: 

Specifications for Analysis of Creosote Oil Approved 
BY THE American Railway Engineering Association 

1. The sample taken for analysis shall be strictly average of the 
whole bulk of oil to be tested. The oil shall be completely 
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liquefied and well mixed before samples are taken. Wheaever 
possible a drip sample of not less than 2 gallons shall be taken 
commencing after the oil has started to run freely. When this 
cannot be done, as for instance, in large storage tanks, samples 
shall be taken from various depths in the tank by means of 
a tube or bottle, the number of samples depending on local 
conditions. 

For taking samples during the process of treatment a 
sample of the oil shall be taken from the storage tank about 1 
foot from the bottom of the tank before the cylinder is filled, and, 
where possible, a sample directly from the cylinder during the 
process of treatment. For this purpose a thermometer well 
may be used. 

The sample to be analyzed shall be thoroughly liquefied by 
heating until no crystals adhere to a glass stirring rod, and also 
well shaken, after which one-half shall be taken for analysis and 
the balance reserved as check test. 

2. The apparatus for distilling the creosote shall consist of a 
stoppered glass retort similar to that shown in diagram having 
a capacity as nearly as can be obtained of 8 ounces up to the 
bend of the neck when the bottom of the retort and the mouth 
of the off-take are in the same plane. A nitrogen filled mercury 
thermometer of good standard make, divided into full degrees 
Centigrade, shall be used in connection therewith. In order to 
insure uniform results for comparative purposes, the length of 
the thermometer bulb shall be one-half (1/2) inch; but in no case 
shall a thermometer with a long bulb be used. The bulb of the 
retort and at least two (2) in. of the neck shall be and remain 
covered with a shield of heavy asbestos paper, shaped as shown 
in diagram, during the entire process of distillation, so as to 
prevent heat radiation, and between the bottom of the retort and 
the flame of the lamp or burner two sheets of wire gauze, each 
20-mesh fine, and at least 6 inches square, shall be placed. 

The flame shall be protected against air currents. An ordi- 
nary tin can, from which a portion of the bottom and all of thetop 
have been removed, placed on a support attached to the burner, as 
shown in diagram, will answer the purpose. 

3. Before beginning the distillation the retoit shall be care- 
fully weighed and exactly 100 grajiis of oil placed therein, 
the same being weighed in the retort. The thermometer 
shall be inserted in the retort with the lower end of the bulb 
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1/2 inch from the surface of the oil and the condensing tube 
attached to the retort by a tight cork joint. The distance be- 
tween the bulb of the thermometer and the end of the condensing 
tube shall not be less than 20 nor tnore than 24 inches, and 
during the progress of the distillation the thermometer shall 
remain in the position originally placed. 

The distillate shall be collected in weighed bottles and all 
fractions determined by weight. Reports shall be teade on the 
following fractions: 

to 170° C. 235 to 270° C. 

170 to 200° C. 270 to 315° C. 

200 to 210° C. 315 to 355° C. 

210 to 233° C. Residue above 355° G. 

Reports shall be made on individual fractions. In making 
such repoits it is to be distinctly unde."8tood that these frac- 
tions do not necessarily refer to individual compounds. In other 
words, the fraction between 210 and 235° will not neces- 
sarily be all naphthalene, but will probably contain a number of 
other compounds. 

The distillation shall be a continuous one, and should require 
about 45 minutes. 

When any measurable quantity of water is present in the oil 
the distillation shall be stopped, the oil separated from the water 
and returned to the retort, when the distillation shall be re- 
commenced and the previous readings discarded. In obtaining 
water-free oil, it is desiiable to free about 300 to 600 c.c. of the oil 
by using a large retort and using 100 grams of the water-free oil 
for the final distillation. In the final report as to fractions, 
a correction shall be made of the amount of water remaining, so 
that the report may be made on the basis of dry oil. 

4. In order to determine the specific gravity of any oil, simply 
heat the oil in a water bath until it is completely liquid. A 
glass stirring rod dipped into the liquid should show no solid 
particle on the rod when the same is withdrawn from the oil. 
When completely hquid, it should be stirred thoroughly and the 
hydrometer cylinder filled, which has previously been warmed. 
Insert a specific gravity hydrometer of good make, taking care 
that the hydrometer does not touch the sides or bottom of the 
cylinder when the reading is taken. This reading should prefer- 
My be taken when the oil is at 38° C. (100" F.), because 
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at this temperature almost all oils are completely fluid. 
Where contract requirements specify a specific gravity at a dif- 
ferent temperature, such gravity is obtained by multiplying 
0.0008 by the numbei of degrees Centigrade, or 0.00044 by the 
number of degrees Fahrenheit, the oil is found to be above the 
temperature required by the contract, and adding the product to 
the observed gravity. 

If it ia desired to make further chemical analysis for the 
detertni nation of the low-boiling tar acids and the naphthalene, 
the following method is recommended, tentatively: 

"For the determination of low-boiling tar acids, the fractions 
should be placed in a separating funnel, to which should be added 
about 30 c.c. of the 15 percent hot sodium hydroxide solution, 
vigorously shaken, and allowed to stand until the dissolved 
phenols separate out and may be diawn off, after which repeat 
with successive sodium hydroxide solutionB 20 c.c. each time until 
no phenols are left (the sodium solution comes off clear). The 
phenols so obtained should be separated by the addition of a 25 
percent sulphuric acid, slowly stirred in. When this reaction is 
complete, the phenols so obtained should be decanted and 
weighed." 

The Committee on Wood Preservation of the National Electric 
Light Association was not entirely satisfied with the above speci- 
fications for analysis and drew up a set of its own,' In the opin- 
ion of this committee the above specification docs not fully meet 
present requirements because " it is generally admitted by chem- 
ists that the retort is an antiquated piece of apparatu.s," and fur- 
thermore the test is not sufficiently stringent to detect adultera- 
tions. The specification for analysis which this committee rcc- 
omnientleti reads a."* follows : 

ANALYSIS SPECIFICATIONS (NATIONAL ELECTRIC LIGHT 
ASSOCIATION) 

General 

"The apparatus employed in making the distillation and other 
tests required under these specifications shall conform in general 
to that shown on drawings Fig 26 (Fig. No. o) and Fig. 27 at- 
tached to and forming a part of these specifications, except that 
a five percent (5%) variation from the dimensions given is 

' Report of Committee on Preacrvative Treatment of Poles and Cross 
Arms, National Electric Light Aaaociation, 1611. 
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allowed. The distilling apparatus must be assembled as in draw- 
ing Fig 28. As further defining the requirements in this re- 
spect, the following description of certain parts and manner of 
assembling is given: 

(a) Flask. — The flask required is a Lunge side neck distilling 
flask, provided with a trap (Fig. 26), and having a tubular 
side neck thirty centimeters (30 cm.) long placed close to the 
bulb. The flask must have a capacity of three hundred cubic 



•c?3?.."r 




Fio. 26. Fio. 27. 

centimeters (300 c.c.) when filled to a height equal to its maximum 
horizontal diameter. 

(b) Thermometer. — The thermometer must be made of Jena 
glass and be nitrogen filled and graduated at intervals of one 
millimeter (1 mm.) in single degrees Centigrade, the scale reading 
to plus four hundred degrees Centigrade (+ 400° C). 

(c) Receivers. — The glass receivers may be of any convenient 
size and shape; the flask shown on drawing No. 114 is, however, 
recommended. 
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(d) Shield. — A shield ten centimeters (10 cm.) in diameter 
and eight centimeters (8 cm.) high, made of asbestos, must 
be provided (Fig. 27). 

(e) Support for Flask. — The flask must rest on an asbeatoB 
board one-half centimeter (0.5 cm.) in thicliness by fifteen centi- 
meters (15 cm.) in diameter, a hole five centimeters (5 cm.) io 
diameter being cut in the center of the board. The board shall 
rest on a ring stand (Fig. 27). 

ASSEMBLING APPARATUS 

The apparatus must be a^embled as shown in figure No. 
28. The thermometer passes through a cork in the top of the 




flask and is so phiccd that the top of the bulb of the thermometer 
is on a hne with the bottom of the tubular outlet. The asbestos 
shield is placed around the bulb of the flask and the flask mounted 
ou the asbosto:' board supported on the ring stand as shown on 
drawing Fig. 28. 

Distillation Test 
Two hundred grams of the oil shall he used in the analysis, 
this amount being weighed on a balance sensitive to one milligram 
(1 mg.), in the following manner: 
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The fiask is first placed on the [iian of the balance and weighed, 
and the weight reccrded. Without lemoving the flask, a two 
hundred (200) gram weight is placed on the opposite pan of the 
balance and a sufficient quantity of the oil dropped into the 
flask through a long stem funnel to bring the pans into equi- 
librium. The flask is then removed from the balance and set up 
as in drawing Fig. 28. Care must be taken that the cork 
stopper carrying the thermometer fits tightly into place. The 
flask should be heated, preferably by a Bunsen or other standard 
form of gas burner. The distillation shall be continuous and 
at such a rate that two (2) drops of oil per second (5 c.c. per 
minute) leaves the end of the tubular after the thermometer 
registers two hundred and five degrees Centigrade (205° C), 
or after all of the water has been driven off. The percentage 
weights of the following fractions shall be recorded: 

To 205" C. 
To 235° C. 
To 245° C. 
To 270° C. 
To 315° C. 
To 360° C. 

DETERHINATIOH OF FREE CARBON 
The apparatus required isasfollows: 
Knorr Condenser. 
Knorr Flask, 

C. S. & S. No. 575 Filter Papers, 15 cm. diameter. 
Wire for supporting filter papers. 
Ten grams of the oil should be weighed into a small beaker 
and digested with C. P. toluol on a steam bath. A cylindrical 
filter cup is prepared by folding two of the papers around a rod 
about five-eights of an inch (5/8") in diameter. The inner 
paper should be cut to fourteen centimeters (14 cm.) diameter. 
Prior to using the filter papers, they should have been extracted 
with benzol to render them fat free. The filter cup is dried at 
one hundred (100) to one hundred and ten (110) degrees 
Centigrade and weighed in a weighing bottle. 

The contents of the beaker are now decanted through the 
filter cup, and the beakt- washed with hot toluol, passing all 
washings through the cup. ''"he filtrate should be passed through 
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the filter a second time, the residue washed two or three times 
with hot C. P. benzol and transferred to the extiaction ap- 
paratus, in which C. P. benzol is used as the solvent, which 
solvent is vaporized by means of a steam or water bath. The 
extraction is continued until the filtrate is colorless. The filter 
cup is then removed, dried and weighed in the weighing bottle. 
C. P. benzol followed by chloroform may be used instead of 
C. P. toluol followed by C. P. benzol. 

Precautions. — In removing filter paper from the extraction 
apparatus see that no particles of mercury find their way into the 
precipitate. To prevent splashing, the filter paper should be 
elevated as near to the outlet of the condenser as possible. A 
good precaution is to cover the top of the filter cup with a round 
cap of fiiter paper. 

Sulphonation Test 

Ten cubic centimeters (10 c.c.) of the total distillate to three 
hundred and fifteen degrees Centigrade (315° C.) are placed 
in a flask and warmed with four (4) to five (5) volumes of con- 
centrated sulphuric acid to sixty degrees Centigrade (60° C.) and 
the whole transferred to a graduated separatory funnel. The 
flask is rinsed three times with small quantities of concentrated 
sulphuric acid and the rinsings added to the contents of the 
funnel, which is then stoppered and shaken, cautiously at first, 
afterward vigorously, for at least fifteen (15) minutes and al- 
lowed to stand over night. The acid is then carefully drawn 
down into the graduated portion of the funnel to within two 
cubic centimeters (2 c.c.) of where the unsulphonated residue 
shows. If no unsulphonated residue is visible the acid should 
be drawn down to two cubic centimeters (2 c.c). In either case 
the test should be carried further as follows: Add abouttwenty 
cubic centimeters (20 c.c.) of water and allow to stand for 1/2 
hour. Then draw off the water as close as possible without 
drawing off any supernatant oil or emulsion, and ten cubic 
centimeters (10 c.c.) of strong sulphuric acid and allow to stand 
for from fifteen to twenty (15 to 20) minutes. Any unsulphonated 
residue will now separate out clear and give a distinct reading. 
If under two-tenths of a cubic centimeter (0.2 c.c.) it should be 
drawn down into the narrow part of the funnel to just above 
the stop-cock, where it can bo estimated to one one-hundredth 
of a cubic centimeter (0.01 c.c.) The volume of residue thus 
obtained is calculated to the original oil." 



ilized by Google 



APPENDICES 269 

DETERMINATION OF TAR ACIDS 
One hundred cubic centimeters (100 c.c.) of the totai distillate 
to three hundred and fifteen degrees (315" C), to which forty 
cubic centimeters (40 c.c.) of asolution of sodium hydroxide having 
a specific gravity of one and fifteen hundredths (1-15) is added, is 
warmed slightly and placed in a separatory funnel. The mixture 
is vigorously shaken, allowed to stand until the oil and soda solu- 
tions separate and the soda solution containing moat of the tar 
acids dTawn off. A second and third extraction is then made 
in the same manner, using thirty (30) and twenty (20) cubic centi- 
meters of the soda solution, respectively. The three alkaline 
extracts are united in a two hundred cubic centimeter (200 c.c.) 
graduated cyhnder and acidified with dilute sulphuric acid. The 
mixture is then allowed to cool and the volume of tar acids noted. 
The results shown should be calculated to the original oil. 

COKE TEST 

In making the coke determination, hard glass bulbs are to be 
used. The test is to be carried out as follows: 

Warm the bulb slightly to drive off all moisture, cool in a 
desiccator and weigh. Again heat the bulb by placing it momen- 
tarily in an open Bunsen flatoe and place the tubular side neck 
underneath the surface of the oil to be tested and allow the bulb 
to cool until sufficient oil is sucked in to fill the bulb about two- 
thirds full. Any globules of oil sticking to the inside of the tubu- 
lar should be drawn into the bulbby shaking ur expelled by slight- 
ly heating it, and the outer surface should be carefully wiped off 
and the bulb re-weighed. This procedure will give about one gram 
of oil. Cut a strip of thin asbestos paper about one-quarter inch 
wideandaboutl inch long, place it around the neck of the bulb and 
catch the two free ends close up to the neck with a pair of crucible 
tongs. The oil should then be distilled off as in making an ordi- 
nary oil distillation, starting withavery low flame and conducting 
the distillation as fast as can be maintained without spurting. 
When oil ceases to come over, the heat should be increased 
until the highest temperature of the Bunsen flame is attained, the 
whole bulb being heated red hot until evolution of gas ceases 
and any carbon sticking to the outside of the tubular is completely 
burned off. The bulb should then bo cooled in a desiccator and 
weighed and the percentage of coke residue calculated to watei- 
free oil. 
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Still" more refined specifications for .analyzing creosote oil, 
especially as regards the method of distillation and Eulphoaation 

residues, are those in use by the U. S, Forest Service, In the 
author's opinion these testa are much more exact- than either of 
the two just given. They are, however, more troublesome and 
hence expensive to make, but where accuracy isdesiied, their use 
is recommended. 

Specifications fob Analyzing Creosote Used by the 
U. S. Forest Service 

{Note. — ^All temperatures referred to in the following are on 
the centigrade scale.) 

SPECIFIC GRAVITY OP THE WHOLE OIL 

"The perfectly liquefied oil is poured into a hydrometer cylinder, 
and, at a temperature of 60°, the specific gravity is read with 
hydrometer standardized against water at 60°. 

The somewhat pievalent method of determining specific 
gravity with a hydrometer standardized at 15° and then calculat- 
ing the results from the temperature of the determination back 
to 15° is roundabout and involves the expression of the specific 
gravity of creosote in the liquid condition at a temperatuie at 
which the oil docs not exist as a liquid. The method is illogical 
and open to inaccuracies. With very rare exceptions creosotes 
are all liquid at 60°, and if the weight of a unit volume of the oil 
at 00° is compiired with the weight of a unit volume of watei at 60°, 
a true specific giavity is obtained. . . . 

FRACTIONAL DISTILLATIOM 

The Hcuipel distilHnt!; flask of resistance glass is employed. 
The empty flask i^ tared, 250 giams of melted, well-shaken oil 
introduced, the platinum- wire plug and the glass beads put in 
place, and a second weight taken. The thermometer is then 
insert<>d in the flask, so that the first emergent reading is 200°. 
The flask is supported on an asbestos board with a slightly ir- 
regular opening of very nearly the largest diameter of the flask. 
A condensing tube is employed and the fiactions are collected in 

" Circular 206, United States Forest Service. 
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taied flasks. The distillation is run at the rate of I drop per 
secoDd, and fractions collected between the following tempera- 
tures: Up to 170°, 170°-205°, 205''-225°, 225°-235'', 235*'-245*', 
245''-255°, 255''-285°, 285°-295°, 295''-305°, 305''-320°, and if 
feasible, 320''-360''. 

The characters of the fractions and their weights are recorded 
and the results plotted as a curve, in which the oidinates are per- 
centages by weight and the abaci ssbb temperatures. . . , 
When the distillation has reached the 225° point, an asbestos- 
board box should be placed around the distilling flask, to cover 
the bulb, but leave the Hempel column exposed. Drafts upon 
the distilling apparatus must be avoided. 

INDEX OF REFRACTION 

The indices of refraction of the different f i actions between 235° 
and 305° are determined at 60° in a refraetometer with light 
compensation. The results are plotted with temperatures as 
abscissae and indices of refraction as ortlinates. 

"index of Refraction. — The index of retraction is the ratio hetwccn the 
sines of the angles of incidence and of refraction of light, expressed liy the 
formula j, = -: — „' where -,. means the index of retraction referred to 
sodium light, / equals the angle of incidence, and R the angle ot refraction. 
The index of refraction varies with the temperature, but is constant tor 
any given oil at a stat«d temperature. In making measurements of the 
index of refraction of the different tractions of a, creosote distillation, it was 
necessary to make the measurements at 60°. The determinations were 
made with an Abbe refraetometer provided with a light compensator. By 
means of this instrument the index of retraction may be read mth great 
accuracy, and the measurement is one of the most exact which can be 
applied to such an oil. 

"Sulphonation Test. — In contradistinction to the hydrocarbons of the 
paraffin series, those of the aromatic series react with concentrated sulphuric 
acid with marked ease. The products of this reaction, in which a sulpho 
group or groups replace hydrogen in the aromatic compound, are called 
sulphonic acids and the process is known as sulphonation. For example, 
the reaction with benzene would be C.H. + H,SO. » C.HtSO.H + H.O. 
The aulphonic acids are characterized by their solubility in water If a 
fraction from the distillation of a creosote oil be treated under proper con- 
ditions with concentrated sulphuric acid, it will be converted into a mixture 
of sulplionic acids, which will readily dissolve in water. It, however, there 
are paraffin bodies present they wilt not be attacked to the same degree as 

' The following explanation ot the index ot retraction and of the sulphona- 
tion testis taken from U. S. Forest Service Circular 112: 
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the aromatic hydrocarbons, and when the products of the sutphonation are 
treated with water the paraffin components will Temain as a residual oil. 
In applying this test to creosote oils it has been found that the most 
information is obtained by using it on the higher boiling fractions." 

Specific Gravily. — The specific gravities of the fractions 
between 235° and 305° are determined by means of specific- 
gravity bottles. These bottles are filled at 60° and the weights 
referred to water at the same temperature. The results are 
plotted as a curve in which the ordinates are specific gravities 
at 60° and the abscissie temperatures, 

Sulphonation Tesls.' — Ten cubic centimeters of the fraction of 
creosote to be tested are measured into a Babcock milk bottle. 
To this is added 40 c.c. of 37 times normal acid, 10 c.c. at a 
time. The bottle with its contents is shaken for 2 minutes after 
each addition of 10 c.c. of acid. After all the acid has been 
added the bottle is kept at a constant temperature of from 98° 
to 100° C. for 1 hour, during which time it is shaken vigoiously 
every 10 minutes. At the end of an hour the bottle is re- 
moved, cooled, and filled to the top of the graduation with ordi- 
nary sulphuric acid, and then whirled for 5 minutes in a Babcock 
separator. The unsulphonated residue is then read off from the 
graduations. The leading multiplied by 2 gives percent by %'ol- 
umc directly. (Each graduation equals one two-hundredth of a 
cubic centimeter.) 

In well-equipped chemical laboratories the usual steam-jacket 
ovens, capable of maintaining a temperature of from 98° to 100° 
C, will keep the reaction mixture of the sulphuric acid and creo- 
sote at the proper temperature. It frequently happens, however, 
that creosotes arc analyzed in a laboratory equipped only for that 
purpose, and for such cases a special steam bath or oven can be 
made by any tinsmith at small cost. It is essential that the 
chamber be of suffi<'ient size to completely contain (under the 
cover) the Babcock bottle; otherwise the exact dimensions of the 
steam bath are unimportant, and any two vessels of suitable di- 
mensions, which are at hand or can most readily be obtained, may 
be utihzed in its construction. 

Tar A cids. — Fifty cubic centimeters of the creosote under analy- 
sis are measured at 60° into a small distilling flask by a pipette. 
The oil is distilled as completely as possible without breaking the 
distilling bulb, and the distillate is caught in a short-stemmed 
' U. S. Forest Service Ciroular 191. 
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100 c.c. separating funnel. At the end of the distillation 25 
c.c. of boiling hot 15 percent sodium hydroxide are added to 
the distillate and the mixture thoroughly shaken. The alkaline 
extract is then drawn oEE into a 100 c.c. cyhnder and 25 c.c. 
more of hot sodium hydroxide added. After extracting with 
this second portion for 5 minutes, with frequent shaking, the 
solutions are allowed to separate and the alkahne extract added 
to the first portion in the cylinder. A third extraction is made 
with 15 c.c. of alkali. The total alkaline extract is cooled, 
acidified with sulphuric acid, thoroughly shaken, brought to 60°, 
and the volume of supernatant oil read off. 

Water. — After weighing the first two fractions of a fractional 
distillation they are united in a small separatory funnel and any 
water which is present is separated frotn the oil and its amount 
accurately determined. If particular accuracy is required in 
the estimation of the water it may be done by the Marcusson xylol 
distillation method.'" 



"The creoBoted wood, in the form of borings, turning.^, saw- 
dust, or similar material, is quickly weighed and transferred to 
the 250 c.c. Erlenmeyer flask, and 75 c.c. of water-saturated 
xylol* added. The basin in which the flask is placed should 
be two-thirds full of melted parafiin or of some heavy lubricat- 
ing oil such as cylinder oil. The bath is heated and the distil- 
lation continued until the distillate comes in clear drops. At 
the end of the distillation the condenser should be rinsed with 
the stream from a wash bottle containing xylol. After it has 
stood for a short time, the emulsion of water and xylol separates, 
giving two clear liquid layers. The mean of the readings at the 
top and bottom of the meniscus, between xylol and water, gives 
the volume of water, and the percentage of moisture in the 
wood is obtained by multiplying the water volume by 4. There 
are always small globules of water adhering to the sides of the 
graduate in the portion filled with xylol. These are readily 

'Forest Service Circular 134, Tlie Estimation of Moisture in Creo8ot«d 
Wood, A. L. Dean. 

' Water-saturated xylol is readily prepared by heating a mixture of water 
ajid xylol with frequent shakinga and subsequently removing the water in a 
■eparatory funnel. 
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scrubbed down with a piece of rubber tube on the end of a piece 
of glass tubing, which is better for this purpose than the rod com- 
monly used for a "policeman." 

It is important that the. distillation be carried on slowly to 
allow all the water in the wood to volatilize. The finer the wood 
particles, the more rapid may be the distillation. If rather 
coarse material is used, the distillation should not run faster than 1 
drop pel second. 

The apparatus shown in Fig. 29 was devised for makiDg 
large numbers of moisture estimations on creosoted wood. The 




Fio. 29.— Appuratuf 



compartments of the paraffin bath are larger than necessary for 
the 250 c.c. flasks, but the apparatus was designed so that larger 
flasks might be employed when considerable wood was to be used, 
for purposes of investigation, to obtain very accurate results. 

Marcussou's method is well adapted to the estimation of water 
in creosote oils. The apparatus used for creosoted wood is satis- 
factory for creosote, except that a wire gauze should be sub- 
stitute for the paraffin bath. The 250 cubic centimeter flask 
is weighed, 50 cubic centimeters of melted, well-shaken creosote 
introduced, and a second weight taken. Seventy-five cubic 
centimeters of water-saturated xylol are added and the mjxture 
distilled until the water ceases to come off. The percentage of 
water is obtained by dividing the volume (cubic centimeters) 
of water in the distillate by the weight (grams) of creosote. The 
results are likely to run one or two-tenths of a percent too low. 
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THE DVRABILrrT OF AMERICAN TIMBERS 
The durability of timber is so exceedingly variable that any 
general table is of value solely in securing an approximate idea of 
the durability of one wood as compared with another — and not 
as an index of what the wood will actually do under all con- 
ditions. For example, timber used in the South and exposed to 
the weather will decay quicker than the same timber placed under 
similar conditions in the North; timber cut from a given tree 
may be more durable than timber cut from the same kind of 
a tree which grew next to it; timber placed in one kind of soil 
may be far more durable than the same timber placed in another 
soil, etc. All of these variations have been discussed in the 
preceding chapters. Taking all of them into consideration and 
striking an average for common practice. Table 40 has been 
compiled. It naturally follows that these figures are of chief 
value in comparing the relative durability of one kind of 
untreated wood with another, and it is believed that most of them 
are approximately correct. As more authentic data is collected, 
it is quite likely that changes in the estimated durability will be 
necessary. 
Table 40. — TbeEstimated D or abiijty of Untreated Wood in Contact 

With thb Sou. 



Clot A.—Vtry durable 

•ood*, 

(Thoa wood« will prob»bly 


CloH if.— Durable voodg. 
lut more than 10 yean but 


(Thwe woods will probably 






eonucl .-.lb the >oU) 


id oontMl with the «oU> with (h« mU) 


Black locuBt 


Chestnut 


Aspen 


Northern white cedar 


Southern white cedar 


Ash 


Western red cedar 


Douglas fir 


Beech 




Red gum (heart) 


Birch. 




White oaks 


Basswood 


Osage orange 


Longleai pine 


Balsam 


Redwood 




Cottonwood 

Elm 

Red gum (sap) 

Blue gum 

Hemlock 

Red oaks 

Western yeUow pine 

Lodge pole pine 

Loblolly pine 

Sitka spruce 

White spruce 

Tamarack 
Tupelo 
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List of n. S. Patents on Wood Preservation 



^"'""■ZL'^'^'"'' ' Tiilcofpatct j^t."!! °'"-'-^l 


Henry Aitken. Darrooh, 
F>Jkirk, £H]tl.Dd 


Proaorving timber. 


362.219 


Nov. B, ISM 


Hugo Akerhielm. Chic.go. 
lU. 




t8fi,ass 


Deo. 5. 1878 


Auguetiui. Allen. Cuss Co., 


decay in the limbers of bridgo. 
buildinKi, eto. 


106.MT 


Aug. 23. 1870 


Edw. R. Andrews, Now 
York. N. Y. 




247.234 


S*pl, 20, 1881 


W. C. Andrawi. Now 
York, N. Y. 


VuIoaairiDg wood. 


430.05S 


June 10. 18M 


Philip F. Apfel. Seattle, 
W«t, BDd EBlph L. Eara- 
<»c, Portland. Ore. 


Protecting piles BgaioHt worms, etc. 


883.M7 


Mv. 31, 1906 


Oliver App, Blue Mound, 
111. 




aiB,377 


Bept. 8. 1879 


R. W. Archer, Corpui 
Christi. Tex. 


nerving wood. 


153,B15 


July 2H, 1874 


HcKen.ie Amn, Brl.lol,, 




001.707 


Apr. S, 189S 


Mcl«n.ic Arnn, Bristol, 
Va, 


Wood 11 reserving compound. 


e33,77S, Sepl. 26. lS9o] 


WaJ.. 


Compoiitign for preatrving piU^ 
from teredo, etc. 


520,S52 


Sept. 25, ISM 


Mfli BKhcft. Npw York. 
N. Y. 


Apparatus for »ti.rating wood. 


6M.B1S 


Jan. 20. ISOI 


]klai BuFhcrt. New York. ' Fteerrvcd wood and proccu of pre- 
N. Y. d: D. W. ICNeil, i paring aame. 
Newark, N. J. 


602.713 


Apr. IS, 18B8 


port. VI. paring wood (or tooling. 


I2S,ZSI 


Apr. 2, lS7a 




Juno.B,l«07 


Jus, It. Balo, CincinDDli, \ Froeesg of preserving wood. S22,Z84 
Ohio. ! 


July 3, 1894. 


Frank Bailer, Marshfield, 


AppsraluB for preserving piles. 1 4S2.EI3 

1 


May IP. 1891 


J. H. Bauer, SeraMon, Pa. 


Improvementinprocessosfortreat- 'l4B,426! Apr, 7, 1874 
int .ounding-board., | | 


S, BL*r. New York. N. Y. 


Iniprovei!proi<»»lorKiuoning and 73.SeS Jan. 21, 1S6S 
preserving wood. 1 
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NUE luid nddrm 


™..>p.»., 


^°^l[ D«««i.od 


AodriH Bevicr, Nam York, 

N. Y. 


Melbod oC pnsKnUK *ood. 


081.032 


Au«. ao. 1001 


port,Vt. 




H,7M 


Sept. H, 1860 


Goido BUnio. Ksw York, 
N. Y. 




770,7nl 


Jsn. 10. woa 


A.T. Bleytoy.CoBMpdon. 
Mo. 


Improvement In proceiHs Cor pre- 
Hrrinc burinl t**«l, *tr. 


17S,3M 


Mnr. M. 1870 


H. B. BlfdcHt. OmkhiL 




B06,702 


July 5. 1808 


JohnB.BIyih..BofdMu., 
Fruee. 




31R,ai2 


Mnr- 17, 18SS 


p™». 


AppantiM tor trnting, HiiiBDninK 


313,ei3 


Mar. IT, ISSfi 


N.J. 




70a,B22 


July 1. 1002 


En^UDd- 


Trutina timber with prHcrvntive 

Bnidi. 


247,602 


Sept. 27, 1881 


S. B. Banltun. London, 

Enf. 


Melhod of pr««tYing limber. 


300,B« 


Apr 12. 1887 


win. rin. 


Hrvins timb«. 


ai8,a.W Aut. IB, 1870 


Jouhim BRnncr, Goin- 


ProtsH ot dyeing wood. 


7M.0fl3 M«.20. l«M 


Jm. p. Bridc«. B»tan, 


wood. Icnllier. eU. 


80,808 Frb. 0, 1860 


Robert E Bricht. Cr«i- 
nd>.Mi>. 


Appsnttiu for trmlinc timbor. 


887.583 M.V11. 1008 


H. R. BriBktrhon. Osk- 
p«rk. m. 


jnntin, an... 


080,^81, No*. 13, 1001 


Albert BtMMM. N«* 
yort. N. Y. 


ini wood (or p«*inn lad otbor 
purpoKi 


i&B.ns 


»et. 13. 1ST« 


■Wm. Briiley. wul Wm, 8. 1 Campontian for pnwivins wood. 
Rneh, Toronto, Ciui«ln , 


3fiD,3N( 


M«. IS. I8S7 


Cbu. Bru»n, Albomatlr _ImprDT«l |ifo.>™«n(|in»9r¥imtim-* 


83.TWJNO.. 3. IMSJ 
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Mnme nod sddreaa of 


.,... 


p1«^l ^-^^'^ 


Saml. P. Brown, WiahinE- Improvouiont in prt 
ton, D. C. 


.QrTln(.o«l. 


n5A3\ JunelS. ISTI 


W. C, Bruion, Chiciwo. 
HI. 


ComiKiund (or pres. 


'"""-" 


2S1.340 D«. 27. 18S! 


Walter Buehler. Miono- 
apolii, Minn. 


'■"-'"•-^ 


809,337 Scpt.Za. 1D08 


Walter Buehler. Minn»- 
npoli.. Minn. 


PreacrvbE wood. 


800.480l Sept. 22. IfiOB 


Win.-W. Bunnell. ThoBM- 


Compound (or pre* 


-— ^- 


238,341 Mar. 1. 1881 


Potei Grant Bunu, St, 
Loni., Mo. 


Wood-preserving apparatua. 


a64,Cm2 Aug. 20. 1007 

1 






260.092, Oet. 17, 1882 


Ja*. J. Bycm. Gulf port, 
MiM. 


-Wood aaluratins 
KpparBtui. 


and coating 


aSS.050 July 2. 1907 


Saml. Cabot. Jr., Boatoo. 


[mprovgment in pr 


oceBHS tor pre- 


184.141 Nov. 7, 1878 


Saml Cabot, Brooklin.?, 
Man. 


aenHng wcwd. 




SIS.lOl' Fob. 20. 1804 

1 


Jaa. Calkitu, New York, 
N. Y. 


rmprovomontin pr 


""»■--'■ 


78.614 June 2. 1868 


Joi. V. Card. St. Loub, 
Mo, 


Pre«rvingwood. 




Feb. 2S, 1SS2 


Jos. P. Card. St. Louie. 
Mo. 


ProcoM of preBervin 


■"•'■ 


317,440 


May 5, 18SS 


J, P. Card. Chloago. llL 


Solution iar pieserr 


■Kwood. 


419,682 


Jan. 14, ISBO 


j™.n. Card. Cbioago, III. 


Molbod of proiarvi 


g«D<Kl. 


B15.404 


Mar- M, 1906 


land. Cal. 


.w-„™., ..„„.-. 


621.774 


Mar. 2 1.1999 


Oolave Cbanute, Kanmia 
City, Mo. 




430.008 


June 10, 1890 


Octave Cbanute, CbicMO, 


P,.™.tp„,,n.i. 


■""'■ 


0SS.032 Dee. 17. 1901 


9. B. Cbapmnn, AbbevUle, , Solution for prewrv 
Gn 


D« lumber. 


754,913 July 13, lOOt 
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N«me and uddrwi of 
invcnlor 


TLUa of palfBt IpITqM I'*"'"""'! 


SydoByB.Cbiipmim.Sky- 
Und. N. C. 


TrMlod wood und piocMB ol pro- 
duomg IhD «ioo. 


830.551. Dec. ZB,1B0( 


Emilfl Ct«v<«ny 


CompoBilJon of laiiiur for puntiiia 
and presorving wood. 


B24.7MJ July 3. IWS 


Willi.m B. Cbi.bolm. 

cb-tiMion, a. C- 


P„,„..,.. .,...,. 


802.880 


Oct. 2J, lOOB 


Chu. E. CLrke, Cm. 
HkUcf. knd J. C. Clif- 
foid, BuflUo. N. Y. 


ImprovBdmods of preHrring wood. 


87,104 


July 23, 1887 


E. W. Clark. HKrUord, 
Conn, 


ImprovBd lolulion for the trout- B4,SB9 
ment of wood. 


Sept. 14, ISOe 


Snh L. Cole. Brooklyn, 

N. y. 




Mh. 12. 1872 


Selh L. Col«. Brooklyn, 


•crving wood. 


121.420: Mir. la. 1872 


Edw. Z. CoIIIdo, Caindeti, 
N. /. 


App»rHtu8 for premnring wood. 


310.S80I Jsn. 20. 18S6 


Edw.Z.Comn(hCuaden. 
N.J. 


Method of preMinng wood. 


317.730 May U.18SS 


Stm. H CoDDeUy, A11»- 
,!«ny. P.. 


Prewirved wood. 


343.063; June 21. 18S1 

1 


BUu CoDitaKt, Peek>kiJ1. 
N. y. .nd Jnhn Bmith, 
Brooklyn. N. Y. 




6B.545 


Mu-. 17, 1807 


aiu Con.t»nt, PMkdLiU. 
ud John Smilh. Brook- 
lyn. N. Y. 


linprovorapol in eeuoning »nd p™- 
«rvi«< wood. 


116 274 


Junear.lBTl 


a«o.C.Co«l«,B>yMiU«, 
Mish. 


UndrtWBi lamW ud proc™ of 


716.678 


Deo. IB, IB03 


E. L. Cowling. BosMn. 


I.pro«™entinpre«r.ingwood. 


M,733' Dec. 8. 1808 

1 


C. M. Cr«w>n. PhilndBl- 
phi^P.. 




70.6B4 July 7, 1808 


C. M. Crwon, FhUndil- 
phifcPn. 


■ervlDg wood. 


10S.872 TKx. 6, 1S70 


C. M. C«Mon. Phil»d.^l- 
phi». P». 


'.el^ngwood. * " 1 







D,t„db,G(x)glc 



280 THE PRESERVATION OF STRUCTURAL TIMBER 
List of U. S. Patents on Wood Preserratloii. — Continued 



Name and addnu o[ 


Title of patent 


No. of 

patent 


Dateiamed 


W. G. Curtia, and J. D. 
latuCB, Ban Franciua, 


Process of pr»enring timbar. 


M5,2Z2 


Ana. 27. 180j 


W. G. Ciirtin. and J. D. 
Insscs. San FraMueo, 
Cal, 


Proceas ol preutving vood. 


llJilS 


D«. 3. I89S 


A. R. Davia. Cambridge. 
Mux. 


Improved process of treating wood 
for covering waUa. 


74,056 


Feb. 4. 1808 


Edw. Davin. Redondo. 
Cal, 




4M,M0 


Dee. 16, ISgi 


J. C. Day, Harketutown, 
N, J, 


serving wood. 


100,380 


Mar. 1. 1870 


J, A. Dcghu™. New York, 


Method of preserving and waler- 


802,738 


Oct. 24, 1905 


E. J. Dd Smedl, New 


serving timber and wood. 


I<X.,«» 


Mar. 8. ISTO 


B. H. Detwilcr siid 
a. G. Van Gilder, Wil- 
liamsporl Pa. 




111,045 


Jan. 17. 1871 


F«d Di.on, Undon. Eng. 


Improvement in proccHe* lor treat- 


181,651 


Aug. 29.1870 


B. V. B. Diion and J. P. | Preaervlns tood. 
Card, at. Loub. Mo. | 


238,033 


Mar. 22, 1881 


Jolin Dolbwr. San Fran- | Apparatus for .teaming piles. 

™.c.,. 


333.204 


Dee. 29, IBSS 


H, C, Dorr. San FrsnciBco, Compound for preBrrving wood. 
Cul, i 


203,055 


Feb. 10. 1884 


C. J. Doyle, Pliilodelphia, Apparatus tor preserving wood. 
Pa. . 


045,793 


Mar. 20. 1900 




152,020 


June 30, 1874 


Wm. Diippg. Coatrvvillc, Improved process of restorinK and 


96,405 


Nov. 2. i860 




381.082 


Apr. 24. 1888 


K H^Dudl.v. Mew ^ork. , 1 reserv-ng ra,l-ay-t-es. | 400,666 


Julji 9, 1889 


Vork. N. Y. ' «rvid» wood. 1 


May. 12 1874 
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"•"Z'.'nt'r" Ti.WI,™. |»;j| D...,....d| 


P. P. Dtindon, 8m Fran- 
eLi»>.C>l. 


Timbor-lteatiQB pro™., i 7fi3,05! 


Frb, 23. 1904 


ChM. J. Esniu. New 
York. N. Y. 


iRiprovenunt io pto<Mi«e« for pm- 
■tTin, wooi. 


134.133 


D«. 24, 1872 


Edw. EnTle. SMMBBh, a» 


Improve menl io (be modo ol pro- 

«rving timber. 


934 


Sept. 20, ISaS 


H. F. Eckert. San Fran- 
ciKD, Cal. 




AO0.T24 


Nov. 28, 1883 


H. L. Eddy. Cneva, N. Y 




ea.2iT 


Mar. 13, 1800 


W. E. EveretM. Taooma. 


Metbod of prHHTvini wood. 


S01.8M. 


Ofi. 17, leos 


L. S. FaL™, Monmouth 
JunrlioD. N. J. 


proHrviDe irood. 


142.463 


Sept. a, 1873 


H.-W. Fa.«tt,Tilu.vma. 
Gowao, Mendilb, P^ 


'"""•-■'■'■""""■""'■ 


iza.ooe Jan. 23. 1S73 


i. &- (Wtro, F«Ddalc. 
Wa.h. 




705.312 July 19, IBM 


lam. L. Ferrell. Philadelphiii 
Pa. 


MetbiHl ot and appuatui for Gre- 


020.1U Feb, 28. I8B9 


Pa- 




flM.9Ge 


Mar. II. 1902 


Ja.L.Femll,FhlIad.tptai*. 
Pa. 


ProcMS of improgonlioii wood with 


60B,*SO 


Mar. 18, 1002 


Joa. L. Femll, 


FireproofMl xood nod method of 
ofinakii.«*MM. 


696,678 


Mir. 18, 1902 


Jm. L. FfiTFll, 


Flrepnn&oc nompoUDd and mctlioi: 
o[ making i*m». 


806,679 


Mar, 18, 1902 


J«. L. Fccrall. 




710,400 


Dot 23. 1002 


Ju. L. Femll. 
PbUadclpfaim Pa- 




710.401 


Dec. 23. 1002 


Joi. I.. Ferrell, 
PbUad^lphia, Pa. 


ApparatUM tor imprcgDiiting wood. 


727,92Sl May U. 1003 

1 


Ju. L. Ferrel). 


Fireproof iroad. etc.. and^o art of 


728,45a' May 10, 1903 
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'^""'"vl't'lr™"'' 


Tills of patent ^_^°-^°[ D.l. i»«ed | 


Jm. L. Fcmll. 


Pro<^«« of lirepraofing -ood. ■ 7G7.5I4 


Au,. Ifl, IVOI 


LewiB Peuohtwuiger, 
N.« York. N. y. 


InpiDTement in prewirint wood. 1 133,407 


Feb. a. 1871 


J. W. folder, 
Prinwton, N. J. 


ImprDvemenl In nppsrstui (or pre- 
ProocM. 


116.B46 


Juno 13. 1871 


Henry FUd. 
St. LquLi, Mo. 




231.783 


Aug. 31, ISSI 


Heniy Fl»d. 
St. LouU, Mo. 


Process of prcwmng wood. 


J3I.784 


Aug. 31. 188D 


Henry Fkd, 
St. Louli, Mo, 


Apparalue for Iho treatment of 
Umber for pfMerving it. 


3S3.3B1 


Feb. T. 1881 


■W.b.t.rF1ockt<.D; 


Inprovemeat In rooUdlio ulutiona 


130 


Feb. Ifl. 1831 


M. F. FolMni. nnri How.rd 
JoD«. CircleviUe, Obio. 


Sleriliied erected pole. 


S37.B30 


Dee. 4. 1908 


Henry Pigo Folnoin and 
UownrdJonu. 


Sleriliiing and pmarvinc posia 

nnd pol™. 


8M.81B 


July 28. 1908 


B. S. Foromsn, 


Improve mrnt in pre»Brvioi wood, 


43,191 


Juneai.lSM 


B, a. Fpromao. 


Improvement in preMTviog wood. 


4,360 


May 3, 1871 


E, M, Fow'er, 


Improvcracnl in preterring blocks 


I12,13fl 


Feb. 2B, 1871 


J. D, Praoclo,, 
Hunovcr, G»rmany. 


Pror«M lor preserving wood. 


331,419 


Au«, 24, 1881 


Cb». 3. Fricdmin. 


Method ol creo.olin« wood. 


893.MT 


Feb. IS. 1901 


Wm, T, Gnrmlt, 

Sna Franciaira, Ctl. and 
B. J. Lynch. 

BimU Cm,, Col. 




aiS.600 


May 20. 187i 


Loui. Cuthmso. 
WaadinittDn. D. C. 


Dryinii .pparn.o.. 


706.340 


Aug. a, 1904 


Ju. H. GaUing, 


of old Eeld pin«. 


113,158' Mar. 28, 187l| 
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Name and wlilrsa o( 


TLlle of patPbt 


No. of 


Date l»u*d 


J. W. Gribel. 
Lonbun. P*. 


Prorew of m moving anp, etc., from 
wood. 


825,819 


July 10. looe 


JoHpb T. Geiilur, 
New York. >f. Y. 




S«0,814 


May 10. 1S96 


Nbw York. N. Y. 


logwood. 


876,8M 


June 4, 1901 


J CM. F. Geiiln. 
Nbw York, N. Y. 


Procen ol fireprooBng wood. 


670.739 


Aug. 0, 1901 


J, S. George, 
N.wport. Cm. 


Muthod of prewrving Umber. 


S33.587 


Feb- 5. 1805 


P. H. G«hKd, 
Aiwtiii,T(». 




794.809 


July 11. 1B05 


Jobo Knc)«1« and 
Hobnrt Oilberl. 
London, Eng. 


Method «r prenrtiDg timber and 
other vegetable produole. 


301 


Sept. 21. 1837 


C. C. A O. E. Oilmim. 
Eldor». low.. 




B6O.580 


May 10, 1898 


J. T. Gilmer, 
Pen«™U.FU. 


Sap and gum eitractor. 


858,380 


July 3, 1007 




of pole.. 


797,a7fl 


Aog. IS. 1D06 


Edw. Gold. 


Method of protecting piles. 


880,Ssa 


Nov. 12, 1901 


A. J, Goodwin. 
Naw Bmyna. PU. 




4i«,ni 


Get. 20. ISSO 


G«o. Wm. Gordon. 
PhUidcIphia, P>. 


Proeeiis of prcBurving wood. 


751,981 


Feb. 0. 1004 


Aug. GollbiU. 
New York, N. Y. 


tooting timber (foto deolructlon by 


232 


June It. IS37 


Wm. D. OrinubBW, 
Now York. N, Y. 


Improvemenl in processea and ap- 

WDod. 


218,02*' Aog. 10. I87B 


Coital Groodnl. 
Cjurehdm, 8«den. 


Chonnel-fumaoo for trestiog wood. 


215,103 OqI. 31. lOOS 






273,MS:3ept. ll.'lOOe 
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Na™,.„d«id«.oI 


Title or patent 


No. of 
patent 


Date issued 






»30,S31 


Sept. 11. 1M6 


TomnH Ouunoi. 
Milan, Italy. 




707.221 


Aug. 10, 190a 


Tomaoo Guwani, 
Milui, Italy. 




713,030 


Not. 13, IM! 


New York. K. Y. 


Improved proceu of aaturaling 
wood, dotb, paper, etc.. with 
paraffine. 


S2.78g 


Feb. 20, 18M 


Erwin Hac». 
8t Louia. Mo. 


■_„,., .^. 


246.702 


Sept. 6, 18*1 


Francis Hall, 


Method ol pnsenring wood. 


506,493 


Cct. 10. 1893 


Wm. A. Hall, 
New York, N. Y. 


Art o( coloring and fircprooBng 
wood. 


801.123 


June 14, 1910 


Alei. Hamar. 
Hungary. Auslria. 


ImpTOTement in prMerving wood 


48.030 


July 4. 1865 


Alei, Hanmr, 
Hungary. Austria. 




Bl.fi2S 


Dec. 12. 1865 


Louis Hanson. 
Wilmington. N. C- 


AppBiBlus for pr«crving and creo- 
loting Hood. 


722,505 


Mv- 10. 1903 


Ludvig Hansen and 


Apparatus (or creoaoting wood. 


316,90l' May 5, 1885 


Ludvig Hansen and 
Andrew Smith. 
Wilmington, N. C. 


""'•" '"' i»— "■• "«"■ 


317.129 May 5. 1885 


Ludvii Hansen and 
Andrew Smith. 
Wilmington, N. C- 


Wood-prcscn'ing nppsralus. 


322,819 July 21. 18S5 


Thos. Hanvoy. 
Lancaster, N. Y, 


Iniprovpnient in preparing and 

preserving wood. 


02,950 Mar. 19, IBOT 

1 


Smith T. Harding. 
Morrison. 111. 


Impruved compound tor preserv- 
ing wood. 


08,009 Aug. 27. 1807 


Cincinnati. Ohio. 


'z''::^.:zTzZTr" 


"■'"l '"' '*■ '"^ 


S. E. HMkin. 
Avoca, N. Y. 


Method oi vulcanising wood. 


3B0.190 Mar. 5. 1889 
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PhiladelpbiB, Pt. 



Robt T. Haven., 



. at impregDatinc wood. 



Mathod of ImprecDatinc wood. 



[mprovsment Id dtyinc pnsen 
aDd oalarina wood or other flbrou* 
malerial. 



t8,Se7 Deo. 27, ISOa 



1 Ju. 26, 1870 



2 June 4, 1872 



14,773 Sept. 4, 1877 



110,652 Ju. 3, ISTl 



Theo. Wm. HeiDsmi 



7S,757 Apr, 14, 1S68 



94.204 Au«. 17, 1 



New York, N. Y. 



Cortland. N. Y. 



H. L. HouahiDD. 



Improved procvn and appanktua 



9S,474 C<ct. B, 1809 



I 695.1G2 Mar. 11. 1M2 



62,334 Feb. 38, 1876 



' 124.3&B Mar. G. 1872 



S57.ZT1 Mar. 31, 1S9S 
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"""Zt^"" 


TiUe of patent 


^•'-;;| D.„,-»- 1 


Chu. HowbrI. 
New York, N. Y. 


ProiwaB tot preserving wood. 




Hi9t-23. IMS 


Wm. Howe, 
SeBKte. W«h. 


Pile-protector. 


•00.B2Q 


Oct. 13. 1V08 


Fruili A. Howif , 
SaD FiBncHCo, C.1, 




197,220 


Nov. 30. 1877 


Fierie Hugon, 
Pbtu. Fr.n<». 


boniiing wood. 


48.S82 


July 18. 18U 


D. W. Hunt. 

San FrBairi«o,C>L 


Improved machine .for kraninos 
wood. 


01,848 


June 22, tS«9 


D.vid W. Hunt. 

San Franci.™. Cal. 




S.B4S 


Jan. U. 187B 


Clevoland, Ohio! 


Improvement in davicea focimprec 
natins timber with antiseptic fluid 


171.135 


Deo. 14, 1S7S 


Cleveland. Ohio. 


nating timber with antiseptio 
fluids. 


171.138 


I>«. 14. 1S7S 


Warr..n Iddingi. 
Warren Ohio. 




30B.eiS 


Feb. 28, ISbS 


B. A. Jr«Ber. 


Improved compound lor pre«rvina 
wood. 


81.172 


Aug. IB. 1S6S 


Pnul Jo.-Kcr, 


Method of and appHralus tor im- 


578.Slfl 


Mar. 9, 1897 


n. II. Jcnli., 
Bridesburn, Pn. 


Improved proccM tor coloring wood. 1 5S,110 

1 


May 29, 1866 


B. H. Jcnlis, 
Bridvahurg. I'n. 


Improved mode of treating wood 


BS.111 


May 29. IBM 


B. II. JcnU 
Bridesburg, Pa. 


Improved proccM of Kagooing 
wood. 


58.42S 


Oct. 2. igee 


New Orleans, La. 


Iniprovemenl in preserving wood. 


118,245 


Aug, 19, 1S71 


Thos. JoncB, 
Calstoek. Kng, 


K-rving wood. 


lS5,19li Sept. 22, 1874 


Ho'.hestcr. n! Y. 


«rvinB wood. 


13Z,5S4J Oct. 20, 1872 



D,t„db,G(x)glc 
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Naine>iid »ld»H of 


TiUeofpaWnt ^nl 1 D'** «"«<] 


Chu. Karmrodt mod 
NicholM Thilm.Dy, 


Improvement in preserving wood. 


132.5S4 


Mar. 30. 1S6B 


C«l KleiMchniidt, 
SutUe, Wuh. 


w^,^„,„.,„^..d. 


687.632 


Apr. 15. 1902 


EfMt Koepter. 
Vienoa. Auatria-Hunsiiry. 




910,646 


'Jan. 26,'l909 


Fr.ni L. KoErnd. 




'629.861 


Aug. I, 1899 


H. E. Kreutar. 
D«Uu. TBI.. 


Apparatus (or treBting timber, tail- 


24e,a53 


Nov. 22, 1881 


Rudolph Kroll. 


Wood pre*ervation by meam of 
boriDEs in timber to permit the 


727.975 


May 12, 1903 


Oeorge Kron, 


ioinl« for impresnatinc wood. 


2S6.456 


April 19. 1905 


WBmui«n«r Berlin, Ger- 


Apparatus for impregnating wood 


866.487 


Sept. 17, 1907 


John HowbH Kyui, 


Improved mode of prewrving tim- 
ber and other vegeUblo eub- 
■tancea from decay. 


800 


June 23. 1838 


SylToter V. L»brot, 
New Orteani, Ls. 


Proceas of preserving wood. 


862,488 


Aug. 6. 1907 


J». Guy La FonU. 
lDdi>n»po1i>. Ind. 


Improvement in treatment of wood 


201,022 


Mar. 6, 1878 


Fred. E. Lvnpart. 
San Ffancisco, C»l. 


Coating (or pile.. 


454,744 


June 23. 1891 


C. 8. LawrtDCfl, 
Plainfield. Wia. 




682,363 


Sept- 10. 1901 


Fred. Leu, 
St. LoiiU. Mo. 


serving wood. 


109.027 


Nov. 8, 1870 


Fred. Lear, 
flt. Louie. Mo. 


ing. and teasouing wooil. 


116,969 


July 11. 1871 


Geort Friedrieh Lebioda, 
Frann. 




609.442 


Aug. 23. 1898 


Ceori Fritdrieh Lebioda. 
FruM. 




""'" 


Fab. 27, 1900 



D,t„db,G(x)glc 
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N,me ud »ddre« of 
Ceorg Friedrich Lebioda, 
Frani^e. 


TiUe ot p-u^nt ^"^^^ 


DauiHuad 




ess.Tss 


Auc. 14. 1900 


Gwrg Fiiedrich Lcbiodi, 
Frann. 




D«. IT. IMl 


Oeorg Friedrich Lebiodk. 

France. 


Proccsa of obtuning impregnaUd 729.302 

-rood. 1 

1 


May 2a, 1903 


Cha.. T. L«. 
BoMon. Ma». 


Proceu of prcacrving wood. 419.85S 

1 


Jan. 21, 1890 


Louii L. Lc Franc, 
Boac-k-Hard, Franco. 


Manufacture of woodon .toppers. , 663,234 

i 


D«. 4. 1900 


I™ P. Lihmc. 
Ckvdand, (Ihio. 


Prwerved wood and pro(«B ol pi»- 756.IT3 
paring «.me. 1 


Mar. 20. 1904 


John T. Lloyd, 
N*w York, N, Y, 




Aug. 25, 1806 


Frod, A, Lobcrl. 
National Cily. Cal. 


Compound (or prwcrving timber. 546.900 


Sept. 24. 1895 


Rcnibrandl Ln.-k»wKi, 
Brwklj-n, N. \. 


Improvemcnl in proccMca of ircat- 174,0M .Mar. 21. 1876 


J..hn Thoa. I.,.Knn. 
Tciarkann, Tex. 


Process ot prcwrving wood. 831,793 Sept. 2T,. 1906 


J. T. LoBaii. 




John Looiiii*. 


Soli.li.m (or seasoning and pre- 273,801 : Srar. 13. 1S.S3 




A„,iat;ilii= [or saturating railroad ' 533,513' Feb. S, 1895 


Cuthbcrt B. Li.Mry, 


Worn! i in preg nation. 831,450 Sept. 18. 1906 


Cuthberl B. I,.i»rv. 

Richard Bcrnhard, 
Chicago. 111. 


.Means tor withdrawing and con- 902.007 Oct. 27. 1908 
d.'rising vapors. i , 


M. A. Luckciharh. 


decay. 1 


Geo. A. LudinKton 


Meliiod of vulcnniiing tires in eon- , 754.078 Mar. 8, 1004 
tinuouB knitha. 1 



D,t„db,G(x)glc 
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Name Bad wldnM o( 
invanlor 


Titla »[ patent 


No. ol 
patent 


Dale Uaued 


Gretory Luldn*. 
SwHtwaUT. III. 


Pnaervins wood. 


24fi.S4G 


Aoft. le. 1881 


Aniionctw MKsuler, 
Ft. Dmite, Iow«. 


Wood-pnaerriDf eompound. 


77B.321 


D™, 27. 1904 


J. C. Mallouse. 
Ch»il«lon, 8. C. 


Pro<««* o( preHrrini wood. 


388.899 


Jul, 31. 1888 


Enin MumeUclike. 
Sehoplurtb ueu 


ud the like. 


8B3.2*fl 


Sept. 8. 1908 


i. C. Manhall, 


Wood-preserriiic compound. 




June 8, 1882 


J. A. Mathisu. 
Detroit, Mleh. 




332,097 


Dec. 8, 188E 


H. C. McOoiiegal. 
Wuhincton, D, C. 


•erving wood. 


140.S30 


July 1. 1873 


Jm, McKeoD. 
Oaklwid. CtX. 




461.385 


OcL 13, 1891 


JohD MoLuhlu, 
Chiew^ lU. 




576.973 


Jan. 28, 1897 


A. R. MoNur. 
New York. N. Y. 


Improvenunt in prenervinc wood 
Irom decay and mildew. 


94.626 


Sept. 7. 1869 


CMitoo. Ohio,' 


■"""'•-""'"'"•"■ 


E7,54G Aug. Z8. IBOS 


E. P. Moroni, 
Boeton, Mu>. 


Improvement in preaervini wooden 
pavemeota. 


134,478 Dm. 31. 1872 


L. D. Mott, 

Msrahalltown. In. 




251.918, Jan. 3. 1882 


H. a. Mullrr, 


P,«r.«l-ood. 


236,065 Dec, 28, 1880 


Peler Murray, 
Seattle. Wa.b. 




495.991 Apt- 2B, 1893 


H. C. My«n, 
Cleveland. Ohio. 


Method o( vulcaniiioc wood- 


837.393 Apr. 9. 1S9S 


Robt. Newoll, 


render (hem acid proof. 


I40.S3O Ju» 21, 1873 


B. R. Nickeraon, 
Bta FraDcboo. Cal. 


hardenini wood. 


107.620 S«pt. 20, 1870 



D,t„db,G(x)glc 
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Name aod uldrua of 


Title of patent 


»-j;|d.-i-.~.| 


Wm. C. Joa«, 
W. J. R. Stratford, 
r. B. Byiiie.. and 
E. J. Nuon, 
Teurlcaaa. Tex. 




210.286 


Nor. 7. lOOS 


Patrick O'Brien. 
Soath Bend, Ind. 


paring the surf aee of wnod-work ol 


17i,621 


Apr. 4. ISTS 


Toronto, Can. 


dryiot lumber. 


1*2.347 


Sept. a. 1873 


Littkalown, Pa. 




40.116 


Aug, 1, ises 


Chaa. W. Parker, 
GenesoB Fork, Pa, 


f""™"""-*"- 


378.460 


Feb, 28, 18S8 


NewY-ork, N.'y. 












Ira Hay ford. 
Boaton. M>». 


Improved proeen of treating wood 


95.683 


Oct. 5. 1860 


Chae. Payne. 
Boutb Lamheth, Eart. 


Improvement in prooeaeB (or pre- T,39S 


May 28. 1850 


Wm. T. Pellon. 
New York, N. Y. 


Improvement in portable appa- i 113,338' Apr, *, 1871 
ratua for preserving wood. | 


Wm. T. Pellon, 
New York, N, Y. 


Improvement in apparatua for 124,080, Feb, 27. 1872 
■eaxoniae and preserving wood. | 1 


Herbert Elmer Percivsl. 
Houston. Tei. 


Wood-preaerving compound. 891.720 June 23, 1608 


SamI, R. Pcrfy. 
New York, N. Y. 


Preserving wood. j 2«.8S0J Nov, 22. .881 


Joiel Pfi«ter, 
Vienna. Auitria-Hungary. 


Method of prcMrviDg timber, | 083,792, Oct, 1. 1001 

! j 


Jgeef PB>ter, 
Vienna. AuBtria-Hungsry, 


PfoCEM of Staining woodB, 1 708,060 


Sept, 2. 1903 


Jo«f Pfi-trr, 
Vienna. Auatria-Hungary. 


ApparatuB for iBipregnating or ' 73S.010 
staining wood, | 


July 28. 1903 


Key Wcit. Fla. 


Coating for wooden structures. 


""" 


Nov, S, 1889 


Geo. Pbillips. 
Key Weit, Fla. 


ProeesB of preserving wood. 


..... 


Nor, S. 1889 



< 



D,t„db,G(x)glc 
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Prorun o! iiii^t)rcio6iig »cki> 



Wm- Powell, 



Thco, PridJiBin. 



New Bo. Wal«. 



A, D, PurinMB, 



Jm W. Put(n»D. 



lethod sad uppUKtua for 



Apnarntm (or trMtlng wood for 



7 Oel. i. tsai 



Wood-pf*™mne tompound. 



RsadDlph, F. a»lc>l>»iwh, 



Fndariek Raa*am«, 



ImproTBrnent in prcwrvina n 



Potof C. Rrilly. 



PrTK'rvfd «QDii nod melbod i 



FreMnred wood. 



D,t„db,G(x)glc 
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-Cimlu 


IMd 


Nume >ad >ddr« ol 


Title of patent ' ^"^^ ! Dal. tau«d j 


S>ml. Ringgold. Fla. iiKd 
Edw. Eule. 
8.vHii«h, Gt 


ber by b<>ilin« ttaa ■una In lime- 


877 


Alia, t, 1838 


L. 8. Robbing, 
New York. N. Y. 


Imprond proHaa for preanrloc 

wood. 


47.133 


Apr. «, ISSS 


h. B. Robluiu, 
N«w York. N. Y. 


Wiecraph pole*. 


8B34S 


Apr. 37, ia«0 


New York. N. Y. 


«™gwood. 


t6S,7«8 


Jnlr 30. 1876 


Eliub<th, N. J. 


panitiu for preserring wood or 
lumber. 


217,021 


July 1, 1S7» 


L. 8. Robbinfc 
New York, N. Y. 


PT«»errin« wood. 


o,su 


Dt. 21. ISSO 


Brooklyn, Al». 


Fooce-poel. 


eM,a38 


Aug. 7. IMO 


W. W. Robia»ix, 
Ripon, Wb. 


Practtt of pitMtviDg wood. 


294,070 


Mai. 4. IS84 


H. N, Roge. 
Edounrd Porrt, 
I-i^rrf BBBoy. and 
Pierio Dupre. 
Paria, France. 


iwrving wood and otbcr vegetable 


1»1.257 


May 29. IBH 


J«. ROWB, 

San Francbco, Cal. 


Compomlion for protecting piles. 


440.S32 


Nov. 18. 1890 


8am'l, M. Howe. 
Cbicago. 111. 




S08,H« 


D«. 39. 1908 


Karl Hacker, 
ZernndorC. Ger. 


Method of Eroproofing wood. 


B91.812 


Jan. 2S, 1902 


Mb. linping, 
CbnrlotUnburg. Gcr. 


Method of impregnating wood. 


7O7.7B0 
700,700 


Sept, 23. 1802 


Julius Rutgon, 
n<.rlin, Germany. 


Wood-impregnating eornpounJ and 062,310 
method of making aame. | 


Nov. 20. 1900 


EmilE Sabalbe, and 
Louis Jourdan, 
Pnria. Franco. 


Improvement in impregnating 
material. 


58,038 


Sept. 11, 1S66 


Nc'w (Irlcan,.. La. 


Process of preserving lumber. 


103.144 


May 14. 18S9 



D,t„db,G(x)glc 
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Nams mad uldreii of 


Titl. ol pntent i ^°^^l[ 


Dato iaa^ad 


J. L. Samiulg, 
8ui FrmnciKo, Cd. 


ina and hBrdeninc wood and pre- 


60.794 


Jan. 1, 1807 


Cbi. Schdlberier, 
SwWtl*, W«h. 


Compound for proUcting timber. 


878.201 


July 9. 1001 






714.521 


Not. 26, l»02 


Juliiu SchcDkel, 
Dortmund, Ger. 


Pro™ oMmpr.gn.ting wood. 


055.4 SB 


Aug. 7. 1900 


Jidiiia SclHDkd. 


Proccoi of finproofing wood. 


047.428 


Apr. 10, 1900 


P. Schmidt, 


Pr»erving wood. 


4.560 


June 0. 1848 


J«. Siihiulbla. 
New York. N. Y. 


Motbod of uid appunttus for SB(- 


HW,798 


Mar. 1, 18BS 


Chu. A. S«lr, 
New York, N. Y. 


Improvod method of impregnating 


se.260 


Sept. 24, 1807 


Jo*. A. Sewsll, 
DenTer. Colo. 


Proceu of pre«rtinf wood. 


374,208 


Dae. 8. 1887 


BuHbIo, N. Y. 




10S.825 


Aug. 23, 1870 


Morrii Btiumui, 


Means for ucorint heads Co buleis. 


781.371 


J«>. 31. 1905 


SMtda. Wuh. 


Method of protecting wooden p Jee. 


076,704 


June 18, 1001 


J. E. Biebel. 
CblcBCO, 111. 


Improvement in depilating hidea 
and preeerving wood. 


110.638 


July 4. 1871 


H. V. SmpMD, 
LoodoD. Eng. 




046,10] 


Mar. 27, 1000 


H. V. ffimp«n, 
London. Eng. 


Procen of flreprooEng wood. 


068.227 


Feb. 19, leOl 


chicBfo. m. 


with upbalt. 


8S3.391 


July 14. 1908 


Boouck Fall.. N. Y. 


Cordage and twine to be uied in 
binding eheavea of gr^o. 


'"■"1"""'"" 


Bst Smith 
Spuuh C>mi>. T«i. 


Compo«lion lor preaerving wood. 


244.327 July 12, 1881 



D,t„db,G(x)glc 
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'""'%'''ltr™"'' 


; ;^"„:* , Dato i«a^ | 


Oeo, B. Smith. 


HIviDR -ood. 


160.846 


Ms.. 18, 187J 


Gso. &. Smitb, 

pha»d«iphi^ p.. 




190,001 


Ju. S. 1878 


W. B. Smith, 
L» F.yetie. 111. 


■Lb.,. 


03,305 


Feb. IS, 1807 


W. H. Smith, 
SWubenTill*. Ohio. 


jectinc pfMervalive liqulda into 
wood. 


111.T84 


Fob._ 14. 1871 


W. L. Smith, 
Nb» Y-ork, N. V. 




711.080 


Cet. U, 1901 


P. B, Smoul. 
Emett, Wiuh. 


and Umber. 


806,S91 


Dw. 6. IMG 


BronUyn. N. Y. 


Improvl^d procUM for treitini wood 


77,777 


May la, 1888 


jBrico. CODD. 




IM.ttS 


June M. 1875 


Geo. ajHiu. 
Dytch Kill«, N. Y. 


Pr«,rviogwood. 


387.373 


Aug. 7. 1S88 


ChM, F. Spioki^r. 
Nuw York, N. Y. 


ening wood. 


3.a3S 


June 14, 1844 


Everett, Wn.li. 


ProcHi oF prwrvins wood. 


B04,Z12 


F«b. 25. 190J 


Jm. D. StHnluy, 
EBMOv.-r, S. C. 


Drvire for chairini auKaee of 
timber. 


..,.». 


Apr. 13. 1887 


Jm. D. Slsnlpy, 
-Wilmlnglon. N. C. 




28Z,39.'> 


July 31, 1883 


Jm>. D. SunJ«y, 

£HU.vcr. S. C. 


OeviiNi tor chniTinE loga. 


381,193 


Apr. 12. 1SS7 


ChM. W. Stanlun, 




■ 


Au«. 4. 11)03 


AilolphB Sl«. Hiirin and 




6TS.B00 


Jurm 4. laoi 


Ja3. C. Slrad. 
J.r«yCiiy, N.J. 


Improvement in ipparalui for prit- 


148.030 Mat. 17, 1S74 


L. M. Surn >Dd Ed*. M. 
Kempncr, Buffalo. N. Y. 


Apparaliu lor impregnnting wood. 


B0a.lO* Nov.20, IBOO 

1 
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"'"" ".t "it"" "' 1 '^'"•' "' '"'•" 1 p-u^t "»" '""'^ 1 


r, A. Suvsn., 
CliiMgo. 111. 




l0a.7Z5, May 3, 1870 

I 


Cl™. SuJlber,. 
Tolftio. Ohio. 


Sheet- me Isl up reMpUels or 

VOBOJ. 


8ST,S4e| June 2fi. tOOT 


tUobud Sutpfaen. 
Fweliold, N. J. 


ImproTement in wood-prserving i 1 ?0.0U9 Oct. 17. 1871 1 
compoeilioD*. 1 


SMFnuieUeo, CbI. 


wood. 


i«.ai8 


Aug, 28. 1873 


Wm. T»M.rl, 

Su Ft.nri«o. fM. 




2fll,04S 


July IS. 1882 


A. H. Tiut, 
Jeney Cily. N- J. 




116.784 




Tienn..Ati.lrii.-Hm.«»ry 


FireprooflnB wood. 


3*9.073 


Nov, 10, !8S6 


Ch»,Tiiylor. R. I.Murrh- 
iM>n. and G«a. Sbarpe. 
Mftboui™, Viclori*. 




301.306 


Ocl, IB. 18S8 


J. H. T.ylor. 
New York. N. Y, 


decay in wood. 


70.761 


Nov, 12.1807 


■Wn. B. T.yIor, 
WhiteipHk. fli.. 




750.B3S 


May 17. IB04 


t. N. TeKhmM, 
tdDsoln. Nebr- 


Wood-ptK^rying rompoMlion, 


277.S10 


May 16. 1883 


HoncB TlmyM, 
W.™w. N. Y. 


of boxni, rflM». >,v.. 


4S.fi37 


Dee. 20. ISM 


Wald™« Thilm.n/, 
Clfvelkod, Ohio. 


Improv^mQit in appnr><u> for in- ' 1TT.T70 


May as. 1878 


Woldecnir Thilm.ny, 
ClPvoland, Obio- 


■ermine timber. 


202.678 


Apr. 23. 1878 


N.lh«i H. Thofn«. 
New OrleniiB, Lk 


«rving wood. 


113.706 


Apt. 11.187! 


A. B. Triplet. 
New Orleaiu, La. 


'"""""'""--'""•"'■ 


104.Bie 


Juiie28. 1S70 


A. B. Tripler. 
New CrleaDB. Im. 


(or rulroad liiM, etc. 


104.917 JunB28.1870 




ias,aoa M»y 7. ibts 
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List of n. S. Patents on Wood Preservation.— Cmif in u«(i 



'''"°° invent?"" "' 


Title olpslent 


No. oi 
pBlanl 


D.t. I«u«l 1 


A, B, Tripler, 
N.w Vork. N. y. 


<n( wood. 


ZO7.03O 8apt. a. 1878 


A. B. Trii^T. 

New York,N. ¥. 


ingwood. 


208.649 Ort. 1. 1878 


Abel D. Tyler. 


ImprecnatingnroDd. 


553.5*7! Jm. 28. IMS 


Ceo. 8. VoIentJne, 
Brooklyn, N. Y. 


givau laigtU, 


285.087 


Sept. IS, 1883 


EoM L. VnllcBn, 
SrattlB. WMh. 




570. ID) 


Mv. IS, 1897 


0. A. Vivien and 
P»u1 C. Vivian, 


prewrvint wood, eoBtinR sbipa' 


123.801 




J. 0. Vootbo™. 
Aqueduct Mi lb. N. J. 




121.141 


Nov. 21. 1871 


M«tin Voorhae., Pnnce- 
Comdan. N. J, 


with praflervalive aikUrinl. 


87.226 


Feb. 23. 1869 


flrooklyo. N. y. ' 


lumber. 


287,351 


Oct, 23, 18S3 


Ne«^n. HniH.' 




7B4,TS8 


July IS. 1905 


NawVQrk, N.y. 


ening and prcwrving wood. 


m.wa 


M.r, 5. 1872 


Em Webb, 
N*w York, N. y. 




108,059 


Oat. 25. 1870 


PMer Woleh, 
81- I.o«i», Mo. 


'-—-'■'""""■■""-'■ 


129.503 


July 10. IS72 


Wm. Wallhou«. 4 Enrin 
HugftD. at, Louin. Mo. 


Improvemant in prawrvipg wood. 


216.539 


June 17. 1879 


Palag Wami, 
Philsdelpiiiii. P.. 


■pniMrvliif wood. 


June 33, 1875 


S T. WhMler. 

Bridgeport, Conn. 




Apr. 5. 1870 


S. P. ■Wheeler. 
Bridgeport. Conn, 


Improved procem of troBting wood, 101,563 


Apr. 6, 1870 
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List of n. S. Patents on Wood Pieserratiaii. — Continued 



Nams sad addrcH of 

inventor 
thoB. B. WbiM, 
WftTMW, Mo. 


Posl-pfoteHor. 


£ 


953 


Date issued 
Oct. 22, 1907 


KdneyS. Willianu, 
Providcnw. R, I, 


Apparatus for use in treating wood. 


.04 


SSS 


Nov. M. 1808 


Bigmund Wi liner, 
London, Eng. 




,«, 


•" 


Mar, 7. 1899 


Sigmund WUlner, 
London, Eng. 




676 


060 


June 11. 1901 


Sigmund Willner. 
New Yorli. N. Y. 




771 


••• 


Oct. 4. 1804 


Memphis, Tenn- 


Apparatus for forcing Buids into 
wood. 


«" 


411 


Deo. 12. 1805 


Sigmund Willner, 
Chicago, 111. 


Apparatus for injecting chemicals 


8S6 


™ 


Aug. 2G. 1808 


Jai. P. Witherott. 

PitWburg. Pa. 


PmccH dI and apparatus far vul- 


"" 


m 


Feb. 17. 1881 


Ju. P. Witherow. 
PitUburg. Pa. 




"• 


™ 


Feb. IT. 1881 


Jm. H- Young. 
New. York, N. Y. 




m, 


70. 


Nov. 3, 1S8S 


Jamaioa, N. Y. 




308 


3.6 


Feb. 19, 1988 



METHOD OP AHALYZinG ZINC CHLORIDE' 

Sampling. — A fair average sample must be taken from one out 
of every ten drums. Quickly transfer the sample to a clean, dry. 
salt-mouthed bottle, stopper, hermetically seal and send to the 
laboratoiy foi teat. The sample should be marked with a 
number or other device, corresponding to the drum or lot from 
which it was taken. 

Insoluble Basic Zinc Chloride. — Pulverize about 10 grams of 
the fused zinc chloride by crushing between filter papers, and 
quickly transfer to a weighing bottle. This operation must be 
performed quickly, owing to the deliquescent nature of the sub- 
stance. Weigh the bottle plus the sample, transfer the sample to 
500 c.c. of water in a beaker, and weigh the bottle again; the 

' From the Proceedings of the American Wood Preservera' Association. 
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weight of the gample is thus obtained by difference. Cover the 
beaker and allow the solution to stand for 12 hours. 

Filter through a weighed Goocb crucible into a liter finsk. 
Wash the residue with cold water until it is free from chlorides. 
Dry the basic zinc chloride at 100° C, for about 12 hours and 
weigh. 

Dilute the filtrate to 1000 c.c. and mix thoroughly. 

Ferric Chloride. — Take 100 c.c. of the solution, boil, and pre- 
cipitate the iron with ammonium hydroxide. Boil off the excess 
of ammonia, filter and reject the filtrate. Dissolve the precipi- 
tate off the paper with hot dilute hydrochloric acid, and reprecipi- 
tate with ammonium hydroxide. Filter through the original 
filter paper. Wash the ferric hydroxide 5 to 6 times with hot 
water, ignite and weigh as FciOj. 

Factor for metallic iron, 7. 

Factor for ferric chloride, 1.0156. 

Soluble Zinc. — Take 50 c.c. of the original solution, and add a 
concentrated solution of sodium carbonate, until the solution is 
slightly alkaline. Zinc is precipitated as basic carbonate. 
Boil for 15 minutes. Decant through a weighed Gooch crucible 
and wash by decantation three or four times. Ignite at a high 
temperature and weigh as ZnO. Subtract the percentage of 
ferric oxide found above. 

Factor foi metallic zinc, 0.8034. 

Fautor for zinc chloride, 1.7644. 

Free A ciVf.— Dissolve 10 grams of the fused chloride in 100 c.c. 
of distilled water, and test with methyl orange. If free acid is 
present, which is rarely the case, determine by titration with 
standard alkali. Factor, chlorine froin hydrochloric acid, 0.973. 

Tolal Soluble CA/onnc— Titrate 25 c.c. of the solufion with 
standard silver nitrate, using potassium chromate as indicator. 
Subtract the amount of chlorine equivalent to the free hydro- 
chloric acid present, if any, and also tlie chlorine combined as 
ferric chloride, and calculate the remainder to zinc chloride, 
by using the fac^tor 2.04. The amount of zinc chloride thus 
obtained should check with that found from soluble zinc. 

RECORDS OH THE LIFE OF TIMBERS 

Mine Timbers. — Thu U. S. Forest Service treated a large num- 
ber of mine timbers according to various methods and placed 
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them in the coal mines of the Philadelphia and Heacliafr Coal I 
and Iron Company at Pottsville, Pa. Inapections were made j 



I 




Fio. 30. — G)mparnlivc conditio 
I gMigwky seta pUcetl in Ihii miitca of the Philadelphia and Reading { 
1 Iron Co. 

each year for 4 ycara with the results graphically shown in 
Fig. 30.' 

Pavlag Blocks. — In January, 1910, the -American Association 

' BuUptin 107. U. a. Foreet Service. 
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SOI 



of Creceoted Wood Blocks Paving Manufacturers sent inquiries 
to various American cities to learn their experiences witli wood- 
block paving. The replies are sumhiarized in Table 41. 
Tabls 41. — EXFXRiENCE or SouH Cities with Wooi>-flLOCK Pavino 





lYgaTB □[ mriice 




City 


tiOD. 


ConditioD Aulborily 


Brooklyn 


.1 7 


Good J. 0. Sheridan 






Blocks good' R R RUdR 


Minneapolis 


8 


No repairs 


E. R. Button 


St. Louis 


' 7 


Excellent 


J. C. Travilla 


Duluth 


■1 ^ 


No repairs 


T. F. McGilvray 


Dea Moines 


.| 4 


No repairs 


J. MacVicar 


Toledo 


9 


No repairs 


G. W. Touson 


Detroit 


J 5 


No repairs 


R. H. MoCormick 


Grand Rapids, Mich. 


.1 9 


Excellent 


L. W. Anderson 



Poles. — About 1000 chestnut poles treated in various ways 
were set by the U. S. Forest Service in 1905 in cooperation with 
the American Telephone and Telegraph Company in Pennsyl- 
vania. The results after 5 years of service are shown in Fig. 31.* 
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A similar line was set up by the U. S. Forest Service in New 
Jersey in 1902. All the poles were chestnut. The results after 
8 years of service arc shown in Fig. 32.' 

The Geranan government has kept record on the life of its 
poles when treated by various processes, these records extending 
over a period of about 50 years. Tiie general results to date are 
shown in Table 42.' 

' Circular 198, U. S. Forest Service. 

• Circular 198, U. S. Forest Service. 

' Archiv fUr Post und Telegraphie. 
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Cross Ties. — The reported life of cross-ties in service isgiven 
ill Table 43, which is taken from Bulletin 118 of the U. S. Forest 
Service. 

Table 43. — Reported Life op Ties in Sbuvice 







Duluth & Iron Range Ry. Co. ' Untreated 

Union Ry. Co. (horse) Burnettiied 

A., T. & S. F. Ry, Co ' do.... 

T. & N. O. Ry. Co i do ... . 

H. & T. C. Ry. Co i CreoBoted 



English railroads 1 do ... . 

C, R. R.of N. J I do..., 

C, R. I. & P. Ry. Co j WellhouBC 

Duluth & Iron Range Ry.Co.' BurDettiied 

do 



Piltaburg, Ft. Wayne & Chi 
eago Ry. Co. 

French, German, and Aub-, 
trian railroads 



Wcllhouse I 

f Untreated j 
fiumettiied 

[ Crecsoted , 
Burncttiied 



I 8 to 18 
I 15i 
I 10 to 15 
I 8 to 10 

i »i 

I 8.S4 



C. R. R. of N. J 

German railroads 

Wabash R. R i do... 

French and German railroads CreoBoted 
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INDEX 



Abrasion, importance of, 25 

protection of ties from, 141 
Abaorption, effect of density of wood 
upon, 31 
difficulty in measuring, 116 
measured by gages and scales, 

103 
variation in dilTerent woods, 138 
of preservatives (see penetra- 
tion) 
A.C.W. process, description of, 59 
Aczol, description of, 253 
Adzing, advantages of before treat- 
ment, 147 
machines, apparatus and cost 
of, 106 
Air pressure, effect of upon treats 
ment, 112 
pumps, cost and use of in plants, 

97 
seasoning, description of, 44 
Alkaline soils, action upon wood, 26 

soils, decay of wood in, 221 
Allardyce process, description of, 63 
Allis-Chalmers Co., table on plant 

costs, 125 
American Ry. Eng. Ass'n, specifica- 
tions for creosote, 83, 261 
Ammonium chloride, as a fire retard- 
ant, 216 
Analysis, of creosote, 261 
of line chloride, 207 
Anchors, construction of, 93 
Angier, F. J., on the use of air 
pumps, 97 
on grouping ties, 138 
Annual ring, definition of, 34 
Asbestos packing, use of in doors, 94 
Association for Standardicing Pav- 
ing Spec., specifications for 
creoaole, S4 



Bailey, I. W., experiments of, on 

penetration, 38 
Bark, necessity for peeling, 41 

effect of on life of piling, 183 
Barrels, used for open tank plants, 

8S 
Bams, paving blocks in, 204 
Bateman, E., method for analyzing 

zinc chloride, 74 
Bethell process, description of, 56 
Birds, destruction of wood caused 

by, 27 
protection against, 221 
Bleeding, of wood blocks, 201 
Block signals, use of treated ties 

between, 241 
Blocks, equipment for making, 105 

oil for, 84 
B.M. Process, description of, 249 
B.M, Preservative, description of, 

253 
Boats, preservation of, 186 
Boiling, effect of on strength of 

wood, 229 
Boiler house, construction of, 98 
Boiling process, description of, 57 
Bolts, use of in doors, 94 
Bolt doors, construction of, 94 
Borax, as a fire retardant, 216 
Boring ties, machines for, 106 

effect of, in holding spikes, 146 
Boring, holes in posts to preserve 

them, 175 
Boucherie process, for treating poles, 

163, 
Bridge timbers, substitutes for, 246 
Brush treatments, description of, 51 
Brush treatments, for poles, 160 

for posts, 175 
Buehler process, description of, 58 
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Buildings, methods of treating lum- 






209 



suhatitution for wood in, 247 
Builders, of trcivtitig plants, 261 
Burlap, used in protecting piling, 183 
Burnett proccas, description of, 60 
Burnett, Vi'm. 73 

Butlerfieid, J. T., tests on the elec- 
trical resistance ot wood, 
234 



Canals, use of in plants, 100 
Capital, invested in wood preserv- 
ing plants, 2 
Carbolineum, Avenarius, description 

of, 252 
Carbolineum, S.P.F., description of, 

252 
CarlwIJc acid, toxicity of, 72 
Carbon, in creosote, 121 
Card process, description of, 61 
Cars, construction of cylinder, 100 
treatment of wood in, 209 
substitutes for wood in, 247 
C. A. Wood Preserver, description of, 

252 
Cell walls, absorption l)y, 32 
Cement, used in protecting piles, 184 
Charring, as a means of preserving 

poles, 160 

posts, 174 

Checks, prevented by "S-irons" 158 

Chemical coinpcwilion of cell wall, 

cffcet of on penetration, 39 

Chicago Creosoting Co., design ()f 

block plant, 106 
Coal tars, discussion of, 78 
C-oal tar creosote, eomjMJsition and 
value of, 81 
specifications for, 83 
Coils, conslruclion of in retort, 93 
Coinpres»ion, of wood in cylinder, 

117 
Concrete, poles set in, 160 
Concrete ties, use of, 244 
Conduits, substitutes for wood, 248 



Conservation of timber, affected by 

preserving wood, 2 
Consumption of wood preservatives 

in the U. S., 259 
Copper sulphate, its value as a wood 

preservative, 71 
Copperiied oil, description of, 252 
Corrosion of steel, by preservatives, 

68 
Corrosion of spikes, in line treated 

ties, 241 
Cost, of pressure plants, 124 
of treating tics, 160 
of treating poles, 165 
of treating cross arms, 170 
of treating mine timbers, 102 
of fireproo6ng wood, 218 
of treating paving blocks, 202 
of treating posts, 178 
of treating piling, 185 
of treating shingles, 207 
Cranes, use of jn plants, 100 
Creo-resinatc process, descripti 



of. 



250 



Creoaire process, description of, 251 

Creoline, description of, 254 
Creosotes, tlieir value as wood pre- 
seiratives, 75 

classification of, 77 
Creosote, definition of, 76 

evaporation of, 67 

exptinsion of, due to tempera- 
ture, 117 

method of manufacture, 79 
Crcosot* process, {see Bcthell proc- 

Creos<)tc, as a fire relardant, 219 
effect on the strength of wood, 

230 
effect on human skin, 82 
list of manufacturers of, 254 
specifications for, 261 
Forest Service method of analy- 

Cresol-cnlcium process, description 

of, 251 
Cross arms, wtKida used for, IGS 

methods of seasoning, 168 

manufacture of, 168 
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Cross arms, economy id treating, 171 
coat of treating, 170 
treatment of, 169 

Crude oils, value of, as wood pre- 
servatives, 75 

Crude oil, for treating posts, 174 
effect on strength of wood, 231 

Crumby, J. J., on the life of posts, 
179 

Curtis, W. G., 67 

Cutting season, effect of, on treat- 
ment, 140 

Cylinder cars, construction of, 100 

Cylinders, (see retorts} 

Cylinder, expansion of due to tem- 
perature, 117 



Decay, diacussion of, 15 
Decayed poles, reenforcemcot of, 164 
Density of wood, effect upon pene- 
tration, 31 
Deterioration of timber, diacussion 
of factors, which cause, 15 
Dipping treatments, description of, 
62 
posts, 174 
Dock, construction of loading, 99 
Doors, construction of in retorts, 94 
DurabiUty, of green and seasoned 
wood, 43 
of American timbers, 276 
records on life of wood, 298 



ly, in treating ties, 151 
poles, 166 
posts, 178 
piling, 186 
mine timbers, 193 
Egj^t, history of wood preservation 

in, 9 
Electrolysis, in protecting piling, 

184 
Electrical, resistance of treated 

wood, 234 
Empty cell process, (See Lowry and 

Rueping processes) 
Errors, in operating plants, 116-120 



Europe, history of wood preservation 
in, 9 

Evaporation, of creosote, 67 
Expansion, of creosote due to tem- 
perature, 117 



Factories, paving blocks in, 204 
treatment of wood in, 210 
Fence posts, (see posts) 
Fiber-saturation point, definition of, 

44, 225 
Final vacuum, eSect of, 109 
Fire-killed timber, utilization of, 8 
Fire, destruction of wood caused by, 
25. 213 
in mjnes, 192 
Fire protection, in plants, 105 
Fircproofed wood, objections to, 214 
Fircproofing wood, theory of, 214 
methods of, 215 
chemicals used in, 216 
tests to determine the efficiency 

of, 217 
cost of, 218 
Fireproofing plants, Ibt of, 259 
Fir, used for cross arms, 168 
Form, of ties, 131 
Forest management, effect of wood 

preservation upon, 3 
Forests, composition of affected by 

wood preservation, 3 
Freight, decreased by seasoning 

poles, 159 
Full-cell process, (see Bethell proc- 

Fungi, description and clflssifieation 

of, 16 
Furniture, methods of protecting 

rustic, 21 1 



Gerry, Eloise, experiments on tylo- 
ses, 36 
Guissani process, description of, 54 
Goitre, W. F., on transfer tables, 99 
Goltra process, description of, 250 
Greeks, on methods of preserving 
wood, 9 
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Greenheart, for piling, 181 
Greenhouses, treatment of wood ii 



Grouping, value of, in tics, 139 
Growth, effect, of upon treatment, 



Kreodone, description of, 254 
Kyanizing, deacription of procei 
for polcB, 163 



141 
Gages, location and construction of, 

92 
use of, in measuriDg absorption, 

103 
Guard rails, construction of, 93 

H 
Hatt, W. K., Icsts on the strength of 

spikes, 147 
eflec^ of various processes on 

strength of ties, 233 
Hasselnian process, description of, 

250 
Heartwood, effect on penetration, 33 
Hewn ties, {see ties) 
Herodotus, on preservation of mum- 
History, of wood preservation, 9 
Hols-Hclfer, description of, 253 
Humphrey, C. J., toxicity test by, 65 
iluni, G. M., on Bouchcrizing poles, 



IG3 



I 



Imperial Wood I'reservative, de- 
scription of, 254 

Inflammability, of wood treated with 
zinc and creoaiite, 219 
tests Id delermine, of wood, 217 

Initial absorption, dilDciilly in mcfls- 
uring, 116 

Insects, destruction of wood by, 18 
in rustic furniture, 211 

Inspector's laboratory, equipment 
for, 104 

Inspection, of trenfiiicnis, notes on. 



Laboratory, need for an inspector's, 

104 
lagging, the retort, advantages of, 96 

treatment of, in mines, 192 
Leakage, prevention of, in doore, 94 
Liebig, on theory of decay, 15 
Lightning equipment, in plants, 105 
Limnoria, description of, 24 
Loading dock, (see dock) 
Locustinc, description of, 254 
Logs, effect of wood preservation 
upon inferior, 8 

mclhods of preserving, 211 
L<ig cabins, methods of protecting, 

211 
Lowry proceaB, description of, 59 
Lumber, methods of treating, 208 

M 

Machine shop, construction of, 98 
Marine borers, description of, 20 
Measuring tanks, types of, 101 
Meehanical abrasion, destruction of 

wood by, 26 
Mercuric chloride, its value as a 

preservati^-c, 71 
Mine timbers, selection of, 188 
nianufacture of, 189 
seasoning of, 189 
methods of treatment, 190 
durability of, 298 
cost of treating, 192 
onomy in treating, 193 






122 
, J, D., ; 



Kempfer, W. H., on treating poles 

162 
Kickback, eignifirancc of, 118 



4ubsliti 



r, 215 



Mil 



danger of fire in, 192 
xing tanks, eonstruction of, 101 
listure, diKlribulion in posts, 65 
effect of in wood on treatment, 

140 
method of determining in ereo- 
soted wood, 273 
immies, preservation of, 9 
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N 
N&tional Electric Light Ass'n, aaaiy- 
siB of creosote, 264 
specifications for water gas creo- 
sote, 85 
Nausitoria, description of, 21 
Newlifl, J. H., experimentB in driving 
spikes, 145 
tests on shrinkage, 226 
Nonpressure process, description of, 

53 
Vt. S., Special, description of, 254 

O 

Odor, of preservatives, 69 

Oil, seasoning in, 48 

Oils, crude, value of, 75 

Oil tars, discussion of, 78 

Operation, of plants, 89 

Open tank process, deacription of, 54 

Open tank plants, types of, 89 

list of in U.S., 258 
Open tank, treatments for poles, 161 
Oxalic acid, as a fire retardaut, 216 



Packing, for retort doors, 94 
Pftint, on treated wood, 69 

value of in preserving wood, 87 
Palmetto, for piling, 181 
Patents, list of, for preserving wood, 

276 
Pavements, efficiency of various, 197 
Paving blocks, manufacture of, 105- 
198 

oil for, 84 

troubles with, 200 

expansion of, 201 

methods of laying, 202 
Paving blocks, cost of treatment, 202 

history of, 195 

woods used for, 197 

number used, 196 

methods of treatment, 199 

advantages of, 203 

for barns and factories, 204 

durability of, 299 
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Penetration, of preservative, effect 
of structure on, 31 
effect of sapwood on, 33 
effect of heartwood on, 33 
in summerwood, 34 
in springwood, 34 
efiect of vessels upon, 35 
effect of tyloses upon, 35 
effect of resin ducts upon, 36 
effect of pits upon, 38 
effect of composition of cell wall 

effect of cell slits upon, 39 
of various preservatives in 
wood, 70 
Peeling timber, necessity fur, 41 
Peeling bark, necessity for, 37 
Perforations, in poles to aid pene- 
tration, 161 
Petri dish, method for determining 

toxicity, 65 
Petroleum, (see crude oils) 
Pettigrew, experiments with mum- 
mies, 9 
Pholas, description of, 22 
Piling, life of, 16. 

woods used for, 181 
manufacture of, 182 
methods of seasoning, IS2 

treatment, 183 
cost of treating, 185 
economy in treating, 186 
substitutes for wood, 244 
Piping, use of in plants, 104 
Pitch streaks, in preserving posts, 

177 
Pits, effect on penetration, 38 
Plants, construction and operation 
of, 89 
cost of pressure, 124 
list of wood preserving in U. S., 
255 
Plates, bearing on ties, 141 
Pliny, on Grecian methods of pre- 
serving wood, 9 
Pole borer, description of, 19 
Poles, attacked by woodpeckers, 27 
woods used in making, 156 
manufacture of, 156 
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Poles, perforations in, 161 

seaaoning of, 156-158 

selection of species for, 156 

Ehrinkagc in, 159 

saving in freight due to season- 
ing, 159 

methods of treating, 159 
reinforcing decayed, 164 

cost of treating, 165 

economy of Ircatmcnt, 166 

iifeof, 166-301 

substitutes for, 244 
Pollution, of streame, 122 
Pores, (see vessels) 
Posts, woods used in making, 172 

method and time of cutting, 173 
of seasoning, 173 

treatment of, 174 

cost of treating, 178 

economy in treating, 178 

life of, 170 

substitutes for wood, 245 
Powder post insects, description of, 

IS 
Powell process, description of, 250 
Preliminary vacuum, effect of, 107 
Preliminary air, effect of, 112 
Preservatives, corrosive action of, C8 

properties of efficient, 64 

purity of, 121 

used in treating wood, 251 

amounts used in U. S., 259 

toxicity of, 66 
Prcscrvol, description of, 252 
Pressure planis, essential parts of, 91 
Pressure, effect of, on treatnicnts, 

115 
Pressure, effect of, on strength of 

wood, 232 
Prince, R. E., on fireproofing woods, 

216 
Processes, for preserving wood, 50 
Pump house, construction of, 96 



Rails, construction of guard, 93 
Receiving tanks, use of, 101 
Records, on the durability of timber, 



Resin ducta, effect upon penetration, 

36 
Retorts, construction of, 91 
Retort house, construction of, 01 
Robbina process, history of, 13 

deecription of, 250 
Roofs, on ties, value of, 13S 
Rueping process, description of, 60 
Rutgers process, description of, 61 



Sapwood, effect on penetration, < 
distribution on ties, 132 
absorption by, 138 

Sapwood Antiseptic, description 



of. 



253 



Sap stain, damage caused by, 29 

protection against, 222 
Sand storms, protection against, 223 
Sawmill, in plants, 105 
Scales, use of, in measuring absorp- 
tion, 103 
Season, of year, effect of on treat- 
ment, 40, 140 
Seasoning timber, necessity for, 42 
effect on decay, 43 
checking, 43 
decreasing freight, 43 
strength of wood, 224 
methods used in, 44 



, 46 
44 



in hot a: 

in saturated steam, 46 

in superheated steam, 47 

in oil, 48 

in water, 48 

tics, 197 

poles, 158 

mine timbers, 189 

posts, 173 

cross arms, 245 

piling, 182 
Seasoning yards, care of, 45 
Seeley process, history of, 12 

description of, 54 
Shipworms, description of, 20 
Shingles, woods used for, 205 

method of treating, 206 

treated against fire, 206 



ilized by Google 



Shingles, cost of treating, 207 
aubstilutca for wood, 247 
Shower bnths, use of for employees, 

104 
Shrinkage, in poles, 159 

equations for, 226 
S-rons, prevention of checking, 168 
Signals, block, use of treated ties 

between, 241 
SiloH, treatment of wood in, 209 
Slits, effect of, in cell walls upon 

penetration, 39 
Slippcrinesa, in wood blocks, 200 
Smith, C. 8., on treatment of poles, 

163 
Sodium carbonate, 

ant, 216 
Sodium fluoride, its value as a 

servative, 72, 253 
Sodium silicate, its value aa a 

servative, 2.52 
Soil, effect of alkaline, upon w 

26, 231 
Specifications, fur creosote, 261 

for zinc chloride, 73 
Spider doors, construction 
Spikes, kinds, and use of, 143 
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■, 146 



Spirittine, description of, 252 
Springwood, effect on penetratio 



Square sets, treatment of, 191 
Stains, vnlue of, in preserving wood. 



Steel, 



68 



f, by preservatives, 



Steel tics, use of, 243 
Steam, seasoning in saturated, 46 
superheated, 47 
, Steam coils, (see coils). 
Steaniing, effect on strength of wood, 

226 
Stone, poles setjn crushed, 160 

poata set in crushed, 174 
Streams, pollution of, 122 
Strength of wood affected by seas- 
oning, 43, 224 
by preservatives, 70, 230 
by crude oil, 231 



>EX 311 

Strength of wood affected by boil- 
ing, 229 
by pressure, 232 
by various processes, 232 
by temperature, 231 
zinc chloride, 230 
steaming, 226 
of ties, 144 
Storage tanks, use and construction 

of, 101 
Stubs, used for reinforcing poles, 164 
Substitutes, for treated timber, 243 
Summerwood, effect of on penetra- 
tion, 34 



Tanks, construction of, 101 
Tars, classification of, 77 
Teeadale, C, H,, experinienta on 
penetration, 37 
on absorption of creosot« by 
wood, 230 
Temperature, effect of on strength of 

wood, 231 
Teredo, description of, 21 
Test tracks, need for, 154 
Thermometer, location of in retort, 92 
Thinning forests, effect of wood pre- 
servation on, 7 
Thilmany process, hbtory of, 13 

description of, 249 
Tieniann, H. D., experinienta in 
penetration, 39 
effect of temperature on wood, 

231 
testa on strength of wood, 224 
Tie plates, types and use of, 141 
Tics, selection of species for, 128 
cost of treating, 150 
crushing strength of, 144 
durability of, 303 
economy in treating, 151 
form of, 131 
grouping, to secure uniform 

treatment, 136 
hewn vs. sawed, 129 
length of time to season, 135 
peeling, 41 
sawed, value of, 129 
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Ties, aeasoning of, 134 

selection of treating process for, 

148 
substitutes for wood, 243 

Tillson, G. W., studies of street 
pavemente, 106 

Timber supply, effect of wood pre- 
serving on, 2 

Timbcrasphalt, description of, 252 

Toxicity, of preservatives, 65 

Transfer tables, use of, 9B 

Track scales, use of, 103 

Treated timber, amount of in U. S., 
259 

Turtles, {see anchors) 

Tyloses, effect of, on peoetration, 35 

U 
United States, history of wood pres~ 

ervation in, 11 
Utilization, of top logs, caused by 

wood preservation, S 



Vacuum, effect of in treating timber, 

107 
Vessels, effect of, on penetration, 35 
Volume, of charge, difficulty in 

measuring, 116 
Vulcanizing process, description of, 



251 



W 



Waste, in hewing tics, 1 
Water-gas-tar creosote, deri' 
and composition of, 85 

description of, 253 

specification for, 85 
Water-gas (ar, {see oil tars) 
Water, its existence in wood, 43 

in oil, 121 

soaking wood in, 48 
Wellhouse process, description of, 62 
Winslow, C. P,, on creosotes, 75 
Winter, effect of, on cutting timber 

in, 40 
Wood-block paving, oil used for, 84 
Wood (Tcosote, description of, 253 
Wood, effect of water in on strength, 



Wood, expansion of due to temp««- 

ture 120 
Wood louse, description of (see 

limnoria) 
Wood preservation, definitidii of, 1 
Wood preserving industry, impor- 
tance of, 1 
Wood pieaerving plants, list of in 

U. 8., 265 
builders of, 261 
Woodpeckers, destruction of wood 

by, 27 
Wood tars, discussion of, 79 
Wood tar creosote, derivation and 

composition of, 86 
Working tanks, use of, 101 
Wyoming Experiment Station, tests 

on posts, 175 



Xylotrya, description of, 20 



Yard, arrangement of, 90 
care of, 45 

method of handling timbers in, 
100 
Yarborough, R, W., on lagging 

retorts, 96 
Year, effect of time of, on treatment, 



Zinc chloride, as a fire relardant, 219 
changes in solutions, 122 
effect upon theatrcjpgthofwood, 

230 
its value as a preservative, 72 
manufacturers of, 254 
method of analysing, 297 

in wood, 74 
specification for, 73 
visual tests for, 74 
Zinc chloride process, (see Burnett 

process). 
Zinc tannin process, (see Wellhouse 

process) 
Zon, R., on the manufacture of ties. 
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